




LEATHER INDUSTRIES 


LABORATORY BOOK 




Laboratory Book ^ 


ANALYTICAL AND EXPERIMENTAL METHODS 


BY 

H. R. PROCTER, M.Sc. F.I.C. F.C.S. 

PROCESSOR OP API'LIRD CHEMISTHV (LEATHER MANl PACTCRR) AT THE UNIVERSITY OK LEE 


SECOND EDITION. REVISED AND ENLARGED 



. Xonfcon: 

F. N. SPON,*Limitep, 57 HAYMARKET 

Jltto #ork: 

SPON & CHAMBERLAIN* 123 LIBERTY STREET 

1908 




PREFACE 


TO 

THE SECOND EDITION. 


The following notes on Analytical Methods employed in 
Leather Manufacture were primarily intended mainly for 'the 
use of my own students, and merely to supplement verbal 
teaching; and although the scope of the book has been con¬ 
siderably expanded, it is occupied mainly with the practical 
details of analytical processes, and makes no attempt to teach 
either chemical theory, or ^e principles of leather manufacture. 
There is, of course, but little original in the methods described ; 
but with scarcely an exception they have been carefully tested 
and found satisfactory in my own laboratory, and in many 
instances they have been modified to suit the special purposes 
for which they are employed. The present edition has bean 
thoroughly revised, and many new methods added, which, it is 
hoped, will prove useful to the practical chemist. 

My thanks are* due to many of my friends for hints and 
suggestions received in the course of my work, but especially ‘ 
to Mr. J. T. Wood for assistance in revision of the section on 
Ferments and Bacteriology. 

HENRY R. PROCTER. 

University or I.reds, 

1908. 
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INTRODUCTION. 


Leather manufacture has long been conducted by "rule ol 
thumb,” rather than by the more exact methods of modern 
science, not so much from any preference of manufacturers for 
the former, as because, from the inherent difficulties of the 
subject, the latter has been scarcely possible. Another obstacle 
which has somewhat impeded progress has been a misap¬ 
prehension, perhaps justified in the past by adventurous in¬ 
ventors who would “ revolutionise the trade, as to the part 
which chemistry is destined to play in the tanning of the future. 
The term “chemical tanning" became one of reproach and 
contempt; and it has been too much forgotten that in every 
tan-yard, chemical processes are being carried on of a com¬ 
plexity so great that as yet they are very imperfectly understood, 
even by those chemists who have devoted themselves mosl 
thoroughly to the task. 

The first service which chemistry must render to the trade ii 
not toi supersede the processes of manufacture which have,stooc 
the test of experience, but to explain the principles on whicl 
they depend, and so enable us to carry them out with mor< 
exactness and invariable success. To do this, we must applj 
the usual tools of chemical research—the balance and _ thi 
measure ; but to do it ; successfully, methods have to be elabo¬ 
rated to determine the nature <pid quantities of the very varied 
constituents of all the materials used. In this direction there is 
yet much to be done, ljut it has been my effort in this little book 
to sum up the be^t methods which are yet known, and to gut 
tl ym in a handy form for use and reference. Those who can 
look back on the progress of the last twenty years will feel that, 
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however much remains to be done, the progrei already made 
has been very substantial. It is now possible to detcfqjinq the 
strength and value of most tanning materials with an accuracy 
and certainty which then was quite unknown ; waste liquors and 
tans can be analysed with approximate accuracy, and the loss i 
in leaching and tanning ascertained, and many new methods 
have been introduced for the control of processes and materials ; 
and only the systematic application of these methods is required 
to learn much which we yet need to know about the economies 
pf the tanning process. In liming, bating and drenching, much 
information has been gained’ as to the losses of hide substance 
which take place, and the way in which these are influenced by 
the materials employed, and the mode in which the process 
is conducted ; and new materials have been introduced and 
accepted by the trade, for which means of valuation and analysis 
have been devised. Bacteriology has taught us at least some 
of the methods^ by which fermentative processes such as puering 
and drenching can be regulated, and has strengthened the hope 
that we may be made independent of the old and disgusting 
materials ; while the removal of lime by purely chemical means 
is perfectly understood, and a matter of every-day practice to 
many tanners. In the tan-house we no longer hear the vague 
talk about “ gallic acid" as an enemy to be avoided, but the 
amounts of acetic and lactic acid in the liquors are estimated in 
well-managed sole-leather yards as a matter of routine; their 
influence on the proper tanning of the goods is well understood ; 
artd it is recognised that they are derived, not from the de¬ 
struction of tannin, but from the sugary matters of the tanning 
materials. 

Jn chrome tanning an entirely new process originating 
in*the laboratory has firmly established itself, ahd is still 
finding new applications; and the accuracy which is essential 
to its success has invqjved the iftvention of new scherqes of 
analylis, and done much to familiaftseatanners with chemical 
methods. ' • 

In the analysis of oils and fats,.the old and unreliable tests 
have been largely superseded by new and exacf methods; and 
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tatkaers rather th|h chemists must now be b&medthat more is 
not known V the differences of constitution which render an of! 
At or unfit for th£ purposes of the trade ; since, when difficulties 
arise, th«? chemist is constantly told that the source of the mate* 
rials in fault cannot be traced, and that no samples have been 
preserved for analysis! 

In dyeing and staining, the old natural dyes are more and 
more giving place to the synthetical organic colours of the 
chemist, which compete with them successfully, not only in price 
but in brilliancy and fastness. Here, again, the services of the 
Chemist are in demand, not only to test the qualities of the dyes, 
but to match the tints required with the cheapest combinations, 
and to recognise the character of unknown colours. 

In one way, indeed, chemistry must be admittedly unwelcome 
to the conservative tanner—it is the key to mysteries ; and has 
rediscovered and thrown open to the world many secrets which 
he believed safely locked within the doors of his factory ! But 
even so it must be reckoned with, for, like the genii of the 
stories, it can neither be killed nor bound, but is fortunately 
the willing servant of all who have intelligence to use it; and as 
capable of discovering new secrets as of throwing open the old 
ones. 

A few words may here be said as to the origin and Swj/v 
of the succeeding chapters. They originally, in a much briefer 
form, were a part of the Author’s ‘Text-Book of Tanning,’ pub¬ 
lished in.1887 ; buP as time went on, and knowledge increased, 
it became evident that the amount of Snalytical chemistry avail* 
able and earnestly demanded by the more advanced worke*rs 
was too large to be conveniently incorporated in a book intended 
rather for the tannery than for the laboratory ; while, on tfye 
other hand, the technical chemist would have had difficulty i» 
picking out the methods he required from the larger volume. 
On these accounts, it was decided to issue the purely laboratory 
matter in an independent i*>lum<;, which has now come tcP its 
second edition, and f the reader may be referred for informa¬ 
tion on the theory and practice of leather manufacture to the 
‘Principles of Laather Manufacture,’ which has appeared as a 



XX LEATHER INDUSTRIES LABORATORY Bdok t 

separate volume; * while, on the other hand.^he wraking detail: 
of chemical methods of research are given in the#‘ T .aHnratnn 
Book ’ and merely referred to in the ‘ Principles.’ 

The ‘ Laboratory Book ’ is not intended to take tffe place o 
the ordinary chemical text-books, but to supplement them; am 
those readers who have not already a knowledge of the commoi 
methods of the laboratory will find it needful to study som 
of the many Manuals on general Quantitative Analysis. It i 
also extremely desirable that the chemist should familiaris 
himself with some of the later developments of chemical theor) 
such as the laws of chemical equilibria and mass-action, of ioni 
dissociation, and of osmotic pressure ; and the advances whic 
are now being made in our knowledge of colloidal solutioi 
which have important bearing on the very complex problems < 
leather manufacture. To those who have already some know 
ledge of the analytical methods, it is hoped that the openin 
section on ‘ General Chemical Methods ’ may prove a usefi 
reminder of the more important details of manipulation. Tt 
succeeding chapters assume a knowledge of these, and of tl 
elements both of leather manufacture and chemical theory. 


K. & F. N. Spon, Limited, price i8j. net. 
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SECTION I. 

GENERAL METHODS. 

The' object of chemical analysis lis to divide a material into 
its constituent parts, so that they may be weighed or measured, 
and their proportions calculated. These are generally expressed 
as percentages of the whole, and are calculated by multiplying 
the weight found by ioo, and dividing by the original weight of 
material used. It is rarely necessary or desirable to go beyond 
the first place of decimals in technical analyses. Sometimes the 
weight of the substance which it is desired to estimate is n<jt 
found directly, but calculated from that of some other substance 
to which it is known to be proportional. 

Weighing .—Substances must never be weighed directly in 
the balance pan, bill always in a basin or some other vessel, of 
which the weight is previously determfhed, and which must be 
dry, cool, and clean, and must not be touched by hot or damp 
fingers before weighing. Vessels which have been heated, 
especially if they contain substances which absorb moisture 
readily, must be allowed to cool in the “desiccator” or “exsic¬ 
cator,” a vessel with an Air-tight cover, and usually containing 
dry calcium chloride or sodium Hydrate, or pumice moistened 
with concentrated sulphuric acicf. It must be placed on the pan 
while the balance is arrested,*and neither vessel nor weights must 
ever be touched whil*the beam is free. Weights are placed on 
the right-hand pan with forceps, beginning with the largest, and 
trying each in tiim by liberating the balance, till , one is found 
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which is lighter than the body which is to be Weighed. Smaller 
Weights are then added in the same way, alwaysltrying the 
larger first, and keeping the weight below that of tile bbject. 
When the weight is within one centigram, the balance case is 
closed, and the final adjustment is made with the rider. This i$ 
complete when the index swings an equal distance on each side 
of the centre. Many balances are adjusted to swing an even 
number of divisions to one side or the other for each milligram 
of over or under-weight, and most can be made to do so by 



Fi«, 1 .—Chemical Balance. 

a, scale for rider ; arrestment for pans ; e t arms for moving ride 


suitable adjustment. Where this is the case the division at 
which the pointer turns at each side is noted and that to the left 
deducted from that to the right, and tne corresponding number 
of milligrams + or -, added to the weight on the pan. It is 
generally safest to confirm the result by moving the»rider to 
the weight indicated. The balance may be made to oscillate if 
required by gentle fanning with the hand. The Weight should 
be read off the empty spaces in the box, and entered in the note¬ 
book, and checked in taking off the weights. ‘ 






















'GENERAL METHODS. 


•Measuring is/done in glass vessels marked to definite quan ¬ 
tities. Wie-. and all other liquids which wet glass, form a 
hollo# upper surface or meniscus, the lowest part of which must 
' be brought level with the mark. This is most accurately done 
}>y looking through the liquid at some distant light object nearly 
level with the eye, the lower surface of the meniscus being 
darkened, if necessary, by holding some dark object behind 



Pipettes. Cylinders. Burettes. 

Kit;. 2.— Me as i kinc* Instruments. 


and slightly below it? A less accurate method is to look at thfe 
lower edge of a white cRcd held behind and nearty level with' 
the meniscus, with which the eye ifiust also be level. For (lark- 
colouredi" liquids in burettes, a Mohr's float should be used, 
whichjnay be either of glass*or porcelain. Care must be talcen 
that the vessel is upright while reading. Flasks and cylinders 
are usually graduated to contain the amount to which they are 
marked; pipettesSauid burettes to deliver ■ hence, if the former 

B 2 
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are used for delivery, the amount of liquid whljph clings to the 
sides must be determined and allowed for. Burettes/mast not 
be read till time has been allowed for this to run aotvn,* and 
pipettes must be drained against the side of the vessel, but not 
blown out The capacity of a vessel may be determined by 
weighing the amount of water at 15 0 C. which it contains (or. 
delivers), when each gram corresponds to a cubic centimeter 
(C.C.).* Both flasks and pipettes are frequently inaccurately 
marked, and should be tested before use. The capacity of the 
lower divisions of burettes is often less than that of the upper 
ones. Pipettes are filled by sucking till the liquid rises above 
the mark, quickly placing the forefinger on the top, and allowing 
to run down till the mark is reached. Ordinary pipettes should 
not be used in the mouth for very poisonous or corrosive liquids, 
but may be sucked through a bulb tube connected with rubber 
tubing which is pinched when the pipette is full. 

Marking Vessels .—Glass is best marked with a writing dia¬ 
mond, or by etching with hydrofluoric acid. The latter is most 
easily done by covering with a thin film of beeswax or solid 
paraffin, and etching with a needle. The etched part is then 
covered for a few minutes with a piece of blotting paper 
moistened with liquid hydrofluoric acid. The latter must be 
handled with great care as it is extremely corrosive. Inks con¬ 
taining fluorides are sold for writing on glass. Porcelain basins 
-and crucibles may be marked in common ink, dried and heated, 
first gently and then strongly in the oxidising flame of the 
blowpipe. 

The Metric System .—As the metric system is now almost 
Universally employed by chemists from its great convenience for 
purposes of calculation, and is likely ultimately to be also used * 
by all civilised nations for commercial purposes, no apology is 
needed for its adoption in this book ; but a few words on its 
relations with the antiquated weights and measures still used in 
England arc perhaps necessary. 

Metric weights and measures form a connected system related 
to the meter, a measure of length equal to 39'370113 English 

1' , 

• Laboratory vessels are generally graduated at <ihis temperature, but the true 
l|ter it t kilogram of water at 4°C. Compare p. 5. Glass-tapped burettes are 
generally to be preferred to those with india-rubber tube and pinch-cock, but the tap 
should be lubricated with a little vaseline, and removed and washed after use with 
caustic alkalies, or it will stick. 1 
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fitches, wjtichis approximately i /10,000,000 of the earth’squad’r 
rant measured from pole to equator. The meter is dividedlnto 
10 part?, or decimeters, 100 parts, or centimeters, and ioooparts 
or millimeters. The standard of capacity is the cubic decimetej 
or “liter,’’ which of course contains 1000 cubic centimeters, or 
•The standard of weight is that of 1 c.c. of water at 4 0 C (the 
temperature of the greatest density of water), die weight ©f 
which is called 1 gram. Multiples of this are denoted by Greek 
numerals, thus:— 

I dekagram = 10 grams. (“ Deka ") 

I hectogram = 100 grams. 

1 kilogram = 1000 grams, the weight of 1 liter of water. 

In the same way fractions of 1 gram are denoted by Latin 
numerals, thus:— 

1 decigram = O' t gram. 

1 centigram = O'01 gram. 

1 milligram = O'OOI gram. 

For purposes of reduction the following approximate numbers 
may generally be used :— 

1 gram = 15-43 grains. 1 lb. av. = 453-6 grams. 

1 liter = 0-22 gallon 1 gallon = 4-546 liters. 

1 cubic meter of water weighs 1000 kilograms, 
or 2200 lb., or approximately 1 ton. 

I liter = 6f02 cubic inches. 1 fluid oz. = 28-34 c.c. 

1 meter = 39 - 3^inches. 1 inch = 25-4 millimeters. 

Actual reductions may, however, in most cases be avoided 
by treating a question as one of proportion. Thus, 1 grfh. or 
c.c. per liter is equivalent to 1 lb. or f, pint per too gallons,’or 
very approximately to 1 oz. per cubic foot; 100 gallons of water 
weighing ipoo lb* and 1 cubic foot 997 oz. * # 

For laboratory use, “ Mohr’s liter,” which iff the volume of 
1000 ,grm. of water at 15 ’ f.'( 59 ° F.), or ordinary laboratory 
temjJbrature, is usually employed in plase of the true liter^which 
is rhe volume of 1000 %rm. at 4 P C. 

* The smell difference between i gallon measured in Uters, and to lb. avoifdujSiil 
measured in grams, is due to the different standard temperatures of the two systems. 
Consequently I gallon would onlv contain 4*536 “ Mohr's liters.*’ 
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Thermometer Scales .—The Centigrade, or Celsius thermo¬ 
meter, in which the freezing point of water is taken/at 0° and 
the interval between freezing and boiling point is divulecf into 
too parts or degrees, is to be preferred to that of Fahrenheit, 
which starts from an arbitrary zero, and in which freezing point 
is represented by 32 0 and boiling by 212°. 

Centigrade degrees may be converted into Fahrenheit by 
multiplying by g and adding 32. The following table gives the 
points at which they agree without fractions:— 


| Degrees Cent, 

t>egr«M. 

— 20 

” 4 

: “"S 

5 

1 - ,0 

14 

! - 5 

23 

0 

32 

5 

41 

10 

50 

15 

1 

59 

2° 

68 

25 

77 

30 

86 

35 

95 

40 

104 


j Degrees Cent. ; 

Degrees Fabr. 

l 

45 

113 

50 

122 

! , 55 

■31 

1 1 60 

140 

65 

149 

70 

158 

75 i 

167 

1 80 1 

176 

, «5 

■85 

<K> 

194 

95 

203 

100 

212 

lo 5 

221 


Reaumur's thermometer, which divides the interval between 
the boiling and freezing points of water into 80° is still w good 
deal used in Germany. 

’Specific Gravity is the weight of any body as compared to 
that of an equal volume of water. Thus, 1 c.c. of sulphuric acid 
weighs 1 • 84 gnu., while 1 c.c. of water only weighs 1 grin.; the 
specific gravity of the acid is therefore 1 -8^. As, bodies ex¬ 
pand by heat, uniform temperature must be adopted, which is 
generalJy 15 0 or 15- 5 0 C. (59 or 6 o° !•'.). Liquids are brought to 
the required temperature by immersing the containing velsel in 
warm or cold water. * 

. Liquids may be weighed in a flask or bf.ttle carefully filled 
to a marfe in the neck, or more readily in one provided with a 
perforated stopper ( pycnometer ). The flask is weighed first empty 
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said dry, then filled with water, and finally with the liquid off 
which the specific gravity is to be taken. The weight of the liquid 
divided bjr that of the water (deducting the weight of the flaak in 
each case), gives the sp. gr. To fill, place the flask on a saucer, fill 
.quite full, insert stopper firmly and wash with cold water, or in the 
rpae 0 f oils and fats, with petroleum spirit or benioline, or other 
fat solvent, finally drying with a clean cloth. With thick liquids, 
such as extracts and viscid oils, a wide-necked flask, and a short 
wide funnel must be used in filling, and great care taken to avoid 


air-bubbles. Air-bubbles may 
also be removed by keeping 
the flask for some time in an 
exhausted air-jnimp receiver. 
Immediately after weighing 
the stopper must be with¬ 
drawn, and after returning as 
much of the extract to the 
sample as possible, the flask- 
must be washed out with hot 
water, or, in the case of fats, 
with a suitable fat-solvent, and 
dried ready for use when 
wanted. For small quantities 
of liquid, the Sprengel tube, 
Fig. 3, is useful. It is filled 
through A by suction, and 
the liquid adjusted to mark 
M by applying blofting-paper 
to A to remove, or a glass rod 
‘with a drop to replace liquid. 



Kiu. 3 .—Spkengki. Tusk. 


A. and B should not exceed about 1 mm. in internal diameter.* 


Solids, or very pasty extracts, may be determined by placing 
any convenient quantity in the flask, weighing, filling up with 
water, and weighing again. Deducting the weigh* of water so 
added from the total the empty flask would contain, (he re¬ 
mainder is the weight of water which would occupy the same 
space as the solid, and which* divided into the weight of the litter 
gives its sp. gr. Solid fats may be melted and allowed to. 
solidify in the flask, but 18 to. 24 hours should be allowed before 
filling with watef and weighing, as fats only slowly regain their 
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original density after fusion. On the use of sp. gr. in water t for 
determining dry solids in wet hide, see p. 99. Solic^ may also 
be determined by suspending by a fine wire from the hooksabove 
die balance pan, and weighing first in air, and then in wgter con¬ 
tained in a beaker supported on a bridge over the pan, resting on 
the bottom of the balance case. The last weight deducted from 
the first gives that of the water which has been displaced. If a 
solid of known weight in air, such as a glass plummet, be weighed 
first in water, and then in some other liquid, supported on the 
bridge, the loss of weight in the last case, divided , by that in the 
first, will give the sp. gr. of the liquid. Special balances on the 
principle of the steelyard are often used for the purpose. 

Specific gravities of liquids are rapidly taken with tolerable 
accuracy by hydrometers, which sink till they displace a volume of 
liquid equal to their own weight. Many of these are graduated 
for special purposes or have quite'arbitrary scales. The degrees 
of the barkometer may be reduced to sp. gr. by dividing by tooo 
and adding 1, but are rarely quite accurate. Degrees Twaddell 
may be similarly reduced by dividing by 200 and adding 1 (hence 
1° Twaddell equals 5° barkometer). Baumi degrees are quite 
arbitrary, and can only be reduced by tables, of which several 
discrepant ones exist. The following so-called “ Rational ” scale 
is one very frequently used; but the use of this and other 
arbitrary and unscientific scales is to be avoided as far as 
pdssible:— 

Bai:x£ Hydrometer Table. 


HaumtS, ia’5°C. 


Batumi, li ‘ S° t-a 


0 

Sp. gr. 

0 

Sp. gr. 

0 «• •• •. •• 

1*0000 

40. 

1-3834 





** IO ,, ,, ,, ,, 

.. I '0745 

: 5 °. 

.. 1-5301 

" ^5 • • • • • • •• 

.. 1-1160 

55 . 

.. 1-6158 

20 at «1 . a aa 

I 1608 

60. 

.. 1 - 7 II 6 

25 * • •• •* •• 

.. 1-2095 

65. 

.. 18195 

3 ® • • •• • • • • 

1•2624 

! 70. 

•• '909 

*■ 35 . 

< 

.. 1-3*02 

72 .. .. >.. ., 

1 

.. 1-960 


In taking a specific gravity with a hydrometer, the jar should 
be placed in a saucer pnd filled to the brim. Froth is th^i swept 
off with a glass rod, and the hydiorqeter put in, overflowing 
liquid being caught by the saucer. Th$, hydrometer is read 
from the point where the curved surface of the water touches 
the stem. 
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Svapom^m is a general method of separating water and 
»tber volatile matter from non-volatile. It is most safely done 
m the‘water or steam-bath, but where large quantities have' 
o be evaporated it is sometimes best to use a small flame. 
Squids evaporate rapidly at or near boiling-point in broad 
hallow basins freely exposed to the air, or may be boiled in a 
lask with a funnel or glass bulb in the neck, or in a deep beaker 
overed with a clock-glass to avoid spurting, or in many cases, 
amply in a long-necked (Jena) flask. Tanning liquors may be 
xmcentratcd in a flask as described without very material loss of 
annin, but, like other materials which are injured by heat, are 
jest evaporated in vacuo , the boiling point being much lower 
ruder reduced pressure. Many substances apparently dry, as 
aark, leather, and the residues after evaporation on the water- 
aath, may be thoroughly dried in the water-oven, which, being 
surrounded by boiling water and steam, is at nearly ioo°C. 
some substances part with water of crystallisation or hydration at 
100° C., but may often be dried without decomposition at ordinary 
temperatures over sulphuric acid, and, preferably, in vacuo. In 
many cases an air-oven may be used with advantage, heated by 
gas to 105° or 110° C., in which the drying is much more rapid ; 
but care must be taken that the temperature inside the oven is 
uniform and steady. To estimate water, a portion of the sub¬ 
stance must be weighed in a basin or crucible, dried as above, 
and re-weighed, when the loss may in most cases be calculated 
as water. As most substances when thoroughly dried will ab¬ 
sorb water from the air, the basin must be cooled in the desic¬ 
cator, rapidly weighed, and again dried and weighed till the 
weight is constant. Inorganic matters San generally be dried a£ 
a‘much higher temperature, or even ignited, though other volatile 
matters will, of course, be included. 

Distillation is merely a case of evaporation in which the 
volatile portion is collected. The liquid is placed in a flasks 
which is closed by a perforated cork fitted with a tube bent to* 
an angle somewhat more acute than a right-angle, and fitting 
tightly into an inclined condenser consisting of a rather wide 
glass tube surrounded bji ail outer casing, through which cftld 
water is allowed to flow from a tap. The lower end of the 
condenser tube passes into a flask, with which it should form % 
pretty close, but not an air-tight, connection, and which, in the 
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case of volatile liquids, should also be immersed jn cold water 
or even in ice. The liquid in the flask is bpiled, either by a 
flame or on a sand-bath, or, in the case of combustible” liquids 
like alcohol or efhers, by immersion in a water * or steam-bath 
and the vapours pass into the condenser, where they are cooled 
and condensed, and flow down into the receiving flask. • 
This simple arrangement is quite satisfactory where mere 
purification of a liquid from non-volatile impurities is all that is 
required; but where a more volatile liquid must be separated 
from one of higher boiling-point, as for instance alcohol from 
water, it does not prove very effective, as a portion of both liquids 
is carried over, though in simple cases it will act fairly well. It 
is usually necessary to know the temperature of the vapour which 
is being distilled, in order to judge when the process has gone far 
enough, for which purpose a second hole is made in the cork of 
the distilling flask, and the bulb' of a thermometer is introduced 
into the neck of the flask. A more convenient arrangement is to 
use a “ distilling flask ” in which a side tube passing into the 
condenser is fused into the neck, while the thermometer is fitted 
through the cork, with its bulb near the opening of the side tube. 
The most difficult case is that of a liquid like petroleum, which 
consists of a mixture of a great number of different hydrocarbons 
of different boiling-points, which it is desired to separate. When 
such a liquid is boiled, the fractions of higher boiling-point distil 
first, but the vapour, even from the outset, consists not merely 
of the most volatile, but of a mixture of these and a smaller 
proportion of the less volatile. The separation is greatly facili¬ 
tated by the use of a “ dephlegmating ” or “ fractionating ” tube, 
-in which the less volatifc vapours become condensed, and'drop 
back into the distilling flask, at the same time washing the 
ascending vapours and giving up to them any more volatile 
portions. Glynsky’s and Le Bel Henniger’s are, perhaps, the 
“best forms of this apparatus, but a wide tube filled with large 
glass beads or short lengths of quih tubing, and fitted with a 
side, tube, is also very effective. The arrangement is shown in 
Fig. 4. Even with* a fractionating tube the separation of the 
different liquids is rarely complete; but by separating into por¬ 
tions boiling, say, from 6o° to 70°, 70° to 80°, and so on, and 

* Higher temperatures may be obtained by the use of calcium chloride solution, or 
by glycerine or -til baths. * 
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again fractionating these portions separately, nearly pure pro¬ 
ducts may be obtained. Instances of the application of this 
methodViay be found in the separation of alcohols and volatile 
Scids of the acetic series, and of petroleum ether. 

. Ignition .—Heating to redness in an open vessel drives off 
chemically combined water, ammonia, and often carbonic add, 
etc., and destroys most organic matter. This is* generally best 
done in platinum vessels, but salts of tin, lead, copper and other 
metals easily reduced to the metallic state, must not be heated 
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in platinum, or the vessel may be destroyed. Materials contain¬ 
ing chlorides, or other salts fusible at a red heat, must be ignited 
very gently and.slowly* or the particles of carbon will be encased * 
and escape combustion, it this occurs, the additiorf of a little 
water whep cool, with subsequent;drying on water-bath and. re¬ 
ignition util often succeed in completing combustion. In difficult 
cases the ash may be mdlstened tfith solution of ammonium 
nitrate, and again drietf and ignited, or the soluble salts may be 
extracted with water from the charred mass, which is collected 
on a quantitative fitter-paper, returned to the crucible and com- 
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pletely burnt, and the solution evaporated with )he ash* after 
ignition. 

Precipitation .—Many substances soluble in wafer, etc., can 
be conyerted into insoluble compounds, and so separated by 
precipitation. Thus, on addition of Bad* sulphuric acid (free or 
combined with bases) is precipitated as insoluble BaSO«; *and 
ammonium oxalate precipitates all soluble lime salts from 
neutral or alkaline solution as calcium oxalate, which may be 
converted into carbonate by gentle ignition, or into quicklime 
(CaO) by strong ignition over the blow-pipe. Precipitation is 
mostly aided by warmth and time, and often delayed or pre¬ 
vented by presence of organic matter. It is generally rendered 
more complete by an excess of the precipitant. Very finely 
divided precipitates, such as calcium oxalate, usually become 
coarser by boiling, or standing for some time in the liquid in a 
warm place, and are then more easily filtered and washed. 

Filtration .—Precipitates are separated from liquids in which 
they arc suspended by settling and filtration. Circles of paper 
are used, as filters, which are folded in four, one fold opened, 
and inserted in a funnel, which must be slightly larger than the 
cone of paper. The filter must generally be wetted 
with distilled water, except when dry filters are re¬ 
quired for solutions for volumetric analyses. This 
water must be allowed to run through the filter, so 
that the upper part of the funnel is not wetted. Special 
filter paper is used for quantitative work, which leaves 
no appreciable ash on ignition. With bulky cr gela- ' 
tinous precipitates it is often convenient* to use the 
vacuum pump where one is available. When this is * 
not the case, filtration may be much quickened by 
the use of a piece of small glass tube below the funnel,, 
attached with a piece of indiarubber tube as in Fig. 5. 
The moistened filter must be clbsely fitted to the funnel 
* by gentle pressure round the edge, especially at the 
fold. 

Waiting Precipitates .—Before filtratiort; it is gene¬ 
rally best to let the precipitate settle, and pour first the 
clear liquid on the filter; and if the precipitate is heavy and settles 
well, water may be added, and the settling and decantation re¬ 
peated several times. The liquid should be poured down a glass 
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rod qp to the side of the filter, avoiding spurting, and the last 
traces of precipitate removed from the beaker by rubbing with a 
cap of rubber tube on the end of the glass rod, and rinsing with a 
stream of water from the fine jet of the wash-bottle. A, short 
glass rod, bent at somewhat more than a right angle, and hung 
on the edge of the beaker, is often convenient for pouring and 
does not disturb the precipitate. The precipitate must be well 
washed on the filter, which is generally best done with hot 
water blown on it in a thin stream from the wash-bottle. The 
filter should be allowed to run dry each time before adding more 
water. If the precipitate is subsequently to be removed from the 
paper, it is desirable to wash it as competely down to the bottom 
as possible. 

Drying Precipitates .—Organic precipitates must be collected 
on filters previously dried till constant in the oven, and weighed 
in a closed tube or weighing bottle. The filter with precipitate 
is similarly dried, weighed, and the weight of the filter deducted. 
Instead of weighing the dried filter, it may be balanced by a 
second which is dried with the precipitate and used to ascertain 
the tare. 

Mineral precipitates may generally be ignited. A crucible 
previously dried and weighed is placed on glazed black paper, 
and most of the precipitate is separated from the filter-paper and 
transferred to the crucible. The filter-paper is now folded up 
small, twisted in a platinum wire, and carefully burnt in a Bunsen 
flame over the crucible, into which the ash is shaken, and the 
whole then ignited, cooled in the desiccator and weighed. A 
deduction jnust be made for the filter ash if appreciable, but 
with modern papers it may generally b<? neglected. Where no 
reduction is to be feared, precipitates may be ignited with the 
paper in the crucible. 

Calculation of Results .—In many cases the substance actually 
weighed is not that of which we require the weight, but some 
other compound, from which the weight must be«calculated, 
Thus sulphuric acid is generally wtighed as barium sulphate, 
the reaction being as follows 

H s S 0 4 + B 8 C 1 * = BASO, + 2 HC 1 . 

The atomic weights are 98 + 208 =233 + 73 . and are obtained 
by adding the atomic weights of the constituents of each body 
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Thus in this case we reckon only 98 parts of sulphuric.acid 
for every 233 parts of barium sulphate weighed. Where many 
analyses are made, it is convenient to use factors to give thq 
actual weight by simple multiplication. Tables of suph factors 
and their logarithms are given in the Chemiker KalendCr and 
many text-books.* 

Volumetric Analysis .—It is clear that if we know the weight 
of BaClj required for the above reaction, we can calculate that 
of all the other substances, and vice versd. If we have a solution 
of BaClj containing exactly 104 grm. per liter, or o'104 grm. 
per c.c., and if for instance it requires 20 c.c. to precipitate all 
the sulphuric acid (free or as sulphates) in a liter of water, we 
can calculate that the water contains 20 x o'049 oro'98 grm. 
•of sulphuric acid per liter. Such solutions of known strength as 
that of barium chloride are known as “ standard solutions ” and 
are usually made to contain 1 combining weight of the substance 
in grams per liter, or some definite fraction of it. Referring 
to the equation, it will be noted that 1 eq. of H 2 S 0 4 liberates 
2 eq. of HC 1 , and that the 1 atom of Ba in the barium sulphate 
takes the place of 2 atoms of hydrogen. Such elements are 
called “ divalent," and acids which, like sulphuric, have 2 atoms 
of hydrogen which can be displaced by one divalent atom are 
called "dibasic." In making “standard ” solutions of such sub¬ 
stances, it is found convenient, in order to make them correspond 
with those of monovalent compounds like hydrochloric acid or 
sodium hydrate, to take only half their atomic weight in grams 
per liter, or in general terms, such a quantity as will react with 
I monovalent atom such as It, Na, or Cl. Such solutions are 
called normal or N/i 'solutions. Solutions of one-tenth this 
strength are called decinormal or N/ro. 


Tails owing Tint Quantity or tub Following Substances iontaini d in. 


, UR Equivalknt 

to, I Lithe or N/i or 

10 Liters of N/io Solution. 

Sulphuric acid . 

H.SO, 

£ mol . 

1 49 ’O grm. 

(=48 g" n - SO,). 

Hydrochloric acid . 

HC1 

1 » 

= 36*5 .. 

(= 35'5 B™- Cl). 

Nitric lackl . . . 

HNO, 

i > > 

= 63-0 ., 

, 

Sulphurou* acid . . 

H.SO, 

* „ 

= 4 i- ° 

1 

Oxalic acid . . . 

H,C.O, . 2Ac} 

.1 ./ 

=.. 63-0 „ 



* Klister's “ Logarithmischc Rcchentafeln fur Chemiker,” Beit and Co., Leipzig, 
is eery complete. The use of the slide-rule saves much time in calculation, and is 
mottly luffidcntly exact. 
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fnrajc add . . . 

.HCOOH 

I 

mol. 

3C 

afi o cm. 

Acetic Vid . .1 . 

CH.COOH 

I 

»» 

= 

6o-o 


Lactic acid . . .C.H.OH.COOHt 

at 

a 

90*0 


Sodium hydrate* . . 

NaOH 

1 

*» 

= 

400 


J^dram carbonate 

Na.CC, ' 

4 


ss 

530 


(anhydrous)* 





Sodium carbonate 

Na,CO, . loAq 

4 

u 

as 

« 43'0 


(crystallised). 





Pota&ium hydrate . 

KOH 

1 


as 

56't 

1’ 

Magnesia . . . 

MgO 

4 

*» 

= 

40*2 

*» 

Baryta .... 

BaO 

4 

»♦ 

— 

76-7 

• 1 

Barium hydrate . . 

Ba(OH), . 8Aq 

4 

♦> 

- 

* 57'7 


Barium chloride 

BsClj . 2Aq 

4 

*» 

s 

1221 


Calcium oxide (lime) 

CaO 

4 

• 1 


28*1 


Caldum hydrate 

Ca(OH), 

4 

„ 

ss 

37 't 

„ 

Calcium carbonate . 

CaCO, 

i 

l 

1 * 

at 

50*0 


Ammonia . . . 

Nil, 

11 

=. 

I7’0 


Zinc ..... 

Zn 

4 

• * 

= 

3*7 

,, 

Silver nitrate . . 

AgNO, 

1 


— 

t70'0 

,, 

Potassium permanga- 

KMnO, 

4 

»» 

ar 

3'6 


natc. 







Potassium bichromate 

K.Cr.t), 

4 


- 

49-0 


Chromitf “acid” 

(anhydride) 

- CrO, 

4 

M 


33'4 

• * 

Iodine .... 

I 

1 

»» 

rr 

126'y 


Bromine .... 

Br* - 

! 

u 

- 

8OO 


Sodium thiosulphate 

Na.S. 0 ,. 5Aq 

I 


= 

248-2 

It 



(insoluble). 

(»i. »'89p,c.aU5*). 


(sol. o n p.c.). 

(insoluble). 

{= UN). 

(- 35'5 Cl). 

As oxidising agents. 

Do. 

«) 
a) 

Da 

in reducing 1 and Hr. 


Do)( Cr °> = ,0 °' 

1M 1 (Cr t O,= isa- 
Do. 


These figures are corrected to the International Table of atomic weight*, taking 
O = 16, but decimal* less than 0-3 may for most practical purposes be disregarded, 
and in some cases the atomic weights themselves are uncertain to this extent. 


SECTION II. 

ALKALIMETRY. 

ONE-of the most important applications of volumetric analysis is 
the estimation of acids and bases which unite together to form 
salts. Thus nitric add and sodium hydrate react to form the 
neutral salt sodium nitratfc, according to the following equa¬ 
tion :— . 

NaOH + HN 0 3 = NaNO, 4 - OH> 

40 + S3 = • 85 +18 

• 

It is obvious that if the quantity of nitric acid necessary to 
combine with the whole of the soda is known, the amount of the 
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latter can be calculated, and vice vend. Since bc^h free acids 
and free bases have marked properties which are not shared by 
their salts, the completion of the reaction can be "determined 
with great accuracy, usually by the aid of “ indicators,” which arc 
generally substances which show a marked colour-change on 
passing from the alkaline to the acid condition, or vice veirsd. 
According to the modern view, the acids owe their distinctive 
character as a class to the fact that in dilute solution they 
become partially dissociated into H and another “ ion,” differing 
with the acid, but in the case of nitric acid N 0 3 . Similarly, the 
alkalies dissociate into the ions OH and the alkali-metal (or some 
group such as NH< which takes the place of a metal). Their 
“ strength ” or chemical activity depends on the extent to which 
they are dissociated or ionised in solution, the stronger acids 
and bases being so dissociated to the extent of about 90 per 
cent, in decinormal solution,'while the weaker ones are dis¬ 
sociated very little, the extent of dissociation in all cates in¬ 
creasing with increasing dilution. Thus the acids owe their 
common properties of sourness, etc. to the presence of the ion H 
in their solutions, and the bases to that of OH, and the most 
important point in the reaction of acids and bases is the 
combination of these two ions to form water, as shown in the 
equation, since the salts really remain dissociated in the solution, 
and only combine to form a single substance as the water is 
“evaporated.* 

Indicators are mostly weakly acid organic colouring matters, 
the salts of which have a markedly different colour from the free 
acid. (Weak colour-bases may also be employed, but^re not so 
commonly useful.) In 'the presence of a stronger free acid, the 
Salt of the acid colouring matter is decomposed, and the colotir- 
acid liberated ; and similarly in the case of basic indicators, the 
free base is liberated by a stronger base. 

. Methyl Orange (Helianthine, Tropaeolin D) is the sodium or 
ammonium, salt of dimethylamidaazobenzenesulphonic acid 
C.H*. N (CHj),. N : N C*H 4 . SO,H. The free colour-acid 
is re'd (or in the solid form violeti, and its salts are yellow, and 
their solutions change from yellow tq red in the presence of an 

, * Those who are interested in the modern theory of salt-formation are referred 
to Ostwald’> excellent little book, “ Die Wissenschaftliche Grundlage der Aealyats- 
ehen Chcmie ” (Leipiig), or its English translation. 
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acid sufficiently strong to set the colour-add free. As this add* 
is dT medi#m strength, this change is only pronounced in the 
presence of the stronger mineral adds, and J is scarcely affected 
• by carbonic, boric, sulphydric, arsenious, silicic, oleic, stearic and 
many other weak inorganic and organic acids. Thus methyl 
orange is quite useless for the titration of even the stronger 
organic acids, such as acetic and lactic, with which it gives no 
definite end-reaction, and their influence is still further diminished 
in alcoholic solution, probably because of their diminished 
ionisation in this medium, and it is said that it may be used for 
titrating sulphuric or hydrochloric acids in the presence of free 
acetic, if a sufficiency of alcohol is added.* Except for such 
special purposes the presence of alcohol is to be avoided, as 
diminishing its sensitiveness. On the other hand, it is very 
suitable for titrating weak bases, giving sharp reactions with 
ammonia, and with most of the alkaloids. The presence of 
neutral salts, and even of chlorides, sulphates and nitrates 
diminish the sharpness of the colour-change, and should be 
avoided as far as possible. Many salts of dibasic and tribasic 
acids are alkaline to methyl orange which are neutral to phenol- 
phthalein ; and thus by the use of both indicators, bicarbonates, 
normal carbonates, and indirectly caustic alkalies can be titrated 
in the same solution (p. 28), and sulphurous acid, bisulphites 
and sulphites in the presence of each other (p. 27). It is 
generally best used in the cold, and does not answer well ip 
boiling solutions. It is destroyed by free nitrous acid. 

An aqueous solution of 1 grin, per liter is most suitable for 
general use, of which not more than four or five drops should be 
used per’ioo c.c. of solution titrated, as the end reaction is less 
sharp with larger quantities. When decinormal solutions ar». 
used, the volume required to set free even this quantity 6f 
colour-acid is quite appreciable, and for very exact work such 
as water analysis, an equal number of drops should be added to 
a similar volume of distilled water, and the amount of aciS, 
required to produce the colour-change noted, and deducted from 
that used in the actual titration, when the colour produoed in 
the dist?lled water is matcheji by that in tHfe liquid titrated. 

Phenolphthalein is a fcuch weaker acid than methyl orange, 


In the Author’s hands this method of titration has proved quite unreliable. 

c 
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and is itself colourless, while its alkaline salts are intensely red. 
Hence it is extremely sensitive to weak acids, but fcnly sharply 
affected by the strong bases, such as the alkalies arid alkaline 
earths, and even ammonia gives with it no sharp end-reactioi\" 
Thus it is reddened by alkalies and alkaline carbonates, but not 
by hydric carbonates (bicarbonates), nor by the insoluble carbon¬ 
ates of the alkaline earths, nor by neutral sulphites, or salts of tiie 
fatty acids (soaps), and is useless with ammonia. In suitable 
cases, it is one of the most sensitive of indicators. It is best 
used in 1 per cent, alcoholic solution, of which two or three drops 
are required for titration in aqueous, and more in alcoholic 
solutions. 

Litmus is less generally useful than the above, except as a 
convenient test in the form of red and blue papers. It is red¬ 
dened by acids, blued by alkalies and alkaline carbonates, and 
turned an uncertain purple by carbonic acid, but can be used 
for the titration of carbonates in a boiling solution. 

Lactnoid changes colour like litmus, and may be employed 
either as a I per cent, alcoholic solution or as red or blue papers. 
The papers may in almost all cases be used in place of methyl 
orange, being practically insensitive to carbonic and boric acids. 
The solution is more affected by these acids, but may be used 
with carbonates in boiling solution. 

Congo Red is turned blue by acids. Its range of sensitive¬ 
ness is very similar to methyl orange, though the change is less 
sudden. Notwithstanding this, it is sometimes useful by artifi¬ 
cial light, or in liquids of which the colour makes methyl orange 
inapplicable. It may also be used in the form of test-papers. 

Alizarin is a useful indicator in certain special cases, such as 
‘ the estimation of hardness in water (p. 33), and yields a violet 
solution in presence of alkalies, turning very sharply to yellow 
on addition of acid. £ per cent, of the commercial paste diluted 
)n water is a suitable strength for use. 

Standard Solutions .—It is obvipus from what has been 
already said that if we havq a solution of any suitable acid of 
exadtly known strength, we can determine that of any base by 
measuring the quantity required to neutralise it, or similarly we 
may start with a known solution of a base, and with it determine 
that of any acid ; and, of course, by using the acid solution of 
which the strength is thus ascertained, we can determine that of 
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any, other 'base. Evidently, the substance selected as au 
starting point must be one not liable to change, and which cat 
be exattly*weighed, and which is of perfectly constant compos! 
Cion, and jt is also desirable that it should be either a strong 
base, or a strong acid, since with these the indicators react most 
sharply. Many substances have been proposed for the purpose 
but of these, pure normal dry sodium carbonate is one of th« 
most suitable, and it will be adopted in the following pages 
Great pains should be taken to insure its absolute purity, sinct 
upon this depends the accuracy of all work done with the 
standard solutions prepared by its aid. 

Solutions of an)- strength may be used in alkalimetry, so 
long as that strength is accurately known, and it was formerly 
custom nry to make special solutions for particular purposes, so 
that for example, I c.c, corresponded to i per cent, of the sub¬ 
stance to be determined. Reasons have been given on p. 14 
why It is generally more convenient that they should contain 
one combining equivalent of the substance weighed in grams in 
I liter of solution, or some definite fraction of this strength ; and 
calculation can usually be avoided where many analyses have to 
be done, by weighing out a suitable quantity of the material of 
which the strength is to be determined. 

Starting with sodium carbonate, we may either proceed to 
dissolve such a quantity as will make exactly I liter of “ normal ” 
strength, or we may use the dry carbonate in weighed portion# 
to determine the exact strength of an acid solution, from which 
we can afterwards standardise any alkaline solutions required. 
The formqr is the sintjrler in theory, and shall be first described, 
but the latter will usually be found easiSr and more accurate in 
practice, and less liable to error. , 

Normal Sodium Carbonate Solution direct. About 60 grin, 
of purest anhydrous sodic carbonate is heated over a Bunsen 
burner till the bottom of the basin shows faint redness, and is< 
cooled in the 'desiccator.** A weighed platinum 0$ porcelain 
basin may be used. Weights to 5J grm. and the weight of the 
basin areeftow placed on the bafance, and Jhe basin is rapidly 
broughj to within o-ot grgi. <*f the same weight by removing Is 
• 

* A still more accurate method is to dry for tome hours it 160 0 C. is as air- 
oven, but no appreciable quantity of carbonic acid it etpeiled by the method given 
in the text. 

C 2 
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much of the sodic carbonate as Is in excess.* A# beaker'with 
about half a liter of water is placed on a sheet of glazed black 
paper, and the sodic carbonate added little by little* constantly 
stirring with a glass rod till dissolved. The solution-, is pourefl 
into a liter flask, and the beaker repeatedly rinsed with distilled 
water, which is added to the flask till it is filled nearly to.the 
mark. The temperature is then tested with a thermometer, 
and brought as accurately as possible to 15° C., and the solution 
is made up exactly to the mark by water added from a pipette, 
and mixed in the flask as completely as possible, and finally 
poured into a clean dry stoppered bottle of somewhat more than 
one liter capacity, and shaken vigorously for five minutes. 

Normal Hydrochloric Acid.—no to 120 c.c. of the strongest 
hydrochloric acid is diluted to 1 liter, and well shaken in a stop¬ 
pered bottle. A burette is filled with this dilute acid, 10 c.c. of 
the normal sodic carbonate is placed in a beaker, 2 drops of methyl 
orange solution is added, and then acid from the burette drop by 
drop till the solution just changes to orange ; the solution being 
constantly stirred with a glass rod during the process. This is 
repeated several times, the acid being added rapidly to near the 
required quantity. The average of the readings is taken, and 
the number obtained multiplied by 100 gives the number of c.c. 
of the djjuted acid required to make I liter. The quantity of 
t distilled water required to make this up to 1000 c.c is then accu¬ 
rately measured into a dry liter-flask, which is very carefully 
filled up to the mark with the dilute acid. After thorough 
mixing in a dry bottle, this should again be tested against the 
normal sodic carbonate, of which it should now neutralise an 
exactly equal quantity. The solutions should be kept at a 
‘temperature of 15 0 C. during the process. 

In place of using an accurate sodium carbonate solution, an 
alternative method of fixing the strength of the standard acid is 
1 to fill a well-stoppered weighing bottle with hot and carefully 

* To do this rapidly it must be done systematically. A portion of the material 
is removed on a spatula, ^nd the remaining weight tested by releasing the balance. 
Hhrtill in excess, the portion on the spatula <»s rejected, and the process repeated till 
the weight on the balance proves less than that‘required. We now know that the 
true weight lies within the portion on the spatula, which is gradually shaken back 
till the weight is again in excess. The process is now repeated by removing a much 
noalitfr portion, with which a still closer approximation is reached ; and so on until 
sufficient accuracy is obtained. 
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dried pure dbdium carbonate, and after cooling in a desiccator, ho 
shake out into a beaker a portion conveniently of about half a 
•gram, of which the weight is determined by weighing the bottle 
Wore and after. This portion is dissolved in water, and titrated 
with the dilute acid of which the strength is to be determined; 
of which the number of cc. required to make i liter of normal 
acid is found by multiplying the c.c. of acid used by 53, and 
dividing by weight of sodium carbonate taken. The average of 
several determinations which should agree very closely, is taken 
as correct, and is made up to a liter as above described. See 
also note, p. 40, for determination by silver nitrate. 

Normal Sodium Carbonate from Hydrochloric Acid.—A solu¬ 
tion of sodium carbonate somewhat over normal strength (say, 
60 grm. per liter of ordinary air-dry anhydrous sodium carbonate 
or 160 grm. of pure soda crystals) is placed in the burette, and 
titratfd upon to c.c. of the normal acid. The calculation is made 
precisely as in the case of standardising hydrochloric acid, the 
average of several determinations, multiplied by 100, giving the 
volume of the soda solution in cubic centimetres, which must be 
made up to 1 liter for a normal solution. 

Normal Sodium or Potassium Hydrate, is made precisely as 
above by standardising against normal hydrochloric or sulphuric 
acid ; 45 grm. of the purest NaOH, or 60 grm. of KQH being 
suitable quantities for 1 liter of the rough solution. To excludg 
carbonic acid, caustic standard solutions must be kept under 
petroleum oil (which should be previously well washed with soda 
solution, and afterwards with water); and when required for use, 
drawn off*by a siphon passed through tly: cork of the bottle and 
fitted with a piece of rubber tube and a pincK-cock; or the cork* 
may be tightly fitted with a tube filled with soda-lime, or absorpt 
tion-bulbs with sodium hydrate solution to exclude carbonic 
acid. 

Barium Hydrate, Calcium Hydrate. —Where absolutely caustic 
solutions are important, these may be usefully employed as their 
carbonates are insoluble, but they absorb carbonic acid and lose 
strength rapidly on exposurejto the air. Pf saturated lime solu¬ 
tion i? only of about NfSo strength (cp. p. 54), and is often 
useful, as at a regulai'temperature it is practically of constant 
strength. Stronger solutions up to nearly normal strength may 
be made by the use of sugai solution (cp. pp. 54, 232). Barium 
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hydrate is much more soluble than calcium hydrate,*a saturated 
solution being over N/3, so that any lower strength, such its N/5 
can be easily prepared by dilution. If saturated solutions are, 
employed, as they vary in strength with temperature, the quan¬ 
tity required should be filtered off immediately before use and 
the strength determined against standard acid. Supposing that 
10 c.c. of N/IO acid require 12 c.c. of the barium hydrate solution 
and 10 c.c. of the unknown acid titrated requires 15 c.c., its value 
in N/10 acid is given at once by the proportion 

12:15 = IO c.c. : 12- 5 c.c. 

Normal Sulphuric Acid is made exactly as hydrochloric acid, 
but using only about 35 c.c. per liter of the concentrated acid 
(sp. gr. 1 -840). The acid should be poured into the water, and 
not vice vers/i. It has the advantage that its solution can be 
boiled without loss by volatilisation. 

Other Normal or Dccinormal Acids can be similarly prepared, 
aut in the case of organic acids, or the weaker mineral acids, 
ahenolphthalein and caustic alkaline solutions must be used for 
standardising, instead of methyl orange and sodium carbonate. 
N/I and N/IO oxalic acid may be made with considerable accu¬ 
racy by dissolving 63 grin, or 6’3 grm. respectively of the purest 
recrystallised acid to 1 liter. Before weighing, the acid should 
be powdered, and allowed to dry for an hour or so exposed to 
the air at ordinary temperature. The solutions tio not keep very 
well, and the normal solution will deposit crystals if cooled much 
below laboratory temperature. 

Oxalic acid may be very approximately titrated with methyl 
brange, if a few drops of neutral CaCl 3 solution be added at thp 
end of the titration to liberate hydrochloric acid by precipitation 
of calcium oxalate. 

Dccinormal Solutions may be made from the normal, by 
measuring i t oo c.c into a liter flask, aijd filling up with distilled 
water. It is well to verify after dilution against a solution of 
known accuracy, or a known weight of substance 

•Testing of Commercial Materials. —The following examples 
will give an idea of the use of atkalimetrical methods in 
practical testing, but many other applications will suggest them¬ 
selves to the chemist. 

Sulphuric Acid. —10 grm. may be made up tc too c.c. and 
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welf mixed, 1 Und of this to c.c. may be tested with normal sodic 
hydrate or carbonate in presence of methyl orange. Each I CX. 
•of soda solution used corresponds to 0*049 g^m. or 4‘9 per 
cent, of H,S 0 4 . For most purposes, the strength may be ascer¬ 
tained from the specific gravity, as measured by a hydrometer or 
weighed in a specific gravity bottle by the use of the following 
table 

Sru-IIUKIC Acid. (Lunge and Isltr ,) 


Specific Gravity 

*r° 

” ui vacuo. 

4 

H4SO4 
per cent. 

. H.SO, 

klloy. per titer. 

Speutir Gravity) 
** in vacuo. 

4' , 

HaSO< 
per cent. 

HgSOi 

kilu». per liter. 

I -OOO 

O’CX) 

OOOI 

1*40 

50*11 

0*702 

I -Ol 

>■57 

016 

1*45 

55 '03 

•798 

I -02 

3*03 

•031 

1*50 

59'70 

896 

1 03 

4'49 

•046 

1 '55 

04*26 

•996 

l,"°4 


•0(>2 

i- 6 o 

68*si 

1-096 

105 

7'37 

•077 

1 65 

72-82 

1 -202 

I -06 

8-77 

■093 

1*70 

77* *7 

1312 

107 

1019 

• 109 

•75 

81*56 

1-427 

I *08 

n* 6 o 

•125 

I‘ 8 o 

86*90 

1-564 

109 

12-99 

142 

z - 81 

8830 

1*598 

1*10 

1 4*35 

'158 

182 

90-05 

1*639 

1 ' *5 

20*91 

•239 

''S3 

92-10 

■ ■685 

120 

27 32 

32S 

1 * 84 

95-60 

1*759 

1-25 

33*43 

•418 

r'8415 

97*70 

1*799 • 

1-30 

39''9 

■510 

• * S 3 S 5 

99*95 

1 *838 

i-35 

4482 

•605 

•w 





-The tabic is reckoned for the gravity otocid at 15 0 C., compared to the 
^maximum) gravity of water at 4 1 . To calculate to water at 15 0 multiply by, 
1-000841—the difference may generally be neglected. It will be noted that ihe 
gravity varies very slowly with increasing strength as the acid approaches too per • 
cent., and-actually falls over 97-7 per cent., so that for very strong acid, gravity 
determination is of little value. 

In order to calculate Value* for figures between those given in this and the 
following tables, it is generally sufficiently accurate to assume it a| proportional tc^ 
the difference between the next lower and tjie next higher value. Thus, if it be 
desired to^fcnow the strength of an acid o£S.G. 1*525, the difference letw eerv that for 

1 * 50 and 1-55 is 4-56, and the value reouired is 59-70 424 *56 X 0 02 $ or fit *98 per 
• 0-050 • 

cent., fhe complete table giving%2 06. 

Full and accurate table#for most acids and alkalies and inarfy ‘•alts are given in the 
Chemiker Kalender published annually by Springer, lierlin. * 

Degrees of Twaddell’s hydrometer *may be reduced to specific gravity by multi¬ 
plying by 0*005 *nd adding 1thus io° Tw. = 1 *050 sp. gr. 
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As tested by alkalimetry, it is quite possible for an acid to show , 
over ioo per cent H a S 0 4 from the presence of anhydride (SO,) 
as in “ fuming " or “ Nordhausen ’’ sulphuric acid, how often made. 
by direct addition of anhydride. 

The impurities of sulphuric acid most common and injurious 
for tanning purposes are iron and nitrous acid. Iron is detected 
on neutralising with soda or ammonia, when it falls as a yellowish 
precipitate, which may be recognised by the ordinary tests 
(p. 40). Nitric and nitrous acids are detected by pouring a 
strong solution of ferrous sulphate cautiously on the top of the 
Strong cold acid in a test-tube held slanting, when a dark ring is 
formed at the junction'of the two liquids. Sulphuric acid fre¬ 
quently contains arsenic in considerable quantities and sometimes 
other metals. 

Hydrochloric Acid may be tested with soda solution like 
sulphuric. I c.c. of normal soda = o'0365 grm. or 3-65 per 
cent. HC 1 . Its strength may also be calculated from the sp. gr. 
by the following table. It may be noted that degrees Twaddell 
correspond very approximately to the percentage of actual HC 1 . 
A yellow coloration of the acid generally indicates the presence 
of iron, which may be confirmed by the usual tests. 


Hydrochloric Acid. (Lunge and Marchlewski.) 


1 

Specific Gravity' 

t 

HCl 1 

HCl 

! Specific Gravity 

HCl 1 

HCl 

i? in vacuo. 

4 

percent. 1 

kilo*, per liter. 

in varno. 

4 * 

per cent. 

kilo*, per liter. 

rooo 

0*l6 

OOOl6 

I * 11 

21*92 

0*024 

roi 

214 

*>*°22 

1*12 

33*82 

•267 

1 02 

4 'i.t I 

*042 

; ***3 

25*75 

•29I c 

103 

6,, 5 : 

'O64 

114 

27*66 

* 3*5 

f <>4 

8-16 ; 

■085 

115 

29*57 

| * 34 ® 

1 05 

10*17 

•107 

I * l6 

3**52 

1 *366 

ro6 

12*19 

•129 

1 ‘ 17 

33 * 4 ,® 

*392 

i '°7 

' 14-17 

'IS* 

i-U 

35*39 

| * 4*8 

ro8 

1615 

•174 

1*19 

37*23 

*443 

109 

is*11 , 

•197 

| >‘>95 

38*16 

I 1 *456 

VlO 

30*01 

*220 

r 20J0 

39 * 11 

7469 


COQH 

Crystallised Oxalic Acid cqoH 2Aq s h ou ^ be, pure white 
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sod fcntirely*soluble in distilled water. 6*3 grm, may be weighed 
out, ancj mjde up to 100 c.c. If to c.c of the solution for a test 
i >4 used, each c.c. of normal soda solution equals 10 per cent or 
0-063 gn». of pure crystallised acid, C 3 0 „H, + 2Aq. The end- 
reaction with methyl orange is rendered sharper by the addition 
of a few drops of neutral calcium chloride towards the end of the 
titration ; but it is preferable to use caustic alkali and phenol- 
phthalein. 

Acetic Acid, CH 3 . COOH, may be similarly determined, each 
c.c. of normal alkali being equivalent to 0-06 grm. of C,H, 0 „ 
but caustic soda, or lime-water, and phcnolphthalein should be 
used. Brown pyroligneous acid is difficult to test because of the 
dark compounds formed with soda, but may be indirectly deter¬ 
mined by the quantity of marble, baric carbonate, or magnesia 
which it will dissolve. 

Mineral acids in acetic acid, vinegar or other organic add 
solutions may be detected and determined by adding excess of 
normal soda or sodium- carbonate solution, igniting till the 
sodium salt of the organic acid is decomposed, and titrating back 
with N/i acid, and methyl orange. Any loss of alkalinity is due 
to mineral acid since salts of all organic acids of the RCOOH' 
type leave carbonates on ignition (Hehner). Methyl orange is 
not reddened by acetic acid in presence of a sufficient quantity of 
alcohol, nor by small quantities of free acid in presence of acetates* 
The addition of alcohol does not prevent the action of the 
stronger acids, so that they can be titrated independently of 
acetic in a partially alcoholic solution.* 

Forviit Acid, HCOOH, is determined hke acetic acid ; each 
c.c. of N/i NaOH corresponding to 0-046 grm. of acid. Itisnow 
made synthetically by passing CO into soda-lime or concentrated* 
KOH solution at ioo° C. and subsequent decomposition of the 
formate by sulphuric acid. The commercial acid should contain 
about 63 per cent. 

Lactic Acid, C 3 H 4 OH . COOH, made by bacterial fermenta- 
- tion of sbych or glucose, may bo titrated in the cold with •N/i 
(or N/io) NaOH and phenolghthalein after* dilution with water 
to aboift 10 per cent., 20 grm. of the ordinary commercial acid 
being made up to icxJ c.c. and 50 c.c. titrated. The operation 
should be conducted as rapidly as possible, and the first perma- 

* See note, p, 17. 
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nent pink shade taken as the end-point, to avoid acting on the 
lactic anhydride which is usually present, i c.c. of normal alkali 
corresponds to 0 - 090 grm, of lactic acid. 

To determine the lactic anhydride, 25 c.c. of N/f NaOH is 
added to the solution, neutralised as above, and the mixture is 
boiled for twenty minutes in a flask with reflux condenser Or a 
long tube fitted in the cork to prevent loss of water. It is then 
titrated back with N/i acid. Each c.c. of soda neutralised (or of 
acid less than 25 c.c. used) represents 0'08l grm. of lactic an¬ 
hydride, or o'090 of lactic acid existing in this form. Lactic 
anhydride is practically useless for the removal of lime or the 
swelling of hides. The boiling should not be prolonged beyond 
twenty minutes or other organic matters present may be acted 
on by the caustic alkali. 

The only serious impurity for tanning purposes which is 
likely to be present is iron, which tends to injure the colour of 
the leather. Mineral ash may be determined by evaporating a 
known weight of the acid, first on the water-bath and then over 
a small flame with a cone of filter-paper inserted in the acid, and 
subsequently raising the temperature till the ash is free from 
carbon. The ash is then taken up with hydrochloric acid, 
evaporated (in porcelain basin) with a little nitric acid to small 
bulk, diluted with water to a known volume, and the iron is 
^determined coloriinetricaily as described on p. 40. Sulphuric, 
oxalic and hydrochloric acids and their salts may be detected in 
the original solution by the usual reagents, and free mineral acids 
by evaporation to dryness with a measured excess of Na,C 0 3 
solution, cautious ignition and subsequent titration of the sodium 
carbonate formed. Any deficiency will be due to the presence 
of free mineral acids, which are often present. Compare p. 367. 

Btuic ( Boracic ) Acid and Borates .—See p. 74. 

Caustic alkalies may be estimated with N/l or N/lO, HC 1 or 
HjSO t , using either methyl orange or phenolphthalein as indica¬ 
tors. 1 c.c. of N/f acid corresponds to 0^040 grm. of NaOH or 
0-0561 of KOH. 

. Ammonia may be similarly estimated, but methyl orange 
and not phenolphthalein must be used as indicator. Cp.*p. 64. 

Sodium and potassium may be estimated in carbonates, 
sulphides, borates and the salts of some other weak acids by 
the use of standard hydrochloric or sulphuric acid and methyl 



ALKALIMETRY. 


V 

orange, whicfi is not at ail affected by these weak acids, i c.c. 
of normal acid corresponds to 0*023 grm. Na and 0*039! 
{Jrm. K. 

Sometifhes by taking advantage of the different sensitiveness 
of methyl orange and phenolphthalein to acids and bases, it is 
possible to estimate a free acid or base and a salt at once in the 
same solution, as in the following instances. 

Estimation of Sulphurous Acid and Sulphites .—It has been 
noted (p. 17) that bisulphites (hydric sulphites) are neutral to 
methyl orange and acid to phenolphthalein. If, therefore, both 
indicators be added to a solution containing free sulphurous acid 
and a bisulphite, and lime-water or N/10 caustic soda be added 
from a burette till the methyl orange becomes yellow, the whole 
of the free sulphurous acid will have been converted into bi¬ 
sulphite (half saturated with baseband each c.c. or N/10 alkali 
will equal one-tenth of a milligram-molecule of S 0 3 ,or 6*4 mgr„ 
thus :— 

H,SO ;l + N'dOH = NaHSO, + OH,. 

If the standard solution be again added till the phenol¬ 
phthalein becomes pink, the whole of the bisulphite, both that 
originally present and that formed from the free sulphurous acid, 
will be converted into neutral sulphite SO(NaO)„ and again each 
c.c. of N/10 soda used will equal 6*4 mgr., or one-tenth milligram-, 
molecule of SO a present as bisulphite. Deducting from this an 
amount equal to that estimated as free acid, the bisulphite 
originally present is obtained. If the solution of sulphurous acid 
, is at all a strong one, the titration must be done very rapidly in 
a oarrow-necked flask to avoid loss by vaporisation, or the acid 
solution may be put in the burette and run into a known measure 
of caustic soda solution, when of course the order of the indica¬ 
tions will be reversed. 

If instead of* a mixture pf free acid and bisulphite b a mixture 
of hydrip and neutral sulphite is Jo be estimated, the hydric 
sulphite may be first titrated with*caustic soda as described, «nd 
then the resultant neutral sulphite titrated With methyl orange 
and N/Io hydrochloric acid till the latter is reddened. Each 
car. of N/to acid will tffen be equivalent to 6*4 mgr. of the SO« 
present as neutral sulphite, frop'* which that found as bisulphite 
must be deducted. 
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As an example, the following analysis of a sulphurous acid 
solution, which has been used for deliming, may be f giv e en, lime- 
water being used for titration. 

io c.c. of N/io HC 1 = 21 3 c.c. lime-water, 
io c.c. sulphite liquor with! _ 
methyl orange. j * 

IO c.c. sulphite liquor with.1 

phenolphthalein. j = ” 

Then 


and 


<jl ** = 2 '97 grm. per liter of SOj free 


20'2 X 6-4 
21'3 


2‘97 = 4' io grm. per liter of SO a as bisulphite. 


For other methods of estimation of sulphurous acjd and 
sulphites, compare p. 73. 

Hydrates , Carbonates and Bicarbonates of the alkalies may 
■ be estimated in a similar manner. Carbonates of the alkalies 
are alkaline, and bicarbonates neutral to phenolphthalein, and 
both are alkaline to methyl orange. Thus a mixture of alkaline 
carbonate and bicarbonate may be titrated in dilute solution 
by cautious addition of N/10 HC 1 or H 2 SO« till the colour of 
► phenolphthalein is discharged, when each equivalent of acid will 
equal two equivalents of base converted as under— 

Na,CO s + HC 1 = NaHCO, + NaCl. 


Acid is then added' till methyl orange is reddened, and the 
whole acid consumed in both operations corresponds to the total 
base originally present in both forms. The result, however, is 
only accurate if the titration is done somewhat slowly and in 
dilute solution to prevent escape of carbonic acid. If a deep 
vessel is used, and a capillary tube.attached to the burette is 
carried well below the surface, greater accuracy is obtained. 

Another method is as follows. Alkaline earthy.carbonates 
are alkaline to methyl orange, and neutral, especially after 
boiling, to phenolphthalein. This is applied to the analysis of 
lime, p. 54, and may also be utilised to determine caustic alkali 
in presence of carbonate in soda ash, etc. The solution to be 
tested is boiled with excess of neutral calcium (or barium) 
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chloride in »flask, converting the alkaline carbonate into chloride 
with production of insoluble calcium or barium carbonate, and 
,is first titrated with HC1 and phenolphthalein to determine 
the caustic alkali, and then with methyl orange for the car¬ 
bonate. 

. In the latter titration it is convenient to add slight excess of 
acid, heat or digest for a short time to dissolve the carbonate, 
and titrate back with normal soda or sodic carbonate. 

Alkaline Chromates are neutral to phenolphthalein,* while 
bichromates are acid. The latter may, therefore, be titrated with 
caustic soda in presence of the former. 1'or details see p. 259. 

In conclusion of this section, it may be pointed out that the 
possession of an accurate chemical balance is by no means neces¬ 
sary for many of the estimations just described. Standard solu¬ 
tions can be bought ready prepared, and from one accurate 
normal acid or alkali a great variety of other solutions can be 
adjusted by the use of measuring vessels only. 100 grm., or 
even \ lb. (= 113 "4 grm.) of the material may be dissolved and 
made up to 1 liter, well, mixed, and a measured quantity of the 
solution such as will bring it to the approximate strength 
required again diluted to 1 liter. Liquids, especially concen¬ 
trated acids, which are awkward to weigh without proper ap¬ 
pliances, may be measured, and either their strength per liter 
determined, or their weight calculated from their specific gravity. 
Thus 100 c.c. of sulphuric acid of 188 0 Tw. (S. G. 1-84) wilt 
weigh 184 grm., and, made up to 1 liter, will be about 3J times 
normal strength. 

• 

* The puresl potassium chromate slightly reddemwplicnolplithalein in dilute iolt|. 
don, owing to hydrolytic dissociation; but this immediately disappears on the - 
addition of a trace of acid or of bichromate, and its amount is too small to practically 
affect the accuracy of the titration. Similar effects are common with salts either of 1 
weak acids or weak liases, though they are frequently overlooked. 
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SECTION III. 

TECHNICAL WATER ANALYSIS. 


HE analysis of water for technical purposes usually only extends 
its mineral constituents, the traces of organic impurity which 
e important in potable waters, having but little effect on most 
lemical and technical uses. Bacteriological examination has 
ceived too little attention from the technical chemist, since 
ere are many manufactures in which the presence of organised 
rmcnts is of an importance only second to that of their exist- 
ice in drinking water ; and some hints on this point are 'given 
the section on bacteriology, p. 427. The “ hardness ” of water 
on the whole, of the greatest manufacturing moment, but has 
:en considered too exclusively from the point of view of the soap 
;er, which often differs widely from that of other manufacturers ; 
id although as an empirical method for determining the quan- 
ty of soap likely to be destroyed by a given water, the soap- 
st has its practical value, there are other and easier ways of 
arning with much greater exactitude, what the actual qualitative 
id quantitative character of the hardness is. If no other fault 
tisted in the soap-test than that it became practically useless in 
le presence of much magnesia, it would be sufficient to condemn 
for general purposes, but when the somewhat indefinite char¬ 
ter of the reagent, and the still more indefinite character l)f 
it reaction is considered, it becomes unnecessary to labour the 
.lbject. It is now possible, by simple volumetric methods, and 
’ith a high degree of accuracy, to determine not merely tempor- 
ry and pd manent hardness, but thd actual quantities of lime, 
tagpesia, iron, carbonic and sulphuric acids, and chlorine con- 
iined in a water, ?.nd with this information, the effect of the 
rater on any chemical reaction miy ip most cases be completely 
jretold, while the labour involved is mivih less than that of a 
omplete gravimetric analysis. Jt must, however, be pointed out 
hat a water with “ total hardness ” equal to 50 parts of calcium 
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’ carbonate per^ 100,000 is a very hard one, but looked at as a volu¬ 
metric solution it is only centinormal, and must be determined 
with an accuracy which should reach 1 /50th of its strength, and 
tt> do this successfully involves many precautions which are quite 
unnecessary in the use of ordinary normal solutions. 

Temporary Hardness. —The credit of having first introduced 
a practical and scientific method of hardness determination be¬ 
longs to Hehner, who titrates the temporary or bicarbonate hard¬ 
ness with N/10 HC 1 , using methyl orange as an indicator, which 
is practically insensitive to carbonic acid. The method gives 
very exact results if certain precautions are taken. Methyl 
orange is the sodium salt of a colour acid of moderate strength, 
and the change from the yellow salt condition to the red colour 
of the free acid * marks the end point, which is sharp and exact 
when working with strong mineral acids, and with normal solu¬ 
tions. Even in this case it is desirable to use the smallest pos¬ 
sible amount of the indicator, but, in working with N/lO solutions, 
the amount of acid required to completely decompose the colour 
salt becomes very perceptible, and the change from yellow to red 
is not instantaneous, but passes through orange to pink with the 
consumption of an appreciable amount of acid. Thus it was 
found that, using a 10 grtn. per liter solution of the indicator in 
25 c.c. of water freed from carbonic acid by previous boiling, the 
following quantities of N/10 HC1 were required to produce a 
clear pink : 8 drops of methyl orange solution = l • 5 c.c.; 4 
drops = o'8c.c.; 2 drops = O'5 c.c. As even O '5 c.c. in titrat¬ 
ing too c.c. of water would correspond to 2 5 parts of hardness 
per 100,000 and there i? always a question as to what particular 
colour corresponds to the neutral point, the following procedure 
mqy be recommended. To 100 c.c. of distilled water, one drop 
or some other definite quantity of the indicator is added, and 
titrated, with N/10 HC 1 or H a SO t , to orange, or to the tint to 
the change of which the eye of the individual operator is most 
sensitive. The water of wlyc'u the hardness is to be c^termined 
is similarly titrated with the same quantity of indicator, and in a 
similar be|ker, until it exactly matches the distilled water, hnd 
from the amount of acid so q^ed the quantfty is deducted as k 

* A recent view is that thcfcolour salts lance acts as an acid in presence of bases, 
and a base in presence of strong acids ; bnf this point is only of theoretical import¬ 
ance. 
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correction which was required to produce the same.colour change 
with distilled water only. The results so obtained accurately 
correspond with those got by using alizarin as ah indicator in 
boiling solution, though in the latter method the end reaction is 
sharper. It may be noted that methyl orange is not absolutely ■ 
unaffected by carbonic acid, a somewhat crocus-yellow being 
attained instead of the lemon-yellow reached with pure boiled 
water, but the difference is insufficient to interfere with its satis¬ 
factory use as an indicator. 

Each c.c. of acid used per too c.c. of water represents 5 parts 
of CaC 0 3 , or 2-8 parts CaO, 2 parts Ca, and 3 parts combined 
CO s per 100,000. Hardness is often expressed in “ degrees." 
French degrees are parts of CaC 0 3 , German of CaO, in 100,000, 
while English were formerly grains of CaC 0 3 per gallon (70,000 
grs.). It is best, therefore, to avoid the use of the term and state 
simply as parts CaC 0 3 per 100,000. 

In place of methyl orange, alizarin paste may be used, with the 
precautions detailed in the following paragraph. 

Permanent Hardness. —Hehner’s method for the determination 
of permanent hardness is less satisfactory than that of temporary. 
It consists in evaporating too c.c. of the water to dryness with a 
known excess, say 20 c.c., of N/10 sodium carbonate solution, 
taking up the soluble matter with cold distilled water, filtering 
off the precipitated calcium carbonate and magnesia on a small 
filter, washing the precipitate with cold water and titrating back 
the excess of sodium carbonate in the filtrate with methyl orange 
or rosolic acid as indicator. With lime-hardness only, and with 
the precautions above described, the method may b^pronounced 
fairly satisfactory ; with magnesia, it is well not merely to eva-» 
porate to dryness but to slightly heat the residue to thoroughly 
decompose any magnesium carbonate present, and even then, 
the washing should not be excessive, as calcium carbonate is 
soluble to the extent of 3 parts per 190 , 000 , and magnesia to 
about 2 • 1 S parts. A more accurate, as well as a more rapid 
method is to employ a fair excess of sodium carbonate, and to 
make up the solution to a known volume, say t’do c.c., and 
pipette off an aliquot part for tirrati/m, as the presence .of excess 
of sodium carbonate materially reduces the solubility both of 
calcium and magnesium carbonates. Both these methods, how¬ 
ever, should be superseded, where really accurate work is re- 
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quireji, by tfy»e introduced by Pfeifer and Wartha.* That for ' 
the determination of temporary hardness is identical .with 
that of »Hehner, except that, in place of. methyl orange, a 
flrop of a mixture of about i grm. of the purest alizarin paste 
in 200c.c.*of distilled water is employed. This indicator is 
surprisingly sensitive; even more so than phcnolphthalein, but 
as it is unfortunately affected by carbon dioxide it is necessary 
to complete the titration at a boiling temperature. The change 
is from violet in alkaline solution (perhaps slightly varying 
in shade with the nature of the particular base present) to 
a perfectly clear pale lemon-yellow when neutral or acid. The 
titration of the water should be done with N/io HC 1 or H,SO« 
in a silver, platinum, or hard porcelain basin. The acid should 
be added in the cold till the violet shade gives place to a clean, 
yellow, and the liquid then brought to a boil, when, with the- 
escape of carbonic acid, the violet colour will return, and should 1 
at once be destroyed by the addition of another drop of the acid, 
and so on, until no further change of colour takes place. It is 
undesirable to boil the indicator long, especially in an alkaline 
condition, as a violet deposit is formed on the sides of the basin, 
presumably of calcium and magnesium alizarates, which can only 
be dissolved by excess of acid, and is thus apt to cause percept¬ 
ible errors. In place of titrating to exact neutrality, the acid 
may be added in very small excess, and the whole of the liberated 
carbon dioxide boiled off at once, and the solution then brought* 
back to neutrality by N/lo NaOH, the solution boiled for a 
moment, and the titration completed. 

The results in cither* case are exact, a fraction of a drop of 
alkali changing the clear lemon-colour fo a dirty yellow. If 
too c.c. of water are used, multiplication of the c.c. of acid by 5. 
gives the temporary hardness in parts of CaCO s per too,coo. 
The boiling must in on case take place in an ordinary glass 
beaker or flask, as an amount of alkali is dissolved which may 
lead to serious Inaccuracy.# Even hard Jena glass is not free 
from this effect, though the amount dissolved is so small that for 
most practical purposes it may "be neglected. The following 
experiment will illustrate the $>oint. too c.c. of distilled watA 

* ZeiU. angew. Cbem., 1982, 198. Prof. Lunge states, in a private letter, that 
the ure of alizarin for this purpose was originated in the laboratory of the Zurich 
Polytech nicum by Weithi. 
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boiled for an hour (with additions to maintain the yolume). in a 
Berlin porcelain basin, showed no alkalinity or colour-change 
with alizarin; in a Jena flask a perceptible change of colour was 
visible, but pure yellow was restored with one drop of N/io acid", 
while when boiled in an ordinary Bohemian flask, 0’4*c.c. of acid 
was consumed, and if the neutralised liquid were boiled further, 
it again became alkaline, and further additions of acid were' re¬ 
quired, so that no coincident results could be obtained. With 
the precautions named, the results with a known solution of 
hydric calcic carbonate, containing only 5 • 5 parts of temporary 
hardness, and whether titrated alone or with additions of mag¬ 
nesium sulphate, were accurate within one part in 100,000, and 
experiments with other quantities were equally satisfactory. 
The manipulation is, however, considerably more difficult than 
in Hehncr’s method with methyl orange, so that for temporary 
hardness the latter is usually preferable. 

In the determination of permanent hardness, Pfeifer and 
Wartha, in addition to the use of alizarin as indicator, have in¬ 
troduced the important improvement of replacing the sodium 
carbonate of Hehncr’s method by a mixture of equal parts of 
N/ro sodium carbonate and hydroxide solutions. While, as has 
been already explained, sodium carbonate perfectly precipitates 
calcium salts as carbonates on merely boiling, it becomes neces¬ 
sary to evaporate to dryness and to heat whenever any magne¬ 
sium salt is present, in order to convert magnesium carbonate 
into oxide, since magnesium carbonate is not sufficiently insolu¬ 
ble. In presence of sodium hydroxide, however, the magnesium 
carbonate is at once converted into magnesium hydroxide, and 
perfectly efficient precipitation is obtained by merely foiling for 
some time with sufficient excess of the reagent. A good excess, 
say 50 per cent, or more, is essential, not only because it is im¬ 
possible to say before analysis what proportion of sodium car¬ 
bonate and what of caustic will be required, but because the 
presence of the C 0 3 ions of the sodium carbonate in the solution 
greatly lessens the solubility of the calcium carbonate, and 
similarly the OH ions of the sodium hydroxide lessen that of the 
magnesium hydroxide. Unless the water is extremely hard, 
50 cc, of the N/10 mixed solution to 200 c.c. of water is' a con¬ 
venient and sufficient quantity. The mixture may be boiled 
until reduced within 200 c.c. in a' platinum or porcelain basin, or 
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more conveniently, and with no material loss of accuracy, in a 
300 ex. Jena flask, but on no account In ordinary Bohemian 
glass. Even the Jena flask will become perceptibly etched at 
the water [ine if used repeatedly. The solution after cooling, is 
made up to 200 c.c. with distilled water in a gauged flask, and 
allowed to stand till the precipitated bases have settled, and 
100 c.c. is pipetted or siphoned off and titrated. As the quantity 
named corresponds to 100 c.c. of the original water, and 25 c.c. 
of N/10 alkali, the difference between the acid actually used and 
25 c.c. will correspond to the amount of alkali neutralised by the 
acids of the permanent hardness, and multiplied by 5 will give 
the latter in terms of milligrammes per 100,000 calculated as 
calcium carbonate. The temporary hardness will also be pre¬ 
cipitated ; but, containing no fixed acids, will not interfere. 
Methyl orange may be used with advantage in place of alizarin, 
where the extremest accuracy is not required, but the precau¬ 
tions 'mentioned on p. 17 must be rigorously observed, and the 
standard solutions must be adjusted with the same indicator as 
is subsequently used in titration. In place of allowing the pre¬ 
cipitate to settle, the solution may be filtered through a small 
filter, which is carefully washed with the solution, of which the 
first 50 c.c. or so is rejected, as filters are rarely absolutely free 
from acidity or alkalinity, and even if at first perfectly neutral, 
easily absorb acids or ammonia from the laboratory air, unless 
very carefully protected. Many irregularities occurred in thtf 
determinations until this source of error was detected. 15 cm. 
filters of three different makes were macerated with distilled 
hot watet and proved in all cases alkaline to methyl orange 
and acid to phenolphthalein, the difference between the two in¬ 
dicators, + or —, amounting in each case to about 0 - 75 c.c. of 
N/'io solution. 

Alkaline Carbonates .—It occasionally happens that in the 
determination of permanent hardness, a larger quantity of acid 
is required to ’neutralise rite mixture than corresponds to the 
volume of N/’io alkali which has been added, and that therefore 
the perrrfa'nent hardness would appear as a tyinus quantity. *This 
somewjiat puzzling resujj i» due to the presence of sodiifm 
carbonate in the original water, which in this<case can have 
no permanent hardness other than that due to the solubility 
of calcium carbonate, which cannot be removed by softening. 
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Where sodium carbonate is thus found, a proportionate amount 
must be deducted from the temporary hardness, each part of 
hardness corresponding to ro6 part of sodium carbonate, and, 
each c,c. of N/io acid to 5 • 3 mgr. of Na a C 0 3 . 

Determination of Magnesia .—Since in the ordinary methods 
of water softening, lime is precipitated as carbonate, but mag¬ 
nesia as oxide, with the consumption of a double quantity of 
caustic lime or caustic alkali, it is impossible from hardness- 
determinations alone to calculate the materials required for 
softening, or the actual weights of the bases titrated, so long as 
it is uncertain whether or in what proportion magnesia is present. 
Pfeifer determines this in the following manner, too c.c. of the 
water is neutralised with N/10 acid in presence of alizarin, in 
boiling solution, exactly as in the determination of temporary 
hardness, which may precede that of magnesia. A known 
quantity of clear limewater (35 or 50 c.c.) which should be 
at least 50 per cent, in excess of that required for pre¬ 
cipitating the magnesia present, is measured into a 200 c.c. 
flask, the hot neutralised solution is rinsed in with boiling 
distilled water free from carbonic acid, and made up with 
the latter to 5 c.c. above the mark to allow of contraction 
in cooling; the flask is tightly corked or stoppered, and 
well shaken to mix (for which purpose the neck above the 
mark must be a long one), and set aside to cool and settle. 
Though not essential, it probably increases the completeness of 
the precipitation if the corked flask is heated for half an hour or 
so on the water-bath. I prefer to allow sufficient time for the 
liquid to completely clear, and to siphon or pipette olT too c.c. 
to titrate back with N/10 acid, which may be done cold with 
phenolphthalein, or hot with alizarin with equal accuracy. If a 
pipette is used it should be sucked with a rubber tube which can 
be pinched with the fingers, and the slight excess discharged 
into another vessel to avoid disturbance of the precipitate, while 
care is nodded to avoid carbonatioiV by the breath. Pfeifer 
filters, but in this case the strength of the limewater must be 
determined by a blank experiment conducted in exactly the same 
way with distilled water; and it is''better to reject the first 50 
c.c. in each case to avoid error from want of neutrality of the 
filter-paper, and great care must be taken to filter rapidly, and 
to avoid possibilities of carbonation by the atmosphere, for which 
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purpose a section filter with a perforated porcelain disc, covered 
with a neatly-fitted disc of filter-paper, answers well. If, on the 
.other hand, the liquid is settled and pipetted, the risk of carbona- 
tion is so.small that an equal quantity of the same limewater 
may be measured direct and titrated, using the same indicator as 
has been employed for the water, phenolphthalein in the cold 
being on the whole preferable. Deducting the N/iO acid re¬ 
quired for the mixture of limewater and water from that employed 
for the limewater alone, and multiplying the difference by 5, 
gives the hardness due to magnesia in terms of milligrammes 
of calcium carbonate per 100,000, from which actual Mg may be 
reckoned by multiplying by O' 24; or MgO multiplying by 0 ' 4 . 
Carefully conducted, the method is extremely exact, its accuracy 
being quite equal to that of the determination of hardness, and 
probably superior to that of any gravimetric method for such 
minute quantities. The theory of the process is that, while 
calcium hydrate will precipitate magnesia, it has no action on 
lime salts ; and a good excess of lime serves not only to quicken 
the reaction, but to diminish the solubility of the magnesia. If 
iron is present it will of course be reckoned with the magnesia, 
and should be determined colorimctrically with thiocyanate 
(p. 40), and deducted. It may be assumed that it is present in 
the ferric state, and that therefore O' 24 of Mg corresponds to 
o '3733 of Fc. Aluminium, if present, would behave like iron, 
any traces of alumina dissolved by lime having no effect (oil 
phenolphthalein at least), but it is rare that more than traces of 
alumina exist in natural waters, though it would have to be 
rcckonedi with in river-waters receiving ^manufacturing effluents, 
and its estimation would not be particularly easy. Possibly a 
colorimetric method with alcoholic extract of logwood or some 
other mordant dyestuff might be devised where the water was 
required for dyeing, but it is not likely that it would introduce 
any material error into water-softening calculations, and it would 
be removed with the othft impurities. 

Calculation of Chemicals Required for Softening .—Having 
determined the magnesia, or, more strictly the acid with which 
it and any other bases qfc Sombined which are prccipitable*by 
lime, it becomes possible to calculate the calcium present in the 
water, by deducting the magnesia hardness from the total 
hardness, and calculating the 1 emainder into Ca by multiplica- 
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tioft by 0-4. When the proportion of hardness due*to magnesia 
is known, it is possible to calculate the quantities of lime and 
sodium carbonate required for softening, since magnesium salts, 
as has been stated, cannot be satisfactorily removed,as carbo¬ 
nates, but must be converted into hydroxides by lime or some 
other caustic alkali; and this applies to the permanent hardness 
which is converted into carbonate by sodium carbonate as well 
as to the bicarbonate reduced to carbonate by lime. Thus each 
equivalent of magnesia present requires an additional equivalent 
of lime beyond that required by the corresponding calcium salt, 
feifcr gives a formula for this purpose, calculated for German 
egrees of hardness, which are reckoned in parts per 100,000 
of CaO instead of parts of CaC 0 3 , as is customary in France 
and England. I have, therefore, taken the liberty of transposing 
Umto terms of parts of CaC 0 3< per 100,000, and slightly 
modifying some points where it appears incorrect. Hi in the 
ormula signifies temporary, and Hp permanent hardness, and 
//w hardness due to magnesia, whether temporary or permanent. 

I he quantities given are in milligrammes per liter, grammes 
per cubic meter, or lb. per 100,000 gallons of the water to 
^° r com P‘ ete s °ftening y 6 (Ht + Hm) lime (CaO) 

Sa CO ni S ° diUm Carb °" ate 1 ° r 28 ' 6/ ^ = soda cr Uals 

(Na 3 C 0 3 . ioH.O) are required. If hardness is to be softened 

by liming alone, the quantity required is 5-6 (Ht -f Hm) 

This will remove temporary hardness and permanent hardness 

due to magnesia, but not that due to lime. Finally, for softening 

with sodium hydroxide and sodium carbonate only, which is 

sometimes convement v for small boiler installations,-we have 

11 m) = Na0H required ; io-6 {Hp - Hi - Hm) = 

harfn 0 ’ Conse q«entIy. if the water has less permanent 

hardness than the sum of the total and magnesia temporary 
ardness, it cannot be softened completely in this way without 
caving excess of sodium carbonate in the water. In such 
:ases bariuih hydrate may be used with advantage. 

1 ,*. the q . Uantity of Ca0 f or lime-softening only is required 
ncjudmg that consumed by the free CO* it may be obtained 

S men allyb r tr r ng the unne ' utri ' iist ‘ d and unboiled-water 
^actly as has been described for the determination of magnesia, 

^ « f Ca ? ., ‘ me 3CtUally eonsumcd in milligrammes per 
00 c.c of water will represent the lime in lb. recuired to soften 
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jo.ocJo gallons. It must not be forgotten, however, that com¬ 
mercial Jimes are far from pure, and the “ available lime ” of the 
cample used should be determined as on p. 54. 

Commercial barium hydrate may be employed instead of 
lime to remove temporary hardness, reacting at the same time 
with the sulphates which are removed as insoluble barium 
sulphate. Its price and the poisonous character of barium salts 
are. however, serious obstacles in many cases to its employment. 

Free Carbonic Add. —Some waters contain large quantities 
of dissolved free carbon dioxide in addition to the " half com¬ 
bined " present as temporary hardness; and though this is not 
included in any hardness determination, it, of course, combines 
with and renders useless an equivalent quantity of the lime 
added for softening, and must, therefore, be taken into account 
in reckoning the lime required. 

Estimation of Free Carbonic Acid (Archbutt). —N/10 sodic 
carbonate is added slowly from a burette to 100 c.c. of the water, 
to which a little phenolphthalein has been added, till a faint 
permanent pink is produced. Each c.c. of N/10 sodic carbonate 
corresponds to 2-2 mgr. of C 0 3 . The reaction (Na 3 C 0 3 + C 0 » 
+ OH, — 2 NaHCO;,), is accurate but somewhat slow, sodic 
carbonate being alkaline to phenolphthalein, while hydric sodic 
carbonate is neutral. 

The sample of water must be taken and preserved in a tightly 
closed and full bottle, as the carbonic acid readily escapes. * 

For each c.c. of N/10 sodic carbonate used on loo c.c. of the 
water, O'028 grin, of 4 »aO per liter (or o'028 lb. per 100 gal ions) 
will be required for softening in addition,to that required for the 
hardness (see p. 38). 

Estimation of Chlorine. —100 c.c. of the water is titrated with 
N/10 silver nitrate with potassic chromate as indicator. Each 
cx. of silver nitrate corresponds to 3*55 mgr. of chlorine or 
5'85 of sodic 5hloridi. 

Decinormal Silver Nitrate is prepared by dissolving 17 grm. 
of pure recrystallised silver nitratj (one-tenth of a gram-equivalent 
of AgN 0 3 ) in one liter of distilled water free from organic 
matter. * * 

The Potassic Chrtimate Indicator is a saturated solution of 
neutral chromate free from chlorine in distilled water. Its freedom 
from Cl is tested by slightly acidifying with nitric acid, and adding 



40 LEATHER INDUSTRIES LABORATORY £00%. 

a few drops of silver nitrate solution, when no precipitate should 
be produced. 

A few drops of the chromate solution are added to the water, 
and then silver solution from the burette till the puse primrose- 
yellow of the chromate is faintly tinged with brick-red, and 
remains so after vigorous stirring. This method is applicable to 
the determination of chlorine in all soluble chlorides. In the 
case of BaCl a the barium must previously be converted into 
sulphate by addition of sodium sulphate, or it will precipitate the 
chromic acid as barium chromate.* 

The solution in which Cl is determined by this method must 
in all cases be strictly neutral. Acid solutions are easily neu¬ 
tralised by shaking with excess of calcium carbonate or magnesia 
(free from chlorides) or a solution of sodium acetate may be 
added, the acetic acid liberated being under these conditions too 
feebly ionised to interfere. If, however, large amounts of free 
acid are present, it is wise first to approximately neutralise with 
soda solution. 

Colorimetric Estimation of Traces of Iron .—Evaporate too c.c. 
of water to dryness in a porcelain basin with one or two drops 
of dilute sulphuric acid, ignite gently, moisten with nitric acid, 
and evaporate to dryness on the steam bath. Redissolve in 
water (with a little nitric acid if necessary), and make up to 
25 c.c. Mix 10 c.c. of dilute nitric acid (containing 1 c.c. concen¬ 
trated, sp. gr. 1'35 to 1 - 4o) with 5 c.c. of a 5 per cent, solution 
of potassium thiocyanate (sulphocyanide) in a Nessler glass, add 
as many c.c. of the water-residue solution as will produce a 
convenient colour for ^comparison, and make up to 50 c.c. with 
distilled water. A second glass is made up with distilled water, 
and the same quantities of nitric acid and thiocyanide to about 
40 c.c., and a solution containing O'Oi grm. of ferric iron per liter 
is added from a burette till, after thoroughly mixing by stirring, 
the colour matches the first. The two glasses are placed side by 
side on white tile or paper. The corrfparison should be repeated 
several times, conveniently by adding say 1 c.c. more of the 
water solution and ic-matching. The volume of standard solu- 

The method is conveniently employed as a check fcn the accuracy of decinormal 
hydrochloric acid, and soda or sodium carbonate solutions, io c.c. of the acid, 
exactly neutralised by 10 c.c. of the alkaline solution, should require exactly io c.c. 
of the N/10 silver nitrate to produce the red tinge. 
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tion divided ^>y (original'! volume of water used gives parts of Fe 
per ioo,poo. The standard solution may be conveniently made 
by dissolving O' 496 grm. of pure crystallised ferrous sulphate in 
a little nitric acid in a flask, heating till no more red fumes are 
given off, making up to 1 liter with distilled water, and diluting 
the-solution 1 : 10 before use. 

Considerable care is required to obtain nitric acid free both 
from nitric oxide and traces of iron. It is best diluted and 
distilled in a glass retort, and the pure dilute acid should be kept 
in a white glass bottle. As, however, the same quantity of nitric 
acid is used in both glasses, the presence of a trace of iron in it 
docs not vitiate the result. 

Organic Impurities .—While organic impurities even in traces 
may be of the greatest importance in potable waters, they are 
rarely of moment to the tanner, except so far as they are con¬ 
nected. with the actual presence of injurious bacteria. The 
bacteriological examination is of too special a character to be 
usually attempted in the ordinary tannery laboratory; but if the 
necessary appliances are available it will be well to make plate- 
cultures (p. 445) on a gelatine bouillon or gelatine peptone 
medium, and especially to note any organisms which liquefy the 
jelly, and which arc, therefore, likely to attack hide-substance. 
Actual pelt may be sterilised by treatment with chloroform or 
ether vapour, with subsequent free washing with sterilised water, 
or perhaps better by treatment with 2 per cent, caustic soda* 
solution and subsequent neutralisation with a calculated quantity 
of HC1, and may the* be used to test the effect of cultures of 
special batteria. No bacteria or yeasts # are known to destroy 
tannin, though they produce acid fermentations in liquors (p. 433). 
Such acid-forming bacteria are most likely to grow on wort or 
glucose gelatines of faintly acid reaction. 

While the determination of unorganised organic matter is 
rarely required in the analysis of tannery waters, it is not 
unfrequently important in*connection with cases of aTleged river 
polluting by tannery effluents. Apart from the colour, smel] and 
putrescibility of the water, it is desirable to note its reaction wijh 
iron-salts, since traces of tannin of no practical importance give 
objectionable colorations with the traces of iron naturally present 
in many waters. A solution of iron-alum is the most suitable 
reagent While the total amount of organic matter is not easily 
determined, apart from the rough results obtained by ignition of 
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the total solids, useful comparative figures are given tfy the 
amount of oxygen absorbed from a solution of potassium per¬ 
manganate. Many different methods of making this determin¬ 
ation have been proposed, yielding different results atcording to 
the concentration of the permanganate, and the temperature and 
time of its action. The following method of Kubel-Tiemarm is 
one of the best, but to obtain comparable results, the directions 
given must be strictly adhered to. 

Pure distilled water is necessary for making up and diluting 
the solutions, as ordinary distilled water often reduces perman¬ 
ganate because of the volatile organic matters which it contains. 
To obtain a suitable water, a few crystals of potassium perman¬ 
ganate, and a little pure caustic soda (preferably made from 
metallic sodium and freshly fused) are added, and the distillation 
is carried out in glass apparatus, the first fourth which comes over 
being rejected. 

A solution of potassium permanganate is required yielding 
O'I mgr. of oxygen per c.c., and one of pure oxalic acid consum¬ 
ing the same amount. These are best made by diluting in each 
case iz; c.c. of accurately decinormal solution to j liter, the 
solutions containing O' 395 grm. permanganate, and 0-7875 grm. 
of pure oxalic acid respectively. * 

The determination is carried out as follows : too c.c. of the 
jjure distilled water, and 5 c.c. of the purest dilute sulphuric 
acid (1:3) are placed in a flask of about 300 c.c. capacity, and 
the temperature raised to a boil; 2-3 c.c. of the permanganate 
solution is now added from a glass-tapped burette, the solution 
is boiled for ten minutes, and 10 c.c. of the oxalic acfd is added 
and well shaken, and the titration with permanganate continued 
'till a faint but permanent pink can be seen on holding the flask 
over white paper. Very approximately 10 c.c, of the permanga¬ 
nate should be required. 

An exactly similar determination is now made, using too c.c. 
of the water to be tested in place of* the distilled water. The 
additional amount of permanganate consumed represents that 
employed in oxidislTig the impurities of the water, and each c.c. 
represents O' 1 part of oxygen consunted per 100,000, or*i mgr. 
per liter. If the solutions of permanganate and oxalic acid did 
not accurately correspond when 'tested with distilled water, the 
value obtained must be multiplied by the permanganate required 
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for tote. of oxalic acid, and divided by ia If more than 6-7 
c-c, of peijnanganate are required to oxidise the impurities of the 
water tested, a less quantity than too c.c. must be taken, and the 
volume made up with distilled water, the result being, of course, 
multiplied by ioo, and divided by the quantity taken. The 
presence of ferrous iron or nitrites, or great quantities of am¬ 
monium salts in the water may introduce errors, but a very 
short exposure to the air suffices to oxidise and precipitate iron 
present as ferrous carbonate, and the other impurities will rarely 
seriously interfere. 

More important from the sanitary standpoint than contamin¬ 
ation with tan-liquors, is that from old lime-liquors, puers, bates, 
and drenches containing putrcscible organic matter. In rivers 
containing fish, the presence of caustic lime is also specially 
objectionable, and is easily tested for with phenolphthalcin, and 
if necessary estimated by titration. Calcium carbonate, which 
does not redden phenolphthalcin, is practically harmless, soon 
settling as mud. 

Nitrogenous matter is generally estimated by the ammonia 
which it will yield, and medical officers of health are very fond 
of the old “ albuminoid ammonia " test, from its apparent ease of 
execution. However useful this may be as a first test for nitro¬ 
genous impurity in potable waters, it is totally illusory and un¬ 
reliable for ordinary factor)’ effluents, from the very small 
quantity of water which can be used and the consequent multi¬ 
plication of errors, as well as from the great variations arising 
from small differences ’in manipulation. A much more reliable 
method, in these cases, is that of Kjeldaty as modified for the 
purpose by Brown and Martin and others. For the outlines of 
this method, see p. 64. 

Complete Gravimetric Analysis .—The volumetric methods 
already given are so accurate, if carefully carried out, that it 
is rarely necessary for the purposes of the tanner, to resort to 
gravimetric analysis, but occasionally reasons arise winch make 
it necessary, to know' all the mineral constituents and their quan¬ 
tity, and the following details are therefore given. For th^ 
general methods of manipulations required, Section I. must be 
consulted ; but unless rtmsideiable chemical experience has been 
gained, the fuller accounts of thereguiar analytical works should 
be studied. 
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The water, if turbid, must be well shaken befdre samples are 
drawn for any determinations, and 500 c.c. or 1 liter measured 
into a flask, and then filtered through a dried and tared quanti¬ 
tative filter paper (p. 13). The filter is washed with a little dis¬ 
tilled water, which is added to the filtrate, and is then dried in' 
the water oven (or air oven at 105°—110° C.) till constant, and 
weighed : the gain of weight is “ mud and suspended matter." 
The filter is now ignited, and the residue weighed and entered 
as “ inorganic suspended matter,” and the difference from the 
weight of residue at ioo°C. as “organic suspended matter.” 
This is not strictly accurate, as some part of the loss maybe due 
to combined water. 

The filtrate, or 500 to 1000 c.c. of the original water, if quite 
clear, is now evaporated to small bulk in a weighed platinum 
(or porcelain) basin over a small flame applied at one side of the 
basin to avoid spurting, the water being added in small quan¬ 
tities as it evaporates. When reduced to perhaps 50 c.c. the 
basin is placed on the steam bath and evaporated to dryness, 
and then dried at 100° to 110° C. till constant, cooled and weighed. 
The weight of the residue is “ total solids.” It is gently ignited 
and the loss entered as “ organic matter and combined water,” 
and the residue as “ inorganic constituents." If the ignition has 
been at all strong, it is best to moisten with solution of ammo¬ 
nium carbonate to restore CO a , and again ignite very gently. 
Magnesium chloride loses its Cl on ignition. 

The residue is moistened with concentrated hydrochloric 
acid, and evaporated to dryness on the steam bath, and, after 
drying at 120° C. for^wo hours to render silica insoluble, is taken 
up with distilled water, more hydrochloric acid being used if any' 
dark-coloured residue (ferric oxide) remains undissolved. The 
solution is filtered, and the residue, after thorough washing, is 
ignited and weighed as silica , SiO a . It should be colourless, and 
on boiling with dilute hydrochloric acid the solution should give 
no precipitate with ammonia and Ammonium oxalate (calcium 
sulphate).* The filtrate ts boiled with a little nitric acid to 
oxidise ferrous salts, and ammonia is added till {He solution 
smells pretty strongly, and the boiljpg continued a short time. 
If a precipitate (ferric hydrate, alumina, phosphates) is formed, 

* If any precipitate of calcium oxalate is obtained, it must be estimated and 
added to that found in the ordinal; course of analysis. 
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*t is filtered off and washed and ignited and weighed as ferric 
oxide, FejOj, from which Fe may be calculated as U2 : 160, or 
by # multiplication by o'7. If the precipitate is considerable it 
is well to wajh by decantation, re-dissolvc in a little HC 1 , and 
•precipitate again with ammonia, as otherwise lime and magnesia 
are apt to be carried down with the iron. It will contain any 
alumina or phosphates present, for the separation of which 
chemical text-books must be consulted, but the whole precipitate 
is usually so small in quantity as to render this negligible. (Cp. 
also p. 365.) To the filtrate (or clear solution) ammonium 
chloride is added if little hydrochloric acid has been used, and 
then excess of ammonium carbonate and a little ammonium 
oxalate, and the solution is boiled, and, if possible, set aside for 
twelve hours in a warm place. It is then filtered, and the preci¬ 
pitate, after washing, is strongly ignited, first over the Bunsen 
burner, and then before the blow-pipe till the weight remains 
constant It is weighed as lime, Cat >, from which Ca may be 
calculated as 40 : 56. If the quantity is large, it is better to 
ignite very gently and weigh as calcium carbonate. CaCO* It 
should then be moistened with ammonium carbonate, dried in 
the water oven, and again very gently ignited, when no gain of 
weight will take place unless the first ignition has been too 
strong. The atomic weights arc: Ca = 40, CaO = 56, CaCOj. 
= too. 

The filtrate contains salts of Mg and the alkalies from the 
water, and arnmoniacal salts which have been added. The Mg 
may be very accurately determined by the volumetric method 
with lime wiiter, given on p. 36. To determine directly, the filtrate 
•is evaporated to small bulk, strongly acidified with nitric acid and 
evaporated to dryness in a porcelain basin under an inverted 
funnel to destroy excess of ammonium chloride, or the evapora¬ 
tion may be carried to dryness and the ammonium chloride 
expelled by simple heating till no further fumes are given off. 
The funnel and basin are Tinted with distilled water intcaa beaker, 
excess of ammonia and sodium phosphate and a little ammonium 
chloride atfL’ed, and the solution covered up an^ allowed to remain 
undisturbed for 12 to .24 hou*. The crystalline precipitate it 
collected on a filter and»washcd with a mixture of. 1 part strong 
ammonia to 5 parts water, dried and detached as completely as 
possible from the filter, and transferred to a crucible, which is 
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heated at first gently with the cover on, and then (ignited. The ‘ 
filter is burnt separately, rolled in platinum wire, and the ash 
{free from carbon) is added to the precipitate and strongly 
ignited for 15 minutes. The residue is magnesium pyrophos¬ 
phate, Mg a PjO, = 222, from which Mg a = 48 is calculated. 

The alkalies are most conveniently determined in the filtrate 
from the sulphuric acid determination (see below). 

Determination of Sulphuric Acid .—At least 250 c.c. of the 
original water is rendered distinctly acid with hydrochloric acid, 
and is concentrated by evaporation to about 100 c.c.; and to 
the boiling liquid excess of barium chloride solution is added 
(5 to 10 c.c. of a 10 per cent, solution). The mixture is allowed 
to stand for some hours in a warm place, and the clear liquid is 
poured through a quantitative filter, and the precipitate washed 
several times with hot water by decantation, the wash-waters 
being poured through the filter, .into which the precipitate is 
finally transferred and well washed, dried, ignited and weighed. 
It consists of barium sulphate , BaS 0 4 = 233, from which the 
SO4 s= 96 is calculated. 

In place of gravimetric estimation with BaCl s , sulphuric acid, 
free or as alkaline sulphates, may be conveniently and accurately 
estimated by precipitation as benzidine sulphate according to the 
elegant method of Wolf Muller * or its modification by Raschig.t 
For the estimation of sulphates in water and for many other 
technical purposes, Wolf Muller's method is perfectly satisfactory, 
and will be here described, but in presence of ferric salts and 
some other substances fails to give satisfactory results ; and to 
•overcome these special difficulties Raschig's method has been 
devised, for details of Much the original papers must he consulted. 

Wolf Muller’s method depends on the fact that while sulphuric 
’ acid, either free or as sulphate, is very' completely precipitated 
by benzidine chloride, the base benzidine is so weak that any 
strong acid in combination with it can be completely estimated 
by titration with NaOH and phenolghthalein, as-if free. If, then, 
an excess of an acid soiutioji of benzidine chloride, of which the 
acidity as compared to N/10 NaOH is exactly known, is run 
Into a solution of In alkaline sulphate carefully neutralised to 
phenolphthalejn, the sulphuric acid combines with the benzidine 

* Chcro. Berichte, 1902, p. 1587. 

t Zeit. nngew. Ch., 1903, Hefte 26, 34; Collegium, 1904, p. 170 et scq. 
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and is precipijated and filtered off, while an equivalent portion 
of the' hydrodiloric acid is neutralised by the base, and on 
titrating back with NaOH, this deficiency is determined and 
calculated as S 0 4 . 

For the *practica! execution of the method, I grm. of -com* 
mercial benzidine base is rubbed up with a little water and 
dissolved as completely as possible by warming in too c.c. of N/i 
HC 1 , made up to 1 liter and filtered. Such a solution will be 
approximately N'/io as regards acid, and about 30 cc. will 
precipitate O' 1 grm. H a S 0 4 , leaving sufficient excess of benzidine 
in solution. It is desirable that the requisite quantity of the 
benzidine solution should be measured, and the sulphate solution 
added to it, so that the benzidine is always in excess, and after well 
mixing, allowed to stand at least five minutes, while for very’ dilute 
solutions, or those containing traces of organic matter, some 
hours are not too much, and where much organic matter is present, 
precipitation is frequently imperfect. In the estimation of the 
sulphates in waters, it will usually be sufficient to add 200 c.c. of 
the water to ;o c.c. of the solution, and after filtration to twice 
titrate too c.c. corresponding to 20 c.c. of benzidine solution and 
80 c.c. of the water. If 20 c.c. of the benzidine solution requires 
19• 3 c.c. of N/'lo soda, and 100 c.c. of the filtrate 6'7 c.c., we 

, (IQ* 3 - 0 ' 7 ) X O'OOaS X 100 „ 

have v ’ =0-0726 grm. SO t per 

too c.c. or 72-6 parts per 100,000. The water must have been 
previously boiled to expel CO. and remove temporary hardness, 
or an amount corresponding to the temporary hardness of the 
water must be added to the number of c.c. of soda required for 
. neutralising the filtrate, and in any case Jt is well to raise the 
liquid to a boil to expel C 0 2 before completing the titration, if 
the greatest accuracy is required. 

In applying the method to sulphates of bases which do not 
redden phenolphthalein, it is necessary to convert them into 
alkaline sulphates by treatment with sodium carbqpate, and 
subsequent neutralisation and boiling to expel CO a , or to adopt 
Dr. Raschig’s modification Hoc. ’cit.) in which the benzidine 
sulphate is filtered off, washed and titrated. In all cases of 
doubt tlie absence of sulphates in the filtrate should be ascer- 
attained bytesting witfi barium chloride, which at most should 
show a faint turbidity after a considerable time. 
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C.H.NH, , L 

Benzidine is q ^ . It has a molecular weight 6t 184, 

and, being a di-amido compound, combines with 1 molecule of 
sulphuric or 2 of hydrochloric acid. 

Determination of Alkalies .—Boil the filtrate from barium 
sulphate, p. 46, with excess of baryta water or pure milk of lime to 
remove magnesia, iron and phosphoric acid. Filter, concentrate 
filtrate, add ammonia, ammonium carbonate and a few drops of 
ammonium oxalate, evaporate to dryness, ignite very gently, 
and wash residue with distilled water, filter, and evaporate filtrate 
to dryness in a weighed basin with a few drops of hydrochloric 
acid. It is safer to repeat the treatment with ammonium 
carbonate and oxalate, as traces of lime or baryta are very liable 
to escape precipitation. The residue is alkaline chlorides. If 
potassium is present in appreciable quantities, which is very 
rarely the case, it may be determined as chloroplatinate, or 
the chlorine may be determined (p.39) and calculated as sodium 
chloride, which is deducted from the actual weight of mixed 

chlorides. The remainder multiplied by 74 6 or 0-463 

■'39-1-23 

represents the potassium chloride. 

Statement of Results .—As chemical analysis furnishes no 
direct information as to the state of combination in which the 
acids and bases found existed in the original water, it is cus- 
i tomary in the first instance to state them separately, the acids 
usually being calculated as radicals (ions) which with the base 
form the salt, thus Ca 4 - SO,, Ca + C 0 3 , etc. Afterwards from 
these figures the salts existing in the water may be arranged 
with acids and bases ih combining proportion and usually on the 
assumption that C 0 3 first combines with Ca and then with Mg, 
then SO, in the same order. The C 0 3 is calculated from the 
temporary hardness, each part of hardness corresponding to 0-6 
part of CO,. 

Probably this will be best illustrated by the calculation of an 
imaginary somewhat hard water, of temporary hardness 16 - 0 
and’permanent 20 • 8, and total'inorganic solids (p. 44); 46-5 parts 
per 100,000, and of the composition shown in table on next page. 

Of course it often happens in praAical work that the figures 
do not fit quite so exactly as in the above, but at least the total 
inorganic solids should very approximately equal the sum of 
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the individual determinations stated as above. The method fur¬ 
nishes a useful check on analytical work, but is otherwise of little 
practical*value, as the original figures together with the hardness 
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determinations furnish all the information required by the chemist, 
and we have no real know ledge as to the combinations actually 
existing in water, and according to modem theory the statement 
as uncombincd ions probably more nearly represents the actual 
facts than any arrangement in definite salts. 

In judging of the suitability of a water for tanning, it maybe 
generally stated that, in absence of serious organic impurity, the 
softer it is the better. The amount of temporary hardness is 
of the first importance, as, when employed for washing goods 
after unhairing, it fixes both the lime in the hide and that 
present as temporary hardness in the form of carbonate, rough¬ 
ening the grain and -causing stains and discoloration in the 
liquors. The lime thus fixed is not removed by puering or in 
* the ordinary course of bating, nor even by drenching, unless the 
drench is more than usually acid. Temporary-hard waters are • 
also very objectionable for dissolving extracts and extracting 
tanning materials, as, in absence of stronger acids, the lime 
carbonate reacts with* the tannins, of which it neutralises and 
renders useless many times Its own weight, forming limS tannates 
which oxidise with the formation oT dark-coloured compounds 
in the liquors. • 

Permanent hardness isynuSh less injurious in this respect, as 
the tannins cannot displace the stronger acids ditectly, but will 
react in presence of alkaline salts of weak acids, which always 
exist in tanning liquors, the tannin combining with the lime of 
• E 
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the sulphate or chloride, while the sulphuric or hydrochloric acid 
combines with the alkali, displacing the weak organic acid ; but 
of course this can only take place in nearly neutral liquors, and 
may be prevented by the addition of a calculated quantity of 
acetic, formic or lactic acids sufficient to decompose the lime salts 
formed. It is possible also that permanent hardness diminishes 
the solvent power of the water for the more difficultly soluble 
tannins. 

Considerable experimental work has been done on this 
subject by Nihoul,* and by Paessler and Appelius, t who have 
arrived at almost opposite conclusions as to its importance; 
though both agree that temporary hardness causes some loss, 
and decided darkening in colour, both of the liquor and the 
leather tanned with it. The explanation of these differences in 
result is probably to be sought in the different amounts of acidity, 
especially including free carbonic acid present, and in the tem¬ 
peratures of extraction ; the injurious effect being most serious 
when heat was employed, and being especially marked with 
sumach. 

In the manufacture of the finer leathers, hardness is injurious 
in several ways beside those already mentioned. In leather¬ 
dying, temporary hardness causes precipitation of the basic coal- 
tar colours, which however can be prevented by the addition of 
small quantities of acetic acid. Neither temporary nor perma¬ 
nent hardness interfere urith the ordinary use of acid colours, as 
acid is usually added in considerable excess (see p. 376), 
and with the dye-woods they are rather advantageous than 
otherwise. , 

In fat-liquoring of chrome and other tannages the influence 
of hard water of either sort is very marked, causing the curdling 
and separation of the fat-liquors, with the formation of insoluble 
lime and magnesia soaps; and in scouring with soaps it is 
equally objectionable. Theoretically each part of hardness per 
100,000 destroys about r2 parts of soap (sodium stearate or 
oleate), but really the loss is greater, though somewhat variable. 
Jjor this reason, where destruction of soap is the important factor, 


l,'influence de la nature <ie l’eau sur I’cvlrariion de* manta* tannantes. 
Collegium, iyQ2. i. So. 

t Einfluss dei Harte dc* Waaaer* auf die AusnuUung der Gerbinaterialen. 
Collegium, 190a, 1. «j. 
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the individual determinations stated as above. The method fur¬ 
nishes a useful check on analytical work, but is otherwise of little 
practical*value, as the original figures together with the hardness 
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determinations furnish all the information required by the chemist, 
and we have no real know ledge as to the combinations actually 
existing in water, and according to modem theory the statement 
as uncombincd ions probably more nearly represents the actual 
facts than any arrangement in definite salts. 

In judging of the suitability of a water for tanning, it maybe 
generally stated that, in absence of serious organic impurity, the 
softer it is the better. The amount of temporary hardness is 
of the first importance, as, when employed for washing goods 
after unhairing, it fixes both the lime in the hide and that 
present as temporary hardness in the form of carbonate, rough¬ 
ening the grain and -causing stains and discoloration in the 
liquors. The lime thus fixed is not removed by puering or in 
* the ordinary course of bating, nor even by drenching, unless the 
drench is more than usually acid. Temporary-hard waters are • 
also very objectionable for dissolving extracts and extracting 
tanning materials, as, in absence of stronger acids, the lime 
carbonate reacts with* the tannins, of which it neutralises and 
renders useless many times Its own weight, forming iimS tannates 
which oxidise with the formation oT dark-coloured compounds 
in the liquors. • 

Permanent hardness isynufh less injurious in this respect, as 
the tannins cannot displace the stronger acids ditectly, but will 
react in presence of alkaline salts of weak acids, which always 
exist in tanning liquors, the tannin combining with the lime of 
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but in water used for liming it increases the plumping, and makes 
the unhairing more rapid on account of the caustic soda formed. 
Free carbonic acid also fixes the lime in the grain of My goods, 
but is not otherwise injurious. , 

Iron, even in traces, is to be avoided ; a quantity so small as 
one part in a million has been shown under some circumstances 
to produce appreciable discoloration both of liquor and the 
leather tanned in it, though it is generally present in larger 
quantities than this in ordinary tanning liquors. 

The following analyses of actual waters will give some idea 
of the variations which may be expected 


Tcchnicai. Examination of Waters from Various Sources. 
(Parts per 100,000.) 


Source. 


Perm. 

I 

f h!o- 

Nan 

Total 

Lost on 

Hardness.; 

Hardness. 

fine. 

C 0 3 . , 

Solids. 

Ignition. 

1. Gomshall, river water .. 

6-8 

I '0 

i-8 

nil 



2 „ shallow well .. 

165 

7 *o 

2’ I 

»» 



3. „ artesian well . . 

6-5 

2 *5 

1-6 

»» 



4. North Shields, surface .. 

37*5 

49 *o 

38*0 

.. 



5. Newcastle, town supply .. 

i9’o 

5*4 

i*6 

»» 

248 


6. Well near Hexham .. 

4*3 

3*0 

■*3 

»• 



7. Stourport, A . 

27-8 

19*5 

> 5*3 

.. 

1000 


8. „ B. 

8-0 

1*0 

1*4 




9. Leeds, Kirkstall Road 

28-2 

' 4*4 

3*9 

»» 

66 - 4 


10. „ Meanwood Road.. 

6*5 

nil 

2*8 

39*9 

66-3 

II '8 

11. ,, deep well 

4 "° 

39*0 

5*1 

nil 

65-9 

20’6 

•12. Chesterfield, A . 

7*5 

5*6 

1*4 

91 

19*6 

4*5 

13. ,, R. (probable 

sewage con¬ 
tamination) 

15*0 

* 5'3 

I2’3 


64-8 


14, London district. 

25*0 

nil 

5 *o 

9 *o 


•• 

*« 5 - 

25-0 

90 

. l "> 

nil 

36*0 

t *3 

*16. . 

30-8 

«t *5 

63*8 

»'» 

627-8 

•• 

•17. „ Guy’s Hosp. 

f 6*o 

2’0 

13*9 

» 

73*8 

>*3 

*18. Cawnpore. 

9*4 

nil 

«*3 

I 0'6 

. 26*7 

3*9 

a 19. Limerick. 

3*5 

1 *3 0 

20 

nil 

22*7 

o *7 

*ao, Stourbridge . 

18*0 

24 V 

* 3*7 

H 

49 *« 

8*2 

•ai. .. . 

20*0 

3**5 

*16-2 

II 

97*3 

32*5 

23 . Leicester. 

! a6'5 * 

ro*8 

3*8 

” 

53*0 

20’9 
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• Dktail/d Analysis of some of anove Watees. (Mwktd *.) 


• 

• 

Al. Cat. 

Mf- 

Fe. 

N«. 

f | | | 

so,. I CO,, j a j Sio,. 

• 

3 *i 




6"1 4*5 t*4 .. ; o-s 

6-0 I5'0 I ‘7 .. | .. 

15. London district 

.. <>'3 

4*3 trace 


16 . .. 

I3760-4 

.. 

1*1 

413 

70-3 20-5 63 9 330'S ; •• 

17 . 

.. IS 

1*0 

.. 

23*7 |*5'8 *3’4 « 3'9 I I * .. 

18. Ctwnpore .. 

.. i -8 


0 2 

46 

4‘t *1*6 I’3 I'O ; .. 






0*0 ‘ 2*1 2 0 .. ! 4, 

1 ‘ 

7*6 11 ’4 6*2 i*3 1 2*6 

20. Stourbridge., 

.. 109 

1*0 

0*2 


21. ,, .. .. 

.. . 6-5 

14 

II 

6*o 

15 212 3137 09 1 4-4 

1 


SECTION IV. 

D EPI LI T A NTS. 

Solubility of Limes .—The strength of lime-water given by 
different limes is found to vary slightly. 

The explanation of these results is not very easy, but pro¬ 
bably depends on the presence of some other soluble base in 
addition to the lime. It harmonises with the old belief of tanners * 
that pure chalk lime is milder in its action on skin than that 
made from less pure limestones. The solubility of any given 
lime is easily determined by adding it iivexccss to water in a 
stoppered flask, and shaking frequently till a solution of constant 
strength is obtained, of which a measured quantity is titrated « 
with N/io hydrochloric acid and phenolphthalein. Saturated 
lime water may be conveniently used as an alkaline standard 
solution for many purposes, and if kept on excess of lime, is 
always caustic, and varies Httle in strength at ordinafy labora¬ 
tory temperatures. It is better to^llbw it to settle and to remove 
the clear solution with a siphon or pipette than to filter, which 
often reduces the strength Che solution is nearly ^5 normal, 
but for accurate work its arength should be occasionally deter¬ 
mined with N/io acid. The solubility of lime diminishes with 
increasing temperature. 
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The following table gives the strength of a pure saturated 
lime solution for various temperatures as [determined by Mr. A. 
Guthrie in the author’s laboratory. 

100 c.c. of saturated lime water at 5° C. contain o' 1350 grm. of CaO. 


It 

10 

It 

0-1342 



■5 

I* 

01320 



20 

II 

01293 



*5 

♦ » 

01254 



3 ° 

f* 

0-1219 



35 

ft 

0-1161 



40 

♦ I 

0 * 1 X 19 



5 ° 

,, 

0-0981 


,, 

60 

»* 

O’0879 



70 

,, 

0-0781 



80 


0*0740 


M 

'jo 

t» 

0*0696 



loo 

1* 

0*0597 



Determination of “Available" Lime .—The practical value of 
li me for the tanner is easily determinined by drawing a sample by 
breaking off small pieces from a number of lumps of the bulk, 
coarsely pulverising them in a mortar, and then grinding a 
portion as fine as possible, and transferring it at once to a stop¬ 
pered bottle for weighing. A portion of this not exceeding 
1 grm. is shaken into a stoppered liter flask, which is filled up 
with hot and well-boiled distilled water, and allowed to stand 
for some hours with occasional shaking. When cold it is filled 
1 to the mark with recently boiled distilled water, and well shaken 
again and allowed to settle, or filtered with as little exposure to 
the air as possible, and 25 or 50 c.c. withdrawn with a pipette 
and titrated with N/jp hydrochloric or sulphuric acid and phe- 
nolphthalcin. Each cubic centimeter of N/10 acid equals 0'0028 
•grm. CaO. The preserce of a small quantity of insoluble 
sediment in the liquid titrated does not affect the phcnol- 
phthalcin. 

Another method, depending on the solubility of lime in cane 
sugar solhtions, is described by Messrs. Stone and Scheuch.f 
One, grm. of finely powdered, quicklime is shaken for twenty 
minutes with 150 cc. of a 10 per cent, solution of'pure lump 
sugar, and 10 ex. of the filtered solution titrated as before with 
phenoiphthalein and N/10 hydrochloric acid. Calcium car- 

* Journ. Soc. Ch. Iml., 1901, p. 224. 

t Amer. Chem. Soc., xvi. p. 721; Chem. News, 1894, p. 278. 
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bonafe, magnesia, alumina and ferric oxide are not dissolved 
by sugaf solution, and do not interfere, This method gives 
accurate results with careful manipulation, but in the author's 
experieneef it is safer to allow the solution to stand some hours, 
and it is not on the whole to be preferred to that given above. 
A solution of lime in cane sugar solution may be used as a 
standard solution, with phenolphthalein as an indicator where a 
stronger solution than lime-water is desirable, and the addition 
of sugar has also been used to shorten the time of liming. A 
25 per cent, solution of cane-sugar will dissolve lime to nearly 
N/l strength. 

If desired, a complete analysis of a lime can be made by 
gravimetric methods similar to those employed in determining 
the mineral constituents of water p. 43 ;, but this is rarely neces¬ 
sary for the purposes of the tanner. The total bases existing as 
oxides, carbonates and easily decomposable silicates, are readily 
determined by treating 1 grin, of the finely powdered sample 
with 50 c.c. of N 1 MCI, and titrating the excess of acid. 

Sodium Sulphide , crystallised sulphide of sodium, Na a S .9 
Aq, contains 67 5 per cent, of water, and 32-5 per cent. Na a S. 
A fused salt is also sold, containing a much larger percentage of 
Na 3 S. It will generally be sufficient to determine the sodium 
and sulphur, any sodium in excess of that required to form the 
sulphide being calculated as sodic carbonate, which is gradually 
formed by exposure to the air. 

10 grm. or conveniently 12 grin, of the sample is dissolved in 
water and made up to t liter. Sodium is determined by titrating 
with N i <5 HC 1 or IKSO, in presence of Methyl-orange, which is 
not sensitive to Sit.,. Each c.c. of N/lo acid is equal to 2’3 
mgr. of Na or 3'9 mgr. of Na a S, or 12 mgr. of the crystal 1 
Used salt, so that if 12 grm. are weighed out, the solution of the 
pure salt would be decinormal. 

Dcterminatjon of'Sulphur ns Sulphide. —14-35 grm. of pure 
crystallised zinc sulphate fZnSO,. 7 Aq) is dissolved in water, and 
ammonias added till the precipitate which is at first fortped is 
dissolved, and the whole is made up to a liter. An alternative 
method is to dissolve 3’25 gfm. of pure zinc in dilute sulphuric 
or hydrochloric acid frith the aid of a piece of platinum foil, add 
excess of ammonia and tna! t up to 1 liter. The solution is 
decinormal, and each c.c. equals t - 6 mgr. sulphur, or 12 mgr. of 
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the crystallised sulphide of sodium. If 12 grm. of the sample is 
made up to i liter, and 100 c.c, titrated, each c.c. of either N/10 
solution will correspond to 1 per cent, of pure crystallised salt. 
The standard solution is added with constant stirring to, say 
25 c,c. of the sodium sulphide solution in a beaker, and after 
each addition a drop is taken from the beaker and placed on a 
piece of filter paper on a white plate, side by side with one of a 
solution of lead acetate, but not actually touching it, so that the 
two run together by capillarity. (A somewhat more delicate lead 
indicator may be made by dissolving lead acetate in solution of 
sodium tartrate, or tartaric acid made strongly alkaline with 
sodium hydrate and filtering.) So long as any unprecipitated 
sulphide is present, a black or brown ring is formed where the 
two liquids come in contact. Care must be taken that the lead 
solution does not reach the precipitated zinc sulphide, which 
is always blackened by it. It is best first to make a rough 
determination, adding, say, 2 c.c. of standard solution at a time; 
and having in this way determined the approximate quantity 
required, nearly the full amount may be added at once. A solu¬ 
tion of sodium sulphide may similarly be employed for the 
determination of zinc. 

Instead of using a lead salt as indicator, a solution of sodium 
nitro-prusside may be employed, drops of which are simply 
spotted on a white tile and give a strong purple reaction with 
the least trace of alkaline sulphide. 

The zinc process may be employed for the determination of 
sulphur in other alkaline sulphides, but where polysulphides are 
present a yellow zinc sulphide is formed, probably a polysulphide, 
and the lead indicator gives an orange instead of a black ring. As 
n consequence the whole of the sulphur is not determined, but 
only that corresponding to the normal sulphide, and which would 
be liberated as SH s on treatment with an acid. Since it is pro¬ 
bable that only this portion of the sulphur is effective in un¬ 
hairing, thlk may probably be reckoned as an advantage rather 
than {he reverse. 

Sulphides may also be determined by titration with N/10 
ioSine,* but as many other sulphur .compounds also reduce 
iodine, the method becomes complicated and is not to be recom- 

• J«*n, Ann. de Chim. Ao»l., ii. (18), p. 341; Annlys.1, J897, p. 306; Jonm. 
Sue. Ch. Ind., 1897, p. 1041. 
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mended for the analysis of depilitants, though quite suitable fo 
the determination of small quantities of hydrogen sulphide. 

, Realgar, Rusma, Red Arsenic, an impure form of As,S, madi 
# ky fusing suitable proportions of arsenious acid and sulphur, ant 
much used in combination with lime as a depilatory, especiall) 
in th« manufacture of glove-kid and other light leathers. Th< 
realgar is usually mixed with excess of hot slaking lime for this 
purpose, and the decompositions which occur are not well under¬ 
stood and probably vary with the temperature. It is said that a 
mixture made with hot lime has a more powerful effect than a 
mixture made in the cold, or even with boiling water. Probably 
in all cases calcium suiphydrate is the active depilitant.* 

Orptmeat or Yellow Arsenic Sulphide, As a Sj, is generally said 
to be unsuitable for deflation, but in the author’s experiments 
it proved more efficient, weight for weight, than realgar, and no 
difference could be detected in the character of the result. The 
yellow arsenic is now much cheaper than the red, as it is a by¬ 
product in the purification of arsenical sulphuric acid. Both are, 
of course, very poisonous, and must be handled with great 
caution, and lime liquors containing them must not be run into 
rivers; and they do not appear to have any real advantage 
over calcium suiphydrate, or the mixture of equivalent quantities 
of sodium sulphide and calcium chloride, suggested by the author 
for use where the powerful alkaline swelling action of sodium 
sulphide used alone as an addition to limes is objectionable. 

Analysis of Arsenic Sulphides.—Vat sample must be very 
finely pulverised in an agate mortar. Non-volatile impurities 
.arc determined by igniting a small quantity, not exceeding 
1 grm., in a porcelain crucible over a good Bunsen burner and 
weighing the residue. As the fumes are very poisonous, the 
operation must be performed in a good draught-chamber. 

Both sulphides of arsenic arc soluble in the cold in caustic 
soda or potash solution?, i grm. of the finely powdered sample 
is digested for some hours wfth 50 c.c. of 10 per cent, caustic soda 
solution with frequent shaking, and made up to 100 c.c. with 

* Stiasny (Gerber, 1906, pp. 272, 2S&, shows that only’a sn„ill quantity of thee 
arsenic guet into solution, and that dte soluble arsenic compounds have no depilatory 
effect Eitner (Gerber, 1907, pa 4^ found that they also bad no effect as antiseptics, 
and that it was impossible to distinguish slum treated with calcium suiphydrate only 
rom those on which arsenic was used. Suasny (loc. cit.) shows that the presence of 
OH as well as SH ions in solution t, essential to satisfactory depilation. 
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water, and filtered. The filter is well washed, the wash'waters 
being rejected and not allowed to mix with the filtrate* the filter 
is ignited, and the impurities are weighed. The sulphide-sulphur 
may be determined in the filtrate by the zinc method (p. 55), 
but in a commercial realgar only amounted to about 12 per 
cent, while the total sulphur theoretically present in pure As a S 2 
is 29-9 per cent. It is probable, however, that the sulphur 
determined with zinc is proportional to the depilatory power of 
the sample, and may be safely used for comparison of relative 
value and for determining residual sulphide in lime liquors. 

Both sulphides are liable to contain excess of either As 2 0 3 or 
of sulphur, according to their mode of manufacture, and for the 
purposes of the tanner As 2 0 3 is of no value and free S of very 
little. Hence the determination of total sulphur or total arsenic 
is not of much practical importance, except as showing that they 
are present in the proper proportions The estimation is best 
made by oxidising sulphur to sulphuric acid and arsenic to 
arsenic acid by digestion with nitric acid. 

Estimation of Sulphur.—o- 10--2 grm. of the sample is di¬ 
gested with a mixture of 3 volumes of concentrated nitric acid 
and 1 volume concentrated hydrochloric acid, and the solution 
evaporated repeatedly nearly to dryness with addition of con¬ 
centrated HC 1 . I he solution is diluted and filtered if necessary, 
and precipitated with excess of BaCl a solution and the precipi¬ 
tate washed, dried, ignited and weighed with the usual pre¬ 
cautions (p. 12). The weight of the precipitate multiplied by 
32 

"’33'5 ° r ° 1 ^" 1 *’‘i es l * lat °f sulphur present in the quantity 
taken. 

Estimation oj Arsenic. —O’ 1 -O’2 grin, of the sample is boiled 
with concentrated nitric acid till dissolved, diluted with water, 
rendered strongly alkaline with ammonia, filtered if necessary, 
and precipitated with magnesia solutioif (11 grm. cryst. magne¬ 
sium chloride, 14 grm. ammonium chloride, 70 c.c. strong 
attynonia and 130 c c. water) and J its volume of string alcohol. 
,The solution is allowed to stand at least 12 (and preferably 48) 
hours ; the precipitate is filtered'offend washed with admixture 
of 2 parts strong ammonia. 2 parts water and 1 part alcohol. 
After drying the filter in an air or water-oven, the precipitate is 
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transferred as completely as possible from the filter on to glazed 
paper, the filter is replaced in the funnel and washed with a 
little hot dilute nitric acid, which is evaporated to dryness in a 
weighed porcelain crucible ; the remainder of the precipitate is 
added, and the covered crucible is slowly heated, finally to a dull 
red. • The cover is now removed and the open crucible strongly 
ignited over a powerful flame, placed while still hot in an 
exsiccator over sulphuric acid, and weighed when cool. The 

weight of Mg a As., 0 , X 1 !;o , or 0^83 = As. 

3 11 

A shorter but less exact method is, after oxidation with 
fuming nitric acid, simply to evaporate the solution to dryness in 
a weighed porcelain crucible, drive off the sulphuric acid by 
cautious heating, and finally raise the crucible to dull redness, 
cool in an exsiccator over I'.jOj and weigh as As 2 0 5 . Any non¬ 
volatile 'impurities will be included in the result. After weighing, 
the residue should be re-dissolved and tested with BaCI, for 
sulphuric acid too high a temperature of ignition will cause loss 
of arsenic. 


SECTION V. 

<* 

THE. ESTIMATION OF AMAZON/^ AND THE 
DETERMINA HON OF N/TEOOEN. 

The estimation of ammonia is one of the most important of 
those required by the leather trades chemist, not only because 
its presence in lime liquors has a very considerable effect on the 
unhairing process, and indifates to some extent the dfstruction 
of hide-st^jstance, but because in. the Kjeldahl process all _ the 
nitrogen present in organic matters is converted into sulphate 
of ammonia by digestion witff concentrated sulphuric acid, ancf 
consequently the estimation of the ammonia so formed is a 
measure of the quantity of hide- ubstance which has been treated, 
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and thus forms a means for its estimation both in solution and 
in the form of leather. 

Some information is given on pp. 26 and 71 with regard to 
the ordinary testing of ammonia solutions and ammonium salts, 
but where these occur together with organic matter further pre¬ 
cautions are required. 

In the case of lime liquors, all the ammonia is free, together 
with an excess of caustic lime, which, if the solution is heated 
for any length of time, acts upon the nitrogenous matter present, 
decomposing it and producing further quantities of ammonia. 
It is therefore desirable to avoid heating as much as possible, 
and Schloessing’s method has been commonly used. It has, how¬ 
ever, the disadvantage of being very slow, and in very weak 
ammonia solutions it is certain that the whole of the ammonia 
is not really estimated. 

Experiments have been made in the Author’s laboratory * to' 
devise a more rapid method of ammonia estimation in the cold 
by placing the lime liquor in an absorption apparatus connected 
with a second containing standard acid, and gently sucking a 
current of (ammonia-free) air through the apparatus so as to 
carry the ammonia into the acid. Good comparative results 
were obtained, but it is difficult without the use of heat, 
absolutely to carry over the whole of the ammonia. With a 
suitable apparatus and a temperature of about 65° C., however, 
the estimation is very rapid and exact, and no appreciable 
evolution of ammonia from the nitrogenous compounds present 
in a lime liquor occurs, so that where many estimations are 
required the processes much to be recommended, as once the 
apparatus is arranged, very little attention is required. The 
arrangement employed is shown in Fig. 6, the air, previously 
freed from carbonic acid and ammonia, is passed into a wide test- 
tube partially filled with broken glass and containing 50 c.c. of 
the lime liquor, through a tube so arranged as_ continuously to 
raise the fiquor along with the air and’allow it to trickle down over 
the broken glass, while the "air is drawn through an absorption 
tube containing 30-^0 c.c. of N /50 sulphuric acid, or of a stronger 
standard acid if the quantity of anynonia is excessive. The 

* Procter and McCandlish, “The Estimation of Ammonia in used Lime 
Liquors,” Journ. Soc. Ch. Ind., 1906, p. 254; Colleg., 1906, p. 270, 
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test tube is surrounded with water at about 90“ C., sufficient to 
raise the interior of the tube to about 65° C. The detail of the 
bubbling tube is shown on a larger scale on the left of the figure. 
A few drop* of turpentine may be added to the lime liquor to 
prevent frothing. With a steady current of air, the operation is 
complete in thirty minutes. Dr. Nihoul has devised a somewhat 
similar but continuous apparatus, in which the lime liquor is 
allowed to trickle in a slow continuous stream over the broken 
glass, through which the air is aspirated. In this way it is 



possible to work with much larger quantities of lime liquor, 
and hence to titrate larger quantities of ammonia. If suitable ' 
indicators could be found, a rapid titration of ammonia in lime 
liquors might be made by testing their total alkalinity, then 
boiling the solution for ^ short time to drive off 4 the free 
ammonia, and titrating again. Unfortunately the presence of 
amido-acih* and other weakly acid bodies renders the’end 
reaction for the total alkalinjjy an uncertain one with methyl 
orange,* and phenolphtha^ein is not sufficiently sensitive to the 
action of ammonia to be employed. 
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Determination of Ammonia by Schloessing's Method. —r25^’c.c 
of the liquor which has been quickly filtered into a flask from a 
funnel covered with a clock-glass to avoid loss of amftionia and 
carbonation, is placed in the lower basin of a Schloessing’s ap¬ 
paratus (Fig. 7), and 25 c.c. decinormal sulphuric acid in the 
upper one, and the apparatus is closed for at least 48 (preferably 
72) hours. The ammonia passes into the acid, which, is 
titrated back with N/10 sodium hydrate or barium hydrate 
solution in presence of methyl orange, litmus or lacmoid 
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(Kathreiner), or with lime-water. A modified apparatus may be 
constructed by supporting a small basin or porcelain crucible 
in a flat-bottomed glass crystallising dish. The lime liquor is 
placed in the crucible, while the acid, diluted if necessary with 
water, suwounds it in the bottom of the crystallising dish, and 
forms a water-seal for a secnnd dish, or beaker, which js inverted 
over the crucible. U this be placed on the top of an air bath or 
flther warm place, the reaction wiU be complete in 24 hoprs. It 
is very important that both the vessels should expose as much 
surface as possible, and that while there should be ample space 
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for the jtmmonlUcal vapour to diffuse into the acid, the capacity 
of the containing vessel should not be uselessly great. The 
closure nulst be accurately airtight to prevent escape of am- 
mdnia, and if ground joints are used, the)' must be accurate, 
and lubricated with vaseline. Corks, or rubber stoppers, often 
give off traces of ammonia, and are therefore inadmissible. A 
good form for the outer vessel is that of a shallow exsiccator or 
glass jar, with a cover ground to fit. The ammoniacal liquid is 
placed in the bottom of the jar, and the acid in a shallow basin, 
raised just above the surface of the liquid by a glass tripod. 

By Distillation .—Much more rapid determinations may be 
made by using a conical flask or a retort of at least 500 c.c. 
capacity, connected with an absorption flask or U tube contain¬ 
ing standard acid. The apparatus used in the determination of 
ammonia in Kjeldahl’s process (p, 67) is very suitable, but it is 
well to introduce a wide tube filled with beads or broken glass 
in the limb above the boiling flask, as liquids containing organic 
matter are apt to froth excessively. The liquid condensing in and 
above this constantly washes the frothing substance back into 
the boiling flask. The frothing may be greatly diminished by 
the addition of a few drops of oil of turpentine. A suitable quantity 
of standard acid is placed in the absorption apparatus, and 100 c.c. 
of the liquor in the retort, which is briskly boiled for 15 minutes 
and the absorption apparatus rinsed out, and the liquid titrated 
back, usually with caustic alkali in presence of methyl orange 
If the boiling of alkaline liquors containing nitrogenous organic 
matter is long continued* traces of ammonia arc evolved by the 
action of the alkali on the organic matter present. This may be 
prevented or at least much lessened, if the residue is not required 
for the determination of caustic lime, by adding two or three c.c 
of a 10 per cent, solution of MgSCVyOHj, which converts the 
alkali or alkaline earth into sulphate, setting free the MgO ; but i,< 
rarely of importance for.technical purposes, if the boiling is not 
long continued. Tn liquids opntaining ammoniacal salts,*the am 
monia is best liberated by the addition of calcined magnesia, whicl 
has little or-no action on organic matter, and does not affect 
methyl orange if carried ovej as spray. In comparing cole 
methods with distillation methods of estimating .ammonia, i 
must be remembered that amines, if present, will be more com 
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pletely estimated in the latter case on account of their lesser 
volatility. 

In estimating ammonia by titration, indicators mdre sensitive 
to weak acids than weak alkalies, such as phenolphthalein, are 
unsuitable. Congo red has been a good deal used by continental 
chemists, but its end-reaction is not sharp. Methyl orange is 
better by daylight and for the trained eye, but probably carminic 
acid (l per cent, aqueous solution) is to be preferred, not only 
on account of the sharpness of the colour-change, but because it 
is easily seen by artificial light. 

The Kjeldahl Method of Nitrogen Determination .—The 
principles of this method have already been briefly alluded to. 
Few processes have been subject to more varied suggestion and 
real or supposed improvement, but, except as regards estimation 
of nitrogen in the form of nitric acid'and nitre-compounds, which 
can scarcely concern the leather chemist, it is doubtful if any 
real advance has been made on the process as first proposed by 
the inventor. The essential idea of the method is the digestion 
of the nitrogenous organic matter with an excess of concentrated 
sulphuric acid, which acts not only as a dehydrating but an oxi¬ 
dising agent, destroying all carbonaceous matter, and transform¬ 
ing all organic nitrogen into ammonium sulphate. With many 
proteids indeed, and with hide itself, accurate results may be 
obtained by this simple method if the digestion is carried on 
sufficiently long to destroy all organic matter, and produce a 
perfectly colourless solution. Where, however, matters contain 
much carbon in proportion to nitrogen, as is the case with leather, 
this digestion becomes very tedious, two or three t hours being 
often required to complete the reaction, and many suggestions 
have been made to shorten the time required, and render com¬ 
plete oxidation more certain. This may be accomplished either 
by the addition of more powerful oxidisers, such as the potassium 
permanganate employed by Kjeldahl, o{ oxygen carriers, such as 
mercury and copper, or of salts, suqh as potassium sulphate, cal¬ 
culated to raise the temperature of the boiling sulphuric acid. 
It Ynust be particularly emphasised that by all tbeke methods, 
•carefully carried to complete oxjdation and decolorisation of the 
solution, accurate and concordant reUil^s are obtained, and that 
the question to be decided is rather one of rapidity and conveni¬ 
ence of manipulation than of exactness. There is at least a 
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'theoretical pAsibility that very strong oxidising agents may 
cause loss by liberation of free nitrogen, and this danger becomes 
probably fc real one where chlorides are present from which free 
chlorine may be evolved. The use of metallic salts, such as the 
. sulphates ofmercury or copper, besides somewhat complicating 
the process, causes precipitates in the solution when rendered 
alkaline with soda, and increases the veiy annoying tendency to 
“bumping,” always present during the distillation of the am¬ 
monia ; and even the addition of a soluble salt like potassium 
sulphate is somewhat troublesome in the latter respect. 

For the analysis of leather, Dr. Nihoul* recommends the 
following method as rapid and accurate: 0'6-0 7 of grm. the 
leather, freed from fats and water-soluble matter, is boiled for 
half an hour with 10 c.c. of pure concentrated sulphuric acid. 
The flask is allowed to cool to a moderate temperature, and a 
dozen large crystals of potassium permanganate are added and 
shaken till dissolved. The flask is then again heated till the 
liquid is completely decolorised, and allowed to cool. The solu¬ 
tion is made up to 250 c.c. (including washings if it is transferred 
to a separate distilling flask), 150 c.c. of 30 per cent, soda solu¬ 
tion is added, and a known quantity of zinc dust, and the dis¬ 
tillation is continued slowly so that in £ hour about 200c.c. have 
passed over into the receiver, which contains 25 c.c. of N/5 sul¬ 
phuric acid, and the solution is titrated back in presence of 
carminic acid or methyl orange. 

If this method is applied to actual hide-substance, the quan¬ 
tity of dry matter usedjnust not exceed 0-4 grm. In place of 
the permanganate recommended by Nihoulyt grm. of potassium 
» persulphate, or more if required for decolorisation, may be used, 
and has the advantage of causing no change in the colour of the 
solution, and no precipitate on the addition of caustic soda.f 

If the use of oxidising agents is considered objectionable, 
good results are obtained by the use of 15 c.c. of concentrated 
sulphuric acid to which, wh<|n the substance is dissolve^ 10 grm. 
of dried and powdered potassium sulphate is added ; but eon- 


• Bourse aui Cuirs dc Utje, St pi. 4901, p. 14; Ab.-i. Journ. Soc. Chem., 1901? ' 
P-IH9- ' t . 

t Compere Law, Journ. Soc. Cb., Ind., 1902, p. S47, 2nd Ltlrin, ibid. p. 84S. 
Polasnum persulphate, however, usually contains trace* of ammonia, which most be 
determined and allowed for. 
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siderably longer boiling is required before the liquid becomes 
colourless. The time is somewhat reduced by the addition of 
2 grm. of dry copper sulphate * or of about I grm. of mercury ; 
but in the last case, sodium sulphide must be added with the 
caustic soda on distillation to decompose the ammonia-mercury 
compound formed. 

Dr. O. Bottcherf recommends in the analysis of artificial 
manures, the use of a mixture of 200 grm. of phosphoric anhy¬ 
dride with 1 liter of concentrated sulphuric acid to which, for 
20 c.c. of acid, 1 grm. of mercury and 10 to 15 grm. of potassium 
sulphate may be added. This quantity of mercury will require 
about 25 c.c. of a 4 per cent, solution of potassium polysulphide 
(liver of sulphur) for precipitation ; but Dr. Bottcher states that 
if lj grm. of granulated zinc (free from arsenic) is added to the 
distilling flask, no sulphide is needed, and the boiling proceeds 
without bumping. If zinc is used for this purpose, the acid, 
after dilution with water, should be nearly neutralised with the 
soda before adding the zinc. For this purpose, it is convenient 
to ascertain by a rough titration what quantity of the soda 
solution is needed to neutralise the volume of acid employed. 

As regards the apparatus employed, long-necked spherical 
Jena glass flasks of 100-200 c.c. capacity are most suitable for 
the digestion with sulphuric acid, which is done over a small 
flame, under a good draught, the flask being held in a clamp or 
e on a suitable support, with its neck inclined, and closed with a 
glass bulb with a short sealed stem, or with a small funnel, to 
avoid the possibility of loss by spirting. Jena glass flasks of 
about 400 c.c. capacity should be used for the distillation, and 
hard glass, which does not yield any alkali to ammoniacal 
_ vapours, must also be selected for tubes and receivers. Care 
should be taken that wherever rubber tube is used for jointing, 
the ends of the glass tubes butt closely together so as to expose 
the rubber as little as possible. In place of glass flasks, copper 
flasks are advantageously used for distillation, and entirely avoid 
trouble from bumping, but are difficult to obtain without a 
soldbred seam, which is liable to attack by the caustic alkali. 
If glass flasks are used, it is advisable to carry a tube drawn to 
a narrow poin( through the cork down, to the bottom of the flask, 

' V-v TNxA'twcn.WU, Journ, Soc. Ch. Ind., 1900, p. 130, 

t Lunge’s ChemUch-TeclmLche Untersuchung.M-thode, ii. 379. 
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and carry in a current of steam from ammonia-free water from a 
boiling f|ask to prevent bumping. In this case a condenser 
should also be employed. In place of steam, a current of 
ammonia-free air may be sucked through the apparatus. 15 to 
20 minutes boiling is sufficient. 

Almost every chemist has his favourite form of distilling 
apparatus ; but the really important point, on which the accuracy 
of the analysis depends, is the complete separation of the spray 



of the strongly alkaline^soda-solution from the ammoniaca! steam 
which passes into the receiver. The condensation of ^ie steam 
after it has carried the ammonia into {he absorbing standard acid 
seems unimportant, and the uritfcr has always obtained good 
results with the simple apparatus shown id Fig. 8, in which 
the long rising tube of^ ngt less than 5 mm. bore serves at once 
to condense part of the water which runs back into the boiling 
flask, and to act as a spray-trap in which particles of spray 
striking the wet sides of the tube are caught by the condensed 
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•water and washed back into the boiling flask. Tfie bottom of 
this tube may be simply cut off obliquely as shown, but a better 
form very easy to make has a side-hole blown near the end of the 
tube, through which the steam and spray enter, while the end is 
drawn out to a small opening, through which the condensed water 
drips back into the flask. The stoppage of spray would be 
rendered still more perfect by widening the lower part of the 
tube and filling it with beads or broken glass, but the apparatus 
as figured answers every practical purpose so long as steam only 
■has to be dealt with. If, however, hydrogen is evolved from 
granulated zinc, the spray is of a much more finely divided type, 
and many traps have been devised to remove it; but most of 
these are beyond the scope of the amateur glass-blower, and 
must be obtained of the chemical instrument maker. It is not 
necessary to cool the absorption-flask, if standard sulphuric acid 
is used to absorb the ammonia, as the latter is quite efficiently 
retained even by hot acid, if the point of the pipette dips very 
slightly below its surface. The object of the pipette, or bulbed 
tube, is to prevent the standard acid being drawn back into the 
boiling flask by any slight condensation of steam. Many chemists, 
however, prefer to use a condenser, the inner tube of which 
may be either of glass or of pure tin, which is a better conductor 
of heat and is unaffected by ammonia. A small guard-tube in 
the cork of the absorption-flask, as shown in the figure, filled with 
‘ broken glass and wet with a portion of the standard acid coloured 
with methyl orange, prevents danger of escape of ammonia un¬ 
absorbed. It is, of course, rinsed into the flask before titration. 

To sum up, the simplest form of process, that of digestion 
with sulphuric acid alone, is to be preferred for substances which 
• it will oxidise within a reasonable time. It is sometimes neces¬ 
sary if the digestion is long continued, to make up for loss of 
sulphuric acid by a further addition. The use of potassium 
sulphate to raise the temperature is quite unobjectionable if the 
solution be freely diluted before distillation, and if it be necessary 
to further shorten the time by the use of an oxidising agent, 
potassium persulphate is ideal if it can be obtained free from 
ammonia ; and potassium permanganate, though less convenient, 
is also-satisfactory, but in no case should an oxidising agent be 
added till solution is complete, and the digestion well advanced. 
Where many analyses are made, copper flasks are strongly to be 
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advised for distillation, in which case a condenser is unnecessary, 
but if glass flasks are employed the use of a current of steam 
and a condenser is advisable. 

As the, calculation of Kjeldahl estimations is slightly com¬ 
plicated, it may be well to give an example. 0'7 grm. of leather 
has.becn taken, and 5 c.c. of N /5 caustic soda has been required 
to titrate back the 25 c.c. of N/5 acid placed in the absorption- 
flask. Each c.c. of N/5 acid corresponds to o'0034 grm. NH,; 
to O' 0028 grm. N; or to C01573 grm. of hide-substance 
reckoned to contain 17'8 per cent, of nitrogen.* Taking the 
latter figure, we have— 

20 x 0-0157} x 100 , .... 

o ‘ = 44 95 per cent, of hide-substance; 

and, of course, the nitrogen or the ammonia can be obtained in 
a similar way by using the corresponding factors. 


SECTION VI. 

rut MA ! TRIALS US FI) IN Cl KING, FATING, FTC. 

Common Salt (NaCl = 58-5;.—This material is so cheap 
that it is not likely that it will be purposely adulterated, but may 
contain accidental impurities. Moisture may be determined by 
heating a few grams "to no 0 C. or over, in a crucible or basin 
which should be at first covered to avoid^oss by decrepitation. 
Insoluble impurities are detected by dissolving say to grm. in 
water; and may be collected on a tared filter, washed, dried at 
110°, and weighed, and afterwards ignited to determine organic 
matter by loss. The residue, if brown or yellow, probably con¬ 
tains iron, w hich may cause stai 11s on leather, and both residue and 
solution should be tested fur ferric salts with thiocyanate, if neces¬ 
sary aftqr solution in HC 1 and oxidation with a little nitric acid. 
The iron ftiay be estimated colorimetrically,(p. 40) as in water. 

Salt not unfrequcntly contains magnesic and sometimes caliic 

* Von Schroeder for hiift-sutslance, the following percentages of N. On, calf, 
horse, camel, pig, rhinoceros, 17 it ; g at and deer, I7"4aheep and dog, l7 - o | 
cat, 17-1. 
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chlorides as impurities, which tend to make it absorb moisture 
which for some purposes is objectionable. These salts also lose 
hydrochloric acid on ignition. To determine these impurities, a 
known quantity, say io grm., is dissolved in ioo c.c. of water; 
insoluble impurities if present are filtered off as above described, 
and the filter is washed, the solution boiled with a few drops of 
nitric acid, ammonium chloride and ammonia are added, and ferric 
oxide and alumina filtered off, and estimated if present (p. 44). 
Ammonium carbonate and a little ammonium oxalate are now 
added, and the mixture boiled, and, if any precipitate forms, 
allowed to stand 24 hours, the lime estimated as on p. 45 ; and 
the magnesia is then precipitated from the filtrate with sodium 
phosphate, and estimated as pyrophosphate (p.45). 

A simpler method where magnesia only is to be estimated, is 
to precipitate the MgO with excess of lime-water as in the case 
of water analysis (p. 36). To 100 c.c. of solution containing 
10 grm. of salt, made with water well boiled to expel C 0 2 , and 
quite neutral to phcnolphthalein, too c.c. of lime-water are added, 
the strength of which has been accurately determined with N/10 
1 IC 1 and phenolphthalein. The mixture is allowed to stand 
overnight or heated in the water-bath for half an hour and 
allowed to cool and settle quite clear, when 50 cc. are drawn off 
repeatedly and titrated. If 100 c.c. of the lime-water require 
48 c.c. of N/10 acid, and the 200 c.c. of mixture, as calculated by 
‘•multiplying the average result of 50 c.c. by 4 require 18 c.c., the 
result is(48 - 18) X 10 X o • 002 = 0 ■ 6 per cent., the N/toacid 
corresponding to 0'002 grm. of MgO or 0'00475 °f MgCl 3 
per c.c. The quantity of lime-water used must be suph that the 
solution remains deeply coloured with the phenolphthalein after 
..standing. 

The chlorine may of course be determined with argentic 
nitrate as on p. 39, but this is rarely necessary except for the 
estimation of small quantities of salt in, wash-waters and the 
like. 

The specific gravity of salt solutions of different strength is 
given in the following Table. Salt is only soluble in water at 
I'S 1 ’ to the extent of 26'4 per cent, by weight, or 318 grm. per 
liter, and the solubility only increasesvslpwly with temperature, 
rising to 28"9 per cent, at 109'7°, the temperature of boiling salt 
solution, and falling to 24' 5 per cent, at 14°, its freezing point 
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Between 0 ° and 25 0 it remains almost constant at about 26 ■ 4 per 
cent., and 1000 parts of water dissolve 369 parts of salt. Baume 
degrees correspond very approximately to the percentage of salt. 

• 

Spkcikic Gravity or Sodium Chloridk Solutions 
AT 15°C. (59“ SAH.i. (Grrlach.) 


Sp. fir. 

. Percentage 
Salt. 

Sp. Gr. 

Percentage 

Salt. 

Sp. Or. I 

| 

Per rentage 

Salt. 

I 00725 

1 

•■07335 

10 

'• 43‘5 

19 

1-0x450 

2 

1-08097 

11 

1-15107 ; 

20 

1-02174 

3 

1 -08859 

12 

••IS 931 | 

21 

1*02899 

4 

I 09622 

•3 

1-16755 I 

22 

1-03624 

5 

1 • 10384 

•4 

1-17580 

•3 

1 04366 

6 

1-11146 

• 5 

1 ’ 18404 

34 

1-05108 

•1 ( 

1-11938 

l6 

1'19228 

•5 

i-oSfci 

8 1 

I*12730 

•7 I 

l’2O098 

26 

1-06593 

0 

V '3523 

18 

'■•0433 

26-395 


Ammonium Salts and Ammonia. —So-called “ammonia" 
or "liquid ammonia ” is a solution of NH a (or NH.OH) in water. 
Rea! liquid ammonia is NH, gas liquefied by pressure, and is now 
largely used.in ice machines, and for other purposes. Beside am¬ 
monia, the most important compounds are sulphate and chloride. 

The strength of ammonia solution is usually calculated from its* 
specific gravity, which may be taken with the pycnometer or by 
means of a suitable li^'drometcr. A scaled glass bulb, loaded 
with mercary so as just to float in a solution of the required 
density, is a convenient and delicate means of making a solution 
of constant strength. Strong solutions lose strength rapidly* 
and serious damage has been done to leather by not allowing for 
the greater strength of a fresh solution. The strongest com¬ 
mercial ammonia contains about 33 per cent, of NH a , corre¬ 
sponding to a density of 0’886, and may be conveniently 
diluted with twice its bulk of water, which will give a gravity of 
about 0-056. It should be kept in carboys«s closely stoppered 
as possible. The following *table, abridged from Lunge and 
Wiernik, gives the weigflt of NH a contained in’ too grm. and 
100 c.c. of liquid ammonia at d : fferent specific gravities taken at 
15 0 C. 
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scffic Gravity 1 

Gra»- 

Grm*. 

at »5° C. | 

per 100 grmi. | 

per 100 c.c. 

I ’OCX) 

o-oo ■ j 

0*00 

0-990 

4-31 

2*29 

0*980 ! 

4-80 

470 

0-970 

7 - 3 * 

7*09 

0-960 

991 

9 * 5 ! 

0-950 ; 

12-74 

1 12*10 

0-940 1 

*S '63 

1 1469 

0-930 

18-64 

| * 7'34 

0*920 | 

ar ‘ 75 

20-01 

0*910 

24-99 

1 22'74 

0*900 1 

28 '33 

25-50 

0*890 | 

3 i '75 

1 28*26 

0*882 

34 ' 95 , 

3°'&3 


The strength of ammonia (previously diluted with water if 
strong) is also determined easily and exactly by titration with 
standard hydrochloric or sulphuric acid, with carminic acid, 
methyl orange or litmus (not phenolphthalein) as indicator. 
Each c.c. of N/i acid corresponds to O'Oi; grm. of NH 3 . The 
ammonia of ammonium salts is similarly determined by liberating 
with caustic alkali or lime, and distilling into a known volume of 
standard acid, which is afterwards titrated back with standard 
sodium carbonate. Each c.c. of N/l acid corresponds to 0-0535 
grm. of NH 4 Cl,oro - o66of (NH 4 ). 4 S 0 4 . The apparatus described 
for ammonia determination by distillation in Kjeldahl’s method 
(p. 67), or a simple ffwsk connected with a capacious U tube may be 
employed. Excess of soda solution may be run in from a tapped 
■ separating funnel, as shown in Fig. 8, or stick soda or potash suffi¬ 
cient to render the solution strongly alkaline may be dropped in 
wrapped in filter paper, and the apparatus rapidly closed to pre¬ 
vent loss. Liquids containing ammonia with organic matters 
should bfc treated like lime liquors, afid if necessary free ammonia 
may be determined by simple distillation, and alkali than added to 
decompose tH8 salts, and the distillation continued. \Vhere lime 
or caustic alkalies are objectionable, magnesia may be used 
to liberate ammonia. Ammonia ih waters and extremely 
dilute solutions may be estimated by Nesslerising instead of 
titration. 
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Sulphurous Acid and Sulphites .—For ordinary alkalimetrical 
estimation, see p. 27. They may also be estimated by oxidation 
with iodine as follows* 

a 

About o;5 grm. of powdered sodium sulphite, or an equiva¬ 
lent portion of other salts or liquids, is introduced at once into a 
beaker containing excess (40 c.c.) of N/10 iodine solution, stirred 
till dissolved, and the solution is at once diluted with water and 
titrated back with N/10 sodium thiosulphate, as described on 
pp. 258 and 306, Under these circumstances the SO a is oxidised 
completely to sulphuric acid, while if the iodine solution is added 
gradually to the sulphurous acid or sulphite, the reaction is 
irregular and incomplete. If it is found that considerable excess 
of iodine solution has been used, it is desirable to repeat the 
experiment with such proportions of the sulphite and iodine 
solution as will leave but slight excess of the latter. One c.c. of 
N'/io iodine solution is equivalent tc)0’0032 grm, of SO a ; 0 - ot26 
grm. of cryst. sodium sulphite, Na a SO, + 7 Aq ; and o• 00475 grm. 
of sodium anhydrosulphite (Boake’s" metabisulphite ”), Na a S a 0 6 . 

Giles and Shearer f have also investigated the specific gravity 
of sulphurous acid solutions, with the result that it is practically 
directly proportional to the strength, each per cent, of SO a 
corresponding to an addition of O 005 to the gravity ; or in other 
words, that each degree Tw. corresponds to I per cent, of SO a 
with very considerable exactness. In the original article a 
table is given. The similarity of sulphurous to hydrochloric acid* 
(p. 24I in this respect is worth noting. A saturated solution at 
ordinary temperaturcs'fcontains about 10 per cent, of SO a . 

Sulphurous acid, while somewhat costfy to buy, from the 
dilute character of its aqueous solution and consequent cost of 
transport, is one of the cheapest of acids to make by combustion* 
of sujphur.J For use in small quantities, the compressed liquid 
acid in siphons is very convenient, and on a larger scale Boake’s 
'‘metabisulphite’’ (see«bove) may often be advantageously em¬ 
ployed, as it contains 67 ’3*per cent of its weight of 90 a which 
can be liberated by the addition pf t mol. of sulphuric acid (98), 
or 2 of hydrochloric (73), to 1 mol. of the salt (190), practically 1 
part of sulphuric acid sp. gr. 1 *84 (164° Tw.) or 2 parts of hydro- 
• 7 

* Cp. Giles and Shearer, J. S. C. I,, 1884, p. 197; 1885, p. 303. 

t Loc. cit. 

X Principles of Leather Manufacture, p. 24. 
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chloric acid sp.gr, I’.17 (34°Tw.) win decompose 2 parts of 
metabisulphite, leaving only sodium sulphate or chloride. A 
solution of 1 percent, of sodium metabisulphite and o - 5 percent, 
of sulphuric or 1 per cent, of hydrochloric acid answers well for 
bleaching and removing iron stains from leather, though its action 5 
is rather slow, about 12 hours' soaking being necessary. With 
the addition of io per cent, of salt, the same solution may be 
used for removing iron-stains (so-called “ s‘alt-stains ”) from un¬ 
tanned pelt, but some salt must be added to the early liquors. 
The operation is best carried out in a closed drum. 

Boric ( Boracic ) Acid and Borates .—These substances are 
coming into extended use in leather manufacture, not only as 
antiseptics but as deliming agents. Boric acid forms compounds 
with lime, soluble in dilute solutions, and is one of the safest 
chemical “ bates.” * It also exercises a peculiar and little under¬ 
stood effect on skins in tanning liquors, giving good colour and 
preventing “ drawn grain ” in the early stages of tanning, even 
when green goods are introduced into comparatively strong 
liquors ; but if continued throughout the process producing soft 
and light-weighing leather. This property is probably con¬ 
nected with the power of boric acid to form conjugated acids 
with tannins and their derivatives, as well as with other phenolic 
compounds. 

Boron, B = 11, is tribasic, forming the oxide B a O a and the 
very weak acid B(()H), = 62, known as boric or boracic acid. 
This acid, which appears to be dibasic, but forms no stable salts, 
is converted into metaboric acid H BO a by heating to ioo° C., at 
which temperature 4 is slowly volatile. On heating ,to 140“ C., it 
very slowly parts with more water and becomes pyroboric acid,' 
HjBj'O, a glassy mass which on ignition to redness is converted 
into BjOj. Both metaboric and pyroboric acid form salts, the 
former being monobasic and the latter dibasic, but both acids 
are weaker than carbonic. Borax is a pyroborate, and a calcium 
metaborrte is known, Ca(BO a ) a , which is somewhat soluble in 
water, like all other known metallic borates. 

Detection .—Free boric acid in either aqueous or alcoholic 
solution turns turmeric paper a reddish brown somewhat different 

In the use of boric acid as a deliming a{$jnty it is necessary to avoid th 
accumulation of lime Iwrates, with which the solution soon becomes saturated, 
and is then, in spite of excess of boric acid, unable to remove lime, but fixes it in 
the pelt. 
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to that produced by alkalies, and unlike the latter, blackened by 
acids instead of being discharged. Free boric acid is soluble in 
alcohol, and can consequently be separated from sulphates and 
many other matters by digestion with alcohol, to which the 
turmeric test is applied. Boric acid, though capable of with¬ 
standing the heat of the blowpipe in the dry state, is decidedly 
volatile when solutions in water are evaporated, and still more so 
with methyl and ethyl alcohols, with which it forms volatile 
methyl and ethyl borates or esters. Solutions containing it 
must therefore be neutralised or rendered slightly alkaline before 
evaporation to avoid loss. In presence of soda or sodium car¬ 
bonate it may be safely evaporated and even ignited. Small 
traces of the acid can be detected by taking the ignited residue 
and slightly acidifying with sulphuric acid in a test-tube. A little 
alcohol is now added, and the mixture is boiled anil the escaping 
vapours are ignited. In presence of boric acid the edges of the 
flame are coloured green. Somewhat similar coloration may be 
produced by the presence of copper salts, or by ethylic or 
methylic chlorides produced by the action of concentrated 
hydrochloric acid on alcohols ; but in the latter case the flame is 
a bluer green than that of boric ester. If the traces of boric acid 
are too minute to be detected even in this way, they may Still be 
separated by distillation as described below, and then tested for 
with turmeric or the alcohol flame. 

Quantitative Determination. — It has been noted that boric 
acid, like carbonic acid, does not redden methyl orange, and the 
whole of the base in alkaline borates, such as borax, may be 
estimated with standard sulphuric or hydrochloric acid by the 
tiicj of this indicator, or of laemoid paper, precisely as in the 
case of carbonates (p. 28). Borax (crystallised sodium pyro- 
borate Najl^O, + JOAq = 382) often called ‘‘ biborate," has been 
proposed as a basis foralkalimetricai solutions in place of sodium 
carbonate, but is only soluble in cold water to the extent of 
about 60 grm. pir liter. ic*ri grm. per liter forms a ^solution 
N/10 to ayds with methyl orange as indicator. It has been 
stated by L)f. L. Spiegel* that it is occasionally, though rarely, 
contaminated with triborate, bitf this is somewhat doubtful. * 

Boric acid gives no tjpfiiied end-reaction with phenolphthalein, 

, but on adding neutral glycerin, a conjugated acid is, formed 
* Chem. 7 .c it., 1904, p. 750. 
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to which the indicator is very sensitive, and advantage .is taken 
of this fact in estimation. One curious result is due to this 
property. If glycerin is added to a solution of borax, which is 
distinctly alkaline to litmus, the reaction becomes acid. iThe 
formation of a similar compound with phenol is probably the 
cause of the very satisfactory deliming action of a solution con¬ 
taining 2 per cent, of boric acid and 1 per cent, of phenol, noted 
by Parker and Procter.* A saturated aqueous solution of boric 
acid and phenol is a useful antiseptic, which may be used for 
washing hands or applied to cuts and abrasions where septic 
poisoning may be feared. 

For the determination, 50 c.c. of the boric solution, which 
may contain 30-40 grm. borax or 10-15 grm. boric acid, per liter, 
is carefully neutralised in presence of methyl orange, with sul¬ 
phuric or hydrochloric acid if alkaline, or with caustic soda free 
from CO.; if acid, and is then boiled to expel carbonic acid if its 
presence is suspected. 30 c.c. of glycerin (previously neutra¬ 
lised, if necessary, with caustic soda) is now' added, and the 
solution is titrated in presence of phenolphthalein with N / 2 or 
N /10 NaOH (perfectly free from CO.,), till a pink tint is pro¬ 
duced. 10 c.c. more glycerin is now added, when in some cases 
the pink colour will disappear, and more soda must be added to 
bring it back, and the addition of soda and glycerin alternately 
must be continued till the pink remains permanent. Under 
these ci nditions the end-reaction is quite sharp, and the alkali 
consumed corresponds to the equation B 2 0 3 - 2NaOH ; or each 
cc. of N/l alkali corresponds to 0‘035 grm. B, 0 3 , or o - o62 grm. 
B(OH) a , or O' 0954,grm, of borax. If borax is titrated in this 
way without previous neutralisation to methyl orange, only half 
this‘quantity of acid will be consumed, or 1 c.c. will correspond 
to O' 191 grm., as in the case of alkalimetrical determination.f 

In the titration of boric acid solutions which have been used 
in deliming hides, only approximate .results can be obtained 
from the presence of lime-salts c/ weak organic acids which 
render the end-point with .methyl orange indistinct. ( These may 
betiestroyed by evaporation to dryness and ignition. 

In many cases'it is desirable ^o separate boric acid from other 

Journ. Soc.Chcm. Iml., 1S95, p. 124. Ttiis iSook, p. 239. 

t Cp. Hbnig and SpU2, Zeib. f. ang. Chon., 1S96, p. 549 i Journ. Sot. Chem. 
Iml., 1896, p. 742; Thomson, ibid., 1S95, p. 1070. 
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[hatters before determining it by titration or otherwise, and this 
is most conveniently achieved by taking advantage of its volatility 
when boiled with alcohols. The substance is freed from organic 
matter by rendering alkaline with sodium hydrate or carbonate, 
evaporating to dryness, and igniting. It is then powdered, and 
rendered slightly acid with sulphuric acid, and digested with 
too c.c. of absolute alcohol in a flask with reflux condenser, 
The solution is then distilled into a flask containing 20 c.c. of 
N/l sodic hydrate free from C() a . The last drops of the dis¬ 
tillate are tested with turmeric paper for boric acid (alcohol alone 
gives a darkened yellow edge to the spot, but no red coloration), 
and if any trace is observed, 25 c.c. more alcohol are added to the 
resioue, and the distillation continued till all boric acid has 
passed over. The boric acid flask should be immersed in the 
water or steam bath up to its neck, so as to prevent conden¬ 
sation before the boric acid vapour reaches the condenser. The 
quantities given should suffice if the residue treated does not 
contain more than O’5 grm. of boric acid. Where the quantity 
of foreign matter is considerable, it is better to filter off and 
distil the alcoholic extract only, after washing the residue with 
hot alcohol. The alcohol is now distilled off the receiving flask, 
leaving the boric acid in combination with the soda, which can 
be estimated by titration as above described. A less quantity of 
alcohol may be used, if it is distilled backwards and forwards 
between the two flasks by changing their positions and heating 
them alternately, but in this case it is desirable to use an equivalent 
quantity of a concentrated solution of soda, instead of the normal 
solution, to avoid dilution of the alcohol. By heating both the 
flasks, and connecting them with two condensers sloping in 
opposite directions, and somewhat contracted at their lower ends 
so that a drop of condensed liquid hangs in the end of the tube 
and checks entrance of the vapour in the wrong direction, both 
distillations can be conducted simultaneously ; and in this case 
the substitution of 25-50 c\. of methyl-alcohol for th» ethyl- 
alcohol is advantageous. The connection with the return-flow 
condenser sixjuld not be quite air-tight, so as to avoid risk* of 
explosion. One hour and a half is said to be enough for the' 
distillation of O'3 grm. of Jjoric acid.* 

1 Cp. Jay and Dupasquier, Comp. Ren'' , exxi. p. 260; journ. Soc. Cliem. Ind, 
1895, p. 889 ; 1896, p. 136 : and ] )i Schneider, Ch. Zeit., 1896, p. 822. 
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Carbolic Acids and Creolins .—Pure phenol, “ pure crystallised 
carbolic acid," is hydroxy-benzene C e H 5 (OH), but the crude 
forms which are generally employed contain cresols' and other 
higher members of the series in which one or more atoms 1 of 
hydrogen are substituted by CH 3 groups. These are oily bodies 
sparingly soluble in water, and even pure phenol is only soluble 
to the extent of about ^ per cent. Crude carbolic acid should 
not be employed in the tannery, since the insoluble oily particles 
stain the hide and render it insusceptible of tanning. Suitable 
carbolic acid should be of a pale yellow colour when fresh (though 
it will darken on exposure to air and light), and it should be 
wholly soluble in a sufficient quantity of water. Its specific 
gravity should be I -050 to 1 -065. 

/I he actual analysis of crude carbolic acids is beyond the 
scope of this book, but the following tests, described by Allen,* 
will give an approximate idea of their value. They consist 
mainly of phenol and its higher homologues, but frequently 
contain water and neutral tar-oils of little direct value as 
antiseptics. 

Determination of Water.— 20 c.c. of the carbolic acid are 
agitated in a stoppered graduated cylinder or corked tap-burette 
with 10 c.c, of saturated salt solution. The water will pass into 
the salt solution and the volume may be read off. The whole 
of the water is not actually removed : pure anhydrous phenol 
actually absorbs a small portion of the water, precipitating salt. 
The volume of 10 grm. of pure crystallised phenol, after shaking 
with salt solution, is about 97 c.c., from which the actual weight 
of the anhydrous phenols may be inferred, though .their specific 
gravity will be somewhat greater than that of pure phenol. 

Determination of Neutral Oils .—10 or 20 c.c. of the carbolic 
acid arc agitated with twice its volume of a 9 per cent, solution 
of caustic soda free from alumina. The phenol and cresols will 
dissolve, and the neutral oils will remain, floating on the aqueous 
layer if i‘ light,” and sinking below it if “ heavy/’ Their volume 
may now be noted. The addition of 10 c.c. of petroleum spirit 
facilitates their separation, and causes them to‘float. The 
•volume of spirit added must of, course be deducted from the 
reading. 

Creolin (Jeyes’ Fluid) and similar disinfectants, which are 

Com. Org. Analysis, ii., p. 545. 
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emulsions of the heavier homologues of phenol with soap or an 
alkali, may be similarly examined by adding sufficient normal 
acid to redden methyl orange to 20 c.c. in a burette, and then 
saturating with salt, when the phenols and crcsols will separate 
in oily drops.* The acid is run off by the tap, and the cresols 
washed with saturated salt-solution, which is added to the acid > 
and titrated back with normal soda, when the loss will correspond 
to the alkali originally present. The neutral oils may be deter¬ 
mined as in carbolic acid, but often separate with great difficulty. 

Formaldehyde (H.CHO = 30).— I'he simplest member of the 
aldehyde series, obtained commercially by the oxidation of 
methyl-alcohol, CH 3 OH, and now used largely both as a disin¬ 
fectant, and as a tanning and hardening agent for skin and other 
gelatinous substances, which it renders insoluble even in hot 
water. It is usually sold as an aqueous solution of approxi¬ 
mately 40 per cent, strength under the names of “ formaline,” 

“ formol,” etc., the pure substance being gaseous at ordinary 
temperatures, but readily polymerising or combining with itself to 
forma white crystalline body, tri-formol or paraform, C 3 1 l e 0 3 , 
which sublimes at I 00” C., and is decomposed again into formalde¬ 
hyde at somewhat higher temperatures. This body is frequently 
formed as a white sediment in formaldehyde solutions. The 
specific gravity of formaline varies from fo8 to 1 '09, not only 
from the percentage of formaldehyde, but from that of methyl- 
alcohol, which is frequently present to the extent of 15-20 per 
cent., either as an impurity of manufacture or to prevent pre¬ 
cipitation of tri-formol. , 

Hoth as a. bactericide, and in its hardening^setion on gelatine 
and animal tissues, formaldehyde is extremely powerful. It is 
stated that 1 part of formaldehyde or 2$ parts of formaline in 
12,000 parts of water is sufficient to sterilise, while in Payne and 
Pullman’s tanning process* a solution of 2j parts of formaline 
in 1000 of water rendered alkaline with sodium carbonate will 
convert hides into leather iij a few hours. In acid solution it 
has the power of fixing hide in a swollen condition and allowing of 
very rapid 'tannage with vegetable materials. This hardening 
and tanning action seems to be common to all aldehydes in a 
greater or less degree. 

Detection .—Aldehydes in general are usually easily detected 


Principles of Le. ther Manufacture, p. 380. 
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by their power, even when present only in traces,, of reddening a* 
solution of rosaniline previously acidified, and nearly decolorised 
by addition of sodium sulphite (Schiff’s reaction). This property 
is common to all aldehydes, including acetaldehyde, chloral (but 
not chloral-hydrate), benzaldehyde, furfural, acrolefti, etc., and is. 
slightly produced by some alcohols and by acetone, but not by* 
most other ketones. It is, therefore, not absolute proof of the 
presence of formaldehyde, and it also seems incapable of detecting 
it in actual combination with gelatinous matter, though most 
leathers which have been treated with formaldehyde retain enough 
in a free state to give the reaction readily. It must be remem¬ 
bered that oil- and chamoised leathers may react from the pre¬ 
sence of acrolein (acrylic aldehyde), which is probably the active 
agent in oil-dressing. 

Nierenstein has also shown* that most tanning infusions give 
a red coloration with it on standing, from the reduction to alde¬ 
hydes of the tannin-acids by the sulphurous acid present. Jhe 
colour of the reagent also reappears by oxidation and loss of 
SO, on exposure to the air. 

The reagent is in the author’s experience most conveniently 
prepared by passing SO, very slowly into a o - 025 per cent, 
solution of magenta till it is just decolorised, and may be kept 
for a considerable time. 

At the author's request, Dr. Nierenstein has examined the 
most important qualitative methods for the detection of aldehydes, 
and gives the preference f to Lcbbin’s, | but with the modification 
of employing phlorogluco) instead of resorcinol. This test is 
carried out by adding to a few c.c. of the liquid to be examined 
2-3 c.c. of a 4 per cent, solution of phloroglucol, or a* small trace, 
of the dry substance on the point of a penknife, rendering alkaline 
with 5 or io drops of caustic soda or potash solution, and boiling 
(rapidly in order to prevent darkening by oxidation). Formal¬ 
dehyde gives a brownish-red, and acrylaldehyde a blue-green 
coloratiqn, so that they are readily distinguished. The reaction 
is considerably less sensitive than that of Trillat, § but is much 
less-tedious in execution. Triilat’s reaction is obtained' by adding 
0'5 e.c of the pur&t dimethylaniline (boiling between 190° and 

Collegium. 1905, p. ico. 

+ Ibid. 1905, p. 158. 

♦ Lebbin, Chem. Centralblati, 1896, ii. 930. 

§ Comp. Rend., 1898, 127, 132. 
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*191*) to 10 c,c*of the suspected liquid, acidifying with sulphuric 
acid and shaking thoroughly. The liquid is now rendered alka¬ 
line with sodium hydrate, boiled till free from smell of dimethyl- 
aniline, and the precipitated tetramethyldiamidodiphenylmethane 
•is collected on a filter, washed, and treated in a small porcelain 
basin,.first with acetic acid and then with a little finely powdered 
lead peroxide, when a blue colour is produced. 

Quantitative Estimation of Formaldehyde .—For general use 
where accurate results are required, and in absence of bodies 
which reduce iodine, such as thiosulphates, sulphides and sul¬ 
phites, tannins and the like, Romijn's method * is one of the most 
satisfactory and rapid, especially for dilute solutions. It depends 
on the oxidation of the formaldehyde to formic acid, accord¬ 
ing to the equation: H.CHO + iNaOH + 2l = HCOOH + 
2NaI + Oil,; and hence each molecule of formaldehyde re¬ 
quires 2 molecules of iodine for oxidation, and each c.c. of N/J 
iodine, oY indirectly of thiosulphate, is equal to O’003 grm. 
(1 molecule) of H.CHO. The formaldehyde solution must not 
exceed about 2 per cent, in strength, and therefore 5 c,c. of 40 
per cent, “formaline” must be diluted to tooc.c. with distilled 
water, and well mixed by shaking. 

N/5 iodine solution is made by dissolving 12'685 grm. of 
pure iodine (if necessary obtained from the commercial by 
sublimation with a little potassium iodide) with 18 grm. of pure 
potassium iodide in about 250 c.c. water and making up tO ( 
500 c.c. The iodide must be free from iodate, which may be 
tested for by dissolving a little in water and acidifying with 
hydrochloric acid, when the solution will becoffie yellow and give 
the usual blue reaction with starch if iodate be present, A 
N/10 solution of sodium thiosulphate is also made by dissolving 
24-83 grm. of the pure salt, and making up to 1 liter, which 
must exactly correspond to the N/10 iodine solution. The 
accuracy of the thiosulphate solution, and indirectly that of the 
iodine, may be tested against a standard solution of pdtassium 
bichromate (see p. 259). The thipsulphate is best kept in the 
dark, and is liable to deposit sulphur and dinynish in strength if 
kept more than a few weeks. .Instead of thiosulphate, a N/10* 
solution of sodium arsenttai may be used, which is- not liable to 
change, but is very poisonous, 

* Zeit. Anal. <*h., 1897. So. 36, pp. 18, 21. 
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To make the estimation, 5 c.c. of the diluted’ formaldehyde' 
solution and 30 c.c. of N/i NaOH solution are measured into a 
bottle of about 500 c.c. capacity, and with a well-fitting stopper, 
and 70 c.c. N/5 iodine solution is added from a burette with 
constant shaking. The bottle is closed and again well shaken ■ 
and allowed to stand for 10 minutes, when it is acidified with 
40 c.c. of N/i HCl, and titrated back with N/10 thiosulphate 
solution, a little starch-paste being added as the yellow ceases to 
be distinct, and the end-point being that at which the blue of the 
starch first completely disappears. 

70 c.c. of the N/s iodine solution corresponding to 140 c.c. 
N/10 thiosulphate have been used and supposing 73 * 3 c.c. of the 
latter are required for titration back, iodine equal to 66 "J c.c. of 
the N/10 thiosulphate or 33-4 c.c. of N/5 iodine have been con¬ 
sumed, equal to 33-4 x 0*003 = om grm. of formaldehyde, or 
if 5 c.c. of a solution of formaldehyde diluted 5 : 100 have been 
employed 

53-4 x 0*003 x 100 x 100 
J n J = 40 04 per cent. 

5x5 

It is necessary to employ considerable excess of iodine to 
insure complete oxidation of the formaldehyde. It is safest to 
compare the iodine solution direct with that of thiosulphate or 
arsenite at the time of making the estimation, and take any little 
inaccuracy into calculation, and the addition of the NaOH and 
HC 1 should not affect this result If many estimations have to be 
made, a N/5 solu^on of thiosulphate may be conveniently sub¬ 
stituted for the N/10, which, however, is more generally useful. 
Starch paste is best made as required, and only a minute quantity 
is added to the solution towards the end of the reaction. 

In cases where the use of iodine is impracticable from the 
presence of other reducing substances, the method of Blank and 
Finkenheiner* dependent on the oxidation of formaldehyde to 
formic acid in alkaline solution by hydrogen peroxide may some¬ 
times be employed, and is of equal accuracy to the preceding ; 

1 but the presence of other substances giving acid products under 
oxidation must be guarded against, and it is less adapted than 
Romijn's for the determination of very minute quantities. 3 grm. 

* Berichte 1898, 2979, 
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*of the (approximately 40 per cent.) solution * are weighed into a* 
tall conical (Erlenmeyer) flask with 25 cc. of double-normal 
NaOH solution, and 50 c.c. of 2’5-3'0 per cent, hydrogen 
peroxide previously neutralised with NaOH are slowly added 
•during about three minutes; and the mixture is allowed to stand 
at least half an hour, and is then titrated back with double-normal 
H,S 0 4 or HC 1 in presence of phenolphthalein. If 30C.C. of the 
2N sulphuric acid are required to neutralise the soda, 20 c.c. of 
the latter have been consumed by the formic acid formed and, 
multiplied by 2, give 40 per cent, as the strength of the formalde¬ 
hyde solution, the calculation being 

(5° - 30) x 2 x 0 03 x 100 

.. 3 ' " ' 

Of course, if a larger or smaller volume or weight than 3 grm. or 
c.c. have been employed, it must be substituted for 3 in the 
divisor. • It must be borne in mind that in all cases of analysis, 
if a liquid has been measured instead,of weighed, the result will 
be obtained in grm. per too c.c. and must be multiplied by the 
specific gravity to get percentage by weight. 

Another method, probably less accurate than the preceding, 
but very convenient as a test for commercial formaline, was first 
published by Lemme,t but had been long previously used by 
E. M. Payne as a general method for the estimation of aldehydes. 
It depends on the power of aldehydes to combine with bisul¬ 
phites, which in the case of formaldehyde, acetaldehyde, and 
many others, is sufficiently strong to decompose neutral sodium 
sulphite, setting free sodium hydrate, accordiilfc to the equation, 
•H.CHO + Na,S 0 j + 0 H a = CH.OHNaSO, + NaOH.. To 
60 c.c. of a solution of pure Na 2 S 0 ,. 7 Aq of 250 grm. per liter, 
a few drops of phenolphthalein solution are added and the red 
colour produced is just barely discharged by the careful addition 
of H,S 0 4 or MCI; 3c.c,pr3 grm. of the formaline are now added, 
when the red colour will return, and must be again discharged 
with N/i apid. As each c.c. of the -latter corresponds to 0 03 

• Fresenim and Gruiibut, Zeits. f. Anal. Ch., 44, >905, 13-34, recommend 
weighing in a tube which is introduced upright into the Erlenmeyer flask which 
already contains 25-30 c.c. of dottle-normal NaOH, and there ppset and mixed, 
immediately adding the 11 , 0 , as above dcscrii>ed. They recommend litmus or 
* aaolitmin as indicator. 

t Ch. Zeit., 1903, 896. 
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'grm. of H.CHO, the percentage either on volume or weight will' 
correspond directly to the number of c.c. used 

Where formaldehyde cannot be estimated or detected in the 
original mixture in which it exists it may be separated by dis¬ 
tillation, preferably with a little dilute sulphuric acid to decom-- 
pose proteid compounds. The cooling mutt be good and the 
distillation carried nearly to dryness, if the results are to be at 
all quantitative, though a good deal of the formaldehyde comes 
over in the early stages. Formaldehyde leathers should be 
digested for 1-3 hours with 1 c.c. of N/10 sulphuric acid, and 
20 c.c. of water on the water-bath, either in a closed flask, or 
connected with the condenser. A good criticism on the various 
methods of estimating formaldehyde by Wallnitz is contained in 
Collegium, 1903, pp. 105,115. 

" Coal-Tar" Bates .—Several derivatives of coal-tar products 
have been used for deliming purposes, for which, but for cost, 
they are well adapted. Carbolic acid (phenol) has considerable 
effect in removing lime, and has been used for that purpose 
(p. 239) by Parker and Procter, especially in connection with the 
colour-testing of liquors. Sulphonated derivatives of naphtha¬ 
lene, phenanthrene, and other hydrocarbons, probably obtained 
by treating the heavy, or “ dead,” oils of coal-tar with concen¬ 
trated sulphuric acid, have been put on the market by the Martin 
Dennis Co., and by Hauff, of Feuerbach. The latter firm also 
introduced “ cresotinic acid," a mixture of impure homologucs of 
salicylic acid ; and also some allied derivatives of the naphthalene 
series. Most of these compounds possess very pronounced anti¬ 
septic powers, ancf^hence may be usefully employed /or deliming 
sole leather hides in hot weather, when otherwise putrefactive 
changes are liable to interfere with swelling in the liquors. 

Owing to the varied character of these materials it is obvious 
that no general directions can be given for their chemical ex¬ 
amination. 
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SECTION VII. 

CONTROL METHODS FOR LIMING , BATING , ETC. 

It is. becoming recognised that no processes of the tanner are 
more important and more in need of exact scientific control 
than those which precede the tanning proper, for which they 
prepare the skin by removal of hair and certain portions of the 
cementing substance of the fibres, and by bringing the latter 
into suitable conditions of swelling and hydration for the par¬ 
ticular sorts of leather which are required. Unfortunately the 
scientific methods of control with which we arc acquainted still 
leave much to be desired, but an effort will be made in the 
following section to point opt what can already be accomplished. 

Soaks and Soaking .—Estimation of dissolved organic matter, 
and ammonia may be made as in limes, but if total ammonia 
is to be estimated, it must be set free from its salts by addi¬ 
tion of calcined magnesia. Peptones may be estimated by 
precipitation (see pp. 89, 90). Mineral salts will be found which 
have been used in curing. Sodium (and possibly calcium and 
magnesium) chlorides and sulphates, sodium hydrate, sulphide, 
and carbonate, boric acid or borates, and arsenic are all probable. 
Arsenic may be looked,for by the ordinary Marsh test. Many 
of the salts named have a solvent action (jfi hide-substance, 
especially in*medium dilutions, and their concentrated solutions 
interfere with proper swelling. 

Limes and Liming .—The examination of lime itself has been 
described on p. 54. The total caustic lime present in a lime- 
liquor or sludge is easily estimated by titration with standard 
hydrochloric acid with pfienolphthalein as indicator, the aqimonia 
being generally negligible in comparison with the lime, or expelled 
by a short tailing. Very exact results are not to be expected 
in the case of old lime-liquors, which contain tfeak organic acids 
and bases which render the change of colour of the indicator less 
sharp. Where much cartxmate is present, as in the case of 
''lime sludge, the material must be freely diluted with water, and 
the titration done with sufficient stirring and somewhat slowly. 
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Where soda or sodium sulphide is used in the limes, caustic 
soda may be present in the lime-liquors, and will be'estimated 
as lime. Before it could be accurately separated from lime,'it 
would probably be necessary to destroy organic matter by, 
evaporation to dryness and ignition, but a filtered lime-liquor 
may generally be assumed to be a saturated solution of caustic 
lime, the strength of which is given on p. 54, and therefore 
anything over about 1 ■ 3 grm. per liter may be reckoned as 
caustic soda, ammonia, or some other alkali more soluble than 
lime. Accumulations of caustic soda are liable to occur in limes 
which arc used for reliming skins or hides which have been 
depilated with sodium sulphide, and if not watched, may lead to 
disastrous results. Such cases are usually best dealt with by 
making new limes at frequent intervals, but the addition of calcium 
chloride will remove caustic soda by converting it into chloride, 
and regenerating caustic lime, as in the Payne-Pullman liming 
process. For this reason it is sometimes useful to add calcium 
chloride to limes in which sodium sulphide is used if it is desired 
to avoid swelling, and by doing so, the effects of arsenic-limes 
may be closely imitated by the much cheaper and safer sodium 
sulphide. 

Considerable quantities of lime are contained in lime-liquors 
in clear solution neutral to phenolphthalcin in combination with 
organic matter. The total lime present is easily estimated by 
evaporating a measured quantity of the filtered liquor to dry¬ 
ness, weighing the total solids, igniting, and weighing the ash as 
calcium carbonatfl*(see p, 45), after moistening with ammonium 
carbonate, and again gently igniting. If other mineral matters 
are present the residue of carbonates from the ignition of organic 
matter may be dissolved in hydrochloric acid, and the lime pre¬ 
cipitated as oxalate will give the total lime present, both caustic 
and as salts of organic acids ; and by deducting the former, the 
weight «of the latter may be obtained. If soda is present from 
the use of sulphide of sodium or soda ash in the lilies, it may 
be first separated by washing the ignited and carbonated residue 
' on a filter and titrating the solution with N/10 HC 1 and methyl 
orange, The insoluble calcium carbonate on the filter is then 
determined by dissolving in a known quantity of standard acid, 
and titrating back with methyl orange and HC 1 . From it must 
be deducted the amount found as caustic lime. Strictly, the 
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lime and alkalies should be calculated as oxides, and the corre¬ 
sponding amount of CO, added to the organic matter. 

As it* is not easy to keep a milk of lime so thoroughly mixed 
that equal quantities of the suspended lime can be pipetted off, 
it will generally be best to dilute with such a quantity of distilled 
water (free from C 0 S ) as will keep all the actual caustic lime 
in solution, as in the estimation of “available lime." Methyl 
orange is generally useless as an indicator in the case of lime- 
liquors, as it gives no sharp end-reaction from the presence of 
weak organic acids and bases. 

Ammonia has an important influence on liming,swelling less 
but dissolving more hide-substance than lime alone. Stiasny* 
has shown, however, that on mixture with lime, this effect is pre¬ 
vented, or greatly diminished, probably by the formation of 
complex lime-ammonia salts. It is usually present in greater or 
less quantity, being evolved from the hide-substance itself by the 
action-of lime. It is best determined either by Procter and 
McCandlish's method (p, 60) or, preferably, by distillation (p. 63). 
In the latter case it must be borne in mind that old lime liquors 
are apt to froth excessively in boiling. Care is necessary in 
drawing samples, to take them from the freshly plunged lime, and 
to avoid loss oi ammonia. Samples should be analysed without 
delay,as ammonia maybe evolved from the organic matter present. 

Amines (substituted ammonias) are contained in most lime 
liquors, and are less alkaline but otherwise similar in their effectj 
to ammonia itself. By the distillation-method they will be 
mostly determined with the ammonia, but as they are less vola¬ 
tile, will probably be little estimated by (ichloessing’s process. 
Ainido-acids are also present, but no convenient method is 
known for their determination.f 

Alkaline Sulphides or sulphydratcs derived from the addition r 
of sodium or arsenic sulphide to the limes may be estimated by 
the zinc method given on p. 55. Not much is known either of 
their chemical action on J|ie hair, or of what becomes of them 
in the process, but they usually disappear somewhat rapidly. 
Further investigation is very desirable. Arsenic may be detected 
by the Marsh test; for estimation see p.'jS, lemembering the 
presence of traces of organic phosphorus. 

* Gerber, 1906, ixxii., pp. 200 a so /.; abstract Colleg. 1907, p. 126. This paper 
contains mach valuable information on he theory of the liming process, 
t See, however, p. 90. 
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Dissolved organic matter of various sorts is always present. 
The substances of the hide are first peptonised and rendered 
soluble by the action of the lime, ammonia, and putrid ferments, 
and are gradually broken down to simple forms, such as amido- 
acids and amines. The total nitrogen of the liquor is easily 
estimated by the Kjeldahl method (p. 64), and from this the 
amount of dissolved hide-substance can be inferred ; though it 
must not be forgotten that the epidermis matter, which it is the 
function of the lime to dissolve, as well as that portion of the 
cementing matter which it is desired to remove, are nitrogenous 
substances similar to the actual hide-fibre, and will, of course, 
be also estimated by Kjeldahling. A suitable quantity of the 
liquor to be examined, proportioned to its content of organic 
matter, should be pipetted into the Kjeldahling flask and acidified 
with sulphuric acid, and evaporated .nearly to dryness, before 
adding the concentrated acid for the actual digestion. Ammonia, 
if present, will of course be estimated with other nitrogenous 
matters. The amount of nitrogen found in analysis of really old 
limes, will not fully represent the total of nitrogenous matter 
dissolved, as considerable portions may escape in the form of 
ammonia from open lime-pits. All results are best stated as 
grms. per liter. 

The Proximate Analysis of the various nitrogenous matters 
found in old limes is exceedingly complicated, and only possible 
,to a certain extent, but for the tanner is only of minor importance, 
as he does not attempt to utilise or separate the dissolved matter, 
and even if, with our present knowledge, a proximate analysis 
could be made, it wwidd not enable us to distinguish wfyat portion 
of the products was derived from epidermis matters, and what 
from the fibre of the hide itself. 

Eitner* has determined the organic substances in limes in the 
following manner. A measured quantity of the filtered lime liquor 
was first treated with carbon dioxide to t precipitate the lime 
'as carbonate, the liquor was warmed Jo drive off excess, and the 
precipitate collected on a tared filter, washed first wijh a little 
water; and then with slight excess of dilute hydrochloric acid to 
remove lime, again with water, and finally dried at 100° C, and 
weighed as “dissolved hide-substance ,in combination with 
lime.” 


Gerber, 1895, pp. 157-9, 169 72. 
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The filtrate Was then slightly acidified with hydrochloric acid 
and the further precipitate collected, washed and weighed as, 
before, an <3 reckoned as “ organic substance uncombined with 
lime." This distinction strikes the writer as very doubtful, as 
h is by no means probable that all organic compounds of lime 
would be decomposed by carbonic acid. 

, The peptones were determined in the filtrate, either by an 
unpublished method of Eitner’s, in which sodium hypochlorite is 
used as a precipitant,and which is founded on that of Jolles* or 
by that of Hallopeau.f In the latter, the neutral or slightly acid 
solution is mixed with its own volume of a mercuric nitrate 
solution, and allowed to stand 18-24 hours. The precipitate is 
then collected on a tared filter, and washed with cold water till 
the wash-water is free from mercury, dried at io6"-io8 ° C., and 
two-thirds of its weight reckoned as “ peptones." The mercuric 
solution is prepared by heating 150 grm. of commercial pure 
mercuric 'nitrate with 1 liter of water for twenty minutes. After 
filtration the solution is heated nearly to boiling, and a solution 
of sodium carbonate is added drop by drop, with constant 
stirring, till a slight permanent precipitate is produced, when it 
is again filtered for use. 

The total organic matter as determined by these methods 
comes out decidedly lower than the loss on ignition, and 
certainly does not include all the organic products present, and 
especially the amines and amido-acids. 

The earlier products of the action of lime and ferments on 
gelatinous matter (peptones), though soluble in cold water, are 
still capable.of being precipitated by tannin, Und it may some¬ 
times be of interest to determine what proportion of tjiese 
matters, which are still capable of forming leather, or at least of 
acting as “ fillings, 1 ' have been washed out by any given mode of 
treatment, such as drumming or stocking. For this purpose the 
solution containing them may be rendered faintly acid with 
acetic acid, and precipitated with excess of tannin, ifnd the 
precipitate -filtered off and KjeldaWe’d. To facilitate filtration 
any non-nitro^enous substance, such as asbestqs, kaolin, or paper- 
pulp mav be added, or the filter paper itself may be placed in 
• « 

* Zcit. Anal. Ch., 1890, xxix., p. 406. 

t Compt. kend., 1892, cxv. p. 356. Cp. also Ch. Zeit., 1892, No. 73, p. 263; 
ibid. No. 16, p. 263; ibid. 1893, No. 4, p. 42. 
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the digesting flask. If the quantity of organic inatter added is 
considerable, it will increase the time required for digestion to 
a colourless solution, and a blank test with a similar quantity 
of the organic matter should be made to ascertain the absence 
of nitrogen, or to allow for it if present. 

Probably a better method for the proximate analysis of 
gelatin and its decomposition products (peptones, amido-acids 
and amines) than any of the above, is that used by Wood and 
Trotman* in their examination of “ Collin ” (p. 233). The un¬ 
changed gelatin was precipitated by saturating its solution with 
zinc sulphate, and filtered off, and after washing with zinc sulphate 
solution, the wet precipitate was Kjeldahlcd, and the gelatin 
calculated. On the average of many analyses gelatin contains 
18 percent, of N. The clear filtrate containing zinc sulphate 
was treated with excess of bromine to precipitate peptones, and 
the bromine precipitate was similarly Kjeldahlcd, the nitrogen 
representing peptones, which have a lower percentage df nitrogen 
than gelatin or hide fibre. Finally, the nitrogen present in the 
filtrate represents the soluble lower compounds of nitrogen, such 
as amido-acids and amines. These methods may also be applied 
to the examination of glues and glue sizes.t 

Bacteria and the enzymes or soluble ferments which they 
produce in their action on the skin play a large, if not the most 
important part in the unhairing process, and a hide may be 
fully limed, say by the Payne and Pullman process } without 
the hair being' loosened, so long as bacterial action is excluded. 
Unfortunately few chemists engaged in tanneries have either 
the training, tinfc, or appliances to undertake bacteriological 
work, and leather manufacturers have not yet realised its 
cardinal importance, so that our knowledge is very limited. 
It is, however, well recognised by the practical tanner, that though 
bacterial action may be essential to satisfactory liming, the 
tstssm. rs one .of the most fertile causes 

of daiflage at this stage. The simplest forms of bacteriological 
investigation are described a}, some length in SectiorfXXVI., and 
though a little personal instruction is of great help, leather 
chemists should not be discouraged in attempting at least the 
most elementary operations, such ay plate culture, which would 

Journ. Soc. Ch. Ind. 1904, p. 1071. 
t Trotman and Hackfonl, Journ. Soc. Ch. Ind. 1904, p. 1072. 

I Principles* of Leather Manufacture, p. i^/. 
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form the first step to a more complete investigation. With 
regard to* limes, plate-culture in Petri dishes (p. 445) with a 
slightly alkaline peptone-gelatine (p. 443) seems the appropriate 
.method, and'if the gelatine were made distinctly alkaline with 
lime-water, it would restrict the growths to those capable of 
development under conditions similar to those of the limes, and 
so lessen the danger of contamination with the many germs of 
other sorts always floating about in tannery air. Roll-cultures 
(p. 445) in bottles in an atmosphere of nitrogen (i. e. air from 
which oxygen and carbonic acid had been absorbed by an 
alkaline solution of pyrogallo!) would afford a means of study¬ 
ing the anaerobic organisms which must be active in deep limes; 
and the mere counting of the colonies capable of liquefying 
gelatine would be of value, since it is not likely that bacteria 
incapable of doing this can produce much injury to hides or 
skins. Stab-cultures in test-tubes (p. 444) are also suitable for 
the study of anaerobic organisms. From plate-cultures, pure 
cultures of the different organisms can be made, and their 
individual action on hide-substance studied. As old limes con¬ 
tain large numbers of bacteria, it will generally be desirable to 
dilute the liquor considerably with sterilised water before inocu¬ 
lating the culture-medium. 

The enzymes or soluble ferments are precipitated by addition 
of a large volume of absolute alcohol, and their activity is not 
destroyed by ether or chloroform, or by drying at a low tem¬ 
perature, but is restored by solution in water, so that in this 
way they may be separated and studied apjjrt from the living 
• bacteria; Cut, of course, many of the products of gelatine- 
decomposition such as peptones would be precipitated with 
them, and it wouid he difficult to mahe any estimate of theii 
quantity apart from their fermentative action. They are al 
nitrogenous bodies of the nature of albumins. 

The direct microscopic examination of lime-liquors is ofter 
interesting, and living bacteria may be recognised and some 
times identified by a J-inch of often by a £-inch objective 
though for their more detailed study a ^jf-inch homogeneou: 
immersion is desirable (p. 396). 

In the microscopic ejAmination of old lime-lidjuors, spherica 
crystalline concretions of carbonale of lime will frequently bi 
noted, similar to those sometimes found in urines, or, on a mucl 
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larger scale, in the dolomite rocks near Sunderland. It is pro¬ 
bable that such globular concretions are in all cases due to 
crystallisation from liquids highly charged with organic matter. 
These crystalline bodies have often a somewhat Hieceptive re¬ 
semblance to fungoid spores or other organised cell-structures. 

Puers. Bates .—“ Puers ’’ are fermenting infusions of dog-dung, 
" bates " of pigeon- or hen-dung, but similar names are frequently 
applied to artificial mixtures, such as “ coal-tar bate,” which are 
really chemical deliming agents, and, however useful, are 
different in their effect to the dung-baths. Some other prepara¬ 
tions, such as “ Erodin,” may fairly be denominated artificial 
puers or bates, since like the natural ones, they owe their 
efficacy to bacterial action and products, and are really artificial 
culture-media, to which a suitable bacterial ferment is supplied.* 
The object of puering and bating is' partly to remove lime, but 
to a still greater extent to complete the solution or breaking up 
of the epidermis structures, to remove a portion of the cementing 
matter, and to bring the fibres into a flat and unswollen condi¬ 
tion. 

In this case, even more than in the limes, bacterial investiga¬ 
tion is of the first importance, and much that has been just said 
of the bacterial examination of limes applies here also. Both 
bates and puers, though not necessarily alkaline when first 
made, speedily become so, owing to the lime introduced by the 
skins, though of course to a much less degree than the limes 
themselves, and this should be considered in the preparation of 
either liquid or jelly culture-media. Boiled and filtered bate or 
puer liquors, with the addition of gelatine, and sometimes of, 
peptones, glucose and other nourishing substances, often form 
suitable media. 

Most of our knowledge ot the chemistry of puering and 
bating is due to the researches of J. T. Wood.f He has shown 
that the puering effect is principally dub to the joint action of 
bacteriaf enzymes and amine salts,‘neither of which alone pro¬ 
duces the full effect of true puering. The preserve? of living 
bacteria is not essential, though in practice it is advantageous, if 
injurious organisms can be excluded ; and, no doubt, the am- 

* On the principles of puering and biting cp. principles of Leather Manufacture, 
Chap. XIII. 

t Joum. Soc. Ch. Ind., 1894, p. 218 ; 1895, p, 449; 189S, pp 856, 1010; 1899, 
pp. 117, 990. A summarjr is given in Principles of Leather Manufacture, p. 170 tt py. 
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tnoniacal salts and amido-acids present among the decomposition 
products of skin take their part in the removal of lime. Erodin, 
the artificial puer introduced jointly by Wood and Drs. Popp 
arid Becker, is a dry powder consisting of pcptonised products 
•of hide-substance, together with some phosphate of lime and 
other salts needed for the proper nutriment of bacteria, which 
are contained in a separate culture which is added to the erodin 
infusion shortly before use. The culture is a mixed one, con¬ 
taining principally two species of bacteria which are found to 
work most effectively together. Neither of them liquefies gelatine. 
For details of use, Principles of Leather Manufacture, p. 174, may 
be consulted. 

But little can be done in the way of actual chemical control 
of puers or puer liquors, as the process is too complex and largely 
bacteriological. Enzymes may be separated with alcohol as 
mentioned on p. 91, but will be a mixture of various kinds with 
peptones- and other products which cannot be separated. Amines 
may be liberated by excess of calcined magnesia, and distilled 
off together with the ammonia, and collected in dilute hydro¬ 
chloric acid, but their separation could only be accomplished by 
fractional crystallisation, and even then not quantitatively. By 
evaporating the mixed chlorides to dryness repeatedly with 
additions of water to remove free acid, and finally drying at 
somewhat over too 0 , the weight of mixed chlorides may be 
determined. If now the amines and ammonia are liberated by 
excess of normal NaOH, and driven off by boiling, the hydro¬ 
chloric acid with whichThey were combined may be determined 
by titrating, back with N/l HC 1 , and thu# the mean mole¬ 
cular weight of the bases may be found. The total nitrogen 
may be determined by Kjeldahling, as in limes, but if the object 
is to estimate the solution of hide-substance, the nitrogen present 
in the liquor before use must of course be determined and 
deducted. Fat is emulq/fied by puers and bates, and worked out 
mechanically by the subsequent treatment on the befem. It 
could no ^oubt be estimated in .the liquid “ scudded ” out by 
acidification -and shaking out with ether, which would probably 
be a more suitable sotvent than petroleum-ether, as the fat, like’ 
wool-fat* must consist pqrtjally of liquid waxes. 

Drenches .—Drenching consist- in treatment of the skin with 
fermenting bran infusions which have generated lactic or acetic 
acid, and its principal object is to remove lime, to cleanse from 



94 LEATHER INDUSTRIES LABORATORY BOOK. 

the putrid ferments of the puer, and to bring the skin into a faintly 
acid condition without material swelling. For details of the pro¬ 
cess the reader is referred to Principles of Leather Manufacture, 
p. 166. The theory of drenching has been very fully studied by 
Wood.* The principal bacteria are B.furfuris a and 0 (Wood),, 
shown in Figs. 41 and 42, p. 436, though other acid-producing 
bacteria may be concerned. They are incapable of fermenting 
the starch of the bran directly, but can only do so after it is con¬ 
verted into glucose by the action of cerealin, an enzyme naturally 
present in bran. 

Bacterial examination is principally limited to the detection 
of false ferments which may produce injury to the skins. As 
the drench is normally weakly acid, culture-media for the drench 
organisms themselves should always be faintly acid, and contain 
glucose as a nutritive substance, together with traces of phos¬ 
phates. Pasteur’s or Cohn’s solutions (p. 442) are suitable. If, 
however, the object of the examination is to detect putrid 
ferments introduced from the puers or elsewhere, media suitable 
for these, of a slightly alkaline character and containing nitro¬ 
genous nourishment, may be used with advantage. 

Chemical examination is directed in the first instance to the 
quantity of acid present, and afterwards to its character. The 
total acid is easily estimated in the drench liquor with N/10 
alkali, or with baryta-water or lime-water, with phenolphthalein 
as indicator, and may be calculated either as acetic acid (eq. 60), 
or as lactic acid (eq. go). The usual quantity of mixed acids 
varies between 1 and 2 grm. per liter. In an experimental 
drench which Wood examined, which had not been used for 
skins, he found 0-7205 grm. acetic acid, o 0402 grm. butyric acid; 
and 0-0918 formic acid in the volatile portion, and 0-7907 grm. 
of lactic acid per liter, beside traces of trimethylamine. No 
other non-volatile acids were detected, but the drench liquor on 
long-continued boiling deposited calcium phosphate and a trace 
of calcium oxalate. The gases giyen off during fermentation 
consist mainly of hydrogen, with carbon dioxide and,nitrogen. 

'Wood determined the acids as follows:—The volatile acids 
• were estimated by adding to 3 liters of the drench liquor a suffi¬ 
cient weighed quantity of pure calciunj carbonate (in this case 
5 grm.) to render the liquid alkaline, and the mixture was concen- 

» Joum.Soc. Ch.lntl., 1890,9.17; 1893, p.4«; 1897,9. 510, Brit. Assoc. Rep., 
1893 . P- 7 * 3 ' 
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tfatecHna distilling-flask till the distillate was no longer alkaline. 
The traces of base which distilled over were identified as tri- 
methylamide. 100 c.cofN/i HCl were required to neutralise 
the'calcium carbonate employed. 50 c.c. of this were first added, 
rendering the'mixture very faintly acid, and the remainder in 
successive portions of 10, 10, 10, and 20 c.c„ a fraction being 
distilled off after each addition. Each fraction was then boiled 
with barium carbonate, the barium salts formed were filtered off, 
and the residual barium carbonate well washed, and the solutions 
with their respective washings were evaporated to dryness, dried 
at 130° C.. and the barium salts weighed when constant. The 
salts were now decomposed with strong sulphuric acid, ignited, 
and the residue of barium sulphate determined. This of course 
enabled the mean molecular weight of the acids of each fraction 
to be calculated, and assuming the two first to be mixtures of 
butyrate and acetate, and the two last of acetate and formate, 
it became-easy to calculate the proportions of each. 

The nature of the volatile acids in each of the fractions was 
determined qualitatively. A portion of fraction 1, heated with 
concentrated sulphuric acid and alcohol, gave the characteristic 
pineapple smell of ethyl butyrate. Fraction 2 heated with sul¬ 
phuric acid gave a strong smell of acetic acid. After filtering off 
the BaSCh, the solution was carefully neutralised with ammonia, 
concentrated, and added to a solution of neutral ferric chloride, 
when it became dark-red, and finely divided basic ferric acetate 
came down on boiling. Formic acid was detected by adding 
silver nitrate, and slightly^cidifying the solution with acetic acid, 
when a little^ilver was deposited in the form of a metallic film. 

* To determine the non-volatile acids, four liters of the drench 
were concentrated to one liter, and filtered, the insoluble matters 
were well washed and the washings added to the filtrate, which 
was placed in a distilling flask and distilled with additions of 
water (of which four liters were required), until the distillate was 
no longer acid. During this operation the liquid again deposited 
solid matter v which had to be filtered,off-a second time and washed 
as before. 10 c.c. of the concentrated solution were repeatedly 
titrated with N/10 NaOH, using glazed litmus paper as an indi¬ 
cator, and, calculated tofhe original volume as lactic acid, gave 
0*7481 grm. per liter of the drench The presence of lactic acid 
was qualitatively established by heating 10 c.c. of the liquid in 
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a small distilling flask with 2 c.c. of concentrated sulphuric acid; 
and i grin, of potassium chromate. The distillate smelt of alde¬ 
hyde and gave the usual reaction with magenta decol&rised with 
SO, (see p. 80). This reaction is found by Wood to be’ a 
very delicate one for lactic acid, and is not given by succinic,, 
malic, citric, or tartaric acids, nor by those of the acetic series. 
Succinic and malic acids were tested for, and found to be absent. 
In order to isolate the lactic acid, ioo c.c. of the concentrated 
liquid were decolorised with to grm. of animal charcoal, the 
mixture filtered, and the charcoal well washed, and the filtrate 
and washings evaporated to dryness. 15 drops of N/10 H a SO* 
were added to decompose lactates, and the residue was ex¬ 
tracted with ether, which was distilled off and the acid converted 
into calcium lactate. The quantity of lactic acid found in this 
way was slightly larger than that fqund by direct titration, owing 
no doubt to the decomposition of the lactates. The particulars 
of this research have been given in some detail, as they contain 
useful suggestions for future work, and give some idea of the 
thoroughness and care of Mr. Wood’s researches, but for the 
ordinary purposes of works-control it would no doubt be sufficient 
to estimate the total acid by direct titration of the drench liquor ; 
and the volatile acids by distillation to small bulk, repeating the 
distillation with small additions of water, so long as the distillate 
contains perceptible traces of acid. Titration with lime-water 
and phenolphthalein is convenient, and if the lime water be 
standardised against to c.c. N/i HC 1 , which is equivalent to 
60 mgr. of acetic or 90 mgr. of lactic acid, the calculation 
becomes one of simple rule-of-three. , 

While there is no doubt that the principal effect of the bran- 
drench is due to the organic acids produced by bacterial fermenta¬ 
tion, it has been noticed that a mere unfermented infusion is not 
without action in removing lime, and a part of its effect has been 
attributed by Mr. E. M. Payne in conversation with the author to 
the presence of a peculiar organo-phosphoric acid, which has been 
shown by Patten and Hart* to exist in bran in combination with 
magnesium and small quantities of other bases, and which is 
'probably identical with the anhydro-oxymethylene-diphosphoric 
acid extracted by Posternakf from bqans and other seeds, to 

• Bull 250 New York Ag. Exp. Station ; Cb. News, 1904, p. 112. 

t Revue G^nerale de Botanique, 1900, xii. pp. 5 and 65. Compt. Rend., cxxxrii. 

Noa 3, 5, 8- 
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which he gives the formula 0 


lCH a -O.PO(OH), 

|CH,-O.PO(OH)j' 


The free 


acid is a thick syrupy liquid, soluble in water. Its alkali salts 
art also soluble, those of magnesia and lime less so, and those of 
barium and krontium very sparingly. The magnesium and 
calcium salts are soluble in acetic acid. It exists in bran to the 
extent of about 275 per cent. It is somewhat analogous to the 
glycerophosphoric acid obtained by mixing glycerin and meta- 
phosphoric acid, and if further investigation proves that it is of 
importance in the drenching process, it would be worth experi¬ 
menting with the glycerin compound as a substitute. 

Many substitutes have been proposed for bran-drenching, 
usually containing glucose, sugar, or other vegetable matters 
brought into fermentation, often with little knowledge of the 
proper fermentation to be produced. Weak glucose solutions 
with a little mineral nutriment like Cohn’s solution (p. 442) set 
with the milk-ferment give good results, and could probably take 
the place of bran fermentation with profit in many cases. If 
fresh milk be set with a little sour milk, and the process repeated 
from day to day, an almost pure culture of the milk-lactic bac¬ 
terium results, as no other organism thrives so well under the 
conditions. The method lias long been used in producing a 
“ starter ” in souring milk for butter-making. The true drench 
bacteria are probably originally derived from the puers and 
cannot long be kept in a state of activity as a separate culture, 
without fresh nourishment, though in the drenching process they 
are sufficiently abundant about the vessels used to secure a 
continuance pf the fermentation without intentionally added 
ferment. 

Acids, both mineral and organic, have now in many yards 
largely taken the place of drenches, and even of puers, as a 
means of deliming, or to complete and shorten the fermentative 
process, which is always pnore or less dangerous to the goods. 
Lactic, acetic and formic acijls in particular are very complete 
substitutes /or drenching. Hydrtyhloric, and even sulphuric 
acids are successfully used even on light skins, for reducing The 
lime to a small residue, the process being usually completed by 
drenching or the use of vgjnic acids. These stronger acids can 
also be employed to liberate the v>eaker organic acids or boric ’ 
acid from the lime salts formed, and so economise the quantity 

H 
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required in strengthening for successive parcels of skins. The 
acid effect of all organic acids is lessened by the presence of their 
own neutral salts in the solution, and the swelling‘power of 
mineral acids may be controlled by additions of salt; while 
organic salts added to solutions of mineral acids act 'as regulators 
of their action, liberating organic acids as soon as the mineral 
acid is in excess. For further details 1 Principles of Leather 
Manufacture,’ pp. 154 et seq., may be consulted. 

It is obvious that in all these cases accurate determination of 
the acids, both in the original solution and after use, is of great 
importance, but the ordinary alkalimetrical methods will mostly 
suffice, methyl orange being usually the appropriate indicator 
for the mineral acids, and phenolphthalein with caustic standard 
solutions or with lime and baryta water for the organic. It is 
not easy to devise simple methods for the separate estimation of 
organic and mineral acids in mixture,'though in some cases the 
different sensitiveness of indicators can be taken advantage of. 
If mineral acids are used to decompose the salts of organic acids 
it is usually well to be sure that the salts are in liberal excess. 
Boric acid may be estimated in presence of mineral acids by the 
methods given on p. 76, but very accurate results are not 
generally to be expected, since the organic acids from the skins 
usually affect the sharpness of the change of colour of methyl 
orange. The total boric acid can of course be accurately esti¬ 
mated by adding excess of base, and destroying the organic 
matter by ignition. 

Control of Hides and Skins .—Beside the control of the liquors 
it is very important to adopt scientific methods in the examina¬ 
tion of the hides and skins themselves during the preparatory 
processes, and especially, the tanner constantly wants to ascertain 
at the earliest moment the actual weight of dry leather-forming 
matter in his raw material, and consequently, the maximum 
weight of leather which he can expect to obtain. Attempts 
have frequently been made to calculate this from the weight of 
the soaked or limed pelts, but though these figures 4 ^re useful 
guides in regular work, they are very variable, caving to the 
'different moisture, amount of hair, and so on, in hides from the 
soaks, and the variability of the swelling^ limed hides. ‘ Actual 
drying and weighing of portions of hide-material itself is im¬ 
practicable both from the length of time which it occupies, and 
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the impossibility of getting really average samples. By far the 
best method is that of the determination of weight in water, a 
method probably first suggested by the writer to his students, 
but afterwards worked out in more detail by Carini,* and tested 
*on a large scale by C. E. Parker and G. H, Russell.t In 
principle, this depends on the fact that water weighed in water 
weighs nothing, and that consequently the water-weight of a hide 
is simply that of the actual dry hide matter, less that of the 
water actually displaced by the dry matter itself. If a thoroughly 
soaked sponge be hung in water by a fine wire, from a delicate 
spring balance, it will be found to weigh exactly the same, 
whether squeezed out or allowed to expand; and in the same 
way, the swelling or flatness of the hide makes no difference to 
its water-weight unless indeed the actual density of the hide- 
substance is altered by some chemical change. 

Parker and Russell prefer to weigh the hide or skin by at¬ 
taching it by a thin copper wire to a delicate spring balance 
(Salter, Birmingham), or, with still greater accuracy, to a beam 
balance made for a similar purpose by Reimann, of Berlin. As 
the water-weight is only about 1/16 of that in air, a delicate 
balance must be used, and care taken not to let the weight come 
upon it till the hide is really immersed in the water, and it must 
be hung in a deep pit or vessel in such a way that it does not 
inclose any air in its folds, and does not touch the sides of the 
pit From the water-weight, the weight of dry matter is ob¬ 
tained simply by multiplication by a factor C, and deduction of 
the dry weight so found from the weight weighed wet in air 
gives the anlount of water contained in the hides as weighed. 
The factor C will probably prove to be a constant when accu¬ 
rately ascertained for pure hide-substance, or at least to vary 
within very small limits. It may be determined either directly 
by dividing the water-weight of an average sample of hide by its 
actual dry substance as* found by drying at Ioo°C., weighing, 
and deducting any lime or ofher mineral substances present (re- 
memberingtli.it the lime must be dalculated as CaO, and not as 
carbonate), or the sample may be Kjeldahled, and the dry sub¬ 
stance calculated from the nitrogen found, which would bring it 
into harmony with the’hide-substance as determined in the 

* Lancashire Tanners’ Federation Year Book, 1905, p. 45. 

t Collegium, 1905, pp. 161, 171. 
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leather by the same method. The factor C may also be deter¬ 
mined by calculation from the specific gravity S of hide^substance, 
if the latter is known, as C = S / (S - i). On the whole, the 
first method is to be preferred as more direct, as it is not certain 
that the specific gravity of the swollen hide is exactly that of 
the hide dried at 100° C. If the gravity is taken direct, great care 
should be taken, especially in the more porous sorts of hide 
material, that no air is contained in the pores. This will pro¬ 
bably be best attained either by actually weighing in water after 
placing the pycnometer for some time under an air-pump 
receiver to remove air, or by weighing in paraffin oil after pro¬ 
longed soaking. Gravity can, of course, be calculated from the 
factor C, since l / (C -1) = (S - I). The presence of fat and other 
foreign matters, such as hair on the hide, will of course introduce 
errors, but these in most cases will be of small importance. The 
gravities arc supposed to be taken at I5°C. or 6o° F., ljut small 
differences of temperature are quite negligible ; a temperature 
of 25°C. only introducing an error of about O'2 per cent, which 
is much less than probable errors of weighing. The influence of 
lime contained in the lime-water absorbed by the hide is some¬ 
what greater, but will be allowed for in the factor, if this is 
determined experimentally under the same conditions. As in 
any case, rather relative than absolute results are required, the 
exact accuracy of the factor is not of much importance, so long 
as the same is always adhered to. Parker and Russell give the 
gravity of hide-substance in plumped butts as j '425, which gives 
a factor C of = 3 • 35 3, and in plumped shoulders and bellies as 
1 - 374, giving C = 3’674. They themselves, however, calculate 
the factors asC = 3-38 and 3*754respectively. They quote the 
following from Carini as the result of many determinations of 
pelt dried at ioo°C. 

Hides ex soaks with hair on .. .. C ~ 3*216 Sp. gr. - I 45. 

,\ „ limes, unhaired. f C ~ 3 353 *Sp. gr. = I’425. 

„ unhaired with sodium sulphide C = 3*227 Sp. gr. =• 1*441. 

* 

Parker and Russell remark on the importance of the degree 
of swelling as influencing the tannage; jind in this they are un¬ 
doubtedly right, not only as regards* sole-leather, but probably 
to a still larger degree in the case of skins and dressing goods, in* 
which it is well known that the more the swelling is reduced, 
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*the softer is the leather. As a measure of swelling they 
calculate what they call the “ apparent specific volume ” as (air- 
weight — water-weight) / (dry hide-substance). This figure does 
not seem to represent any actual physical quantity, but is ap- 
* parently founded on a misconception, and it is surely better 
either to calculate the total wet weight of one part of dry sub¬ 
stance, which is done by dividing the actual wet weight by the 
calculated dry substance, or the quantity of water held by one 
part of dry substance, which is of course one less than the above, 
since both of these figures are obvious actual quantities. 

There is no need that this method of determining hide-sub¬ 
stance should be confined to limed hides, as it is probably equally 
applicable in any stage of the wet-work, and should give valuable 
results as to the effect of bating, puering and drenching in 
reducing swelling. It is also applicable with some modifications 
to leather in process of tanning. 

Lime in Hides .—The presence of caustic lime in hides is easily 
detected by moistening a freshly cut edge with solution of phe- 
nolphthalein, which will turn red or pink according to the quan¬ 
tity of lime present. Caustic soda or sodium sulphide gives a 
similar reaction. This test is extremely useful in judging of the 
extent of deliming by bates or drenches. The quantitative deter¬ 
mination of caustic lime in the hide is somewhat difficult and 
troublesome, but is best done by a method devised by Mr. E. M. 
Payne. The hide or skin is cut into thin shavings, avoiding 
exposure to air as mqph as possible, and is weighed into a 
stoppered bottle with distilled water free from COj and some 
phenolphthalein. N/io HC1 from a burette is now added till 
‘the red colour of the liquid is just discharged, and the Jxrttle 
shaken and allowed to stand, when the liquid will again be 
reddened by lime diffusing from the hide. Further additions of 
acid are made very slowly and over many hours, till the red 
colour seen in the shavings just disappears, and the total acid 
used is calculated into caustic lime. 

Total time is determined by dryiftg and igniting the sample, 
dissolving ih excess of N/i or N/io HC1 (according to the 
quantity of hide taken), and titrating back with standard caustic 
soda and phenolphthal*in,or, if it be desired to include sulphate 
. or chloride, by precipitation as oxalate (see p. 45 ). Payne • 

* Lancashire Tanners’ Year Book, 1905, p. 75 j Collegium, 1905, p. 1S4, 
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gives the following percentages of lime calculated as calcium 
hydrate in hide dried at 100° C. 

Per cent. 


Hide fully limed . 3-76b 

Hide bated .^‘689 

( alflimed . 2*601 

„ bated . O’122 

(ioat limed .5'613 

.. » 5-778 

„ bated . 1*268 


The differences are very striking, and show the need of further 
investigation. 

Acid in Hides and Skins .—If skins have been delimed or 
swollen with acid, it is sometimes desired to determine the excess 
which they contain. Total acid may of course be estimated by 
reversing Payne’s process for caustic lime (videsupra) and titrating 
with caustic alkali or lime-water till a faint permanent red 
appears. Another and less tedious method is to place the 
weighed portion of hide in a bottle with distilled water, and a 
weighed portion of freshly ignited magnesia, and allow it to stand 
with occasional shaking till the acid is completely neutralised, 
which with thick hide may take many hours. The point of 
neutralisation may be determined by testing a freshly cut surface 
with litmus paper. The hide is carefully freed from adhering 
magnesia, and the whole of the undissolved MgO is collected on 
a filter, ignited and weighed, when the loss may be calculated 
into total acid. Probably methods could also be devised taking 
advantage of the fact that borax or sodium bicarbonate does not 
swell hide, but can be titrated as alkali in presence of methyl 
orange. Free mineral acids may be estimated in presence of 
their salts (as in pickled skins) by adding excess of N/i NaC 0 3 
to a weighed portion, evaporating the whole to dryness, igniting 
gently, extracting the ash with water, and then completing the 
ignition, finally adding the extracted solution, evaporating to 
dryness, and again gently igniting, and titrating back the soda 
solution, when the loss will represent mineral acids. • The error 
to be guarded against is the reduction of sulphates by the or¬ 
ganic matter, and their subsequent conversion into carbonates. 
For this reason the salts are as far as possible removed from the 
organic matter by washing, either before drying or after very, 
gentle ignition. The use of most oxidising agents would be 
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inadmissible, as they would produce variations in the alkalinity 
of the residue. (Compare p. 369 on the estimation of free adds 
in leather.) The loss of sodium chloride is of no consequence 
as it is a neptral salt, and calcium or magnesium chlorides which 
are dissociated on ignition cannot exist in the material after 
treatment with sodium carbonate. 


SECTION VIII. 

THE CHEMISTRY OF TANNINS AND THEIR 
DERIVA FIVES. 


The essential constituents of tanning materials are various 
members of a large group of organic compounds called tannins, 
or tannic acids* which are widely distributed throughout the 
vegetable kingdom, and which are said to occur in one insect, 
the corn weevil. Their function in vegetable physiology is yet 
uncertain, and in some cases they appear to be waste products 
of organic changes. 

These bodies often differ widely both in chemical constitution 
and reaction, but have the common property of precipitating 
gelatin from solution,! and forming insoluble compounds with* 
gelatin-yielding tissues^ By virtue of this power, they convert 
animal hide into the insoluble and imputrescible materia! called 
“ leather.” • They are mostly uncrystallisable; and all form 
blackish-blue or blackish-green compounds with ferric salts, 
and, in common with many other organic substances, are precipi-., 
tated by lead and copper acetates, stannous chloride and many 
other metallic salts. In some cases the tannin combines with 
the base only, liberating the acid ; but frequently the salt as a 
whole enters into combination. This is the case with the preci¬ 
pitates formed with lead and coppef acetates. Tannins are also 
% * 

• Get. Gerbsiiure ; in German, the word 7 'anttin denoles usually gallotannic add 
only. . 

t Certain bodies have b*en dcM-ribed as tannins such as “ iporingatannic acid," 
or maclurin, and " caffetannic ” and “ lupuh'tannic ” acids, which do not precipitate 
gelatin or tan hide, and, in the writer’s opinion, are more closely related to the 
colouring matters than the tannins. 
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precipitated by many organic bases, such as quinine, morphia, 
and most of the basic colouring matters. With alkalies, the 
tannins and many of their derivatives give compounds which 
oxidise and darken rapidly, usually becoming^ successively 
orange, brown, and black. A. H. Allen has shown that these! 
bodies also give instantaneously a deep-red coloration with a 
solution of potassium ferricyanide and ammonia. The reaction 
is one of considerable delicacy. 

Tannins are more or less soluble in water and glycerin; and 
freely so in ethyl and methyl alcohol, mixtures of alcohol and 
ether, acetone and ethyl acetate, but scarcely in dry ether alone, 
nor in dilute sulphuric acid ; and insoluble in carbon disulphide, 
petroleum spirit, benzene and chloroform. 

A. G. Perkin* points out that the colouring matters of plants 
usually yield the same decompositiop products as the tannins 
associated with them, though this is not invariably the case. 
The following table shows this in a convenient form :—- 


Tanning 

Material. 


Tannin i Decomposition Products j Colouring 
Contained. ( of the Tannin. Matter. 


J)et om position 
Products of the 
Colouring Matter. 


Quebracho j Quebracho- J Phloroglucol f and j Fisctin. . , Resorcinol. 

Colorado tannin j Protocatechuic acid . Protocatechuic 

. i ' acid. 

Rhus species j Gallotannm j Gallic acid . . j Mtricctin . ( Phloroglucol. 

Gallic acid. 

Catechus . j Catecliin . ; Phloroglucol and Queicetia . Phloroglucol. 

Protocatechuic acid : Protocatechuic 

, acid. 


Cape Sumach j A catechol- ; Piotocalechuic acid. ; Quercetin. cPhloroglucol 

tannin and Protoca- • 

v technic acid. 

Divi-divi . Kllagitannin j — ; Ellagic acid — 


The natural tannins are all compounds of carbon, hydrogen 
and oxygen only. They all contain the benzene group of 
carbon atoms, but their ultimate structure is, except in the 
case* of gallotannic acid, very imperfectly undprstood, and 
.probably differs considerably in type in different members of 

the family. They may be regarded as derivatives of the'phenols 
' !> 

* Dr. Nierenstein (Collegium, 1905, p. 69) shows that Quebracho also contains, 
tannin which yields resorcinol, 
t Journ. Chem. Soc. 1898, pp. 374, 665, 1016. 
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* 

(fiydroxybenzenes) and their corresponding acids, of which a 
general view is given in the following table 


C.H, . C, 11,011 

C.H,(OH).. 

C.II.(OH), 

Benzene. Phenol. 

Catechol (1 :2). 

Pyrogallol (1:253). 
Phloro^lucol ( I : 3 : 5). 


Quinol (1 14). 

Hydroxyquinol 

1 

Resorcinol (l : 3). 

{1:2:4) 

C.H,CO.OH C, 1 I,( 0 H)C 0 . 0 II 

C,H,(OH),CO.OH 

C,II t (OH) 3 CO . OH 
Gallic acid (3:4: 5). 

Benzoic acid. Salicylic acid (i : 2). 

Protocaiechuie acid * 

Pytogallocarboxylic 

I 2 Oxybenzoic acids, 
Meta- (1 :3). 
j Bara- (1 14). 

(and 5 other 

acid (2:3: 4). 

isomeric acids). 

P hlorogl ucocarboxylic 
acid (2 14:6). 

3 possible acids 
unknown. 


The figures in brackets represent the relative position of the 
O H groups round the benzene ring. In the acids the CO.OH 
group counts as No. t. 

It will be noticed that a large proportion of the formula: 
given above represent several isomeric compounds, identical in 
composition, but frequently very distinct in their properties. 
The explanation of these differences lies in the different relative 
positions of the OH and CO.OH groups round the benzene 
ring. Thus the following diagram represents the probable rela¬ 
tive positions of the dihydroxybenzenes. 


(Ortho-, 1 :2). 

-* (Meta-, I ; 3). 

(Para-, 1 :4). 

OH 

OH 

OH 

A» 

■/\ 

/\ 

| 

! ! 

■ \/ 

\/ 0H 

\/ 

on 

Catechol. 

Resorcinol. 

Quinol. 


Besides tliese six-carbon phenols, others exist in which^one 
or more of tfie H-atoms are substituted by methyl or higher 
hydrocarbon groups, as in the case of ordinary alcohols. Thus 
the cresols are C # H 4 (CH^)OH, and yield acids- (cresotinic), 

* The dihydroxybenzene* yield six possible isomeric acids, two from ortho-, three 
from meta-, and one from para-dioxy benzene, all of which are known. 
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analogous to salicylic, which have been used as antiseptics and 
chemical bates. The OH groups fray also be replaced by 
methoxyl, ()CH 3 ,ethoxyl, OC s H t ,and other similar compounds. 
As these higher phenols may enter into the constitution of 
tannins, it will be seen that the possibilities of complication ate 
vety great. Vanillic and isovanillic acids are the meta- and 
para-mcthylprotocatechuic acids. 

Miller,* who has investigated these acids, remarks: “Ofthe 
three phenols C e H 4 (OH) 3 , catechol alone gives a precipitate 
with lead acetate, and of the six acids, C e H 3 (OH) 3 CO . OH, 
none yield precipitates with lead acetate except the two which 
are derived from catechol. 

Researches by Berthollet and Werner f on the heat evolved 
by neutralisation with soda throw some light on the constitution 
of these polyhydric phenols. Resorcinol and quinol yielded 
about double the heat given by ordinary phenol, showing that 
both their OH groups have a similar function to that' of phenol. 
Catechol, on the other hand, in which the groups occupy the 
ortho-position, gave only the same heat as phenol, showing that 
only one of its OH groups behaves like that of a phenol, while 
the second has apparently alcoholic functions. In pyrogallol 
and phloroglucol, two OH groups have phenolic and one an 
alcoholic function. The authors suggested that pyrogallol has 
its OH groups in the i : 2 : 3 position, phloroglucol in the 1 :2 :4, 
leaving the 1:3:5 for the third isomeric phenol, not then dis¬ 
covered. Later work has shown that phloroglucol has the 
t: 3:5 position. Researches by A. Lambert t have shown that 
polyhydric alcohols having a primary alcoholic function, as 
glycerol, kevulose and dextrose, combine with boric acid to fofm 
energetic conjugated acids much stronger than boric acid itself. 
<See p. 75.) This reaction is given by pyrogallol, catechol and 
alkaline gallates and tannates, but not by quinol or resorcinol. 

All natural tannins, when heated t» i 8 o °-200° C., yield either 
catechol or pyrogallol or both, together with Secondary products 
and frequently phloroglucol, and may be conveniently classified 
as catechol and pyrogallol derivatives, as the ftvo groups are 
marked by considerable difference of character. Artificial prn- 

• J ourn. Chum. Soc. xli. 1882, p. 39#. 

t Compt. Rend, c., p. 586 ; Chum Soc. Abst., 1885, p. 628. 

t Op. cit., cviii., p. 1017; Chem. Soc. Ab«„ 1889, p, 864, 
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ducts, having many of the reactions of tannins, have, however, 
been obtained irom other phenols, and most phenols and their 
derived acicls give purplish or greenish blacks with ferric salts. 

Several classifications of the tannins have been suggested. 
The division most obvious to the tanner is between those tannins 
which yield ellagic acid as a whitish deposit in the surface of the 
leather, called “ bloom,” and those which do not. Stenhouse, 
many years since, divided tannins into two classes, one of which 
gives bluish, and the other greenish blacks with ferric salts. In 
the main, both these classifications correspond to that just 
suggested, as most tannins which yield a blue-black with iron 
acetate also give bloom to the leather, and the green-black is 
generally characteristic of catechol derivatives, and the blue-black 
of those of pyrogallol. In some cases, however, the difference of 
tint is due to accidental impurities, or the presence of colouring 
matters, and is largely dependent on the acid or alkaline condi¬ 
tion of the'solution, since even gallotannic acid will give a decided 
green with strongly acid ferric chloride. The Australian mimosas 
generally give a dull violet with iron salts,though they unquestion¬ 
ably belong to the catechol class. Pure gallotannic acid yields no 
bloom, because it contains no ellagic acid, though it is of course 
the representative pyrogallol derivative, while ellagic acid, though 
closely related to gallic acid, yields no pyrogallol on heating, and 
belongs rather to the colouring matters (p. 140) than the tannins, 
though it is a decomposition product of eilagitannic acid. 

A reaction, which appears to be quite universal with catechol 
tannins, is that when their dilute solutions are treated with 
excess of bromine water, insoluble bromine derivatives are pro¬ 
duced which cause turbidity or precipitates, while with pyrogallol 
tannins only soluble derivatives are formed and the solution 
remains, clear. This was first pointed out by the present writer 
in a paper read before the International Congress of Chemists 
held at Chicago in 1893A Nicrensteinf has shown that catechol 
tannins give a precipitate with a dilute solution of diazobfnzene 
chloride (an insoluble azo-compound),"while pyrogallol tannins 
do not. Catechol tannins usually form crimson solutions* in 
concentrated sulphuric acid, while pyrogallic tannins give brown 
or yellow. 


Joura. Sac. Cb. Ind., 1894, p. 488. 


t Collegium, 1906, p. 376. 
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Trimble points out * that the tannins may be divided into 
two groups, one of which contains about 52 per cent, of carbon, 
and the other about 60 per cent. The first of these includes 
gallotannic acid, and the allied tannins of sumach, chestnut and 
pomegranate, all of which are known to be pyrogallol tannirfe ; 
and the second the catechol tannins, among which must be 
reckoned cutch, gambier, oak bark, mangrove, canaigre, etc. 
A few of the analyses cited by Trimble are given below. 


Group I.— 

-Pyrogallol Tannins. 



— 

larbon. ! 

Hydrogen. 

Oxygen. 

Sumach tannin (Lowe) 

. 5 2 ' 4 2 

3-56 


Chestnut tannin (Naas) 

. 5 2 '°7 ' 

3-97 


Chestnut bark tannin. 

. ’ 5 2 ' 4 2 j 

4'<>7 ; 


Chestnut wood tannin .. .. 

. 52’II I 

4 ' 4 ° . 


Pomegranate bark tannin (CuIIey) 

. 50-49 

3’99 


Gallotannic acid, C u H, # 0 # 

3 i 

3 ' 5 2 

44-38 


Group IL— Catkchol Tannins. 


Oak bark tannin (avg. 9 species) 
Oak bark tannin (htti) 

White oak bark tannin (Kraemer) 

Mangrove tannin. 

Canaigre tannin. 

Rbatany tannin (Ohmeyer) 

Kino tannin (Bergholz) 

Catechu tannin (Lowe) 

Tormentil tannin (Retnbold) .. 


Carlion. 

Hydrogen. 

59-79 

5 ' 0 S 

59' 2 9 

499 

59 ‘ 6 s 

4-65 

39-76 

4 "6 o 

58' 10 

5*33 

59-20 

4 " 7 2 

59-65 

4-87 

6 i -93 

4-80 

60-75 

465 


JL 


If tannins arc boiled with dilute sulphuric or hydrochloric 
acids, or allowed to ferment under the influence*of pectose and 
other natural ferments which are usually present in vegetable 
tanning materials, a different serjps‘of decompositions takes 
place. Many tannins yield glucose, or starch sugar, as one ef 


» >TK. Tannin. > Si n ir 
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their products, or as that of closely associated impurities; of 
which more must be said later. In addition it will be found that 
the catechol tannins invariably yield insoluble reddish-brown 
bodies, which have been called phlobaphenes or "reds,” and 
which seem often derived from the original tannins by loss of one 
or more molecules of water, or, in other words, are anhydrides of 
their respective tannic acids. The pyrogallol tannins, on the 
other hand, yield gallic acid, or ellagic acid (the deposit forming 
bloom), either alone or in mixture. It is possible that the so- 
called “ ellagitannic acid ” is merely a soluble glucoside of ellagic 
acid, which exists ready formed in the plant, though it is more 
probably a gallic acid derivative. Oak bark and valonia give 
both bloom and insoluble reds, as well as traces of gallic acid. 
It is quite possible that this is due to their containing a mixture 
of catechol and pyrogallol tannins. 

If the red anhydrides, which are produced from the catechol 
tannins, or*the tannins themselves, or their lead-salts, be fused 
with caustic potash, or in many cases, if simply boiled with con¬ 
centrated potash solution, they are broken up still further, and 
from the fused mass, protocatechuic acid (which bears the same 
relation to catechol that gallic acid does to pyrogallol) may 
always be obtained. This is in many cases accompanied by 
phloroglucol. Clutch, gambler, mimosa, quebracho, and many 
other materials contain phloroglucide tannins. The tannins 
which do not yield phloroglucol frequently give acetic acid and 
other acids of the acetic series, along with protocatechuic acid, 
and sometimes other products. The presence of phloroglucol 
may often be detected without the necessity of a potash-fusion 
by the reaction with deal shaving described on p. 152. If, how¬ 
ever, more than one of its hydroxyls are substituted or linked to 
other groups, it does not react in the compound, though it may 
be found among the products of decomposition. 

The classification of tannins is as yet very incomplete, and 
there are many of which the •decomposition products hate not 
been examined. In order to make the information available for 
further researih, the characteristics and mode of recognition of 
the different products will be given, and as simple a scheme as 
possible of treatment of tannin to be examined will be de¬ 
scribed ; but the recognition of such products in a state of mixture 
presents great practical difficulties, and the tanner will usually 
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be compelled to confine his attention to simpler, though kiss 
conclusive tests, based on the colour-reactions of the unpurified 
infusions of tanning materials. Such tests will be described later 
(p. 149 et seq.). 

Preparation and Purification of Tannins .—The great obstacle 
to successful investigation of the tannins is the impossibility of 
preparing them in a state of actual purity, as none of them can 
be crystallised or volatilised, so that the use of appropriate sol¬ 
vents, and fractional precipitation are almost the only means at 
our disposal. A further difficulty lies in their very unstable 
character, and in many cases it is impossible to be sure that the 
supposed purified tannin is really identical with the original 
substance, and not merely a product of its decomposition. 

When, as is frequently the case, two or more tannins occur in 
the same plant, it is often quite impossible completely to separate 
them. Owing to their considerable differences in character, no 
general method of purification can be given, but the following 
processes will be found in many cases to give good results. For 
the special methods adopted by different investigators, the 
original memoirs must be consulted, references to many of which 
will be found in the following pages. 

The oldest method of separating tannins from other con¬ 
stituents is that applied by Pelouze to the preparation of 
commercial gallotannic acid from gall-nuts. The finely pulverised 
material is placed in a percolator and exhausted with commercial 
ether containing water and alcohol. The liquid separates, on 
standing, into two layers, of which the lower contains most of the 
tannin in a tolerably pure form, dissolved in water and alcohol 
with a little ether, while the upper mainly ethereal layer contairis 
the'gallic acid. Gall-nuts thus, treated yield 35 to 40 per cent, 
of tannin. If equal parts of ether and 90 per cent, alcohol are 
used, a larger yield is obtained, but the liquid does not separate 
into two layers, and it is questionable jif the product is so pure. 
For Chinese galls, washed ether a,cts better than ether-alcohol. 
The tannin may be still fqrthcr purified by dissolving in a 
mixture of 1 part water with 2 of ether, when three layers are 
' formed, of which the lowest contains nearly pure tannin. Com¬ 
mercial ether generally contains a cossiderable percentage of 
alcohol. 

These methods are applicable to the dried or highly con- 
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centrated extracts of many tanning materials. Many tannins 
may be separated from their strong aqueous solution in a state 
of considerable purity by first agitating with ether to remove 
gallfc acid, and then saturating the aqueous solution with com¬ 
mon salt, and*shaking with acetic ether, which takes up the 
tannin. The acetic ether is distilled off nearly to dryness, and 
the last traces expelled by drying on the water-bath with small 
repeated additions of ether, which expels the acetic ether and 
leaves the tannin in a porous mass. Another method is to 
extract with alcohol, evaporate to a small bulk at as low a tem¬ 
perature as possible, and treat at once with a considerable 
quantity of cold water to precipitate phlobaphenes which are 
filtered off. The infusion is then precipitated with successive 
small quantities of lead acetate ; the first and last portions of 
the precipitate are rejected as contaminated with colouring 
matters and other impurities, while the middle fraction, after 
rapid washing, is suspended in water and decomposed with sul¬ 
phuretted hydrogen. The solution is filtered, and the excess of 
SH, driven off by heat, and the aqueous portion is either evapor¬ 
ated at a low temperature in a partial vacuum to a thin syrup, 
and the drying completed over sulphuric acid in vacuo ; or, 
preferably, shaken out with acetic ether. Dr. Nierenstein and 
the author have observed that in many cases treatment with SHj 
appears to decompose or alter the tannin, and prefer to liberate 
it with a quantity of dilute sulphuric acid insufficient to decom¬ 
pose the whole of the lead salt. Compare also Schiff. 

Prof. Trimble* has^nade use of acetone as a solvent for 
the extraction, of tannins with great advantage. The following 
is’the general method he adopted in his researches on the oak 
tannins. The powdered bark was covered with acetone in a 
percolator and allowed to macerate for 48 hours. It was then 
percolated somewhat rapidly till 500 c.c. of percolate per kilo¬ 
gram of bark was obtained, which was mostly sufficient for 
exhaustion ; the acetone retaiped in the bark was displacid by 
water, and the acetone recovered fro.m the percolate by distilla¬ 
tion on the water-bath, the last portions being removed under 
reduced pressure. The dry residue was dissolved in a small 
quantity bf warm water, «r of alcohol sp. gr. O'975, filtered and 
then diluted with water so* long as anhydrides and colouring 

* ‘ The Tannins,' li. p. 7b. Philadelphia, 1894. 
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matter were precipitated. The solution was again filtered, and 
shaken out with successive portions of acetic ether. The acetic 
ether solution was distilled off under reduced pressure, and the 
tannin further purified by solution in water and shaking'out 
with acetic ether. The acetic ether was finally removed by 
solution in ether-alcohol, which was distilled off under reduced 
pressure, and the dry tannin digested with absolute ether to 
remove traces of resin and other impurities. The resultant 
tannins were pale coloured and perfectly soluble in water. In 
the case of common oak bark ( Q. robur) it was necessary to 
add salt before shaking with acetic ether, and in some cases 
the lead method of purification was employed. 

It is not always necessary to separate the tannin itself in a 
state of purity, since much light can be thrown on its constitution 
by investigation of its metallic salts or organic products. The 
lead salts have been used both fot ultimate analysis, and for 
fusion with potash, and some experiments have been made in 
the author’s laboratory in investigating the insoluble bromine- 
derivatives of the catechol tannins, which are obtained in a state 
of tolerable purity by precipitation of the dilute solutions with 
bromine-water. Some insoluble diazo-compounds have also been 
prepared, but without much result. 


General Methods of Examination of Tannins. 

Decomposition by Heat .—The ordinary method is to distil 
the tannin or dried extract in a small retort, and examine the 
distillate for catechol and pyrogallol. Unless the heat be very 
carefully regulated, much loss is caused by the destruction 
of the catechol and pyrogallol with formation of metagallic 
acid, etc., and their detection is greatly complicated by the 
presence of secondary products. This difficulty is somewhat 
lessened by passing a stream of carbon dioxide through the 
retort' which carries the products quickly out of the heated 
portion. A better method is to heat the tannin in glycerin.* 
About t grm. of the sample is heated with 5 c.c. of pure glycerin 
to i6o° C., and the temperature slowly raised to 200°-2.t0° C., at 
which it is • maintained for twenty, or thirty minutes. After 


Thorp«, Chem. Soc. Abst., i88i, p. 663, 
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cooling about 20 c.c. of water is added, and the liquid is shaken 
■with an eqpal volume of ether, without previous filtration. As 
the ether when shaken with the glycerin is apt to form a trouble¬ 
some emulsiop, Trimble* recommends shaking the glycerin solu¬ 
tion with 20 c.c. of ether without previous dilution with water; 
or heating the dry tannin in 5 grm. of paraffin, which is removed 
with petroleum ether and the residue taken up with water and 
treated as above. The ethereal layer, which may contain pyro- 
gallol and catechol, and possibly phloroglucol or other phenols 
(cp. p. 109), is separated from the aqueous portion, evaporated to 
dryness, and dissolved in 50 c.c. of water. The filtered solution 
is divided into several portions and tested by the table on 
p. 118. By these means it is easy to distinguish between catechol 
and pyrogallol, and either may be detected in presence of a 
small portion of the other ; but if in nearly equal quantities 
their recognition is difficult. Catechol may be derived from 
catechin, etc., and pyrogallol from gallic acid, and it is therefore 
necessary in some cases to remove these bodies from the tannin 
before treatment by shaking its aqueous solution with ether. 
Phloroglucol is produced from all the colouring matters of the 
flavone group (p. 141) on fusion with potash (except fisetin which 
yields resorcin), and in most cases together with protocatechuic 
acid ; and these colouring matters are frequently associated with 
the tannins, usually as glucosides. As a general rule, however, 
catechins and catechol derivatives are only present in any quan¬ 
tity with catechol tannins, and the same is true of gallic acid with 
regard to pyrogallol. 

Products of the Decomposition of Tannins by Heat. . 

Pyrogallol, C 6 H 3 (OH)., (formerly called pyrogallic acid, but 
really a phenol), has a bitter, but not sour taste, and feebly 
reddens litmus; the addition of the smallest trace of alkali 
gives it an alkaline reaction. ,It is somewhat poisonous, but less 
so than some other phenols. It i£ soluble in less than three 
parts of cold* water, and still more freely in hot It is “also 
soluble in alcohol, ether, acetone, ethyl acetate and glycerin, but 
not inatftolute chloroform or petroleum spirit. It fuses at 132’ C. 
out of toluol, but ordinarily at 115° C., and sublimes at about 
210° C. 


* 4 The Tannim,’ »• !*• 2 7 - 
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With pure ferrous sulphate it gives a white precipitate, which 
redissolves to a fine blue liquid in presence of the least trace of 
ferric salt. Mineral acids change this to red, and the blue tint 
is restored by cautious neutralisation with ammonia, and is hot 
destroyed, but sometimes rendered greenish, by excess of acetic 
and other organic acids. Any excess of ammonia produces an 
amethyst-red, and acetic acid restores the blue. Ferric chloride 
and other acid ferric salts produce a red coloration at once. 
Pyrogallol solution is turned brown by traces of nitrous acid. 
With lime-water it produces a beautiful but evanescent purple, 
rapidly turning brown. In presence of alkalies it absorbs oxygen 
from the air with great avidity, turning orange, brown, and black ; 
and is therefore used as an oxygen-absorbent in gas analysis. 
Pyrogallol does not precipitate gelatin. Its solution rapidly re¬ 
duces permanganate. Fehling’s solution, and salts of gold, silver,* 
mercury and platinum. It precipitates copper and lead acetates, 
and with ammoniaca! cupric sulphate it gives an intefise purple 
brown coloration,and, in common with gallic and gallotannic acids, 
is coloured purple-red by iodine in either aqueous or alcoholic 
solutions. Gum arabic, saliva, and various other organic matters 
cause solutions of pyrogallol cxpo-cd to the air to absorb oxygen, 
forming purpurogallin, which separates in small yellow or 
orange-red needles. If ere per cent, of pyrogallol be added to 
a i per cent, solution of gum arabic. it becomes yellow in a few 
hours, and purpurogallin separates in hair-like crystals, which 
continue to increase for some months. If these crystals are 
freed from pyrogallol by washing with water, and a trace of 
alkali is added, they dissolve in absence of oxygen to an orange- 
red # solution, which rapidly oxidises to an intense blue 
colour, and finally to a brownish yellow. Purpurogallin is also 
formed by oxidation with silver nitrate, potash permanganate 
and ferricyanide, nitrous acid, and many other reagents. Potas¬ 
sium nitrite, and probably nitrous acid is also capable of pro¬ 
ducing purpurogallin from gallic acid, and it is very possible that 
the colour-reaction of pyrogallol-tannins described on p. 162 may 
be due to its formation. A. G. Perkin and Stevens,t and A. G. 
Perkin and F. M. Perkin,J have lately investigated and described 

• Hence its use as a “developer ” in photography. 

t Journ. ('hem. Soc., 1903, lxxxiii. p. 194. 

X Op. cit.y 1904, Ixxxv.p. 243. 
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this substance very fully, and have devised a method of preparing 
it in considerable quantities by electrolytic oxidation of pyro- 
gallol. It Appears to be a naphthalene derivative. Pyrogallol 
forms compounds with aldehydes; with formaldehyde, a body 
which reacts Ifke a tannin and precipitates gelatin is produced. 
If pyrogallol be heated with hydrochloric acid and aldehyde, 
chloral or acetone, a red substance is produced. The less 
volatile portions of crude beech-tar creasote contain ethers of 
pyrogallol, methyl-pyrogallol and propyl-pvrogallol, and of the 
corresponding catechol derivatives, from which these bodies may 
be obtained by the action of hydrochloric acid under pressure. 
The methyl and propyl derivatives differ from the original 
phenols in having one or more atoms of hydrogen replaced by 
the groups CH ; , or C 3 H, respectively ; and it is very possible 
that some tannins are derived from them. Tribrom- and tri- 
chlor-pyrogallols are formed by the action of bromine or chlorine 
on pyrogallol. 

If pyrogallol be heated rapidly to 250” (J. it parts with the 
elements of water, and is converted into metagallic acid, C,H,O a , 
a black amorphous body, insoluble in water, soluble in alkalies. 
When pyrogallol is made in the ordinary way, by heating gallic 
or tannic acid to 210° C., much metagallic acid is formed, even 
if the process be conducted in a stream of carbonic acid, and the 
yield of pyrogallol usually amounts to only about 5 per cent, of 
the gallic acid employed (see p. 120). 

On boiling pyrogallol with hydric potassic carbonate, pyro- 
gallo-carboxylic acid is^produced, which only differs from gallic 
acid in the position of its CO.OH group (p. 119), and like it is 
resolved into pyrogallol and C 0 a on heating. 

Phloroglucol (Phloroglucin), 1:3:5 C,H,Oj, is a trihytiric 
phenol, isomeric with pyrogallol. It crystallises with two mole¬ 
cules of water, which it loses at 100° C. It melts at about 220° 
C., sublimes without odour, and solidifies again on cooling. It 
is soluble in water, alcohol, and ether, and by agitation with the 
latter it may be removed from its.aqueous solution. It is not 
precipitated by any metallic salt but basic lead acetate. When 
pure it gives no "reaction with ferric salts. If bromine be added 
to its concentrated solution in water, it absorbs three atoms, 
forming tribromophloroglucol, C,Br,(OH) k which separates in 
crystalline needles, with evolution of heat and a very irritating 
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odour. In dilute solution it gives a bulky white precipitate with 
bromine water. If deal shaving be moistened with solution of 
phloroglucol, and then with strong hydrochloric adid, it soon 
takes a deep violet colour, from the formation of phlorogluool- 
vanillein with the trace of vanillin contained in 'all coniferous 
woods. Neither catechol nor pyrogaliol gives this reaction when 
free from phloroglucol ; though Etti has stated that pyrogaliol 
forms a somewhat similar bluish compound when mixed with 
vanillin and hydrochloric acid. Resorcinol gives a similar 
reaction but of a much bluer shade, but this may be due to the 
presence of phloroglucol as an impurity. Nierenstein, however, 
obtained the reaction from resorcinol, purified with extreme care.* 
This reaction may be used to detect phloroglucide tannins without 
the troublesome fusion with potash, and is strongly given by 
gambier and cutch, and more faintly _ by many other tanning 
materials (see pp. 157-167, et seq). Many colouring matters, 
however, such as quercetin (p. 142), and possibly some tannins, 
yield phloroglucol on fusion with potash, but contain the phloro- 
glucol nucleus in such a form that it does not react with vanillin. 
For the reasons given, the results must be accepted with some 
reserve. If to a dilute solution of phloroglucol a solution of 
aniline or toluidine nitrate be added, and then a trace of potassic 
nitrite, the liquid gradually becomes yellow or orange, then 
turbid, and finally deposits a cinnabar-red precipitate. This 
reaction is given by many tanning materials, but is somewhat 
unsatisfactory, as gall tannin, pyrogaliol and other substances give 
similar but browner precipitates. 

Phloroglucol is more commonly obtained by fusion with 
potash than by direct heating, but as it may occur in the pro¬ 
ducts of dry distillation, it is described here, together with the 
other polyhydric phenols. 

Catechol { Pyrocatechin ), 1 : 2 C,H 4 (OH),, is not only produced 
by the decomposition of certain tannins by heat (see p. 113), but 
by the‘dry distillation of protocatechuic and 1:3:4 dioxybenzoic 
acids, and of catechin and sopie colouring matters which contain 
the hatcchol groups, and which frequently accompany the tannins. 
It is also formed together with pyrogaliol and its homologues 
(see above) by the dry distillation of rvood, wood-tar' creasote 
consisting largely of ethers of catechol and its homologues 

* Collegium, 1906, p. 14. 
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methyl- and propyl-catechol, etc., and Is hence found in crude 
pyroligneous acid, and causes the greenish-black colour of “ iron- 
liquor.” It has also been produced by long continued heating of 
starch, cellulose and other carbohydrates with water under pres¬ 
sure, and is found ready formed in Virginia-creeper (Ampelopsis 
kederacea ), and probably in other plants. It has also been 
formed synthetically by fusion of the 1:2 chlor- and brom- 
phenols, and by fusion of 1 :2 benzenedisulphuric and phenol- 
sulphuric acids with potash. 

Catechol melts at 104° C., and sublimes at about the same 
temperature, condensing in brilliant lamina- like benzoic acid. 
Its actual boiling point is 245° C. (Richter). It is readily soluble 
in water, alcohol and ether, and is extracted from its aqueous 
solution when shaken with the latter. Its aqueous solution 
precipitates lead acetate, by which it is distinguished from 
resorcinohind quinol. 11 does not precipitate gelatin or alkaloids. 
Its slightly alkaline solution exposed to air becomes first green, 
then blue and black. With excess of lime-water or caustic soda 
solution it becomes reddish, but remains clear for some time. It 
does not colour ferrous salts, but gives a dark green with ferric 
(avoiding excess) and after some time a black precipitate. The 
green is changed to a fine violet-red by alkalies and hydric sodic 
carbonate, and restored by acids. It has been stated that it gives 
a violet coloration to fir wood moistened with hydrochloric acid, 
but this is due to contamination with phloroglucol, and is not 
given by pure catechol. Catechol gives a red coloration with 
citric acid, and the solution, after standing, ceases to react with 
jron. Like pyrogallol, it reduces silver salts in the cold, and has 
been used as a developer in photography. Alkaline copper 
solutions (Fchling’s solution) are only reduced by the aid of 
heat 

Resorcinol (Resorcin), 1 : 3 C»H 4 (OH) 2 , though not common 
as a constituent of tanflins, is stated by Dr. Nierenstein to be 
present in quebracho tannin, fbgether with quinol (p. 104), and it is 
quite possible, therefore, that both ibay be present in other tagnins. 
It melts at 118° C., volatilises at a somewhat higher temperature, 
and b®ls at 276° C. (Richter). It is easily soluble in water, 
alcohol, and ether, and may be removed from its aqueous solution 
•by shaking with the latter, It is known to be a product of the dry 
distillation of brazil-wood extract. It is obtained synthetically 
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from the meta- (1:3) benzene and phenol compounds in 
the same way as catechol from the ortho- (1:2) derivatives. 
Commercially it is prepared from meta-benzenedisulphuric acid, 
and is important in the preparationof many artificial colouring 
matters. Lacmoid, used as an indicator, is produced by heating 
resorcinol with sodium nitrite ; resazurin by the action of nitrous 
acid on its ethereal solution. It is possible that one or other of 
these reactions might be used as a means of identification. Re- 
sazurin crystallises in lustrous green prisms and dissolves in 
alkalies to a violet solution with brown fluorescence. Resorcinol 
is not precipitated by lead acetate. 

Quinol{Hydroquinoue), 1 :4QH^OH;,,melting point i 69°C., 
soluble in water, alcohol, and ether. It is precipitated by lead 
acetate in presence of ammonia only. It reduces silver in alka¬ 
line solution, and is used as a photographic developer. It has 
two crystalline forms, subliming in monoclinic scales, and crystal¬ 
lising from solutions in hexagonal prisms. 

Distinction between Pykogaelol, Cvikchoi. and Piilorugi.ucou 
1 per Cent, Solutions. 


Reagent. i'yrogaUol. Catechol. Phloioglm ol 


Ferric alum .. 
Lime-water 

Deal shaving an<) 

1ICI 

lJromise-water 


blue-black, turning 
green anil brown. 

Violet coloration, 
rapidly turning 
brow n. 

No colour. 

No precipitate. 


Dark gieen. 

No marked reaction. 

No colour. 

No precipitate. 


No reaction. 

No marked reaction. 

Violet-red coloration 

bulky white precipi¬ 
tate. 


Decomposition of Tannins by Dilute Acids.— It has been 
stated tjiat tannins, when heated with dilute sulphuric or hydro¬ 
chloric acids, are decomposed, yielding either gallic or ellagic 
acids-or red anhydrides, and frequently glucose. To determine 
whether glucose is produced, the tannin must first be carefully 
purified from glucose, gums or other bodies likely to interfere, 
by the methods mentioned on p. 110. Either the tannin itself 
or its washed lead-salt may be used, and must be heated to ioo°‘ 
C. for an hour or more in a sealed tube or tightly closed bottle 
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or boiled in a flask with reflux condenser, with dilute hydrochloric 
acid (2 per cent. HCi). Complete decomposition is, however, 
somewhat Sifficult, After cooling, the mixture must be allowed 
to stand for some time to separate any sparingly soluble products, 
which must Be filtered off. The filtrate must be shaken with 
ether to remove gallic acid, etc. (p. 120), the aqueous solution 
must be boiled, neutralised with sodic hydrate, precipitated with 
basic lead acetate to remove any traces of tannin or colouring 
matters, the liquid again filtered, and excess of lead removed 
with dilute sulphuric acid, excess of acid and all elevation of 
temperature being carefully avoided. The mixture is neutralised 
with sodic hydrate, and the clear filtrate heated to boiling, with 
Kehling’s copper solution, when a red precipitate of cuprous oxide 
proves the formation of glucose. (Cp. also p. 270.) 

The precipitate separating from the hydrochloric acid solu¬ 
tion on cooling may consist of lead chloride, if the lead salt has 
been used, of cllagic acid, or of insoluble red anhydrides or phlo- 
baphenes of the tannin. The lead chloride may be removed 
by washing with boiling water ; and the phlobaphenes by cold 
alcohol, which leaves them on evaporation, or on dilution with 
water. If the remaining precipitate has a pale yellow or fawn 
colour it probably consists of cllagic acid (see p. 121), which may 
be crystallised from hot alcohol or pyridine. It is soluble in 
ammonia and reprecipitated by acids, and dissolves freely in 
strong nitric acid, forming a ciimson or deep yellow liquid. 

The ethereal solution which contains the gallic acid, if any 
has been formed, mu^ be evaporated to dryness, and the residue 
taken up with cold water and filtered. Addition of a few drops 
bf solution of potassium cyanide will produce a fine red colora¬ 
tion if gallic acid be present, which rapidly fades, but is restored 
by shaking in presence of air. The sodium arsenate test is also 
a delicate one. For this and other reactions of gallic acid see 

p. 120. 

Products of the Decomposition of Tannins by Acids. 

Gallic Atid (Trihydroxybenzou Acid), 1 : 3 : 4 : 5 C,H./HO) a 
CO.OH, exists ready formed in some plants, and is a product of 
the hydrolysis of gallotannic acid under the influe.nce of the un- 
.organised ferment pectase, or of its decomposition by boiling 
with acids or alkalies. It crystallises in white or yellowish-white 
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needles, containing l mol. (9- 5 per cent.) of water, which it loses 
at 100° C. It is soluble in too parts of cold, or 3 of boiling water, 
in alcohol or glycerin, and slightly so in ether, by agstation with 
which it may, however, be removed from its aqueous solution. 
Gallic acid fuses at a temperature of about 232°C.^ but at abopt 
210° C. begins to lose carbon dioxide, and yields a crystalline 
sublimate of pyrogallol (see p. 113). If the heat be raised sud¬ 
denly to 250° C., a considerable quantity of black shining 
metagallic acid is formed. 

When gallic acid is heated with concentrated sulphuric acid 
to 140° C. dark red rufigallicacid is formed, and is precipitated on 
dilution with water. Rufigallic acid is a hexaoxyanthraquinone 
related to alizarine. It forms a blue solution with alkalies, and 
dyes brown on chrome mordants. A. J. Perkin f has employed 
this reaction as a means of identifying gallic acid, and it is 
strongly recommenced for this purpose by Nierenstein. 

Aqueous solution of gallic acid gives the following reac¬ 
tions :—Solution of ferric chloride gives a deep blue coloration 
which is destroyed by boiling. Ferrous sulphate, if free from 
ferric salts, gives no reaction in dilute solutions, but a white 
precipitate in strong ones. The mixture rapidly darkens by 
oxidation. In alkaline solution gallic acid absorbs oxygen from 
the air and darkens from the formation of galloflavin, and after¬ 
wards of tannomelanic acid. Lime-water produces a white 
precipitate wfeich rapidly becomes blue from oxidation (distinc¬ 
tion from pyrogallol). The same reaction is produced by 
baryta-water, or by the chlorides of barium or calcium on addition 
of ammonia. Gallic acid is distinguished from gallotannic acid 
by the following It does not precipitate gelatin, except in the' 
presence of gum. It does not precipitate tartar emetic in presence 

■ of ammonic chloride, though both tannin and gallic acid are 
precipitated by tartar emetic alone. It precipitates lead acetate, 

■ but not lead nitrate, while tannin precipitates both. A dilute 
solution of potassium cyanide gives a red coloration which dis¬ 
appears on standing, but is restored' by shaking with air. If to 
even 4 very dilute solution of gallic acid, sodic arseqate, or some 
( other faintly alkaline salts be added, the mixture absorbs oxygen 
and becomes a deep green. Aqueous sojution of picric ■acid to 

• Etti, Chora. Soc. Ab*t., 1S79, p. 160. 

f Proc. Chem. 1896, p. 157. 
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which excess of ammonia has previously been added gives a red 
coloration, changing to green. Tannic and pyrogallic acids 
produce no*reaction with cyanide, and with ammonium picratc a 
reddish coloration only. Gallic acid reduces silver nitrate and 
gpld chloride fapidly when hot, but not Fchling’s solution, and 
decolorises acidified potassic permanganate. If tannin and 
other oxidisable bodies be removed from its solution, it may be 
estimated quantitatively by titration with permanganate in 
presence of indigo (see p. 224). Tannin may be separated from 
it by gelatin or hide power (see pp. 208, 224) but much gallic 
acid is also absorbed. Gallotannic and quercitannic acids may 
also be removed by precipitation with ammoniacal solution of 
cupric sulphate, or by cupric acetate, in presence of excess of 
ammonic carbonate (see also p. 171). Many other tannins, how¬ 
ever, give precipitates with cupric salts which are soluble in. 
ammonia and ammonic carbonate. 

Gallotannic acid may also be separated from gallic acid by 
lead acetate strongly acidified with acetic acid, by which tannic 
acid is precipitated, while lead gallate is dissolved ; and by 
many organic bases, such as cinchonidine, brucine, morphia, and 
many of the basic colouring matters ; but none of these separations 
are very satisfactory. Strychnine, however, precipitates gallo¬ 
tannic acid quantitatively (see p. 169). 

Ellagic Acid C U H,(),. is a decomposition product of ellagi- 
tannic acid (p. 109), and may be obtained from the tanning 
materials which contain this tannin. It is deposited from 
aqueous infusions of t^ese as a yellowish white solid, known as- 
“bloom." It may be prepared by pouring a hot concentrated 
alcoholic extract of divi-divi into water, when it separates, and 
may be filtered off and re-crystallised. 

It may also be obtained by boiling divi-divi, myrobalans, 
pomegranate rind, etc., with dilute hydrochloric acid, and ex¬ 
tracting the washed and dried insoluble residue with hot alcohol, 
from which it crystallises on celling. Another convenient source 
of ellagic acid is the “Alizarine yellow in paste" of Messrs, 
Meister, Lucius and Briining, which after drying jmay be readily 
purified by crystallisation from pyridine. Lowe * was the first 
to prepare ellagic acid synthetically by oxidising gallic acid with 
arsenic acid, and this was subsequently accomplished by Kmst 

Zcitxhrifi fur Chcnnc, 1868, iv. j>. 603, 
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and Zwenger * by heating the acid ethyl gallatc with sodiufn 
carbonate solution in the presence of air, and by Griessmeyer f 
by heating gallic acid with water and iodine. The best method, 
however, for its synthetical preparation is one due to A* G. 
Perkin.J who oxidises a 10 per cent, solution o(* gallic acid in 
acetic acid with potassium persulphate and a little sulphuric 
acid. When the reaction is complete, the mixture is poured into 
water, and the resulting sandy precipitate is collected, washed, 
dried, and purified by crystallising from boiling pyridine, in 
which it dissolves somewhat readily. The prismatic needles 
eventually obtained are a pyridine salt of ellagic acid, most of 
the pyridine being removed by washing with alcohol and the 
final traces by drying at l6o° C. 

Thus obtained, it forms a crystalline powder, melting above 
360" C., soluble in dilute caustic alkaline solutions with a pale 
yellow colour. It is itself very pale yellow, and is almost 
insoluble even in boiling water, and only slightly So in cold 
alcohol and ether, though by agitation with the latter, small 
quantities may be completely removed from aqueous solution. 
In hot alcohol, it dissolves with a yellow colour and crystallises 
on cooling. Solid ellagic acid gives with ferric chloride at first 
a greenish, and then a black coloration. With nitric acid con¬ 
taining nitrous acid, and subsequent dilution, it gives a deep 
crimson coloration (Griessmeyer’s reaction), though that obtained 
from some natural sources is rather orange, 

A constitutional formula was first suggested by Schiff, § 
afterwards by Graebe,|] and it was finally proved by A. G. 
Perkin 1 to be a double lactone of a hexa-hydroxydiphenyl di- 
carboxylic acid. The formula is as follows:— 


UH 


OH^ 


,0 . CCK 

/' \ 

\ / 


/ 


O . Cf/ 


\ 

/ 

Oil 


OH 


It will be noticed that the formula is symmetrical, and the 
formation by the oxidation of gallic acid is readily understood. 

Annalen, 1871, cJix. p. 32. t Annalen, 1871, clx. p. 55. 

Journ. Chem. Soe., 1905, Ixxxvii. p. 1412. § Ber., 1879, xti. 1534. 

lier., 1903, xxxvi. 212. ^ Journ. Chem. Soc., .905, Ixxxvii. 1412. 
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It forms a tetra-acetyl compound (m.p. 343-346° C.) and a tetra- 
benzoyl compound (m.p. 332-333° C.), and on distillation with 
zinc dust yields fluorene 

r.n ' V.h 


On boiling with concentrated caustic potash, one lactone group 
is opened, and the carboxyl group eliminated, yielding on neutra¬ 
lisation and dilution pentahydroxydiphenylmcthylolid. 


OH OH 



\ / 

/ \ 

^ Co . 0/ 


)OH 

OH 


This compound melts above 300° C., and yields penta-acetyl 
and penta-benzoyl derivatives, and fluorene on distillation with 
zinc dust. On fusing ellagic acid with alkalies, the reaction is 
carried a stage further, and the other lactone group similarly 
attacked, the final product being hexa-hydroxydiphenyl. 

OH Oil 

Oil/ \ : ,011 

\ / \ / 

OH OH 

When heated at 230° C. with too per cent, sulphuric acid, 
ellagic acid is oxidised To form a new compound* CuH # O )0 , which 
crystallises from pyridine and is soluble in strong alkalies with a 
greenish yellow tint changing to blue on dilution. This compound 
gives a hexa-acetyl derivative. Flavellagic acid also yields this 
compound. 

Ellagic acid is a feeble colouring matter, dyeing yellows with 
tin and alumina mordants, and various duller shades with 
chromium and iron mordants.* 

Catella^k Acid C„H« 0 , was obtairfed by Schiff t on heating 
protocatechuic acid with arsenic acid, and recently by Perkin,J 
by the oxidation of protocatechuic acid in sulphuric acid solution 
with potassium persulph'ate, and was purified by crystallisation 

Hroc. Chem. Soc„ xxii. 30X, p- ■ ‘ 4 - + >***■ !’• * 59 °- 

t lourn Chcm. Sot., 1905, Ixsxvii. p. 1418. 
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in pyridine as with ellagic acid, which it very strongly resembles 
in its properties. 

It is a pale yellow crystalline powder, melting above 360“ C., 
subliming much more readily at higher temperatures than ellagic 
acid. It dissolves in concentrated nitric acid, forming a magenta 
coloured liquid, which on standing changes to a dull brown, and 
from which on dilution with water, a yellow crystalline precipitate, 
probably a nitro-compound, is deposited. Caustic alkalies 
dissolve it with a pale yellow colour, which is discharged on 
warming. Its constitution is as follows:— 



^0 . CO 

'Vo. o 


\ 
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/ 

\. 
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\ 

/ 

oil 


A diacetyl derivative is easily prepared (m.p. 322-324° C ), 
and fluorene obtained on distillation with zinc dust. It does not 
dye mordanted calico. 

Catellagic acid is also formed by the persulphate oxidation 
of para-hydroxybenzoic acid in sulphuric acid solution, another 
hydroxyl group being first introduced forming protocatechuic 
acid, and the diphenyl condensation afterwards taking place. 

Another compound is also formed in this reaction, by the 
diphenyl condensation of para-hydroxybenzoic acid and proto¬ 
catechuic acid. It has the constitution : 
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^o.co^ 
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This compound does not melt below 360° C. and does not 
sublime. It is very readily soluble in pyridine, yields a diacetyl 
compound (m.p. 267-268° C.), and also fluorene on distillation 
with zinc dust. It dissolves with bicarbonates of sodium and 
potassium, and in hot potassium acetate, and forms salts. Nitric 
acid gradually attacks it, and yields an orange red liquid. It 
does not dye mordanted calico. 

Metellagic acid C 14 H, 0 4 was prepared by Perkin* by the 

Journ. Chem. Soc., 1905, Ixxxvii. p. 14 2C. 
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persulphate oxidation of meta-hydroxybenzoic acid in sulphuric 
acid solution. It is isolated from the mixture of products so 
obtained by'the repeated re-crystallisation of its acetyl derivative 
and.subsequent hydrolysis. Its constitution is as follows:— 



\ 

/ 

/ 

OH 


It resembles catellagic acid in that at high temperatures, it 
sublimes readily in the form of needles. It is soluble in pyridine 
and deposits long prismatic needles therefrom. Sulphuric acid 
dissolves it with a pale yellow colour, and nitric acid on gentle 
warming with an orange yellow tint, and on diluting this solution 
with water, a yellow precipitate, probably a nitro compound, is 
deposited. With caustic alkali solutions, it behaves like catellagic 
acid, and fluorene is obtained on distillation with zinc dust. It 
forms a crystalline mono-acetyl derivative, melting at 273-276° C., 
and does not dye mordanted calico. 

Flavdiagic Acid (hydroxyellagic acid) C u H« 0 » was obtained 
by Perkin * by the persulphate oxidation of gallic acid in the 
presence of dilute sulphuric acid. If 96 per cent, sulphuric acid 
be used, eliagic acid is produced also. It is purified by crystal¬ 
lisation from pyridine, in which it is less soluble than eliagic acid 
Its constitution is shown thus :— 



/°C0\ 

> < 

V'o . 0/ 



Oil 


Small, pale yellow, prismatic needles are obtained from 
pyridine, which latter is removed, as with eliagic acid. The pure 
compound does not melt belgw 360° C., and is insoluble »in the 
usual solvents. It is more yellow ^tan eliagic acid, and its solu¬ 
tion in dilute, alkalies has a well-marked green tint. It gives 
the Griessmeyer reaction with nitric acid, and fluorene by dis¬ 
tillation" with zinc dust * It dyes mordanted woollen cloth in 
shades resembling, but stronger than, those produced by eliagic 
* Joutn. Ctiem. S>»c., 1906, lxxxix. p. 251. 
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acid. It yields a sparingly soluble penta-acetyl compound (tn.p. 
3I7'-3I9°G, and a penta-benzoyl compound (m.p. 28y°-28g° C.) 

On boiling with 50 per cent, caustic potash, a reatftion similar 
to that with ellagic acid occurs, one lactone group being opened, 
the carboxyl eliminated, and hexa-hydroxydiphonylmethylolifl 
obtained. 

OH OH 

°< > < >" 

OH \ /OH 

\co.0/ 

This compound melts above 300° C., dissolves readily in 
pyridine, from which it cannot easily be crystallised. Caustic 
alkalies dissolve it with a dull orange-yellow tint, which on dilu¬ 
tion and exposure to air, becomes bluish violet. Alcoholic lead 
acetate gives an orange-yellow precipitate which rapidly passes 
into olive green, and alcoholic ferric chloride a bluish green 
colour. Its solution in sulphuric acid is orange-yellow. Nitric 
acid dissolves it with an orange colour which becomes redder on 
dilution, but is devoid of the blood-red tint of the Griessmeycr 
reaction. It dyes mordanted calico and woollen cloth. The 
hexa-acetyl compound melts at 232-234° C, and the hexa-benzoyl 
compound at 261-263° C. 

A somewhat full account of the ellagic group has been given 
(and perhaps out of proportion to its direct interest to the tanner), 
because, owing to the researches of Perkin, its constitution is now 
fully cleared up, and will probably serve as a starting point for 
further work elucidating the structure of the tannins themselves. 

The fhlobaphenes or reds are chemically the anhydrides of 
certain tannic acids from which they are derived, or in other 
words they are formed from the tannins by the loss of one or 
more molecules of water. It is in this way that they are pro¬ 
duced by the action of acids; and similarly they are often 
formed when alcoholic or highly concentrated, aqueous extracts 
are poured into cold water, under which circumstances a part 
of the tannin seems unable to take up water again,.and separates 
as a red precipitate. It is also possible that in some cases 
oxidation as well as dehydration tak<x< place. Freezing also 
seems to have a dehydrating effect. Most solutions of catechol 
tannins are decomposed by long-continued boiling or heating 
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under pressure, with formation of reds ; which also exist ready 
formed in most tanning materials capable of producing them. 
They are sdluble in alcohol, by which they may be extracted 
from tanning materials or dried residues containing them. 
They are also‘dissolved by dilute alkalies and alkaline carbon¬ 
ates and sulphites, and by borax, which is said to be used in the 
preparation of some extracts, and was tried by Sadlon as a 
means of rendering phlobaphcnes available for tanning, but 
without much practical success. More successful results have 
been obtained by Lepetit Dollfus and Gansser's* process of 
heating with bisulphites under pressure, which give up base to 
the phlobaphcnes, while the sulphurous acid prevents oxidation, 
and apparently to some extent combines with the tannins. 
Many phiobaphenes are scarcely soluble in water even at a boiling 
temperature, though they become more so in the presence of 
sugar, tannic acid, and some other substances. Their solubility 
in water depends on their degree of hydration, many tannins 
giving a series of anhydrides, of which those containing only one 
molecule of water less than the original tannin ate quite soluble in 
water, while the higher members of the series become less and less 
soluble as they lose water. Those which are soluble form the 
principal colouring substances of tanning materials, and generally 
are practically tannins, precipitating gelatin and combining with 
hide to form leather. Hemlock bark yields a series of such 
bodies, of which the lower members are deep red soluble tannins, 
while the higher form the red sediment, so well known to extract- 
tanners. Thus it is chemically impossible to decolorise hemlock 
extract without at the same time greatly lessening its tanning 
pbwer, though by careful manufacturing and concentration at low 
temperature, the proportion of the higher anhydrides formed 
may be kept at a minimum. In many cases it is known, as in 
gambier, and in others it is probable that the tannin itself is 
merely the first anhydride of the series, and derived from a 
catechin which itself is a white crystalline body destitute of 
tanning properties (see p. 137). The . more soluble “ reds ” are 
identical with.the so-called “ difficultly soluble tannins." 

Decomposition of the Phiobaphenes by Fusion with Caustic 
Alkalies '.—It has been motioned (p. 116) that the reds of different 
tannins yielded, in addition to protocatechuic acid, either phloro- 
• E. P. No. 8581, 1S96. loom. Chem. Soi. Abtt„ 1896, |>: 4J6. 
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•glucol, or acetic acid, or some other member of the fatty aiid 
series, and some tannins, as those of alder and hop, give more 
than one of these, but it is possible that this may arise from the 
presence of two distinct tannins in these materials. It is stilted 
that all those tannins which yield acetic acid ’on fusion with 
potash, also yield considerable quantities of glucose to dilute 
acids, while the phlorogiucide tannins do not do so. It is stated 
by Barth and Schroder * that a small quantity of phloroglucol 
is produced by the fusion of gallic acid, resorcinol and common 
phenol with caustic soda. It is therefore possible that in some 
cases where phloroglucol is detected, it may have been formed 
by the action of the alkali, and not have been originally a con¬ 
stituent of the tannin. Note also its formation from the flavones 
<p. 141). 

The following method may be employed to investigate the pro¬ 
ducts of the action of potash. 20 grm. of the red, or of the tannin 
from which it is derived, or its lead salt, is boiled with 150 c.c. 
of solution of caustic potash of 1 '20 sp. gr. for three hours, and 
the liquid is then concentrated with constant stirring till it 
becomes pasty. In many cases the tannin is sufficiently broken 
up by mere boiling with the potash solution, and occasionally 
products are obtained in this way which are broken up by 
actual fusion. The melt or solution is cooled and treated with a 
volume of dilute sulphuric acid slightly more than enough to 
neutralise the alkali employed. After further cooling it is 
filtered from potassium sulphate and other solid matters, and the 
filtrate treated with sodium bicarbonate till its wine-red reaction 
with litmus shows that the sulphuric acid is neutralised. The 
liquid is then shaken with an equal measure of ether, tlie 
ethereal layer drawn off, and the treatment repeated several 
times. On distilling off the ether, phloroglucol is left and may 
■ be purified by solution in water, when protocatechuic acid and 
other products may be precipitated by neutral lead acetate, and 
filtered off, and the phloroglucol again extracted with ether, and 
recognised by its reaction with deal-shaving and hydrochloric 
acicf and by its sweet taste.f Othqr tests for phloroglucol have 
been already described on p. 118. It is quite possible that 
phloroglucol may exist in the tannin iii some cases at least as 

* Journ. Chem. Soc Abst. 1883, p. 60. 

t Compare Allen, Commercial Organic Analysis, iii. \ p. 86. 
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ffhloroglucol-carboxy lie acid, which is isomeric with gallic acid, 
but is much less stable than protocatechuic acid, and would be 
broken up by fusion with potash. It has also been shown that 
in tnany organic colouring matters a benzene ring linked to other 
groups in the meta-position breaks up into phloroglucol on fusion, 
though it does not give the reaction with deal-shaving in its 
original combination (p. 113). 

Protocatechuic Acid, 1:3:4 C,H 3 (OH),CO . OH, one of the 
six isomeric dihydroxybenzoic acids of this formula (sec p. 105), 
crystallises in needles and plates with one molecule of water, 
which it loses at ioo° C. The water-free acid melts at 199° C., 
and is decomposed into catechol and carbonic acid. It is some¬ 
what soluble in cold water, and readily so in hot water, alcohol, 
or ether. It is coloured bluish-green by ferric chloride and ferric 
alum, and the colour is changed first to blue and then to red by 
very dilute alkalies. Many other catechol derivatives react 
similarly.* Solutions of protocatechuates give a violet coloration 
with ferrous salts. It is precipitated by lead acetate, and re¬ 
duces silver ammonio-nitrate, but not Fehling’s solution. With 
bromine-water it gives soluble bromine-derivatives. Boiled with 
dilute arsenic acid, it forms di-protocatechuic acid, C, 4 H 1 ( iO,*, 
a tannin very similar in its properties to gallotannic (digallic) 
acid (p. 130), but giving green-blacks with ferric salts 

Protocatechuic acid is formed by fusion with potash of many 
tri-derivatives of benzene which have substituted groups in the 
3:4 positions, and therefore does not necessarily exist ready 
formed in all bodies which yield it. Many colouring matters 
and resins also yield it on fusion with potash or soda. 

Catechol-ortho-carboxylic Acid, 1:2:3 C 4 H 3 (OH),CO . OH + 
2OH,, is extremely similar to protocatechuic acid, and lilce it, 
yields catechol and CO, on heating to 199° C. It is formed 
synthetically, and is not known to occur in natural tannins. 

Vanillic and Iso-vanillic Acids are derivatives of protocatechuic 
acid, in which a* methoxyl group substitutes one hydrofcyl, the 
three in vanillic, and the four in isovanillic acid. They may 
occur among the products of the fusion of tanning and colSuring 
matters with potash. Vanillic acid melts and sublimes at 211° C.;' 
iso-vanillic at 250°C. * 

The resorcylic acids are acids of resorcinol isomeric with those 

* Schiff, D. Chem. Gcs. Ber., 1882, xv. p, 2589. 

K 
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of catechol. Dr. Nierenstein states that resorcinol is one of the 
products of fusion of quebracho-tannin with potash.* Similar 
acids are also derived from quinol. and it is possible that both 
resorcinol and quinol tannins may exist. 


Constitution of Tannins. 

Having described the products of decomposition of tannins, 
something must be said of the way in which these constituents 
are combined, Our knowledge is, however, very limited on this 
subject, and cannot be said to be by any means certain, even 
on the constitution of gallotannic acid itself. 

Gallotannic or Digallic Acid exists as the principal tannic acid 
of the galls of oak, tamarisk, etc.; and, in mixture with more or 
less ellagitannic acid, in myrobalans, divi-divi, sumach, pome¬ 
granate rind, and many other plant-products. It probably exists 
in the plants originally as a glucoside, or at least as a carbo¬ 
hydrate compound which yields glucose and gallotannic acid on 
hydrolysis. It was first apparently synthesised by Lowe in 
1867, by the action of argentic nitrate on barium gallate.f Schiff 
attempted a synthesis from gallic acid, in 1871,! by mixing the 
latter, after drying at 110° C., with phosphorus oxychloride to a 
thin paste, and heating, first to ioo°C. and then to I20°C. Much 
hydrochloric acid was evolved and the gallic acid was converted 
into a yellow powder, which, after purification by washing with 
absolute ether, dissolving in water, allowing the gallic .acid to 
crystallise out, saturating with salt, washing the precipitated 
tannin in salt solution, and redissolving in alcohol and ether, had 
all the reactions of gall tannin, but was perfectly reconverted 
into gallic acid on boiling with hydrochloric acid, without the 
formation of any trace of ellagic acid, or glucose. By analysis 
of the tannin and its acetyl compounds it appeared to be di¬ 
gallic acid, but the precise mpde of condensation is yet very 
uncertain, and it is doubtful whether natural tannin is identical 
with the synthetic; and doubts have recently been thrown on the 
reality of the synthesis. 

• Collegium, 1905, p. <59. t J. Prak. Ch,, cii. p. in. 

X Ber. D. Ch. Ges., iv. p. 231. 
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Schiff suggested the following formula:— 

.‘CO.OH 
.. „ OH 
1 jOH 
<0 \ 

COf 
OH 
OH 
Oil 

B. Hunt * believed he had synthesised a tannin of this con¬ 
stitution by digesting potassium gallate and nionobromproto- 
catechuic acid with alcohol on the water-bath for five hours, 
C 4 Hj(OH 3 ) . COOK+ C,HjBr(OH)j.COOH==C,H,(OH) > . COO 
. C,H s (OH) 2 .COOH + KBr, but his results have not been con¬ 
firmed on re-examination by Schiff,t who points out that mono- 
bromprotocatechuic acid itself precipitates gelatin, albumen, and 
quinine. 

By boiling an aqueous solution of gallic acid with arsenic 
acid, which underwent no permanent change in the process, 
Schiff | confirmed an earlier observation of Lowe’s, and obtained 
a product which precipitated gelatin and otherwise reacted like 
tannin, which he regarded as digallic acid, but Freda § failed to 
obtain digallic acid by this means, and found that on complete re¬ 
moval of arsenic, the compound was reconverted to gallic acid. It 
was, therefore, questioned whether digallic acid was really formed, 
and reconverted into gallic acid by the prolonged action of 
hydric sulphide, which is necessary to remove the arsenic, or 
whether the supposed tannin was merely an arsenical compound 
qf gallic acid. By shaking out with acetic ether, however, it 
has been stated that the digallic acid may be isolated free from 
arsenic ; it has been noticed that the use of hydric sulphide in 
decomposing lead tannates (p. in) often liberates a substance 
which has lost the characteristic power of precipitating gelatin. 
Small quantities of As 3 0 5 will convert large quantities of gallic 
acid in time, but Schiff preferftd to use 8-10 per cent, on the gallic 
acid. A minute quantity of As a O, added to sumach iiguors 
preserves and restores their tanning powers, and it was the active 
constituent of the writer^ “ Antigalline,” sold some years ago for 
the purpose. 

* Ch. News, lii. p. 49, t Ch. Zeit, 1896, p. 866. 

X Ann. Chem. Phar., clxx. p. 100. § Gaz. Ch. Ital., viii. pp. 9 and 363. 
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Vournasos * has recently repeated some of the earlier work' 
on gallotannic acid, and prepared it free from gallic^acid and 
other impurities by the repeated re-crystallisation and subsequent 
hydrolysis of what he considers to be a penta-acetyl derivative. 
He summarises and confirms the evidence for the view that' 
gallotannin is a compound formed by the linking up of the 
carboxyl group of one molecule of gallic acid with a hydroxyl 
group of another molecule, water being eliminated, but points 
out that it has never been yet settled, which hydroxyl group is 
used to form the etheric grouping. He prepares a penta-benzoyl 
derivative of gallotannic acid, and describes its properties in 
detail, and uses this to clear up the constitutional formula. By 
the very careful action of sulphuric acid and alcohol on this 
compound, hydrolysis of the etheric linking between the two 
molecules of gallic acid is effected, Without eliminating any of 
the benzoyl groups, and the product is separated into two portions, 
one of which is identified as tribenzoyl gallic acid, and the other 
as a dibenzoyl gallic acid. The latter in etherial solution is 
treated with sodium amalgam at a low temperature, and the 
benzoyl chains substituted by hydrogen, thus yielding a hydroxy- 
benzoic acid. This is identified as the i : 4 compound, and shows 
that gallotannin has the following constitution : 

OH OH 

N-CO-O-/ NcOOH 
OH 


Wll 

OH<^ 

OK" 


Vournasos also examines the supposed synthesis of Schiff 
by means of arsenic acid and phosphorus oxychloride, and finds 
with other observers, that the phosphorus and arsenic cannot be 
completely removed without destroying the “tannin,” and he 
concludes that no real synthesis of a tannin has been yet brought 
about. The question of optical activity is not taken into 
consideration by him. 

Gallotannic acid as obtained fom plants Invariably yields 
traces of glucose, as well as of ellagic acid, when boiled with 
dilute acids. It is still an open question in many cases whether 
"the glucose exists in the plants as a glucoside of tannic acid or is 
the product of some impurity (as is showb by Etti to be the case 

• Dr. Alexandre Vournasos, Le Tannin dc la Noix de Galle, Sa Constitutkn* 
BaiUiire el Fils, Paris, 1903. 
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with oak bark, where lxvulose is always present). It seems 
most probable, however, that natural gallotannic acid is really 
a glucoside of digallic acid, or possibly, according to the theory 
t >f Hlasiwetz, a gummide, or compound of dextrin, which, by the 
action of acids, is easily converted into glucose. Schiff gives the 
formula C 3 4H, s O, a = C,H 1 jO«+3C H H 14 0»—20H a , which corre¬ 
sponds to 23 per cent, of glucose, and slightly exceeds the maxi¬ 
mum actually determined. He points out that natural gallo¬ 
tannic acid is freely soluble in ether-alcohol and absolute 
alcohol, which do not readily dissolve glucose. Repeated purifi¬ 
cation with ether-alcohol, however, is capable of removing most 
if not all the glucose from gallotannic acid. What has been 
said of gallotannic acid in this respect, applies to many other 
tannins, which like it give glucose by treatment with acids. 

It has been recently pointed out by Gunther* that solutions 
of natural tannin are distinctly dextrorotary. The rotation is 
too large to be accounted for by any possible admixture of 
glucose or any other known substance. It is little altered by 
acetylation of the tannin, but disappears entirely on its conver¬ 
sion into gallic acid by digestion with dilute hydrochloric acid, 
which scarcely affects glucose. Schiff's synthetic digallic acid is 
optically inactive. It is generally believed that the property of 
rotating polarised light is due to the presence in a compound of 
an asymmetrical carbon atom, or one connected with four groups 
all of different character; and Gunther remarks that this is not« 
present in Schiff’s formula given above. Schifft confirms this, 
but shows that th» power of rotation is very variable in different 
samples, and quite absent in gallic acid and artificial digallic acid 
(produced by treatment of gallic acid with arsenic acid]. He 
suggests a kctonic formula, which, however, only contains an 
asymmetric carbon atom on the unproved benzene-theory of Claus, 
which supposes that the unsatisfied valencies are directed dia¬ 
gonally across the ring. In his second paper he shows that such 
a formula involves six hydroxyl groups capable of acitylation, 
while five only exist, and gives other reasons why such a ketonic 
structure is'very improbable. On the whole, a suggestion made 
by A. G. Perkin in conversation with the writer seems to offet 
the most probable explanation, viz. that natural .tannin consists 
of a grouping of two or more molecules of digallic acid, possibly 

* Ber. Phar. Go., 1895, v. p. 179. f Ch. Zeit. 1895, P- *680; 1896, p. 86j» 
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Vournasos * has recently repeated some of the earlier work' 
on gallotannic acid, and prepared it free from gallic^acid and 
other impurities by the repeated re-crystallisation and subsequent 
hydrolysis of what he considers to be a penta-acetyl derivative. 
He summarises and confirms the evidence for the view that' 
gallotannin is a compound formed by the linking up of the 
carboxyl group of one molecule of gallic acid with a hydroxyl 
group of another molecule, water being eliminated, but points 
out that it has never been yet settled, which hydroxyl group is 
used to form the etheric grouping. He prepares a penta-benzoyl 
derivative of gallotannic acid, and describes its properties in 
detail, and uses this to clear up the constitutional formula. By 
the very careful action of sulphuric acid and alcohol on this 
compound, hydrolysis of the etheric linking between the two 
molecules of gallic acid is effected, Without eliminating any of 
the benzoyl groups, and the product is separated into two portions, 
one of which is identified as tribenzoyl gallic acid, and the other 
as a dibenzoyl gallic acid. The latter in etherial solution is 
treated with sodium amalgam at a low temperature, and the 
benzoyl chains substituted by hydrogen, thus yielding a hydroxy- 
benzoic acid. This is identified as the i : 4 compound, and shows 
that gallotannin has the following constitution : 

OH OH 

OH<^ \_co-0-(^ ^COOH 

~~~ OH 


Vournasos also examines the supposed synthesis of Schiff 
by means of arsenic acid and phosphorus oxychloride, and finds 
with other observers, that the phosphorus and arsenic cannot be 
completely removed without destroying the “tannin,” and he 
concludes that no real synthesis of a tannin has been yet brought 
about. The question of optical activity is not taken into 
consideration by him. 

Gaflotannic acid as obtained fom plants Invariably yields 
traces of glucose, as well as of ellagic acid, when boiled with 
dilute acids. It is still an open question in many cases whether 
"the glucose exists in the plants as a glucoside of tannic acid or is 
the product of some impurity (as is showb by Etti to be the case 

• Dr. Alexandre Vournasos, Le Tannin dc la Noix de Galle, Sa Constitution^ 
BaiUiire et Fils, Paris, 1903. 
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This constitution would readily account for the optical activity, 
the slow hydrolysis into gallic acid by acids, the absence of the 
carboxyl group, the formation of diphenylmethane on distillation 
with zinc dust, and the formation of rufigallic acid. The formula 
shows seven Rydroxyl groups, one of which is supposed to be 
peculiarly situated," so that only hexa-derivatives are obtained 
by the ordinary reagents. 

The whole matter, however, is still in an unsatisfactoiy con¬ 
dition, and confirmatory work is urgently needed. 

Phenols may be sulphonated by treatment with disulphuric 
(fuming sulphuric) acid, forming sulphonic acids, analogous to 
the carboxylic, but in which S 0 3 takes the place of CO,. When 
these acids are treated with phosphorus oxychloride disulphonic 
acids are produced analogous to the synthetic tannins, and 
possessing very similar properties, precipitating gelatin, and pro¬ 
ducing more or less brittle leather from animal skin. Schiff* 
succeeded >in producing such bodies from common phenol, pyro- 
gallol, and phloroglucol. This appears to show that the proper¬ 
ties of tannin are not dependent on the CO group, but rather 
on the general structure. 

Gallotannic acid is met with, in commerce, in the form of 
light buff-coloured scales, with a faint peculiar odour and a 
powerfully astringent taste. It is soluble in six parts of cold 
water or glycerin, and very readily in hot. It is also very 
soluble in alcohol containing water, but much less so in absolute. 
It is moderately soluble in washed ether, but scarcely at all in 
anhydrous ether, chlofoform, benzene, or petroleum spirit. 

The commercial acid usually contains more or less of gallic 
afcid, which may be detected by dissolving in water, shaking 
with ether, and after decanting and evaporating the efher, 
applying the tests described under gallic acid (p. 120). It may 
also be frequently distinguished in the simple aqueous solution 
of the tannic acid by the same tests. Hot solutions of tannin 
will dissolve largeajuantities of gallic acid, which remains for long 
periods in a state of supersaturatio/i, and if the solution be pre¬ 
cipitated with, salt, most of the gallic acid is thrown down-with 
the tannin.f Commercial tannic acid in addition to its natural 
impurities, such as gallic Ind ellagic acids and glucose, is occasion¬ 
ally adulterated with starch. 

• Annalen, clxxviii. p. 171. t Schift Gaz. Ch. Ital ix. pp. 1-22. 
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Gallotannic or digallic acid has never been crystallised, 31 
so-called “crystal tannin "is merely a commercial product mai 
by drawing the syrupy solution into threads which are broken 1 
after drying, and resemble needle-crystals. 

Gallotannic acid, like all other pyrogallol' tannins, wb 
treated with bromine-water, yields soluble bromine derivatives 

Gallotannic acid may be estimated by the various metha 
given in Sections XIII. and XIV. for the estimation of tannir 
but no rigidly accurate method of separating it from gallic ac 
and other impurities is yet known. 

Some additional reactions of gallotannic acid will be found : 
Table V. p. 162. It is distinguished from gallic acid by i 
power of precipitating gelatin ahd many organic bases, includin 
strychnine, quinine, cinchonidine, morphine, brucine, benzidin 
and all the “ basic " coal-tar colours ; and by giving precipitati 
with lead nitrate, lead acetate acidified with acetic acid, an 
ammoniacal solutions of copper and zinc sulphates. ■ 

Ellagitannic Acid is generally associated with gallotannic aci 
in tanning materials of the pyrogallol group, varying in propoi 
tion, from large quantities in divi-divi, myrobalans, and valonii 
to mere traces in sumach. Either it, or some analogous bod' 
producing bloom, is alsp present in considerable proportion il 
oak bark, associated with a catechol tannin. Kllagitannic acii 
is noteworthy as the source of bloom, or ellagic acid (p. 121 
which see. Its constitution is quite unknown, and it may bi 
merely a hydrated colloidal soluble form of ellagic acid, but i 
more probably a soluble glucoside of it, which is easily split up 
by ferments, or even by simple boiling ; or even a compound o 
ellagic and gallic acids, as suggested by Perkin. 

It is probable that other tannins of the pyrogallol group 
exist, especially as alkylated digallic derivatives with the pro¬ 
perties of tannins can be formed synthetically (p. 134), but sc 
far, • one have been recognised or separated in nature. It is 
highly probable 1 hat the tannins of valonia, oakwood-extract, and 
myrobalans, and several other pyrogallol tans are not actually 
idertiical with digallic acid, though evidently closely related. 
The tannin of baboo! pods (Acacia A rabica, and some other allied 
species), though belonging to this group!, is evidently not Identical 
with digallic acid, as it gives no insoluble precipitate with lime- 
water. 1 
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The Catechol Tannins, like the pyrogallol tannins, form a class' 
which contains more than one member, though it is likely that 
many tannins which have received different names are mixtures 
of comparatively few individuals. 

• Schiff has Shown that aqueous solution of protocatechuic acid, 
after boiling for some hours with arsenic acid and treatment with 
ether, separates into three layers, of which the middle yields 
diprotocatechuic acid, Ci,H le O,, analogous to digallic acid, and 
resembling it in most of its properties, but giving green colora- 
ation with ferric chloride* He also obtained a “tetraproto- 
catechutannic acid ’’ by the action of phosphorus oxychloride on 
an ethereal solution of protocatechuic acid. It seems not im¬ 
probable that such condensation products exist, containing two 
different acids, and hence, like some of the natural tannins, 
yielding more than one phenol on decomposition. Whether 
the natural catechol tannins are of so comparatively simple a 
constitution is yet doubtful, but the solution of the problem is 
much complicated by the difficulty of separating amorphous and 
closely allied bodies. All catechol tannins contain a proto¬ 
catechuic acid group, but some yield phloroglucol and others do 
not. To the first of these classes belong the tannins of cutch 
and gambicr (catechus), whence the name is derived. 

Catechutannic Acid is obtained from gambier and cutch. It 
is not improbable that the two products are identical, but un¬ 
certain whether the apparent differences are due to impurities or 
variations in constitution, and it is very possible that both are 
mixtures of more thjn one chemical individual. Closely allied 
tannins are found in kino and many other plants. The tannin 
if gambier seems to possess important practical differences from 
other catechol tannins, being less astringent, and more readily 
removed from leather by washing. 

Catechutannic acid appears to be an anhydride or mixture 
of anhydrides of catechins, though it is quite possible that catechu 
aiso contains tannins not derived from catechins. 

Catechins .—It was formerly supposed that the catechins from 
different sources were identical. Recent researches, however, 
especially those by Perkin and Yoshitaket show that the 
catechihs are a class containing at least two or three distinct 

* Her., 1882, x*. p 1588. 
t Joom. Chem. Soc., Ixxxi. 1892, p, 1160. 
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chemical individuals closely resembling each other in properties, 
and probably also in constitution. 

Gautier * appears to have been the first to shoV that there 
was more than one catechin, and indeed describes three isolated 
from gambier (from Nauclea Gambir) : (a) with melting point 
204°-205°C.; (/>) m.p. 176°-i77° C.; (r) m.p. 163° C. He further 
describes several other catechins of different melting points 
derived from acacia catechus. Perkin and Yoshitake (loc. cit.) 
working on cube gambier, which was extracted with ethyl acetate 
and the product purified by crystallisation from water after frac¬ 
tional precipitation with lead, obtained a catechin agreeing in 
melting point with Gautier's (b), which appeared to be a chemical 
individual, but could not detect the (a) catechin. Dried at ioo° C. 
the air-dried crystallised subtance lost about 20 percent, of water 
of crystallisation, and on subsequently heating to 160° C. no 
further loss or change beyond slight browning occurred. Analysis 
gave numbers closely approximating for the crystalline substance 
to those required for C ls H u O„ . qlljO, and this formula was 
further confirmed by analyses of azobenzene benzoyl and acetyl 
derivatives. Molecular weight determinations by the freezing 
point method in naphthalene gave results confirmatory of the 
formula just quoted, and acetylation and benzoylation indicate 
five replaceable OH groups. By treatment with lead acetate in 
solution slightly acidified with acetic acid, a crystalline lead 
salt, corresponding to the formula C ls H u O e . Pb(C a H s Oj) a was 
obtained. The catechin was sparingly soluble in cold water, 
freely in alcohol, and if air-dried, soluble in ether and ethyl 
acetate, but not if dried at 100° C. It gave the phloroglucol 
reaction with deal-shaving and hydrochloric acid, and on fusion 
with potash, phloroglucol and protocatechuic acid, and a volatile 
acid, pfobably acetic. With ferric chloride a green, and in pre¬ 
sence of sodium acetate a deep violet coloration was produced. 

From the mother liquors formed in purifying this (b) cate¬ 
chin st second catechin was isolated, with a melting point of 
235°-237°C., and crystallising without water of crystallisation. 
In it« other properties, and decomposition-prodqcts, as well as 
in the results of ultimate analysis, it was identical with catechin 
(*)• 

From acacia catechu (•' kath ") the same authors obtained a 
Bull. Soc. Chim., 1878 (ii,), tx\. |>. 567. 
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catechin, which sinters at about 140° C., resolidifies, and finally 
melts at 20^-205° C. without decomposition, and which was 
possibly identical with Gautier’s (a) catechin. Except in melting 
point^it appears to be identical in properties and composition 
with catechin (#).* The authors state that all these catechms are 
probably represented by the formula C ls H 14 O e , but are different 
substances, since they differ not only in melting point but in water 
of crystallisation, and similar differences occur in their derivatives. 
It is possible that the volatile acid obtained on potash-fusion is 
in some cases formic and not acetic. The work of Perkin and 
Yoshitake has on many points been confirmed by that of 
Kostanecki and Tambor,* and Karnowski and Tambor.f Ordi¬ 
nary gambier catechin yields a series of reds, probably anhydrides, 
on boiling with dilute sulphuric acid. Heated in dilute sulphuric 
acid 1 ■ 8 in a sealed tube to 140° C. catechol and phloroglucol 
together with a red anhydride are obtained. In concentrated 
sulphuric acid, it dissolves with a deep purple coloration. It is 
readily soluble in alcohol and in boiling water, but requires about 
1100 parts of cold water for its solution. Hence it separates on 
cooling from a hot solution of gambier, and may be purified by 
redissolving in hot water and treatment with animal charcoal, 
and subsequent crystallisation. The white deposit on pit sides 
and on the surface and interior of leather, which is often found 
when gambier is largely used, and which is sometimes called the 
whites,” consists of crystallised catechin. It may be dissolved 
by warm water or liquors, or may be decomposed by warm sul¬ 
phuric acid. This deposit is favoured by the use of hot gambier 
liquors, from which it crystallises on cooling. Its occurrence has 
also 1 been attributed to some kind of fermentation of gambier 
liquors, but this is very doubtful. Catechin may be extracted 
from its aqueous solution by agitation with ether. It possesses 
no acid properties, though some writers have incorrectly called 
it catechuic acid. The aqueous solution gives precipitates with 
albumin, lead acetate, and mercuric chloride, and redifces 
ammonio-nitrate of silver ; but, unlike tannins, it does not pre¬ 
cipitate geiatin, .alkaloids, or tartar emetic. It is oxidised i>y 
permanganate in presence of free acid, and hence, when in 
solution, is estimated by« the Lowenthal method as " non¬ 
tannin.” It is also partially absorbed by the hide powder filter 

Ber., 1902, xxxv, pp, 1867 and 2408. Ibid. p. 2410. 
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so that the analysis of gambiers by this method is rendered 
difficult and uncertain. It probably possesses 119 tanning pro¬ 
perties itself, but its anhydrides will tan. In experiments made 
by the writer a slight tanning effect was observed in *a cold 
saturated solution, which had a faint yellow colour and probably 
contained a trace of anhydrides, and on boiling the solution for 
some time, the tanning effect was increased and both the liquid 
and the leather took a deeper and redder colour. Its value is 
therefore uncertain, but the practical results from gambier seem 
larger than corresponds to the ready formed tannins present, and 
it is not improbable that in the tanning process the catechin is 
gradually converted into available tannins. Hunt has, however, 
shown * that, as estimated by the Lciwenthal process, the tannin 
in gambier is to some extent lessened by boiling, probably by 
conversion into an insoluble anhydride. Although the tannins 
of gambier and cutch are so nearly related, great differences exist 
in their tanning properties. * 

Natural Colouring Matters allied to Tannins .—These are 
so constantly present in vegetable tanning materials, and so 
frequently influence their colour reactions, that a section on the 
Chemistry of Tannins can hardly omit some notice of them ; and 
as they arc closely allied to tannins in their products of decom¬ 
position. and are moreover crystalline bodies, the structure of 
which has been closely investigated by many chemists, and 
especially in recent years by A. G. l’erkin and by Kostanecki 
and their pupils, and which is now comparatively clearly under¬ 
stood, their study can hardly fail to cast light on that of the 
tannins themselves.f Their relation to tannins has already been 
mentioned on p. 104. Like the tannins, they usually occur in 
nature as glucosides, generally crystalline, which are broken up 
by digestion with dilute acids, or by ferments, leaving the 
colouring matters themselves as crystalline powders, usually very 
sparingly soluble in water, but pretty freely so in alcohol, espe¬ 
cially with the aid of heat. They are usually precipitated by lead 
acetate, which, however can frequently be used in their purifica- 

Joum. Sue. Chera. Ind., 1885, p. 266. 

t The best summary of present knowledge of the natural colouring matter it “Du 
ctumu der Haturhi/un FarbsUgt," by Dr. H. RupfcfVieweg uml Sohn, Braunschweig). 
Their occurrence in tanning material! has been specially studied by Perkin in t aeries 
«f papers communicated to the Chemical Society; Chem, Soc. Trans., 189#! lain, 
pp, 1289, 1299, 1303; 1897, brai. pp. 1131, 1194; 1898, buciii. pp. 374, 1016. 
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tion* tannins and phlobapherie bodies usually coming down in 
the first fractions. The colouring matters found with tannins 
mostly dye more or less pronounced yellow shades on tin and 
alumina mordants and olives on chrome and iron, and belong 
to One group, th*e ftavones. Others such as hxmatoxylin and 
brasilin from logwood and Brazil-wood are more or less asso¬ 
ciated with tannins, but hardly come within the scope of this 
section. 

Flavone, the at first hypothetical type of the group actually 
synthesised by Kostanecki, * and its derivative flavonol possess the 
constitutions shown below ; and the colouring matters in which we 


/ /- / 1 /\/ \ / 

u r r\ 
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\/\qp/ \A C / 


are specially interested, quercetin, fisetin, myricetin, and morin 
are all derived from the latter, and differ only in the number and 
arrangement of OH groups on the two benzene rings. All but 
fisetin, the colouring matter of Rhuscotinus (“ Venetian sumach " 
or “ young fustic ”), have OH groups in the i, 3 positions. When 
these are fused with potash, the intermediate (pyrone) ring is 
broken and OH substituted for the OC in the 5' position, so 
that phloroglucol is formed, though it does not actually exist in 
the colouring matter,,which therefore does not give the pine¬ 
shaving reaction. Fisetin has no OH in the 1 but only in the 3 
position, and therefore yields resorcinol on fusion. Quercetin 
and fisetin have OH groups in the 3' and 4' positions on the 
second ring, which on fusion becomes oxidised to protocatechuic 
acid, while morin, the colouring matter of Morns tinctoria (fustic), 
has OH groups in the 2' and 4' positions, and yields resorcinol 
but no protocatechuic acid in addition to phloroglucol. Myricetin, 
the colouring matter of many sumachs and of Myrica nagi , has 
OH groups in ihe 1, 3, and 3', 4', 5' positions, and consequently 
yields phloroglucol and gallic acid on potash-fusion. Several of 
these flavones yield, in addition to the products named, acetic, 
glycolic or oxalic acids from the residues of the pyrone ring, 

* Ber., xxvL p. 2901 ; xxviii. p. *502 
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It is interesting to compare the behaviour of these flavones 
with maclurin, or so-called “ moringatannic acid," a' second crys¬ 
talline colouring matter of fustic, which not only yields phloro- 
glucol on potash-fusion, but gives the pine-shaving reaction. 
" OH OH 

The structure of maclurin is probably 0 H<^ 3 ~ 1co ~ ! (_/ 0H ' 

OH 

so that the phlorogluco! exists ready formed in the substance. 
In this respect it resembles the catechins. 

Quercetin, with its glucosides, is the commonest colouring 
matter in tanning materials, and is the principal one of quercitron 
<i Qucrcus tinctoria ), and is also found in quebracho, cape sumach 
(Osyris comfressa), gambler, the acacias, and many other materials, 
while myricetin is common in the sumachs, and some other tans 
of the pyrogallol class. 

Other Natural Tannins .—It can hardly be said that any 
natural tannins except digallic acid have been thoroughly investi¬ 
gated, and most of them have not even been prepared in a state 
. of approximate purity. It is known that tannins of the pyrogallol 
class exist in many plants, but whether these are merely impure 
forms of digallic acid and its glucosides or allied tannins of 
different constitution containing perhaps methyl or other alkyl 
derivatives of pyrogallol, is by no means decided in most indi¬ 
vidual cases. There is probably little doubt that the principal if 
not the only tannin of sumach and most galls is gallotannic acid, 
and apart from the soluble tannin of ellagic acid, the same is 
probably true of tnyrobalans, but is by no means so certain with 
regard to divi-divi, or chestnut-wood and oak-wood tannins, and 
many others. Bdttingcr * believes oak-wood tannin to be a methyl 
del ivative of digallic acid, of the formula Ci,H 13 0 ,. 201 Ij, which 
loses one molecule of water at loo° C. and the second at 135° C. 
He obtained a pentacetyl derivative C ls H,Ac, 0 ,.and two brom¬ 
ine derivatives from this, Ci,H l0 BrAcO» and Ci t H,Br 4 AcO,. 
Koejnert acetylated oak-wood and chestnut,-wood tannins, and 
found for the former an acetyl derivative containing 5 acetyl 
groups (31 -8 per cent.) and with a molecular weight (by freezing- 
point in phenol) of 689 approximately. Bottinger’s formula 
gives a molecular weight of 546 and 139-4 per cent. «f acetyl 
(C,H, 0 ), while if Koerner’s results can be accepted as reliable, 


Ber., xx. 1887, pp. 761-7(16. 


t Kocruer, Collegium, 1903, p. 163. 
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the constitution must be much more complex. He, however, 
points out himself that with such substances cryoscopic methods 
are not very reliable. Koerner (lot. at.) found for the acetyl 
, compound of chestnut-wood tannin a molecular weight of 870 
and ‘36’ 5 per cent, of acetyl, so that he considers it to contain 7 
acetyl groups, and states that the acetyl compound differs in 
solubility and other properties from the oak-wood derivative, and 
that therefore the two tannins arc distinct. Considering the 
many sources of error to which such determinations are liable, 
these results must be accepted with a certain reserve. It is 
possible that many apparent discrepancies arise from the diffi¬ 
culty of distinguishing between the tannins and their glucosides. 

With regard to the tannin of algarobilla pods (closely- allied 
botanically to divi-divi) Zolfel* states that they yield 8-10 per 
cent, of gallotannic, and a much larger quantity of cilagitannic 
acid. The gallotannic acid exists as a glucoside with dextrose. 
The cilagitannic acid (p. 136) is free from glucose, and takes 5 
acetyl groups. He believes it to be isomeric with digallic acid 
CuHioO,. As ell agio acid is now known to be C u H,0,, and to 
separate almost spontaneously from the cilagitannic acid, it is 
difficult to see how this constitution is possible. Zolfel believes the 
tannins of algarobilla to be identical with those of myrobalans. 

Some pine-tannins apparently contain pyrogallol derivatives. 
The bark of the silver fir (Abiespectinata) is said to give a blue- 
black with ferric salts. G. Heylf has investigated the tannin of 
the cones of Sequoia gigantea , the giant pine of California, which 
gives a brownish-blacWith ferric chloride, and insoluble preci¬ 
pitates with salts of Ba, Mg, Cu, and Pb, which, when heated to 
200’ C. yield pyrogallol. Boiled with dilute sulphuric acid, in¬ 
soluble reds, and only small quantities of glucose and of gallic 
acid are produced. Heyl gives the constitution of the tannin as 
CjiHjoOjo, and of its bromine and acetyl derivatives as 
C„H, 5 0 Kl Brj and Cj 1 H t4 O 10 (C 2 H a O) < respectively, but these 
formula, like most dthers which have been given for tannrns 
must be accepted with much reserve. • 

Turning to citechol tannins, it is pretty certain that wider 
divergences exist. None of the natural tannins can be simply 
diprotocatechuic acid C 14 H„ 0 , (p. 137), since it contains only 

* Srch. I’bar., ccxxu. j,p. 123-100; J urn. Chem. Soc. Abst., 1891, p. 918. 

t Chem. Central!)., 1901, ii. p. 312. 
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57'93 P er cent. °f carbon, while ’Trimble points out that'the 
natural catechol tannins contain about 6o per cent.^p. 108). It 
does not appear that they are usually glucosides, the principal pro¬ 
ducts on boiling with dilute acids being insoluble reds, which are 
probably condensation products, possibly anhydrides, of 'the 
tannins. 

Quercitannic Acid. Oak-bark tannin.—This tannin may be 
prepared from oak bark by Prof. Trimble’s method, described on 
p. iii, who obtained the oak tannins as light-coloured powders 
very similar in appearance to gallotannic acid, and easily soluble 
in water and other solvents of gallotannic acid. 

It may also be prepared by evaporating the alcoholic extract, 
and extracting with water, which leaves the phlobaphenes or 
higher anhydrides undissolved. The first anhydride, which is 
partially soluble, may be precipitated by the addition of salt, 
and the quercitannic acid extracted by shaking the filtered 
solution with acetic ether. In very dilute alcohol it yields a 
pure yellow precipitate with lead acetate. In aqueous solution 
the precipitate is light brown. When pure, quercitannic acid 
gives a green-black with ferric salts, and yields nothing to pure 
ether or to benzene. The blue-blacks given by many oak-bark 
infusions have been shown by Trimble to be due to the presence 
of colouring matters, which in some cases can be isolated by 
removing the tannin with neutral lead acetate, and after filtration 
precipitating the colouring matter with the basic salt 

If quercitannic acid be heated to 130°-140° C., it loses water 
and yields a red anhydride slightly soluble in water, which con¬ 
stitutes the red colouring matter of oak bark and which has also 
bpen called “ difficultly soluble tannin." It precipitates gelatin, 
and is one of the class which Eitner well designates “ tanning 
colouring matters.” It gives a brownish red with lead acetate 
and a blue-black with ferric salts ;• it is difficultly soluble in 
water and ether, but readily so in alcohol of all strengths. 
Together with other anhydrides, it exists naturally formed in 
the bark. At higher temperatures, or by boiling with acids, a 
series of higher anhydrides may be obtained which are quite 
insoluble in water, but are soluble in alcohol and caustic alkalies. 
No glucose is produced by treatment’of pure quercitannic acid 
with acids, that found after so treating oak-bark extract 
being due to the isevulose present. If oak-reds are fused 
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with potash they yield, according to Johansen,* protocatechuic 
and butyriq acids, while both Etti and Bottinger obtained proto¬ 
catechuic acid and more or less phloroglucol. It must not be 
forgotten that many if not all oak-barks contain quercetin, and 
that this if no? completely removed must yield protocatechuic 
acid and phloroglucol on potash-fusion, but many oak-barks give 
a faint reaction with pine-shaving and hydrochloric acid, while 
quercetin does not do so. If heated in sealed tubes with fuming 
hydrochloric acid, methyl chloride is evolved and red anhydrides 
and traces of gallic acid formed. The constitutional formula of 
quercitannic acid is as yet very uncertain. It is known that the 
tannin of oak wood differs materially from that of the bark, the 
former being a pyrogallol and the latter a catechol derivative, 
and it is doubtful whether either has been isolated in a state of 
purity, or free from traces of colouring matters. Trimble’s 
tannins from different oaks, which were probably among the 
purest yet prepared, showed slight differences in properties which 
may have been due to difference of constitution, but more pro¬ 
bably to residual impurities. Trimble detected catechol in the 
product of oak-bark tannins heated in glycerin, and protocate¬ 
chuic acid in those of the action of hydrochloric acid and of fused 
potash. Pyrogallol, gallic acid and phloroglucol were not de¬ 
tected. The average of nineteen ultimate analyses of tannins of 
different species of oak is given by Trimble as C = 59-79, H = 
5'08, G = 35 13 per cent. This agrees fairly well with Etti’s 
formula for the tannin of Qnercus pubescens, C- u H 10 O t , but he 
states that his tannin,was insoluble in water (and hence perhaps 
an anhydride). Elaborate researches have been made on the 
constitution of oak tannins by Lowe, Etti and Bottinger, with 
somewhat contradictory results. For details the original papers 
must be consulted, references to which are given below.f A 

* Arch. Pharm., [3] ix. p. 210; Chem. Soc. Journ., 1877, i, p. 721. 

t Papers referred to on the constitution of quercitannic acid 

1880. C. Etti, 4 Mon.itshefte fur Chcmie,’ L p. 262 ; Ch. Soc. Abs.* l88t, 
p. 277 ; C. Bollinger, ‘ Annalen der Cflemie,’ ccii. p. 269. 

1881. C. Etti, Berichte d. Dcutsch. Ch. Cesr, xiv.pp. 1398,1826 (Ch.S. Ahs., 1881, 
p. 1021) j ibid. p. 2590 ; Dingier, ccxli. p 69 ; J Lowe, Zeit». Anal. Ch., xx.*J>. 2f*8. 

1883. Bottinger, Berichte, xvi p. 2710, and Ch. Soc. Abs., 1884, p. 321 ; Etti, 
Monatshe^te, tv. p. 512 (Ch. So^ Abs, 1883, p. 994). 

1884. *Etti, Ber., xvii. p. 1820 (Ch. Soc. Abs., 1884, p. 1355} ; Bbtlinger, Ber., 
xv£. PP* * 04 *. **^ 3 ; Ch. Soc. Al>»., 1884, p. 1025. 

1887. Bottinger, Annalen, ccxxxvii p 336 ; ibid. ccxl. p. 330 ; Ber., xx. p. 761 

1888. El i, Monalshette, x. j p. 647 and 805. 
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good summary is given by Trimble,'- For the reactions of 
various oak tannins and infusion see p. 163. t 

On the whole, it seems probable that the principal tannin of 
oak bark is a purely catechol tannin, and that the gallic and 
ellagic acids, which have been detected in it, are due to an 
admixture of the gallotannic and ellagitannic acids present in 
oak wood, galls, and probably more or less throughout the tree. 
Apparently phloroglucol is present, but in very much smaller 
quantity than in gambier. It is not improbable that the tannins 
of hemlock and mimosa are identical with the catechol tannin of 
oak bark.f Bottinger, however (loc. «'/.), gives the following 
percentages of bromine as contained in the precipitates from 
aqueous solutions of their tannins, which do not support their 
identity. 

Oak bark, brownish yellow precipitate . . . 28^4 per cent. Br. 

He Que 0 bracho r wSd } reddish yellow precipitate. 42 - 1 - 43 ' 5 .. .. 

.. .. 


SECTION IX. 

THE QUALITATIVE RECOGNITION OF 
TANNING MATERIALS 4 

THIS has become a matter of considerable importance, since 
the commercial value of an extract is dependent, not only on 
the percentage of tanning matter as determined by analysis, 
but*on the nature of the tannin present which influences the 
character of the leather produced. It is also frequently desirable 
to ascertain what material has been used in tanning a given 
leather, and though in mixed tannages it is impossible to deter¬ 
mine,this accurately, chemical tests applied to the extract of the 
leather will frequently give much useful information. 

It is obvious that, failing a clear knowledge pf the tannins 
themselves, any really scientific scheme of separation is for the 
present impossible ; since, although we know that the tannins are 

* ’The Tunning,’ i, p. 94. f See Bottinger, Ber., 1884, xvii. p. 1123. ,, 
t Cp. Journ, Soc. Chem. Ind., 1894, p. 487; ‘ Gerber,’ 1894, p. 195. 
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a class, we are quite ignorant of their number, which may be a 
comparatively small one, because many members of the group 
which at present receive individual names are probably mere 
mixtures. Alltfiat can be so far'done is to separate the tanning 
materials into groups or individuals by reactions which have been 
empirically determined ; of which in many cases we do not 
know the chemical significance, and which are often due to other 
constituents of the materials than the tannins themselves. The 
question is still further complicated by the fact that wood, bark 
and fruit of the same tree often yield tannins of distinctly 
different character. Thus the bark of Acacia arabica (Babul) 
gives the general reactions of the Australian acacias, and evi¬ 
dently contains as its main constituent a tannin of the catechol 
group; while the pods of the same tree have a tannin which 
differs from any other which I have examined, but which is 
apparently a pyrogallol derivative. The differences between the 
tannins of o*ak bark, galls and wood are equally striking. And 
while cutch from the wood of Acacia catechu gives the phloro- 
glucol reaction intensely, the bark of the same tree hardly con¬ 
tains a trace. 

In the previous Section it has been shown that the founda¬ 
tions of a clearer knowledge are being laid, and while we 
must still take advantage of any reactions which enable us to 
recognise individual materials, there are certain broad distinctions 
of a chemical nature which we can already utilise as the basis 
of a classification, which we may hope to subdivide further as our 
knowledge increases, ft must, however, be borne in mind that, 
for, commercial purposes, the problem is not always the recogni¬ 
tion of chemical individuals merely, but of their origin. It is 
very probable, for instance, that the principal tannins of oakwood 
and divi-divi are identical; but their commercial value in an 
extract may differ considerably from the presence or absence of 
other constituents characteristic of the several materials. Some 
of these constituents may be removed or altered by the processes 
of decolorising and rendering soluble now used in extract manu¬ 
facture, so that if often happens that reactions quite characteristic 
of the original material mjy be absent in its purified extract. 

We may make the beginning of a scientific classification by 
dividing “catechol tannins,” derivatives of the dihydric phenol 
catechol, and of its corresponding protocatechuic acid, from 
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"pyrogalloi tannins ” derived from the tryhydric phenol, pyro- 
gallol, and its corresponding gallic acid. To do this 'no elaborate 
separation is necessary, for not only do the two classes differ 
markedly in general character, but they are distinguished by the 
fact, not yet explained, but apparently without exception, that 
while dilute solutions of catechol tannins give an immediate 
precipitate with bromine water, and form insoluble bromine- 
derivatives, the corresponding derivatives of pyrogalloi tannins 
are soluble and do not precipitate except in a few cases after long 
standing and probable oxidation. Again, when all pyrogalloi 
tannins give blue-blacks with neutral ferric salts, most catechol 
tannins (and perhaps all if properly purified) give green-blacks. 
The principal exceptions to this rule are the Australian mimosas 
which give violet-blacks, and oak-bark of Quercus robur which 
gives a blue-black, probably from the presence of pyrogalloi deriv¬ 
atives, since its purified tannin gives the usual green-black. A 
crimson reaction with concentrated sulphuric acid is also usually 
a distinguishing mark of the catechol tannins. 

Another instance in which definite knowledge of constitution 
may be obtained by a qualitative test is that of the catechol tannins 
which also contain phloroglucol, and which consequently give a 
pink or violet coloration to deal-shaving when moistened with 
hydrochloric acid. The most pronounced instances of this are 
the true catechus from Naucleagambir and Acacia catechu, though 
many other materials give a faint reaction. It is pointed out on 
p. 145 that many bodies such as quercetin, which yield phloro¬ 
glucol on fusion with potash, do not contain it ready formed, and 
consequently do not react with deal-shaving, and the same is 
probably the case with some of the tannins. It must also be 
remembered that resorcinol, and probably some of its deriva¬ 
tives, give a bright blue coloration under the same test. 

The other reactions used in the following tables are more of 
the nature of special tests, and in most cases the chemical changes 
involved are not understood. With many materials characteristic 
colour-changes take place from gradual oxidation when a tanning 
solution is treated as in the Payne and Parker method of analysis 
with large excess of a sugar-lime solution, or of baryta water. 

In some cases valuable information as to constituents and even 
as to proportions of mixture may be obtained from quantitative 
methods. The relation between the quantities of. tanning and 
soluble non-tanning substances present is often characteristic • 
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and inferences may be drawn from the relation between the 
results of the gravimetric (hide-powder) method of estimation and 
those of Lowenthal’s or Payne and Parker’s, since in both of 
those a different factor is required for catechol and pyrogallol 
tannins. , - 

For purposes of recognition, infusions of tanning materials 
may therefore be divided into three classes, as in Table I., viz. 
(1) Those which give a precipitate with bromine water, and green- 
black with iron alum, and which are pretty certainly catechol 
tannins : (2) those which give a precipitate with bromine water,, 
but bluish- or violet-blacks with iron, and which for the present 
must be regarded as mixed or uncertain ; and (3) those which 
give no precipitate with bromine, and blue-black with iron, and 
which, so far as we know, are all derivatives of pyrogallol. 

These classes may be further subdivided by other reactions, 
but until the causes of these reactions are better understood, the' 
classification must be regarded as somewhat artificial, since though 
convenient as an index, it sometimes happens that tannins 
probably really closely allied fall into different groups. 

The strength of the infusions employed is understood to 
approximate to that used in the I.A.L.T.C. method for purposes 
of quantitative analysis, that is, containing about o - 4 per cent, 
of tanning matter; and the table on p. 191 will give a general 
idea of the weight of material which should be used. 

The method of carrying out the various reactions is as 
follows :— 

Bromine Water Reaction.—It is best to add the bromine 
water drop by drop to 2-3 c.c. of the infusion in a test-tube, 
Until the solution smells strongly. In some cases the precipitate 
is slight, or forms slowly, and occasionally it is crystalline', and 
on this account less conspicuous, but it is usually a distinct 
yellow or brown flocculent one. In general terms bromine may 
be said to be a reagent for the catechol tannins; precipitating 
all which give gr?en-blac"ks with iron, and many which giv* blue- 
or violet-blacks, which are reasonably suspected of containing 
catechol. It.does not precipitate any recognised pyrogallol 
tannin, but several which yield ellagic acid (bloom), such as oak 
barks.. No notice need* be taken of any precipitate, which only 
forms after long standing, as bromine acts as an oxidising agent 
as well as directly, and many pyrogallol derivatives yield in¬ 
soluble oxidation-products. For this reason it is desirable that 
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the bromine water should not be to <5 strong; 4r-5 grin, bromine 
per liter being suitable, and the solution of the tannin should be 
faintly acid, acetic acid being added if required. 

Ferric Alum, Ammonium Ferric Sulphate— A i per cent, solu¬ 
tion of this salt has been chosen as easily obtainable, neutral and 
in a state of approximate purity. This salt forms violet crystals 
yielding a pale yellow-brown solution, which should not be kept 
too long, as it deposits iron as a basic salt. Ferric chloride, which 
is generally used, is almost invariably strongly acid, and of a very 
persistent yellow ; and in excess will give a gfeen-black reaction 
with gallotannic acid itself, and its results as a test are often 
misleading. Ferric acetate, which has also been recommended, 
gives heavy precipitates with most materials, and is very strongly 
coloured, so that it is found less convenient than the iron alum. 
As the colorations are generally very powerful, they are best 
seen by diluting the tanning infusion freely, and adding the iron 
solution very cautiously. In many cases the coloration first 
produced, and which is the characteristic one, rapidly fades to a 
dull olive or brown in presence of excess of iron, probably by 
oxidation and destruction of the tannin. 

By far the largest number of tannins fall into Class I, giving 
precipitates with bromine and green-blacks with iron, but these 
may be pretty satisfactorily subdivided by a reaction with— 

Cupric Sulphate and Ammonia .—When solution of cupric 
sulphate is added to a tanning material infusion, it sometimes 
gives a precipitate, and sometimes not. This distinction is of 
little importance, as the presence of any salt of a weak organic 
acid would in all cases cause a precipitate, by neutralising the 
sulphuric acid of the sulphate. Cupric acetate produces a 
precipitate with all tannins, so far as I have observed, and it 
is interesting to note that in this case, as in many others of a 
like character, the tannin combines with, and precipitates the 
salt as a whole. On the addition of ammonium carbonate, 
effervescence takes place, and the precipitate darkens, and 
becomes a true tannate. 

When ammonia is added to the mixture of a tannin and 
cupric sulphate, a precipitate is invariably formed in the first 
instance, consisting of a tannate of coppdr with variable quantities 
of blue cupric hydroxide. With excess of ammonia, the whole of 
this precipitate is in many cases dissolved, while in others an in¬ 
soluble tannate remains.. The latter is the case with all tannins 
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derived from gallotannic atid, and with many containing proto- 
catechuic %cid, and forms a useful means of classification, though 
as yet the difference of structure to which it corresponds is 
unknown. The fact that hemlock and other pine barks, as well 
as cutch and gambier, yield cupric tannates soluble in ammonia, 
is an instructive commentary on processes which have been 
proposed for quantitative estimation by precipitation by 
ammonio-cupric solutions. 

Where the precipitate redissolves, it generally does so with 
the production of either a greenish brown, or a purplish brown 
coloration, which in presence of a small amount of the blue 
ammonio-cupric sulphate, appears either as a green or a reddish 
violet. It need hardly be pointed out that to see this coloration 
well, the copper should be in the least possible excess. Hence 
it is desirable to use a very weak copper solution, say at most 
1 per cent. 

We thus obtain two sub-classes ; 1 d (Table II.), in which 
copper produces a precipitate soluble in ammonia, and 1 /9 
(Table III.), in which an insoluble precipitate is formed. It 
must be admitted, however, that while in many cases the dis¬ 
tinction is well marked, there are cases in which the solubility 
or the reverse is only relative, and others in.which the precipitate 
appears to be soluble or insoluble according to the amount of 
phlobaphenes and impurities present. The excess of ammonia 
used is also not without influence in some cases. 

No attempt has been made to arrange systematically the 
results of the furtherfeactions which are suggested to determine 
individual members, since in the main they correspond to no 
broad chemical demarcation, and in others they shade off by 
imperceptible degrees, so that it is only by taking all character¬ 
istics into account that any safe conclusion can be drawn. This 
is specially the case with the vanillin reaction for phloroglucol, 
which is given strongly by cutch and gambier, markedly by 
several other materials, and t so faintly by many others that no 
sharp line can be drawn. The, following reactions are those 
which I havo employed for further distinction :— 

Nitrous Acid Reaction .—This reaction is obtained by adding 
to a few c.c. of the vefy dilute infusion in a porcelain basin a 
distinct excess of freshly prepared solution or crystals of sodium 
or potassium nitrite, and then 3-5 drops of decinormal sulphuric 
or, hydrochloric acid. In typical cases the solution instantly 
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turns pink or crimson, and slowly changes through purple ,to a 
deep indigo-blue, but in others, as sumach, where the reaction 
is feeble, and masked by other changes, the final colour is green 
or even brownish. In a large number of cases, nitrous acid 
produces a yellow or brown coloration or precipitate, but 
“ reaction ” in the tables invariably means a series of colour- 
changes as above described. Nothing can as yet be said on the 
nature of the chemical changes produced. The reaction is ap¬ 
parently given by all tanning materials which yield ellagic acid 
or “ bloom,” but not by ellagic acid itself, either natural or syn¬ 
thetic, nor by pure gallotannic acid. It is, therefore, probably 
a reaction of ellagitannic acid, and is valuable for subdividing 
the mixed and pyrogallol tannins. It may also be obtained 
faintly from some of the oaks, which give green-blacks with iron, 
and are therefore classed as catechol t£.ns. 

Stannous Chloride and Hydrochloric Acid. —This reagent 
consists in a strong solution of stannous chloride in concentrated 
hydrochloric acid. If about io c.c. of this are added to i c.c. of 
the tannin material infusion, in a porcelain basin, and allowed 
to stand for io minutes, coniferous tans, mimosas and some 
others give a very marked pink coloration. This is specially 
distinct in the case of larch bark. If a small piece of larch- 
tanned leather be steeped in the reagent, the coloration appears 
very strongly. 

Deal-Shaving and Hydrochloric Acid, Phloroglucol Reaction. 
This reaction is due to the condensation of phloroglucol with the 
traces of the methyl-protocatechuic aldehyde (vanillin) always 
present in the wood of the Coniferce (cp. p. 116). A shaving or 
slip of any pine wood is moistened with the infusion, and then, 
either before or after drying, is again moistened with concen¬ 
trated hydrochloric acid. In the case of cutch and gambier and 
a few other materials, and of solution of phloroglucol itself, the 
spot becomes at once a bright red or violet, but in many cases 
the reaction is faint, and only appears after, some hours. A 
decided red reaction probably always indicates the presence of 
phloroglucol. The statement that catechol gives, a similar re¬ 
action appears to be an error; but a violet-blue is given by 
resorcinol. 

Sodium Sulphite. —A few drops of the tanning solution are 
placed in contact with a crystal of sulphite on a tile or in a basin. 
With valonia, a bright purplish pink is rapidly developed, 
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apparently by oxidation. Many other tanning materials pro¬ 
duced red 05 pink colorations, but in no case so marked a reaction 
as valonia. 

Concentrated Sulphuric Acid .—A test-tube is rinsed out with 
the infusion ancf drained, so that only about a drop remains, and 
about 1 c.c. of concentrated acid is cautiously poured into the 
sloping tube, so as to form a layer underneath the tanning 
solution. The ring of colour at the junction of the two liquids 
is noted, and then they are mixed by shaking and diluted with 
water. About half the materials give a deep purplish crimson, 
called simply “ crimson ” in the tables, and in many cases this is 
decidedly pink on dilution, while in others it is obscured by 
brown products formed by the heat of mixture. A large 
number of other materials give browns or yellows only, which, 
when intense, may appear red, but dilute to yellows or yellow- 
browns. Allen recommends the addition of the acid to the 
residue previously evaporated to dryness, to avoid the heating 
produced by the combination of the acid with water, but in the 
table the reaction with liquid is used. The crimson reaction is 
also given by the “ non-tannin " residues of many catechol tannins, 
possibly from the presence of catechins. If the residue is rubbed 
up with a few c.c. of alcohol, a red colour after filtration denotes 
the presence of non-tanning matters yielding “ reds,” and a portion 
evaporated to dryness, or nearly so, will give a crimson coloration 
with sulphuric acid. This reaction was suggested by the late 
J. E. Hughes as a test for quebracho in oak-wood extract, and 
has proved very useful.* Of course, it might be caused also by 
the presence of other catechol tans. 

'Lime Water is a most useful reagent, being very varied in 
the colour of the precipitates it produces, and the changes tfiey 
undergo by oxidation. The reaction is best seen in a shallow 
porcelain basin, and time must be allowed for the changes to 
take place. It may be safely added in considerable excess. 
Allen recommends.the use of j. nitrometer for this and similar 
experiments, as the reaction can fir,st be studied in absence of 
oxygen, and than air admitted. 

Similar colour-changes occur in Payne and Parker’s lime- 
water process of tanning Estimation, and are utilised by them as 
a means of distinction between different materials. 

General Remarks .—The infusions are,assumed to be of about 
the strength used in determinations by hide-powder, viz. about 
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O'6 gnu. of dry soluble matter in "loo c,c.; but moderate diver¬ 
gences from this do not influence results. Of course, reactions 
which are feeble may be imperceptible with very dilute solutions, 
and, on the other hand, strong solutions will sometimes give 
precipitates where only colorations are noted with weak ones. 
As some of these reactions are dependent, more or less, on the 
concentration of the infusion employed, it is desired to experi¬ 
ment in the first instance with known materials in order to acquire 
a little experience of the exact conditions. 

In some cases these tests are sufficient to detect the con¬ 
stituents of mixtures, but usually this will remain impossible 
till further and more distinctive reactions are discovered. 

They can, of course, be applied to the recognition of tannages 
when excess is present in leather, which can be dissolved out 
with water ; but the effect of dilute alkalies and other solvents 
on the reactions demands further experiment. For this purpose 
Andreasch’s alcoholic reactions (pp. 164-167) are often more 
suitable. 

There are one or two special reactions of tanning materials 
which cannot be conveniently included in the tables, and may 
therefore be named here. The bark of chestnut-oak ( Q.prinus) 
contains a substance which possesses a strong blue fluorescence, 
especially in alkaline solution. It is well seen after precipitating 
the tannin and colouring matter with ammoniacal zinc solution. 
A somewhat similar body, sesculin, is contained in the bark of 
the horse-chestnut. 

Dieterich* has shown that if an alcoholic solution of gambier 
from Nauclea ( Uncaria) gambir be rendered strongly alkaline 
with sodium or potassium hydrate, and shaken with petroleum 
ether, the latter takes a powerful green fluorescence. The same 
result is obtained with an unfiltered aqueous solution to which 
alcohol is added, but not with a clear filtered solution, or with 
an unfiltered one without alcohol. It is, therefore, due neither 
to the tannin nor the catechin t but to some body soluble in 
alcohol, but insoluble in w.ater. Dieterich believes that this is 
quite characteristic of Naticlea gambir, and this accords with 
the writer’s experience, though Eitner states that he has obtained 
the reaction from a sample of Acacia catechu, which he believes 
to be genuine. According to Dieterich the fluorescence is dqe to 

Pham. Central-II.N.F., 1896, xvii, p. 855. Ber, Phwm, Ges., 1897, vii. 

P- <53- 
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a. substance which can be shaken out of the petroleum ether 
with dilute sulphuric acid, and recovered by neutralisation and 
shaking out with ether, but which gradually decomposes, leaving 
a red phlobaphene-like body. 

Andreasch, ih his pamphlet on “ Sicilianischer Sumach und 
seine Verfalschung,” * gives special tests for Pistacta lentiscus and 
Tamarix africana, materials which are constantly employed as 
sumach-adulterants. He states that if a concentrated solution 
or small fragments of potassium cyanide be added to an infusion 
of tamarix alone or mixed with sumach, and not containing at 
most more than o - 75 per cent, of tannin, a dirty yellow flocculent 
precipitate is obtained on stirring, which settles rapidly; but no 
.precipitate or only traces are obtained where pure sumach alone is 
used. The potassium cyanide must be pure and without excess 
of potassium carbonate. In the case of solutions containing 
Pistacia lentiscus, 40 per cent, formaldehyde solution added drop 
by drop in small quantity to the neutral infusion of the sumach 
produces a light ochre yellow precipitate which occurs even in 
the presence of great quantities of sumach, and renders possible 
the detection of small quantities of pistacia with certainty. The 
solution first becomes turbid, and then deposits a gelatinous pre¬ 
cipitate, which is insoluble in cold water. The present writer has 
not succeeded in obtaining very decisive results with these 
reagents, but any considerable admixture of pistacia may be 
detected in pure sumach by the bromine-water test with which 
the catechol-tannin of pistacia yields a precipitate, while the 
pyrogallol-tannin of pare sumach does not, though on long 
standing it becomes turbid from oxidation-products. On the 
microscopic examination of sumach, see p. 407. 

Ferdinand Jeanf suggested the detection and even the 
titration of chestnut-wood extract in mixture with oak-wood by 
the fact that when iodic acid is added to an infusion of chestnut- 
wood extract, a certain quantity of iodine is liberated, which can 
be removed by shaking tfie mixture with a little bisulphide of 
carbon, and recognised by its violet colour, or titrated.in the 
usual way with .thiosulphate. Jean stated that this reaction was 
not given by oak-wood, quebracho, afid a variety of other tannins ; 
but Mr.* Blockey and thfi writer observed distinct liberation of 
iodjne, not only with oak-wood extracts of the best marks, but 

* “ Der Gerber,” Vienna, 1898. 

t Collegium, 1902, i. p. 283; and 1903, ii. pp. 25 and 95. 
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with infusions made direct from well verified specimens of oak- 
wood (both English and Slavonian) in the laboratory. It would 
be interesting, however, to inquire further into the causes of this 
reaction. 

Formaldehyde reacts on phenolic bodies in the presence 
of a mineral acid such as HC 1 giving condensation products of 
the type HO.CjH4.CHa.CjH4.OH, and interesting results have 
been obtained by applying this reaction to the tannins. Jean 
and Frabot* have stated that this reaction causes a complete 
precipitation of all catechol tannins when the solution is dis¬ 
tinctly acid, and that no pyrogallol tannin is precipitated under 
these circumstances, though there is a partial precipitation when 
the solution is neutral. They have proposed, therefore, to 
estimate the catechol tannins in tanning materials by weighing 
the precipitate produced, and to detect the adulteration of pyro¬ 
gallol tanning matters with materials containing catechol tannins, 
e.g., sumach with pistacia. Stiasny f and Nierenstein.J however, 
have not been able to confirm the value of this reaction, as they 
have obtained precipitates with pyrogallol tannins alone. 

A method of distinguishing tannifig materials which is 
sometimes useful, though not generally sufficient for definite 
identification, is that of dyeing the mordanted striped cotton 
used for a similar purpose by dyers. Various patterns are in 
use, usually mordanted with iron and alumina, and mixtures 
of the two, the iron giving blacks of varying shade with the 
tannins, and the alumina showing the presence of mordant 
colouring matters such as quercetin (p. 142). In this connection 
it must be remembered that ellagic acid dyes a feeble yellow. 
The strips are conveniently boiled for 15 minutes with solutions 
of the tannins of a similar strength to those used for analysis. 
In some cases a further distinction may be obtained by boiling 
a portion of the dyed strip in a O'l per cent, solution of 
potassium bichromate.§ Mordanted strips have also been pre¬ 
pared with a much greater variety of metallic salts, and conse¬ 
quently a greater variety of colour reaction, but the writer has 
not been able to obtain these commercially. 

* Collegium, 1906, p. 435; anil 1907, p. 188. 

t Gerber, 1905, p. 187. J Collegium, 1907, p. 52. 

$ In ordinary dyeing of unmordanted cotton with cutch, the material is boiled for 
an hour with about 10 grin, of cutch and 1-2 grm. per liter of copper sulphate, 
allowed to cool in the solution, and “ saddened ” by boilin^ with bichromate 
solution of J-t grm. per liter. 
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Table I. 

Preliminary Classification.of Tanning Materials. 

Class i. (Catechol Tannins.) 

Br. Water produces a Precipitate. 

Iron-Alum gives Greenish Blacks. 

Copper Sulphate followed by Ammonia in Excess. 

Precipitate redissolves. Precipitate does not redissolve. 


11 10 

fABUt II. Table III. 



Class 2. (Mixed and Doubtful.) 

Br. Water produces a Precipitate. 
Iron-Alum gives Blue or Purplish Blacks. 
Table IV. 



Class 3. (Pyrogallol Tannins.) 

Br. Water produces no Precipitate. 
Iron-Alum gives Blue Blacks. 

Table V. 
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Catechol-tans giving greenish blacks with ferric alum, a precipitate with bromine water, and crimson coloration with 
concentrated sulphuric acid, except where otherwise noted. ■ Copper precipitate insoluble in ammonia. 


J2 

i 

V 

ft* 

i 

Contains fisetin, and 
some ellagic acid. 

(* See also Table II.) 


Alkaline solution fluo¬ 
resces blue. 

Gives no pp. with 
Br water. Contains 
ellagic acid and- 
quercetin monomethyl 
ether. 

Lime 

Water. 

Slight 

greyish pp. 

1 Reddish pp. 

* Flesh colour 
pp. 

No pp. 

Red pp. 
j darkened by ; 
| excess. 
Light-brown , 
PP- j 

Yellow- 
brown pp. 

Light 

yellow pp. 1 
Slight 
greyish pp. 

Flesh colour 
pp. 

Reddish- 
brown pp. 
Light yellow 
darkens. 

o 

<o 

a 

i 

j Red-brown, 

! not intense. 
Crimson 
dilutes pink. 
Red-brown. 

Dull crimson 
not intense. 
Red-brown. 

Crimson 
dilutes pink. , 

Red. 

Crimson 
dilutes pink, 
do. 

do. 

do. 

do. 

6 

i/i 

£ 

Pink. 

Reddens 

somewhat. 

Pink. 

do. 

Slight 

reddening. 

Doubtful. 

do. 

Pink. 

do. 

Pink. 

Reddens. [ 

Intense 

yellow. 

J Deal 

Shaving 
and HCi. 

; Violet faint. 

do. 

Trace. - 

Doubtful. 

! 

No react. 

Trace. 

1 

i I 

do. 

do. 

Violet 

distinct. 

No react. 

. § 
o ,-3.5 

2+i| 

VI * 

No react. 

Pink or 
violet. 
Possible 
trace. 

No react. 

Slight 

reddening. 

Pink colour 
pp. 

*2 

8 . . 

£ o © o 

O v * * 

fc 

o' o 

T3 T3 

CuSO, 

+ 

NH.OH. 

Dense pp. 

Dense 

chocolate pp. 
Dense violet- 
black pp. 
Dense pp. 

Reddish- 
black pp. 

Dense pp.* 

6 6 6 6 

n a 'O 'C -T3 

Decided pp. 

pp. 

Nitrous 

Acid. 

No react. 

do. 

do. 

No react, 
darkens. 
No react. 

do. 

No react, 
darkens. 

i - 

do. 

do. 

do. 

Reacts 

distinctly. 

Doubtful. 

«d 
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Pyrogallol-tans, giving blue-blacks with ferric alum and no precipitate with bromine water. Those which yield 
bloom (ellagic acid) give colour-change, red to blue, with nitrbus acid. No pink coloration with SnCL+HCl • 
no reaction with deal shaving (except babool pods). ’ 
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>fessor Trimble’s Purified Oak Bark Tannins.* 

raph of the Tannins/ vol. ii. p. 88.) 
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The'following table is given by Andreasch * for alcoholic 
solutions, and has been found useful at the Vienna Institute for 
the examination of alcoholic extracts of leathers. 'The reagents 


’ ’ Reagent. 

Spruce Hark. 

Oak Bark. 

Willow Bark. 

Mimosa Bark. 

* 

Hemlock Bark. 

•Oakw 

Water . . 

Orange 

Yellow-white 

Greenish 

Yellow-white 

Dark red- 

Light y 


turbidity. 

pp., partly 
soluble. 

turbidity. 

pp, brown 
solution. 

brown pp. 

turbid 

Hydrogen 

.peroxide. 

As above. 

Yellow-white ,Apple-green pp. 
pp., partly 
soluble. 

As above. 

Light brown 
pp. and soln. 

Yellowisl 

flocculei 

Hydrochloric 

Red-brown 

Yellow-brown 

Yellow-white 

As above. 

Dark brown pp. 

Pale 1 

add. 

solution. 

pp., brown 
solution. 

pp,, rose-red 
/one. 


and solution. 

flocculei 

hilpkoric acid. 

RuHt-brourn pp. 

Yellow-white 

Yellow-brown 

Slight rust- 

Dark rust- 

Brown p 

and solution. 

pp., brown 
solution. 

pp., cherry- 
red zone. 

brown pp., 
dark solution. 

brown solution. 

solutii 

Citric acid 

Yellow-brown 
pp., dark 
brown solution. 

As above. 

Yellow pp. 
and solution. 

As above. 

Red-brown pp. 
and solution. 

Yellc 

flocculei 

tcetic acid . 

Yellowish 
white pp. 


" 




kmmonia 

Brown pp., 
partly soluble 

Dark yellow 
pp., soluble 

Turbidity. 

Violet-red pp., 
soluble in 

Dark brown 
pp., insoluble 

Pp. solul 
red soluti 

■ 

in excess. 

in excess. 


excess. 

in excess. 

excess 

Chloroform . 

Yellow-red 
flocculent pp., 
brown solution. 

Yellow-white 
pp., >ellowish 
solution. 

Whitish 

turbidity. 

" 


Dark br 
deposi 

ithyl-ethcr . 

Light brown 

pp. 

Light yellow pp 


Grey-violet pp. 

Brown pp. 

Slightyelli 
white j 

.cetic ether . 

Turbidity 






enrol . . 

Reddish-brown 

sediment. 

Brown 

flocculent pp. 


Reddish-black 
layer below. 

Brown layer 
below. 

Slight r 
brown ] 

etroleam 

ether. 

Ether not 
coloured. 

Ether pale 
yellow. 



Ether faint red. 

•• 

aibon 

disulphide. 

CS, yellow. 

CS, yellow. 

CS, green. 

CS, pale yellow. 



aphthol . . 

(town pp. and 

Brown pp. and 

Yellow-brown 

Brown pp, and 


Yellow-bi 

\ 

solution. 

solution. 

pp., dark red- 
brown solution. 

solution. 


pp.. da 
solatioi 

lycerin . . 

Yellow 
flocculent pp. 


Greenish-white 
flocculent pp. 

1 Red flocculent 

! pp- 

Slight 

turbidit 

rflaric acid . 

Whitish-yellow i Slight whitish- 
turbidity. j yellow pp. 

Yellow-green 
flocks. ( 

Yellow-brown 

pp. 

Red-brown pp. 

Whitish-y< 

flocculent 

Uric acid 

As atiove. 

As above. 

As above. 

As above. 

As above. 

As abov 

ralic add 

As above. 

As above. 

As above. 

As above. 

Voluminous 
red-brown pp. 

As abov 

rnitrh-phenol 

Yellow pp. 
and solution.' 




Yellow-brown 

<pp. 



1 Gerber,’ 1894, pp. 195, 207. 
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we»e always added in excess, and the mixture allowed to stand 
overnight .Where spaces are left blank it is understood that 
no visible change takes place. 


Quebracho. 

Valonia. 

Turbidity. 

Dirty yellow, 

turbid over 
dark zone. 

: 

Brown yellow 
flocculent pp. 

As above. 

As above. 

Light brown 


turbidity. 

Dark red 

Slight yellow 

solution. 

pp., pale 
solution. 

Slight pp., 
red brown 

Slight pale pp., 
dark solution. 

solution. 

... 


Yellowish 


Myrobalans. 

Dirty yellow 
turbidity. 

Yellowish pp. 


Light brown, 
turbidity. 

Slight yellow- 
brown 

turbidity. 
Dull red 
coloration. 

Dark yellow 
turbidity. 


Divi-divi. | Sumach. > Knoppern. } Birch 

Marked yellow*! Dirty green pp. ! Yellow white 1 Yellow 
brown tur- 1 pp. ! turbit 

bidity. j 1 

Yellowish pp. ■ Green pp. As above. , Rusty-i 

' PP 

Whitish-yellow i Dark green pp.l As alxive. Yellow* 

pp. ! pp 

Dirty reddish Light green pp., 1 Yellow-grey pp. Dense 
1 pp. green solution. I brown 


Dark red- Yellowish pi>., 
brown pp. : partly soluble, 
reddens. 

Solution pale Yellow-grey 

yellow, above Hocks, 
red-brown. 


l turbidity 


! pp- 

Light brown 

1 lull dark 

Yellow-brown 

turbidity. 

green pp. 

I pp* 

il’ale yellow pp., 

|partially soluble. 

; in excess, turns; 

Dale green pp. 

,j Dense greyish* 

darkens. 

I white pp., ! 
reddening. 

brown. 


j Yellow-brown 

Slight green 

j Dense yellow - j 

flocks. 

deposit. 

i white pp. i 


j Grey-brown pp. 


Dirty white 1 Pale yellow j Rust-brown pp. Slight yellow 
pp., turning flocks. > pp. on long 

nark brown. 1 standing. 


Yellow-brown 
pp., dark 
solution. 


Yellow-brown 
flocculent pp., 
lark red soln. 
Af above. 


Dense yellow CS, scarcely , CS, scarcely 
,flocks at zone, coloured, yellow coloured, yellow 
flocks at zone. ■ (locks at zone. 
Slight yellow- Slight yellow* Slight yellow- 
brown pp. 1 brown pp. brown pp. 

Long standing Long standing Ix>ng standing 
yellowish pp. yellow flocks, slight turbidity. 
[Yellow-grey pp.' Yellowish pp. ■ Yellowish pp. 


Reddish-yellow; 
flocks. j 

i 

i 

Lther yellow- ! 
green. ' 


CS, coloured j CS; coloured ! 
green. j yellow-green. 

Green-brown ! Slight greyish 
pp. | pp. on long 
j standing. 

Long standing 'Slight turbidity, 
dark green pp. | 

Greenish pp. i Yellow-green 
! PP- 


As above. Sulphur yellow, # As above. Yellow-brown As above. 

pp. , pp. ’ 

,, i Brown-yellow Yellow-brown Turbidity first Apple-green pp. 
pp.,, turns pp. turns • reddish, then 
lemon. yellow. yellow. 


Yellow-b 

|>p.,d£l 

Turbidi 
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Table for 


fei?M«*ent. | Spruce Burk. 



It uid . 


Light-brown 

pp. 


emetic. 

R: 

»' 

I*' mn-cyanide. 

¥ ■ 


j Fawn-coloured 
PP. 

. Vellow-white 

! pp. 

! I 


Oak Hark. Willow Hark. Mimosa bark. Hemlock Bark. 


Yellow-white tGreenish-yellow Slight brown 
flocculent pp. pp. ! pp> 


Bulky red- 
brown pp. 



Greyish-yellow • Greenish-white Violet-red pp 
PP- pp., deep green 
layer above. 

Vellow-white Green white Flesh-redpp. Red-brown pp. 

PP- PP. r * 


Dirty brown : As above. *: 

pp. 


; fulphocvam-ie 


jLfptuiium 


!}>■ 

¥ 


cyanide. 


U«c . . 

r 


F- ■ 

mq* 


yy e 

StfoBtin . 

‘Hcfnuia . 

I;' 

Fotiuium 
4 Aramaic. 

fr- 


| Yellow-brown j Yellow-brown : Leaf-green pp. Chocolate on 
flocculent pp. | flocculent pp. 0 “ pp. 

! sol. on heating, j j « 

! P^jown | Pale-brown Leaf.green pp., 

! tur bidity. j turbidity, i yellowish sol. 


Ked-brown pp., 
sol. on healing. 


As above. 


Yellow-brown 
PP-, glittering 
on surface. 


! Dirty yellow 
pp., yellow- 
white solution. 


Bp. yellow- , Dirty sulphur- Violet-blue pp. 

brown yellow pp. , brown above. ’ 
below, choco- 
I late above, 

| yellow solution. 

As above. As above. Blue-green pp., 
brown above. 


Violet-brown 
pp., dull brown 
and glittering 
above. 


blight whit® 

pp. 


Yellow-white, 
PP-, pale yellow 
1 solution. * 

Pp. brown 
below, yellow- 
white above. 


Pp. white 
below, above 
blue, later 
brown. 


As above. 


j Light-brown 
! «■ pp. 


Dull brown 
| PP* 


As above. 


As above. As above. Dirty blue pp. As above. 


Dirty white Violet-red pp., Grey pp, 

PP* green solution. 

Yellow-brown Bright yellow Brown np. 

PP- pp. 


,p.] Aland* 

I 



| ‘tight red .Yellow-while White pp. Light reddiih- 
! brm ™PP- j turbidity. 1 IP Vuepp 




ff 

m 


Dirty grey- j Pp. reddiih Dirty yellow 1 Dirty brown 
, brown pp. j yellow turning pp. on long c ™ 
j • j brown. standing. 


Red pp 
Brown pp. 
Blood-red pp. 

Red-brown pp., 
turning di 
brown. 


Blue pp. 
turning brown, 
glittering red- 
brown above. 

|pp. white below, 
blue above, 
turning brown. 

Yellow, white 

PP* 

Green-brown 
pp., turning 
brown. 

Yellow-white 


Brick-red 
turning brewni 
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continued. 


. . 11 1 .M ' iii t jj 

1 Syw 

Sumach. | Knoppeni. 1 Birch Bark. 

1 i . Vfj 

Green pp. j Greyish-yellow 1 Pale rust-brow* 
j PP- | PP- '■'? 


Qubruho. 


Brownish 

liquid. 

Fawn-coloured 

pp. 

Pale red-brown 

pp. 


Slight pp. 

amaranth-red 

solution. 


Violet-brown 
pp., dork brown 
above. 


Grey-white pp. 

glittering 

chocol&te-browni 

above. 

As above. 


Violet pp., 
dark solution. 


Dark, dull 
brown pp. 


Dark 

turbidity. 


Chocolate pp. 

*i«ig 

...Sandra*. 


Valonia. 


Greyish - 
yellow pp. 


Pale 

grey-yellow 

pp. 

Pale 

yellow pp. 


Myrobalans. 


Yellowish 

pp. 


[Cream-coloured 

pp. 

Cream-yellow 

pp. 


Yellow-grey J Yellow pp. 
PP- 


As above. 


Pale 

chocolate pp. 


As above. 


Chocolate 
turning blad 


S: 


Yellowish 

pp. 

Yellow-brown 

PP- 


Dirty yellow 
pp., partly 
soluble. 


Orange-yellow 
pp., turning 
dirty grey. 


As above. 


Bright yellow 
pp., colourless 
solution. 


As above. 


Dirty green 
pp., turnlhg 
brown. 

Yellowish 

pp. 

Dirty brown 
PP- 


Yellow-brown 
pp. solution 
in excess. 


Divi-divi. 


Orange-yellow 
pp , turning 
dirty yellow. 


Yellow-brown 

PP- 


Ochre- 
yellow curdy 
PP- 

Orange pp. 


Dark yellow 

pp. 

As above. 


Cream- 
coloured pp., 
which darkens. 


As above. 


Pale red pp., 
dirty grey 
above. 

Grey-brown 

PP- 


Yellow-green 
curdy pp. 


Pale-green pp. 


Dirty white j Bulky pafe 
curdy pp. rusty pp. 1 } 

i 'it 

Yellow-green Bulky pale ‘ 

pp. rusty pp. 


Green pp. I Orange yellow Turbidity. 

PP- 

I '! 

As above, j Curdy reddish-1 Yellow-white ' 
white pp., ! pp., dull bniirtl' 
darkens on and glittering 
standing. above. 

Green pp, j Olive-brown Flesh-red or ; 
turning yellow. | pp . ' scarlet pp. 


Green pp., | Green pp, 1 Grey-white pp, f 

turning j turning grey* brown above, 
sulphur-yellow.! brown over¬ 
night. 

As above. As above. Greyish-whit* 
pp., vermiUoe “ 
above.' 

Dirty green ! Yellow-white i Pale flcihcol. ; 
mass. | pp. pp. 


Dark-brown j Dirty brown | Dark red-violet Chestnut-flwwn 
PP- | PP- pp., turning j pp. 

I chocolate. ! 

lirown pp., Dirty green pp., Yellow-green Reddiih-ydloi 
mostly^ol. in I part soluble in i pp. pp, 

excess. # j excess, turns j J 

yellow. | 


Orange yellow 
9 pp., turning 
dirty yellow. 


(Grass-green pp. i Orange pp., , Grey 
j turning grey. 
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SECTION X. 

ANALYSIS OF TANNING MATERIALS. HISTORICAL 
NOTICE. 

Theke are few organic determinations which have been the 
objects of more varied suggestions and proposed methods than 
the estimation of tanning matters, and unfortunately it cannot 
be said that the problem is yet solved in a wholly satisfactory 
manner, although, for commercial purposes, the present methods 
have proved extremely useful. Of the many proposed, only 
those depending on the indirect weighing of the taanins absorbed 
by hide, and on its volumetric estimation with an oxidising 
solution of permanganate in presence of indigo, have held their 
own as practicable, accurate and suitable for general use under 
the test of experience, and in most cases the indirect gravimetric 
method is to be preferred to every other, though there are excep¬ 
tions for which the permanganate volumetric method is still 
useful. 

Before proceeding to describe the modern methods in detail, 
a short sketch of earlier processes is desirable, if only to save 
younger chemists the labour of re-inventing what has already 
been tried without success. 

Taking first the methods dependent on precipitation: the 
oldest is that of Sir H. Davy* which has been somewhat im¬ 
proved by Stoddart and others, and which consists in precipitat¬ 
ing Mth gelatin, and drying and weighing the precipitate. This, 
with many materials, is almost impossible to filter off as directed 
by Davy; but by the use of a little alum, and by pouring hot 
water on the precipitate, the latter becomes curdled into a mass 
which may be washed by decantation. As the precipitate con¬ 
tains varying quantities of tajinin, according to the strength of 
solution employed and the amount of washing it> has received; 
as it is soluble in excess of gelatin solution, and almost if not 
quite impossible to wash free from uncorfibined gelatin and alum, 
the method can hardly lay claim to much accuracy, A sortie- 

* Phil. Trans., xciii. p. 233. 
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what better one (Warington.’Miiller) depends on employing a 
standard solution of gelatin with a little alum, and determining 
the end of the reaction by filtering ofif a portion of the tanning 
.solution, and ascertaining if another drop of the reagent pro¬ 
duces a further precipitate. This method is very tedious, the 
end reaction is difficult to hit, especially as the neutral solution 
gives precipitates with both gelatin and tannin; the standard 
solution is very unstable, it is inapplicable to many materials, 
and especially to gambier and cutch, because the mixture will 
not filter clear, and its results arc irregular, probably from the 
power of tannin to combine with various proportions of gelatin. 
Saturating the solutions with ammonium chloride gives in some 
cases somewhat better results. Attempts to use basic aniline 
colours (which are also precipitated by tannins) as indicators, by 
adding them*t» the gelatin solution, have failed from the fact 
that, on the one hand, the precipitation is with many tannins 
imperfect, and on the other, that the colour is absorbed by the 
precipitated gelatin tannate. Some tannins can be fairly esti¬ 
mated by precipitation with a standard solution of a basic colour 
such as benzaldehyde green in presence of sodium acetate, but 
the method is not of general applicability nor very satisfactory, 
and at best is rather adapted to the dyer than the tanner. 

The tannins arc precipitated by most alkaloids, and Wagner* 
employed a standard solution of cinchonine sulphate coloured 
with rosaniline acetate as indicator, but the results proved much 
too low, and quite unreliable. 

Messrs. Trotman and Hackford f have recently proposed a 
direct gravimetric method for the analysis of tanning materials, 
in which extraction is made with alcohol in an eiectricajly 
heated Soxhlet apparatus, the partially evaporated extract being 
diluted with water, the resinous matters filtered off, and tannin 
estimated in the filtrate. 25 c.c. of this is placed in a 250 c.c. 
flask and diluted somewhatwith water. 0 • 25 grm. of strychnine 
is then weighed out' and dissolved in about 50 c.c. alcohol. 'To 
this an equal volume of water is added, the mixture cooled and 
added to the tahnin infusion, the contents of the flask being 
diluted to the mark and thoroughly mixed. The precipitate is 
collected" in a weighed Gooch crucible, dried first in air, and 
then»in the vacuum oven. Gallotannic acid and sumachs yield 

* Zeit. Anal. Chem., v. p. i. f Joum. Soc. Ch. Ind., 1905, p. 1098. 



170 LEA THER INDUSTRIE'$ LA f ORA TORY BOOK. 

good results, a definite compound, C 2 iH ja N 2 O s . C u ff u Ot 
(strychnine tannate) being obtained for weighing.' With most 
tanning materials, however, lower results are obtained than by 
the hide powder method, much lower indeed than can possibly , 
be accounted for by the non-estimation of astringent non-tannins, 
showing clearly that all tannins are not precipitated by strych¬ 
nine, On the other hand, the fairly high results obtained with 
materials containing no gallotannic acid show that some other 
tannins can be estimated in this way. 

Messrs. Payne and Parker have also worked volumetric- 
ally with morphine, brucine, and some of the artificial aromatic 
bases with some success. Many metallic salts have also been 
used as precipitants, both gravimetrically and volumetrically, 
but in most cases without satisfactory result, because either the 
precipitation was incomplete, or other substancejfSlich as gallic 
acid and colouring matters, were carried down with the tannins. 

A further difficulty arises in all these methods 'from the fact 
that the tannins form a class with very considerable chemical 
diversity, and that therefore methods which give accurate results 
with one tannin, either faii to act, or give quite different results 
when applied to another. It is, indeed, a universal fault of these 
methods that even if for one tannin the results are constant, no 
direct comparison is possible between materials containing 
tannins of different classes. This difficulty is to a large extent 
overcome by the gravimetric hide-powder method, which gives 
the actual weight of any tannin absorbed by hide, and thus 
allows of at least approximate comparison of the tanning value 
of totally dissimilar materials, 

, Among the processes based on the precipitation with 
metallic salts which gave useful results must be mentioned that 
of Gerland,* in which a solution of antimony potassium tartrate 
is used in conjunction with ammonium chloride, to assist the 
settling of the tannin precipitate and prevent the co-precipitation 
of gallic acid. The process was improved by Richards and 
Palmer,t who substituted ammonium acetate for the chloride, 
adding 4 per cent, of a concentrated solution of the salt to the 
tannin solution, and employing 6750 grm. per liter of the 
antimony potassium tartrate (previously dried at too'’ C.), of 

* Cliem. News, viii. p. 54. 

t Amer. Journ. Science ami Arts (3), xvi. pp. 196, 361. 
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whfch solution i c.c. corresponds to O'oi gnn. of digallic acid. 
The end of* the reaction is determined by adding a drop of 
sodium thiosulphate solution to a little of the clear supernatant 
liqufd placed on a white tile, and warming when the formation 
of red antimony sulphide indicates the least excess of the 
reagent. The method gives good results with sumachs and 
other materials containing gallotannic acid, but is somewhat 
tedious, and does not act well with many catechol-tannins. The 
tartar emetic solution is apt to be spoiled by fungi, and keeps 
better if an antiseptic, such as phenol or a trace of mercuric chlo¬ 
ride, be added. Copper acetate,* with subsequent addition of 
ammonium carbonate to remove gallic acid, also gives fair results 
gravimetrically with gallotannic acid and some other tannins, 
but it is not applicable to the large class (see p. 158) of which the 
cupric salts irw soluble in ammonia. This criticism also applies 
to the use of popper salts suggested by Darton to remove tannin 
for estimation by the permanganate process, which will be 
alluded to later, since in particular cases it enables the propor¬ 
tions of different tannins to be determined quantitatively in 
mixture. 

The use of ammoniacal solutions of zinc for the same purpose 
by Carpcne t and others was carefully examined by Kathreiner,f 
but without satisfactory results. 

Another class of methods is based on the amount of some 
oxidising substance required to destroy the tannin present. The 
simplest of these in Jheory is that of Mittenzwey and Terreil, in 
which a solution of tannin, rendered alkaline with caustic potash 
or .soda, is allowed to absorb oxygen from a known quantity 
of air, the loss in volume of which is measured.§ The absorp¬ 
tion is slow, and the method difficult to carry out, and subject to 
several sources of error. In a more recent modification || the 
oxygen is furnished by a known quantity of hydrogen peroxide 
acted upon by lead perpxide in alkaline solution, but this 
appears to have no important advantage over the original 
method. Vaubel and Scheurerf suggest modified apparatus, 

* H. Fleck, Bay. Kims! und (lew, Blatt, i860, [>. 209. 

t Ding, Polyt. journ., 1875 (9161, p. 452 ; 1876 (219), p. 471. 

. J Ding. Polyt. Journ., 1878 <227), p. 481. 

§,Mittenzwey, Journ. I. Pralt. Chun., ii. (18641 p. 815; Terreil, Compt. Rend,, 
liutrai. (1874) p. 990. 

8 A. Thompson, Compt. Rend., 1902 (aouv.), pp. 689-691; Colleg., 1902, p. 334. 

1 Golleg., 1907. p. 96. 
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t • 

•and give interesting test analyses,'but admit that the method 
is not ripe for practical adoption, None of these methods make 
any distinction between tannins and other astringent products 
which do not tan, such as gallic acid, so that a second estima¬ 
tion must be made after removal of the tannin, and the latter 
determined by difference. Commaille * * * § oxidised with a known 
•quantity of iodic acid in presence of a trace of hydrocyanic acid, 
and determined the excess of undecomposed iodate. The pro¬ 
cess was troublesome, not very exact, and, like all other oxida¬ 
tion processes, involved a separate estimation of gallic acid. 
The power of iodine to enter into combination with tannin has 
also been utilised by F. Jean,f who uses a standard solution of 
iodine, which is titrated with the tannin solution rendered 
alkaline by sodium carbonate. As the colour of the mixture is 
too dark to allow of the starch reaction being ss» in the usual 
way, minute drops are brought in contact with a piece of filter 
paper rubbed with starch. The method gives fait results with 
some tannins, but does not distinguish gallic acid from tannin 
'{see p. 230). 

The use of potassium permanganate for the estimation of 
tannins was first proposed by Monier,f but is not practicable 
in the simple form of direct addition by permanganate, from 
the fact that the reaction proceeds very slowly, and in the 
cold never reaches its theoretical limit. Gantter§ has since 
shown that it is possible to obtain useful results by titrating in 
boiling solution by a method which does not differ in principle 
from Monier’s. The original method of Lowenthal | introduced 
the valuable improvement of adding indigo solution to the 
tannin solution to be titrated ; the indigo acting not only as 
an indicator, but controlling the oxidation of the tannin within 
certain definite limits. Lowenthal first assumed that only tan¬ 
nins were attacked, but as gallic acid is also similarly oxidised 
by permanganate, a double titration, was found to be required 
whtre both were present, the tannin being removed in the second 


* Cimipl. Kend., lix. p. 398. 

t Ibid., Ixxxii. p. 982 ; Herichte Deut. Ch. Gts., 1877, p. 430. 

t Compt. Rend., 1858, p. 577. • 

§ Zeits. fur Angew. Chora., 1889, p. 20; cp. also Procter, Joura. Sue. Ch. 1 ml., 
1890, p. 260. 

11 Journ. Prakt. Chon., iii. (i860) p, 150. 
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cas$ and several proposals Rave been made to effect this object; 
but from the time Lowenthal published his method of precipi¬ 
tating the tannin by gelatin in the presence of an acidified salt 
solution,* to the introduction in 1886 of the indirect gravimetric 
• hide-powder method, scarcely any other method than this, with 
removal of tannin either with gelatin or hide-powder, was in 
practical use for the estimation of tannin, and in certain cases it 
is yet the best available. 

The “ indirect gravimetric method ” first took practical form 
at the Vienna Research Station for Leather Industry, and 
was published in its organ ‘Der Gerber'f by F. Simand and 
B. Weiss, who first applied it to extracts only, but afterwards, 
in conjunction with Eitner and Mecrkatz.J described its applica¬ 
tion to solid materials. Earlier methods, which to some extent 
involved the same principles, were those of Hammer § and 
Muntz and Ramspachcr.J In the former of these the specific 
gravity of a dilute tanning infusion was taken with a very deli¬ 
cate pycnometer or areometer before and after the tanning matter 
had been removed by hide-powder. A special table gave the 
amount of gallotannic acid which corresponded to the difference 
of specific gravity, according to which 1 per cent, solution of 
gallotannic acid has a specific gravity of 1’0040 at 15 0 C.; and 
as at least up to 5 per cent, specific gravity is proportional to the 
ijuantity of tannin, the percentage may be obtained by dividing 
the decimals of the specific gravity by O’OCty Extreme accu¬ 
racy in taking the specific gravity and in the temperature of the 
solution is required "to obtain even approximate results, and deter¬ 
minations are still wanting of the specific gravity of solutions of 
other tannins than gallotannic acid. In Muntz and Ramspacher's 
method the liquid was detannised by filtering under pressure 
through a piece of raw hide, and the tannin determined either as 
in Hammer's method, or by evaporation. The weak point of 
the method is that if sufficient of the tannin infusion is passed 
through the hide to insurd the expulsion of the water contained 
in it, the liquid is rarely completely freed from tannin. In 

• «* 

* Zeit. Anal. Chem., 1877, pp. 33 and 201; see also p. 223. 
t ‘Gerber,’ xii. (1886), pp^I, 26, 35 ; Ding. Polyt. Journ., cclx. p. 564. 

X ‘tierber,’ xiii. (1887), p. 2. 

§ Ding. Polyt. Jot.n., xlix. p. 300. 

|| Compt. Rend., lxxix. p. 300. 
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experiments by the author the remits, even with the greyest 
care, varied for the same liquor by to per cent, of the total 
tannin present. 

Simand and Weiss's method was originally carried oqt as 
follows: The “ total soluble" in a clear filtered, solution of the 
extract was determined by evaporation of iooc.c.of the solution 
to dryness in a platinum basin, and subsequent drying at ioo°C., 
the solution being of such strength that this residue amounted 
to i - o-i '2 grm. 250 c.c. of the same solution was treated in a 
dry conical flask with 1 grm. of the dry purified hide-powder, 
and allowed to digest for several hours in a cool place, during 
which it was frequently and vigorously shaken. It was then 
filtered through linen, 2 grm. more of the hide-powder added, 
and the digestion continued for 12-16 hours more, when a 
further 2 grm. of the powder was added and similarly digested. 
At the end of this time the liquid was filtered Through paper, 
and 100 c.c. of the perfectly clear filtrate evapqrated. The 
residue consisted of “ soluble non-tanning matter," and when 
deducted from the “ total soluble,” left" tanning matter absorbed 
by hide." If the whole powder were added at once to a com¬ 
paratively strong tanning solution, the surface would become 
tanned and no longer capable of rapidly absorbing small traces 
of tannin. By adding the powder successively, the greater part 
of the tannin is absorbed by the first portions of powder, leaving 
only traces to be absorbed by the last addition. With carefully 
purified hide-powder, free from soluble matter, the method is 
capable of giving good results, but is surpassed by more recent 
modifications. 

Soon after Simand and Weiss’s publication, it occurred to 
the writer* (suggested, perhaps, by Miintz and Ramspacher’s 
method) that the determination might be still more rapidly 
effected by the use of a cylindrical filter packed with hide- 
powder, through which the tannin liquor was slowly percolated, 
so that most of the tannin should be'absorbed by the first por¬ 
tions of the filter traversed. Thil method was at once adopted 
by the Vienna Research Institute, with some improvement in 
the form of the filter,t and continued to be the standard method 
of the International Association of Leather Trades Chemists 
up to the - present year (cp. p. 211). 

* Journ. Soc. Chem. Ind., 1887, p, 94. 


t ‘Gerber,’ i 8 $ 7 « p. 65. 



THE ANALYSIS OF TANNING MATERIALS. 175 

More recently a method has been published* by Dr. Yocum, 
which reverted to Simand and Weiss’s original system, but 
shortened tht digestion required to about ten minutes by 
vigorous mechanical shaking. The results agree very closely 
with those of thg filter, but are generally somewhat lower in 
tannin. With some tanning materials, and especially with 
gambiers, the differences are considerable. This method with 
modifications was adoptedjby the American Association of Official 
Agricultural Chemists, but has been superseded by that described 
on p. 216, as it was found so difficult to prepare a pure hide- 
powder of constant absorptive power and really free from soluble 
organic matters, that many chemists have turned their attention 
to the use of powders made insoluble by the use of chrome 
salts, and in one form or another these have been generally 
adopted. Powders made insoluble with formaldehyde have 
also been tried, but apparently become unabsorptive on keeping. 

No historical notice of methods of tannin estimation would 
be complete without allusion to that recently introduced by 
Parker and Payne t and dependent upon an estimation of the 
total acidity of the tanning infusion with lime or baryta solution 
by a method not dissimilar in principle to the determination of 
the saponification value of a fat (p. 304). The process has not 
proved wholly satisfactory, but the special information which 
it aims at giving is so important that it is described in some 
detail in Section XIV. 

The work of Prof. Wislicenus} with “ fibroid alumina ” must 
also be referred to, $ince, although in the writer’s opinion it is 
not likely to replace the use of hide- powder, it presents certain 
advantages which would have entitled it to very favourable con¬ 
sideration had the hide-powder methods not been previously 
established in technical use. When metallic aluminium is moist¬ 
ened with a mercuric salt, such as mercuric chloride, metallic 
mercury is reduced, and a galvanic couple is produced, which, 
under the influence of the «ir and moisture, oxidises the metal 
to alumina, which appears as a Sbrt of down on the surface, of a 

fibrous nature, and remarkably like & growth of some form of 
• * 

* ‘ Leather Manufacturer,’ 1894, No. 9; Joum. Soc. Chem. Ind., 1894, p. 494. 
f Journ. Soc. Ch.Jud., 1904, 648. 

j Collegium, 1904, pp. 204, 215, 223, 225; J905, pp. 85, 94, 213,, 230; 1906, 
pp. 77, 87, 316, 321; 1907, pp. 157, 169; Zeils. fur Angew. Ch., 1904, No, 25 j 
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mould. This constitutes the “ spjouted,” or "fibroid ” alumina, 
which is employed by Wislicenus as substitute for hide-powder, 
and which, from its considerable adsorptive power and large 
surface, is capable of taking up from solution all tannins, and 
many of the substances which are usually classed as non-tanning. 
In the first instance, considerable difficulty was experienced in 
producing this material of constant and reliable quality; but 
detailed instructions have been given by Wislicenus, and the 
powder is now to be obtained of satisfactory quality from Merck. 
It has the advantage over hide-powder that it can be used 
repeatedly, the carbon being destroyed by heating to something 
below the point of redness; but strong ignition lessens or 
destroys the adsorptive powers. Being also entirely incom¬ 
bustible and inorganic, it is possible to determine the organic 
substances absorbed by it by elementary analysis of the powder 
after use. The substance is employed in a filter-tube, which, 
owing to the smaller quantity, only 2'5 grm. employed, has 
been considerably modified from the form used for hide-powder, 
and in its latest development is described in Collegium, 1907, 
p. 172. The results obtained show good concordance in them¬ 
selves, and do not differ very largely from those with chromed 
hide-powder, but the absorption is commonly somewhat greater 
and the non-tannins consequently lower. It is also by no means 
certain that the selective absorption of the alumina is for the 
same "non-tannin” substances as that of hide-powder,"since its 
adsorption is mainly a surface action, while in the case of hide- 
powder there is little doubt that chemical affinities also come 
into play. It may be mentioned that instead of the candle-filter, 
Prof. Wislicenus prefers to use a perforated porcelain tube, 
covered with several thicknesses of filter paper, for preparing 
his solutions. 

A method mentioned by Dr. Baum* at the Frankfort Con¬ 
ference of 1906, but not since further described, depends on 
somewhat similar principles to that of Prof. Wislicenus. The 
tannin solution to be detannised is placed in an aluminium basin 
and submitted to electrolysis with a current of low voltage, the 
tannin being precipitated in combination with alumina. 

* Collegium, 1906, p. 373. 



SECTION XI. 


SAMPLING, GRINDING AND EXTRACTION OF TANNING 
MATERIALS. 

Before proceeding to describe the practical analysis of tanning 
materials, careful consideration must be given to the drawing and 
grinding of samples, and the extraction of the tanning matter 
in a proper form for analysis, as in many cases greater errors 
arise in these preliminary operations than in the analysis itself. 
In the case of extracts, samples should be drawn by a sampling 
tube by which a portion of extract can be withdrawn from 6-to 
casks of the parcel to be analysed. These portions are carefully 
mixed, and 4-6 oz. at least transferred to a clean bottle. A 
suitable sampling tube is designed and sold by Mr. Arthur Priest- 
man, of 275 Burlington Street, Liverpool, consisting of a small 
reservoir closed by a valve operated by a rod passing through a 
long tubular handle. Before sampling, the extract should be 
thoroughly stirred and mixed by the sampling tool, special care 
being taken to disturb any sediment which has settled to the 
bottom of the cask. If the extract has been standing in cask 
for some time, the only way really to mix properly is to take 
out the heads of a sufficient number of casks, and stir the 
contents thoroughly with a suitable stirrer or paddle, rolling 
full casks being quite* ineffective. After thorough mixing, the 
tool is immersed and moved about in the cask, while the 
resdrvoir is filled by depressing the rod which passes down 
the handle, and which opens an aperture for the purpe^e. 
Samples should be drawn not only from the centre but also 
from the upper and lower corners of the cask. The various 
samples should be thoroughly mixed in a clean pail, and at 
once sealed in bottles for analysis. It is desirable, if the casks 
are numbered, to select for sampling, numbers equally distributed 
through the parcel, as the casks are usually filled in rotation. 
It is also of equal importance that samples in bottles or jars 
should lje thoroughly mixed before weighing out portions for 
analysis, as Dr, Parker has shown * that errors of 2 per cent, in 
‘ Leather Trades Circular,' 189;, p. 489. 

N 
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either direction maybe caused through the settling of the “ diffi¬ 
cultly soluble tannins.’’ 

The sampling of block gambiers is one of the most difficult 
problems owing to the irregularity of the moisture in different 
parts of the block. A somewhat large sample must be drawn 
either by perforating the blocks with a tubular sampling tool 
like a large cork borer,* or by cutting sections with a “ fleshing 
knife,” and the portions must be mixed by chopping or kneading, 
with as little exposure to the air as possible to avoid loss of 
moisture. Similar difficulties with regard to moisture often 




arise with cutch and other solid extracts, which are usually too 
hard and brittle to cut with the tool, and cannot be pulverised 
till dry. In this case it is best to weigh the whole sample, dry, 
and again weigh to determine loss.' The sample is then pul¬ 
verised and analysed in the usual way, and calculated to original 
moisture. An example of the reckoning may be given. The 
original sample weighs 900 grm. and after drying 765 grm. only, 

* A suitable tool, designed by Kathreiner, is shown in Fig. 9, which can also 
be used for sampling sumach, if damage to the bags is not objected to. C C' is a 
brass or gunmetal tube with a collar B and strong handle A. The plunger D is of 
hard wood, and used to force the * cores * cut out of the cutting tube. 
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the loss being 15 per cent. The percentage is therefore cal¬ 
culated on as representing 100 original, and 15 per cent is 
added to the water. 

In sampling solid materials, portions should always be 
drawn from at feast ten sacks or separate parts of the bulk, 
and, in the case of valonia, special care should be taken to have 
a fair average quantity of “ beard." No attention is usually paid 
to this point by merchants, and the proportion varies greatly in 
different parts of the same cargo. If several sacks are spread 
in layers on a level floor, and then "quartered," dividing the pile 
first in half, and the half again in halves, till a sufficiently small 
sample is obtained, this will be accomplished. Where samples 
must be dealt with which have not been specially drawn, it is 
safest to weigh out from the same proportion of beard and whole 
cups, bearing in mind that the beard is always the richest part of 
the valonia ; or to make the analysis on the cups only. Valonia 
beard often cr"itains large quantities of crushed lime-stone and 
other rubbish added as weighting material, but frequently very 
injurious to the colour of leather. Special care is required 
in sampling and mixing sumach, as it is very frequently 
adulterated, and probably a portion of pure is often added on 
the top of the sack. In sampling ntyrobalans, it should be 
remembered that the poor and light nuts will rise to the top, 
and hence the hand should be plunged well into the sack. 
The sample, when drawn, may be ground in a small bark-mill, 
and, if necessary, a smaller sample drawn from this and ground 
a second time in a sample mill, or even an ordinary coffee- 
mil^ though the ratter is scarcely strong enough for many 
materials. Burroughs, Wellcome and Co.’s drug mills, No. 3 or 4, 
answer the purpose very fairly. A special mill of small size is 
also sold under the name of “ Tannina ” by Robert Paessler, of 
Freiberg, Saxony, and small sizes of the ordinary toothed grind¬ 
ing mills for tanning materials, such as Schmeija’s, Glaser's, or 
the Hardy Pick Cods may also,, be used, especially if power*is 
available. A laboratory disintegrator .is made by Grumbach and 
Son, of Freiberg .in Saxony, to a design of Dr. Koerner’s.*’ If 
a suitable mill is not at hand to reduce the material to a coarse 
powder.it is necessary to‘prepare it for these small, mills by 
cruslyng or breaking into pieces of moderate size. With many 

N 2 


Collegium, 1903, p. 365. 
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materials this is conveniently acfcomplished with a flat-faced 
hammer on a thick cast-iron plate, which should, have raised 
ledges round three of its sides to prevent the fragments from 
flying about. Many barks are too tough to be pulverised in 
this way, and are most easily sampled by cutting short lengths ‘ 
off a large number of pieces with strong shears, or with 'a saw. 
If the bark can be secured in a firm bundle with a clamp or 
by binding with wire, a number of thicknesses may be cut at 
once with the saw. Materials are usually much more easily 
ground if strongly dried, but this involves determination of the 
moisture both on a portion of the original sample, and again on 
the dried and ground material as prepared for analysis, and 
should therefore be avoided if possible. 

Extraction— Extracts are most satisfactorily dissolved for 
analysis by placing the beaker or basin in ^which they are 
weighed in a large funnel in the neck of a liter flask, and washing 
the extract into the flask with boiling water. After filling up 
with boiling water the neck of the flask is then covered with a 
small beaker, and the liquid cooled rapidly under a stream of 
water from the tap, and made up to the mark with cold water. 

If the tap water is much below 15' C. it is safer to immerse 
in a vessel of water at about that temperature, to avoid over- 
cooling or local chilling of the solution. Solid extracts are 
generally best dissolved in a beaker by the use of successive 
quantities of boiling water, and treated in the same way. Care 
must be taken not to pour solid particles into the flask until all 
matter soluble in hot water has been dissolved, and if it is 
suspected that solution is not complete, the flask may safely be 
heated for a short time on the water-bath. If the amount of 
insoluble particles is large, as in the case of some gambiers, 
it may be advisable to strain through muslin, or even to extract 
like a solid tanning material. A short boiling of the residue, 
after most of the tannin has been removed, is not generally 
injurious; but long-continued boiling of most tannin solutions, 
and especially In contact with air, leads to the desi ruction of 
some tanning matter, and almost invariably darkens the colour. 
The writer is of opinion that with most extracts slightly more 
uniform results are obtained by cooling at the temperature of 
the laboratory for some hours instead of rapidly under thp tap, 
and this method has been adopted by the American Association 
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of* Leather Chemists, but the results are somewhat lower in 
tannin and higher in insoluble matters; though experiment shows 
that the differences are negligible as compared to other sources 
of error; and in many cases want of time precludes the slower 
process, so that for the sake of uniformity it is considered best 
invariably to cool under the tap. For the same reason it is 
best, or at least official, to dissolve always in absolutely boiling 
water, for though many extracts dissolve perfectly well at lower 
temperatures, and sometimes filter more easily, in some cases 
the use of lower temperatures leads to a larger precipitation of 
insoluble "reds.” It is pointed out by Mr. A. Barrett that loss 
is incurred with sumach extracts, and others containing'ellagi- 
tannic acid, if boiling water is used, and better results arc 
obtained with water not above 40-50"C. 

The insoluble matter found in an extract is considerably 
influenced by the quantity of water which is employed in dis¬ 
solving it. ’ This was long ago pointed out by von Schrocder, 
and is well shown by the following figures given by Cerych for 
an oak-wood extract: * - 
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. It will be noted that as the “ insoluble 11 increases the tanning 
substances diminish, as the former consists largely of red anhy¬ 
drides or “difficultly soluble tannins." In materials such as 
hemlock bark and quebracho, which contain these bodies in 
much larger proportion than oak-wood, the variation becomes 
still more marked. It js hence very important to keep to a 
uniform proportion of dissolved matter in the liquid for analysis 
in order to obtain comparable results, and this is one of the 
reasons why 'chemists interested in the analysis of tanning 
materials have agreed upon quantities to be adhered to (see 
p. 191), and Section xfll. 

• The solubility of the “ reds ” is greatly influenced by tent- 

‘Gerber,’ 1895, p. 242, 
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pcrature, and consequently the quantity found wjil vary mate¬ 
rially with the temperature at which the liquor is.filtered for 
analysis. Cerych (toe. tit) found that an oak-wood extract 
which gave I '68 per cent, insoluble at 16“ C. was perfettly 
soluble at 34° C. These remarks also apply tt> solid tanning 
materials. Tanning solutions for analysis should therefore be 
filtered at a temperature as little above 15° C. as possible, and 
never exceeding 20'’ C., even if artificial cooling is necessary. 

The extraction of solid tanning materials presents much 
more difficulty than the solution of extracts. It has been 
pointed out by Mr. A. S. Jones that each tanning material has 
an optimum temperature of extraction, and that in many cases 
materially less tanning matter is extracted at a boil than at 
some less degree of heat, and considerable information on this 
|>oint is given by the researches of Dr. Parker and the writer.* 
In many cases, also, it is difficult to complete extraction 
without the use of more water, and the consequent production 
of a more dilute solution than is permissible for the gravimetric 
method. As a rule, the digestion of the material for some 
hours at a low temperature or in the cold, and its subsequent 
licrcolation with water, of which the temperature is gradually 
increased to ioo” C.. will extract a maximum amount of tanning 
matter, and if all the concentration is done on the later dilute 
percolate, which contains at best a very small proportion of the 
total tannin, any loss by decomposition may be neglected. It is 
found, however, that in nearly every case by careful percolation 
practically'the whole of the tannin can be extracted without 
exceeding the permissible volume of water, and this is now the 
rule of the I.A.L.T.C (p. 213). Considerable difficulty arises 
from' the tendency of many tanning materials to choke any filter 
on which they are placed for percolation, and this is on the whole 
most successfully met by the use of sand filters. One of the 
best appliances for the purpose is the bottle extractor devised by 
Dr. R. Koch,t which may be considered as an improvement and 
simplification of the so-called “Real’s press." The apparatus 
(Fig. 10) consists of a glass wide-necked bottle which should be 
thin and well annealed in order to stand the heat of the water- 
bath. A convenient size is about 200 k.c. capacity. It is wise 

* Journ. Sue. Ch. Ind., 1895, p. 635, and 1 ‘rin. Leather Mfr., p. 344. . 

t Ding. Polyt. Journ., 1887, cclxvii. p. 513. 
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before use to heat these* bottles in water to boiling, and allow 
them to cool in it, to lessen the risk of their cracking during an 
extraction, and it is often difficult to get bottles which will stand 
the test. The bottle is closed with a rubber cork, through which 
pass two glass tubes; one through which water is introduced 
extending about half an inch below the cork to prevent the cold 
water coming in direct contact with the heated sides of the 
bottle ; while the other, which serves as an outflow, almost reaches 



the bottom of the bottle, where it is widened to a funnel-shaped 
end, which in use is covered with a piece of the silk gauze used 
by millers. Above the Cork both are bent at right angles for 
connection with other tubes, in use a layer of about 2 cm. of 
hne sand (purified by digestion 'with hydrochloric acid and 
washing), is first introduced into the bottle, and then the weighed 
quantify of ground tanning material. The funnel-tube and cork 
are now inserted, any slight disarrangement of the layers being of 
no consequence, as the sand speedily settles to the bottom on 
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filling the apparatus with water, tfhich is done by sucking-the 
short tube, while the funnel-tube is connected by ajshort length 
of rubber tube, with screw pinchcock, with a second tube bent 
at right angles and dipped in a beaker of water. The same tube 
afterwards serves to convey the percolate into 'a gauged flask. 
In special cases, where it is desired to obtain the extracted 
materia] free from foreign matter, the sand may sometimes be 
dispensed with. Where, from the fibrous character of the 
material, or other reasons, it is found difficult to insert the 
funnel-tube after filling the flask, it may be inserted first, and 
the flask filled by sliding the cork up the tube, and using a 
funnel for the sand and material, 



^Vfter filling, the cork is secured in the bottle, either by wiring 
like a champagne bottle, or by the special clamp shown in 
Fig. 11; the apparatus is placed in the water-bath, and the shorter 
tube is connected with a water supply about IOmeter above it by 
tubing, also provided with a screw pinchcock. The second tube 
is arranged to drop into a liter ‘flask, as sh&wn in the figure. 
The water-bath may now be gradually heated, and the percola¬ 
tion carried on at any desired temperature. If tHe gauze chokes, 
as is not unfrequently the case, it may sometimes be made to 
run, by sucking a little water backwards, as in filling the appa¬ 
ratus. 

A slight modification of the Author's, which, together with 
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the’Koch apparatus was accepted as official by the Turin Con¬ 
ference of the I.A.L.T.C., and which has the merit that it can be 
arranged from the apparatus found in every laboratory, is shown 
in Figs. 12 and 13 (from the catalogue of Messrs. Reynolds and 
Branson, of LeSds, who supply the apparatus). In place of a 
closed bottle, an ordinary open beaker is used, which is placed 
in a water-bath. A common thistle-head funnel is bent twice 
at right angles to form a syphon. The head, covered with silk 
gauze C, rests on the bottom of the beaker, the other end 
being lengthened by a piece of slender glass tube, connected 
by india-rubber tube fitted with a screw pinch-cock A, the 



whole being held in position by a clamp. The beaker is filled 
with sand B and tanning material, as in Koch's apparatus, 
water is poured in, and the whole raised to the requisite 
temperature in the wate[-bath, when percolation is started by 
sucking, and warmed water added as required. As compared 
to Koch’s, the apparatus has the advantage that, being open at 
the top, it cart be stirred with a rod in event of the material 
clogging the filtering la^rcr of sands, but on the other hand the 
beaker has to be watched and filled up as required, instead of 
having a supply cistern of a definite quantity of water which can 
be left to percolate automatically. In ordinary complete extrac- 
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tion in the Leeds University laboratory, the requisite quantity of 
material to give an extract containing 3 • 5-4'5 grm. of 11 tanning 
matter,” see p, 191, per liter is weighed out into the apparatus, 
and allowed to macerate in water for some hours in the cold. 
The temperature is then gradually raised, and. the percolation 1 
begun at about 50° C. About 500 c.c. is run through in 1-1J 
hour, after which the temperature of the bath is rapidly raised 
to joo° C, In the case of sumachs, a good part of the first 
500 c.c, should be percolated at or below 40° C., and with 
canaigre and other starchy materials the whole extraction is 
best done below 50° C. 

The Turin Conference decided that only 1 liter should be 
used for extraction, and the small quantities of tannin which 
could be extracted with further portions of water should be 
neglected, but if solutions must be concentrated by evaporation, 
the boiling, if not done in vacuo, should be protected as much 
as possible from excess of air, by placing a funnel in the neck 
of the flask, and should be confined to the later and more dilute 
percolates. 

• After making up to 1 liter, the solution, whether of an extract 
or solid material, requires filtration, and for the sake of uniformity 
this is desirable even when the solution is quite clear and trans- 
parent. 

In some cases it is very difficult to obtain such a filtrate, 
and special thick filter-paper is required, Schleicher and Schull’s 
“ No. 605 extra-hart" being very suitable. Even with this the 
patience of the operator is often severely taxed, as it is often 
necessary to return to filtrate again and again to the filter till 
absolute clearness is obtained. As a last resort, a teaspoonful'of 
welkpurified kaolin may be shaken up with the solution before 
nitration. It was early pointed out by von Schroeder that small 
traces of tannin are removed by the kaolin as well as by the 
filter paper itself, and many attempts have been made to over¬ 
come this source of error, which usually amounts to J per cent, or 
more on liquid extracts. A method of determining a correction 
was devised by the author/ and adopted by the I.A.L.T.C. in 
their conference in 1902; given up in 1904 for the Berkefeld 
“filter-candle,”! but again accepted by the Tannin Analysis 

. * f Collegium, 1902, pp. 119, 145, 151. 

• Berkrfeld Filter Company, Celle. 
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Common of 1906 (see p'. 2 y). The “candle" was first sug¬ 
gested by Kathreiner, but successfully introduced by Parker and 
Payne • This filtering medium is very indifferent to tannins 
and other matters really in solution, and the filtrate is generally 

r iff^ c ear ’ but m some cases - ‘•■specially with quebrachos, is 
slightly opalescent. For the sake of uniformity it was agreed 
by the conference of Turin, .904, and by the commission it then 
appointed,f that all matter which has passed through the filter 
should be regarded as “soluble," It has, however, since been 
found that in some cases as much as 10 per cent, of matter will 
pass through the candle, which is removed by filtration to 
optical clearness. The “candle" adopted consists principally 
of porous infusorial siliceous earth and is about ; cm. long, 3 cm 
external, and 1 cm. internal diameter. Various methods of 
mounting have been suggested. Dr. Parker cements with shellac 
on a glass tube*with a projecting collar, and fits with a rubber 
cork into a wj.de and deep ordinary funnel, which in turn is 
fitted with a rubber cork or collar into the neck of the usual 
vacuum filtration flask, from which the air is exhausted either 
by a water-pump or a syringe. The pumping must not be 
continuous, but as soon as the necessary vacuum is formed the 
connexion with the pump is closed with a pinchcock, to pre¬ 
vent loss by evaporation, and only opened if the vacuum becomes 
insufficient. Another, and, on the whole, preferable arrangement 
is to invert the candle in a narrow cylinder, connecting it by a 
syphon tube with the vacuum flask; in which case the tube 
should be prolonged.to the bottom of the “candle,” so as to 
insure complete and rapid removal of liquid filtered. In the 
author's laboratory the open end of the filter is somewhat 
enlarged with a conical reamer (or even the tapered end of a 
screwdriver) to fit a suitable india-rubber cork, and is hardened 
by painting round the edge with shellac varnish. Before use, 
the filters should be thoroughly cleansed from soluble matter, by 
boiling for two hours with' 10 per cent, hydrochloric acid, and 
thorough washing, and arc then dried before washing. About 
300 c.c. should be rejected (and if a‘dry filter is employed, may 
se used for non-tannin determination), before the portion is taken 
or evaporation. After use the filters are cleansed by brushing 

• ’ ' 9 ° 4 . P- 249 . * Ibid., 1904, p. 343, 1905,' p. 45. 

t Ibid., 1905, p. 66. 
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with a soft tooth-brush, and filtering distilled water till it comes 
through colourless. If, as rarely happens with, very muddy 
solutions, the filter chokes and filters too slowly, the surface may 
be cleansed by brushing during filtration. It is best to d'ry th$ 
filters after washing, as if kept wet they become very soft. If 
the filter appears choked with organic matter it may be washed 
with very dilute ammonia, then with dilute acid and finally 
with water till neutral before drying. This should always be 
done if a candle which has been used for extracts with insolubles 
is employed for solubilised extracts, as otherwise the latter are 
liable to dissolve out the difficultly soluble matter in the candles. 

As it sometimes occurs that filter-candles and the necessary 
apparatus .cannot be obtained, it is well to give some particu¬ 
lars of the method of filtration through paper with correction 
which was proposed by the authqr, and which previous to the 
adoption of the “ candle" was the official method of the I.A.L.T.C., 
and is again made official in cases of difficulty, ind the results 
agree quite accurately with those obtained with the “ candle," 
when the filtration is repeated to optical clearness. The present 
official directions will be found on p. 213. Those of 1902 were 
as follows 

"The filtration of solutions for analysis can be carried out 
with any paper which is considered most suitable, and if desired 
kaolin may be used. The amount of tannin absorbed by the 
filter-paper must be taken into consideration, and a correspond¬ 
ing correction made, which is ascertained by the similar filtration 
of a perfectly clear tannin solution. 

" I n order to estimate the error caused by the filter-paper, joo 
c.c.of the tannin solution to be analysed is filtered until perfectly 
clear, preferably by the method of filtration for which correction 
is to be made. 50 c.c. of this clear solution is now evaporated 
to dryness, dried and weighed, to determine “total soluble 
No. 1.” A second portion of the same filtrate is now filtered 
exactly in the manner for which correction is to be made, and 50 
c.c. of this filtrate evaporated, dried and weighed. This residue 
is No. 2. Subtracting No. 2 from No. 1 gives the correction 
which is necessary to add to the “ total soluble" found in analysis, 

“ It is advisable not only in the anafysis but also in thfc second 
estimation for correcting the filter-error, that at least the.first 
i50c.c. which passes through the filter-paper should be discarded. 
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or us^d for detannisation, and the next 50 c.c. used for evapora¬ 
tion. During the whole filtration it is advisable that the filter 
should be kept as full as possible. Where kaolin is used to get 
a clear filtrate the same quantity should be weighed in each case. 
One or two grammes arc recommended. This is washed by de¬ 
cantation with about 75 c.c. of the tannin solution, and then 
washed on to the filter-paper with a further quantity of the 
tannin solution, of which 200 c.c. are filtered as above.'’ 

As filtration by the candle may be assumed to need no correc¬ 
tion, an alternative method is to filter solutions to optical clear¬ 
ness by the candle, which is usually possible by repeatedly icturn- 
ing the filtrate ; and also by the method lor which correction is to 
be made, when the difference in weight on evaporation of 50 c.c. i9 
the required correction. It must be clearly understood that an 
average correction only is required, since of course the determina¬ 
tion for every s:ftuple of material and every sheet of paper is 
impracticable* 

In practice it has been found that on the average of many 
determinations a correction of about + O’OOJ grm. must Ire added 
to the residue from evaporation of 50 c.c. of any tanning material 
through Schleicher and Schull’s “605 extra-hart” of 17 cm. dia¬ 
meter; for S. and S. 590 the correction is negligible; DrcvcrhofTs 
311, 15 cm., requires + 0 - 002, and the use of 2 grm. kaolin about 
+ CT 0025 grm. in addition to that requiied by the filter-paper. 
Of course different filters, even out of the same packet, will often 
yield different corrections, but as the whole correction amounts to 
under 0'7 per cent.son an oakwood extract, slight fluctuations 
are not of great practical importance. 

'Perhaps, for the sake of completeness, some allusion should 
be made to the earlier methods of extraction, which for ordinary 
purposes have fallen out of use, since it has been recognised 
that with many materials heat must be sparingly employed. In 
early times, and for the weak infusions required by the Lowenthal 
method, it was customary Simply to boil a weighed quantity of 
the finely powdered material with a liter of water for half an hour 
or more, and to make up the whole, including the solid matter, 
to 1 liter. This method gives in many cases very constant 
results, Jhough somewhat below those obtained by percolation, 
but from its simplicity may sometimes prove useful wnere merely 
comparative results are required. A much more accurate method 
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was that formerly employed by Prof, von Schroeder/ who, 
however, relinquished it in favour of Koch’s method, described 
above. 

Von Schroeder's extraction apparatus consisted of a perfectly 
cylindrical vessel of cast tin, about n '5 cm! deep and 7 cm. 
diameter. A strainer covered with fine muslin fitted it like a 
piston. The powdered material was placed in the cylinder, and 
stirred up with 200 c.c. of cold water. At the end of an hour 
the piston was inserted and pressed down gently, the clear liquor 
poured off, and the process four times repeated with hot water 
at intervals of half an hour, placing the cylinder in a water-bath. 
The liquor was made up to 1 liter, and. if necessary, filtered. 

To determine separately the “ easily soluble tannin ” (viz. 
that extracted by cold water), Real's press was employed, which 
consisted of a cylinder, fitted with a tap at the bottom, and a 
water-tight cover at the top, with a tube through which water 
was forced by the pressure of a column of liquid. A small 
sieve, covered with a disc of linen, was placed in the bottom 
of the cylinder, and on it the tanning material previously tho¬ 
roughly moistened with water, and the tap closed. The press 
was then filled with water and left fifteen hours under a pressure 
of 4 meter. The tap was then opened and I liter allowed to 
run through in the course of about two hours, and the infusion 
so obtained was thoroughly mixed by shaking. The material 
was finally exhausted like a new material in von Schroeder’s 
apparatus to extract the difficultly soluble tannin. Both of 
these pieces of apparatus are practically superseded by Koch's 
bottle extractor and its modifications. , 

An apparatus on the principle of Soxhlet's extractor (p. 285), 
but made of copper, was introduced by the Vienna Research 
Institute,* and modifications have been largely used in America, 
but from the facts already mentioned it will be obvious that 
continued boiling of tanning extracts is inadmissible. If used at 
alljt should only be for the last traces of tannin after the bulk has 
been removed at a lower temperature,! but it has been shown by 
EachusJ that continued steam extraction remows matters which 

are absorbed by hide-powder, but which do not precipitate gelatin. 

« . 

* ‘ lierbtr,' 1S87, p. 67. t Journ. A.L.C. A., i. p. 88. 

$ Collegium, 1907, pp, 384, 386. 
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SECTION XII. 

TANNIN DETERMINATION BY THE HIDE-POIYDER 
CRA VIMETRIC METHOD. 

The official methods of the International Association of Leather 
Trades Chemists, and of the American Association of Leather 
Trades Chemists are given in Section XIII., but it is necessary 
here to explain a few details more fully to give reasons for the 
exact methods prescribed, and to discuss the various suggested 
modifications. 

An infusion of the tannin material, or a solution of extract, 
of such a strength as to contain O’ 35 to 0-45 grin, of tannin 
matter per loo c.c. {or as nearly as possible 0'4 grm.) is 
prepared by the methods described in the preceding section. 
The following table gives the approximate quantities required. 

Variations from the prescribed dilution are specially apt to 
lead to errors with materials like quebracho, which contain 
much “difficultly soluble” tannin. 


The Approximate Ahoi'M of Different Materials to be Weighed 
out for Analysis to make up One Liter of Solution. 


Barks , etc. 

Grammes. 

Extracts. 

Gramme*. 

Algarobilla . . ' 

8-9 

Oak wood, sp. gr. 1*2 or 


Canaigre 

. 15-18 

over 

»5 

Divi-divi . 

9 

Chestnut (liquid) . 

14 

Hemlock bark 

• 32-36 

„ (solid) . 

7 f 

Mimosa bark 

>1 

Quebracho (solid). 

6 

Myrobalans. 

• '5 1 

„ (liquid) 

9-13 

Oak bark . 

• 30-36 | 

Mimosa D . 

10-12 

Oak wood . 

. 50-100 

Gam bier (block) . 

10 

Quebracho wood . 

20-22 

,, (cube) . 

7 

Sumach . . • 

. 15-I6 , 

Mangrove (liquid) 

9 * 

Pistacia lentiscus . 

20-22 i 

. .• (solid) . 

7 

Pine bark , 

32 

Cutch 

7 

Willow bark * . 

. 36 ! 

Myrobalans liquid) 

ft 

Chestnut wood 

45 

Hemlock . 

10-14 

Mangrove bark 
Valonia 

Valonia beard 

Spent tans . 

*10 | 

• 14-15 j 

10-n 

50-100 

Pine Bark . 

16 
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Determination of “ Total Dry fiehterl'—Xt is‘necessary for 
the calculation of analyses to determine the amount of moisture 
present in the sample, since this varies in solid materials to a 
considerable extent with atmospheric conditions, and in extracts 
according to the degree to which they have been evaporated.. 
The total weight of substance taken, less the moisture, gives, of 
course, the “ total dry matter." The drying, however, presents 
difficulties in some cases. On the one hand many tannins are 
easily alterable by heat, parting with water of combination and 
yielding anhydrides, and on the other, hygroscopic moisture is 
obstinately retained. Thus different temperatures and different 
methods yield varying amounts of moisture, and it is often 
impossible to define the point where hygroscopic water is driven 
off, and the loss of chemically combined water begins. A 
standard method would be to dry at ordinary temperature, and 
preferably in vacuo, over concentrated sulphurio acid, but this is 
too slow for practical requirements. In dealing with dry ma¬ 
terials therefore, it is better in every case, to work with as small 
a quantity as is permissible, taking into account the accuracy of 
the balance employed. As it is not possible in the analysis of 
the tanning materials to obtain an accuracy greater than O'I 
per cent, or one part per thousand, I grm. is quite sufficient 
with a balance weighing to milligrams, and with balances of 
greater accuracy, proportionately smaller quantities may be 
employed. In the case of liquid and pasty extracts, i grm. 
should never be exceeded, and if possible it is better to work 
with smaller quantities. The only exceptions to this rule are 
such materials as cannot readily be accurately sampled in 
small quantities, and in this case it may be necessary to weigh 
out larger quantities even at the expense of additional time 
and trouble, or to dissolve and dry an aliquot part of the solution 
. as described below. The drying of solid materials is accom¬ 
plished in basins or other vessels which are preferably fitted with 
a cover to lessen absorption of moisture during weighing, though 
with rapid weighing this is not essential. The drying of liquid 
and pasty extracts is more‘difficult, and is best done in the flat 
bottomed shallow basins which are used for the subsequent 
determinations, and which should bp 7 or 8 centimeters in 
diameterand capable of holding at least 50 cc. In such basins 
the extract spreads itself to a thin layer; while, if the basins are 
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rourtded, it collects at the bottom and dries on its surface, 
forming a ooherent coating from which the moisture of the 
interior of the mass escapes with great difficulty. In cases where 
extracts are sohd or too thick and pasty to spread themselves 
without assistance, the addition of 20 or 25 c.c. of water, in which 
the extract is dissolved on the water-bath in the basin, will con¬ 
siderably facilitate drying. The author proposed the use of 
alcohol for the same purpose, which certainly leads to rapid drying, 
but on the whole he is of opinion that water is to be preferred. 
Where extracts will dissolve in water to a turbid solution which 
can be thoroughly mixed by shaking, the best method of 
determination of both water and dry matter is to mix the liquid 
thoroughly, after making up to the liter (or 2 liters where it is 
desirable to weigh a larger sample), and before filtration, and 
to pipette 50 c.f. into a basin as usual. The residue obtained in 
this way x 20, or the sum of duplicate determinations x 10, is 
obviously the dry matter contained in the substance weighed out 
for analysis, and the difference between this and the original 
weight is the moisture ; while the difference between the “ dry 
matter and the “ total soluble ” obtained by cva|x>ration after 
filtration is the matter" insoluble at 15° C." 

As regards drying apparatus, the German Section of the 
I. A. L. T. C., have selected the Mocslinger drying oven, which is 
simply a water jacketed oven with small compartments, the 
interior of which cannot reach a temperature exceeding 95°-98' C. 
In this apparatus drying is, in the author's opinion, much too slow, 
at least 8 or 9 tutors being required with many materials to 
obtain approximately constant weight. This length of time is 
objectionable not only on account of the delay, but because in 
most tanning materials oxidation, leading to a gain of weight, 
goes on at the same time as drying ; so that in some cases the, 
sample begins to gain weight instead of remaining constant, and 
even the lowest weight found must be too high, as oxidation 
no doubt occurs more or less during the entire drying. ‘The 
American Leather Chemists’ Association have officially adopted 
Reed's Combined Evaporator and Dryer* which seem! open 
to the same objections. In the writer’s opinion a preferable 
methcxl is the use of an air-oven heated to a temperature of 
106-105° C, in which the drying is much more rapid, while 

• jouni. A. I. C. A., 191/', |). jJ ; we also Collegium, 1907, p. 14a. 
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the danger of oxidation is probably not increased. Great care, 
however, is required even in ovens with automatie regulation 
of temperature that 105’ C. is not exceeded in any part of the 
oven ; and that the vessels, especially if of metal, do 'not , 
come in contact with the heated walls. There can be little 
doubt that the vacuum drying oven is the most perfect means 
for drying tannin residues, accomplishing the work in two or 
three hours with as little exposure to oxidation as possible. 
There seems no reason why the vacuum-oven should be used at 
a temperature below 100’ C., as from its expense it cannot become 
the ordinary means of drying in small laboratories, which must 
dry at about 100” C., and greater differences are likely to arise 
between this and working at a temperature at 60” or 70° C. than 
would occur by drying at 100° C. for the shorter period required by 
in vacuo. After drying for a sufficient Jength of tinje, the sample is 
cooled in a desiccator, and rapidly weighed; and is then returned 
to the oven for half an hour or more, and the process repeated, 
placing the weight previously found upon the scale, so that the 
weighing can be almost instantaneous. If the loss of weight 
exceeds 2 milligrams, the sample should again be returned to the 
oven and the process repeated. If larger quantities than 1 grm. 
are being dried, a somewhat larger margin may be allowed. 

Determination of " Total Soluble" Matter .—50 c.c. of the 
solution filtered by one of the methods described in the 
previous section, is measured with a pipette into a weighed glass 
or porcelain basin as described in the previous paragraph, and 
evaporated to dryness on a water-bath.* It is then dried eight 
hours, or overnight, in a water-oven at too 0 C., or, preferably, 
three hours in an air-oven heated to ioo’-ios’ C., or two hours in 
a vacuum-oven at too °C., cooled in the desiccatorf and weighed 
v till constant as before. About three hours in the vacuum-oven 

* Platinum, nickel, <r aluminium basics may lie substitui td for porcelain with some 
gain in rapidity of evaporation. Platinum i« important where the ash of the residue 
must he determined, as in the analysis of old .liquors, ami but for its cost is mod ad¬ 
vantageous } nickel is less fragile than pprcelain, but not suitable for ignitions, and alu¬ 
minium is not to be recommended unless lightness is of great moment, as it is often 
attacked 1 by the liquors to a slight extent ; and this is specially apt to occur with tire 
impare commercial aluminium used for cooking utensils. If it is used, care must be 
taken to prevent contact with the copper water-bath; which sets up galvanic acUon 
and increases oxidation. 

t It is important that dry calcium chloride, or some other good water-absorbent, 
should be employed in the desiccator, as the dry residues are very bvgroecopic. 
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and five hours in the air-oven ire generally sufficient. Ultimately 
the residue may begin to gain weight from oxidation, and 
absolute constancy cannot always be obtained. In case of gain 
being;noticed, the minimum observed weight must be taken, and 
this itself will obviously tend to be in excess of the truth, either 
from oxidation or imperfect drying, or both. The weight obtained 
after deducting that of the basin is that of the soluble matter of 
5> 0 part of the substance originally weighed out, and hence the 
percentage is readily obtained by dividing double the weight of 
the residue in milligrams, or the sum of two duplicate determina¬ 
tions, by the weight in grams of substance employed. 

Determination oj "Soluble Non-Tanning Matter ."—Up to 
June 1907, the official I. A. L. T. C. method of detannisation 
has been by the hide-powder filter (see p. 211). 

The syphon-filter generally employed (Fig. 14) 
is of a bell-shape*, of a total length of 7 cm. with 
a diameter of 3,cm. in the cylindrical part, and 1 'X * ]__J 
cm. in the neck, and resembles a bottle from which 
the bottom has been removed. Into the neck of 
this is fitted an indiarubber cork, with a piece of 
fine glass tubing about 30 cm. long projecting 
slightly through the cork, and bent into the form 
of a syphon. The short limb of this within the 
bottle is plugged with a tuft of cotton or glass 
wool, and the bottle is uniformly filled with 
between 6' 5 and 7'5 grm. of hide-powder. The 
satisfactory filling demands some practice, and fio, 
depends much on the quality of the powders, if 
the’powder is too tight, or swells too much on being wet, 
the filter refuses to run, or runs too slowly; if too loose, the 
liquid forms channels and is not properly detannised. With 
pure hide-powders there is a tendency for the liquid to pass 
up the sides of the glass, and it is best to pack up pretty 
firmly round the sides, leaving it as loose as possible in the 
centre ; but this difficulty has b-en almost entirely overcome by 
the admixture of cellulose (not exceeding 26 per cent) witl^the 
hide-powder, so that it can usually be packed firmly and evenly. 
The use of cellulose for this purpose was first proposed by 
F. Cerych* When full, the powder is kept in place By a piece 

• ‘ Gerber,’ 1S95, p. J 4 J i sp. «Uo ibid., 1896, p. 61 . 
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of muslin secured over the bottom of the bottle with an india- 
rubber band. If the powder does not entirely fill the bell, the 
vacant space may be occupied with purified cotton or glass wool. 
The packed filter is placed in a beaker or tumbler, with its, open 
bottom resting on the bottom of the glass, .and the tanning 
infusion is added very gradually little by little, so as to wet the 
powder by capillary absorption. When the filter and tumbler 
are filled with liquid, the syphon is started by sucking with a 
piece of india-rubber tube, and the filtered liquid is allowed to 
drop into a gauged cylinder. The first 30 c.c. are placed on one 
side, and the next 60 collected, from which 50 c.c. are pipetted, 
and evaporated for non-tannins. This should be quite or nearly 
colourless, and if a little of the liquid is now allowed to drop 
from the syphon into the first 30 c.c., no cloudiness should be 
produced. The soluble matter of the hide-powder contained 
in the first 30 c.c. is in this way a much mort? delicate test for 
tannin than any gelatin solution. Should the filtrate not be 
perfectly free from tannin, the entire operation must be repeated, 
using a more diluted solution. 

The time required to obtain the necessary quantity of filtrate 
with a well-filled filter does not exceed 1 hour after the hide- 
powder has been thoroughly wetted; but a soihewhat longer 
time is not injurious. As it is extremely difficult to regulate the 
rate of filtration by the tightness of packing, it is usually best to 
use a piece of rubber pipe and a pinchcock on the syphon to 
regulate the flow to a rate of one drop in two seconds, which 
will give about 90 c.c. per hour. Very slow filtration, extending 
over more than two hours, usually increases the hide-substance 
dissolved, and consequently the amount of non-tannins found. 
Carych shows that high temperature of the laboratory during 
filtration also increases the amount of dissolved hide-substance, 
*• and advises that the temperature should be kept below 20° C,, 
even if in hot weather artificial cooling has to be resorted to. 
Tjie temperature also influences the'amount of “ insoluble reds ” 
(cf. p. 181). 

The most serious objection to the filter is that it undoubtedly 
absorbs other substances, such as colouring matters and acids 
in addition to the actual tannic acid present. This .defect is 
necessarily common to some extent to all hide-powder processes, 
but is specially marked with the filter, in which the completely 
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detatinised liquor passes through a layer of completely untanned 
powder. As>the absorptive power of raw hide for non-tannins is 
much greater than that of leather, the composition of the filtrate 
,is never constant, the absorption of non-tannins constantly 
decreasing from the beginning to the end of the operation. In 
some cases the absorption of non-tannins is not of very serious 
importance from a practical point of view, but with materials such 
as sumach, which contain a large proportion of gallic acid, the 
latter is almost entirely absorbed by the hide, and not being 
volatile, is of course reckoned as tanning matter. A similar error 
occurs with sour liquors containing lactic acid. Several methods 
of overcoming this have been suggested (see p. 242), but none 
have hitherto proved entirely successful. Weiss found that the 
addition of common salt to the liquor * greatly reduced, but did 
not overcome it,while the presence of salt interfered with the 
drying of the residues. The writer found that alcohol added to 
the liquor prevented the absorption of gallic acid, but, if used in 
any large quantity, also interfered with that of tannin. Meerkatzf 
employed barium carbonate to neutralise the acids present in sour 
liquors. Barium salts remain dissolved in the liquors, and are 
taken up at first by the hide filter, but after passing 300 c.c. are 
said to be no longer absorbed. Apart from the difficulty of 
securing complete absorption of tannin after passing so much as 
300 c.c. through an ordinary hide filter, the gallic acid salts 
rapidly become partially insoluble by oxidation, and apparently 
tannin is also liable in some cases to be precipitated, so that few 
chemists have succeeded in carrying out the process satisfactorily. 
Imaddition, it has been observed by the writer that neutral salts 
of weak acids, such as borax and sulphites, paralyse the absorp¬ 
tion of tanning matter by hide, which precludes the use of such 
salts for neutralising acids in liquors, and is not without bearing^ 
on Meerkatz’s process. It has, however, been found that the use 
of chromed hide-powder (p. 204) considerably diminishes, though 
it does not prevent, the absorption of acids, and it entirely over¬ 
comes the swelling which with ordinary hide-powder is very 
troublesome in presence of acids, frequently causing the fiber to 
choke and refuse to run. Some particulars as to the absorption 
of substances other than tannin by hide-powders are given on 

* ‘Gerl er,’ 1887, p. 139, 

t Op. dt., 1889, p. 73. 
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pp. 208-210, but it may be remarked that most natural colouring 
matters and many artificial ones are completely removed, Thus 
the total tannin and colouring matter of a logwood extract may 
be estimated readily in the same way as tanning matters.* ‘ 

A dry lightly chromed hide-powder has been prepared by 
Dr. I'acssler.t which obviates many of the difficulties incident to 
the use of ordinary hide-powder in the filter-bell, being easier 
to prepare and to free from soluble hide-substance, and not so 
liable to swell and choke the filter in the presence of acids, so 
that its results show distinctly better concordance. It has, 
however, the defect of absorbing in most cases somewhat more 
non-tannins than even the unchromed powders, and therefore 
gives results 1 to 2 per cent, higher in “ tanning matters." On 
this account it has never been accepted as official by the Inter¬ 
national Association, though it was for a periocj adopted by the 
German section. Used for the shake method (p. 202), while fresh, 
it gives results in fair accordance with wet chromed powders. 

Preparation of Hide-Powder.—The method adopted by the 
.Research Institute at Vienna is as follows: A fresh ox-hide is 
well soaked and washed to free it from blood and dirt, and is 
limed for eight days, fleshed and unhaired as usual, and cut up 
into pieces of about I cm. sq. It is then treated with dilute hydro¬ 
chloric acid, containing say 1 per cent, of pure concentrated acid, 
until slightly swollen, and is washed with many changes of clean 
cold water till the acid is again completely removed. The 
pieces are next spread upon linen, and dried as rapidly as 
possible in a current of cold air. Immediately before grinding 
it is dried for a considerable time above steam pipes at a tem¬ 
perature of about 40° C., and at once ground repeatedly through 
a “Vavorita” mill (constructed by H. R. Glaser, of Vienna), 
v which is on the same principle as the Schmeija mill and the 
“ Devil ” disintegrator; that is, consisting of a fixed and a 
rotating disc with alternated rings of teeth. The powder is first 
ground with these discs somewhat apart, but finally with them 
close set The method is almost identical with that described 
by Von Schroeder in the ‘ Bericht der Commission zur Fest- 
stellung einer einheitlichen Metliode der Gerbstoffbestimmung/f 

■ * Compare Kopecky, Journ. Am. Lea. Ch. ii., p. 24. 
t Collegium, 1906, pp. 27, 412. 

$ Cisael, 1885. 
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who, however, dried at a higher temperature, and employed l 
specially made steel mill of the “ bell ” or “ coffee-mill 11 pattern. 

Little advantage is to be gained by re-washing a good 
ponder without the addition of paper, as treatment with atcohol 
* in the way recommended by t’erych renders it repellent of 
water and unsuitable for the filter; while, if dried in warm air a 
further portion of the hide-substance becomes soluble during the 
drying, Had powders are, however, much improved by washing, 
drying as rapidly as possible at a low temperature, and re¬ 
grinding. 

Good powder for the filter method should be white, soft and 
woolly, and when well shaken into a liter flask by beating on the 
hand, should not weigh much over 200 grm. If 6-8 grin, are 
treated in the filter with distilled water, the first 50 c.c., after 
rejecting 30 c.c. as in analysis, should not yield more than about 
4 mgr. of dry residue, and a similar limit should be reached after 
shaking wifli water, as for analysis. For the filter method, 
the powder must be absorbent and readily wet by water, but for 
shaking this is of much less consequence, and a denser and less 
woolly powder will answer quite well. 

It has been stated that the age and sex of the animal, and 
the portion of the hide taken, have considerable effect on the 
quality of the powder, but the subject requires further investiga¬ 
tion. It has been shown by Kopecky that the absorption of the 
grain differs from that of the more fibrous tissue, and good 
powders can be made from flesh splits. The absence of grease 
is very important,^specially for the filter method. 

It is important that hide-powders should not be made from 
hide which has undergone any sensible degree of putrefaction. 
If not carefully washed, such powders contain a large amount of 
soluble organic matter, and hence cause the non-tannins to 
appear too high. If this defect is overcome by careful washing^ 
it becomes obvious that the changes which have taken place in 
the fibre have given it an abnormal power of absorbing some of 
the colouring and other waiters which are present in tanning 
materials, and that hence the non-tannins come out too low and 
the tannins, o( course, proportionately too high. Kven ’if such 
powders still contain a, sensible amount of soluble matters, the 
results in non-tannins are sometimes low, since the dissolved 
hifle-substancc is precipitated by tannins and colouring matters. 
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Hence the futility of attempted qxnxtions for soluble matter! 
This was first pointed out by Koch* and has since been con¬ 
firmed by Fiebing, Cerych and others. Such powders may 
generally oe recognised by their putrid smell and greyish 
appearance. , 

As regards the preparation of chromed hide-powders, see 
also pp. 203, 205, 215, 218. Various substitutes for hide- 
powder have been from time to time proposed. Simand and 
Weiss very early employed powdered “ osseine,” the gelatinous 
tissue of bones which have been freed from calcium salts by 
treatment with dilute hydrochloric acid, but subsequently aban¬ 
doned it in favour of ordinary hide-powder. Gelatin or gela¬ 
tinised paper rendered insoluble with formaldehyde has been 
tried, but seems impossible to prepare of uniform quality. 
Ordinary hide-powder similarly treated is very insoluble, but 
appears to become less absorbent on keeping ar.d is different in 
its results from untreated powder. Recently, Wisliccnus f has 
proposed the use of the porous alumina produced when aluminum 
is wetted with a mercuric chloride solution, but its absorptive 
power is not the same as that of ordinary hide-powder and seems 
to vary in different specimens. Liquors have been detannised 
by egg or blood albumen which is precipitated on heating, but it 
would be difficult to obtain a sufficiently pure product to have no 
residue, and other things beside tannins would be carried down 
by its precipitation. The present writer obtained fairly good 
results in some experiments in which a very pure gelatine was 
used as a precipitant and afterwards itself precipitated by strong 
alcohol and a little formaldehyde, but the method was expensive 
and did not seem worth pursuing. 

Calculation and Statement of Analyses. It is usual in hide- 
powder analyses to state the constituents under the following 
headings: “ Tanning matter absorbed by Hide," “ Soluble non¬ 
tanning Matter,” “ Insoluble at 15° C.,” 11 Moisture." To obtain 
these, in addition to the determination of tanning matter just 
described, a moisture determination is necessary. This must 
be carried out at the same temperature as is used for drying the 
evaporated residues, but in the ordinary water-oven, gambier and 
some other extracts take an inordinate, time to dry. At most, 

* Ding. I’olyl. JoMin,, 1891, cdxu. pp. 141, 159. 

t see footnote, p. 175. 
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1 to ^ giro. need be employed, if a balance of ordinary delicacy 
be available, and in the case of liquid extracts and gambier, 
1 grm. should not be exceeded. 

The calculation is made as follows; The percentage of 
fanning matter is obtained by subtracting that of Soluble Non¬ 
tannins from that of Total Soluble. The Insoluble is similarly 
got by deducting the Total Soluble from the Total Dry Matter 
obtained in the moisture determination. The four must neces¬ 
sarily add up to exactly too if the calculation is correct. If an 
extract is quite free from insoluble matter, it occasionally 
happens that the Total Soluble apparently exceeds the Total 
Dry Matter, in consequence of oxidation during drying. In 
this case, in which the difference should not at most exceed a 
few tenths per cent., it is best to neglect the Total Soluble, and 
use the Total Dry Matter in the calculation of the Tanning 
Matter. * 

It is often desirable to determine ash and inorganic matter 
in the residue of the moisture determination, but it should not 
be added in with the other constituents, as it is impossible to say 
whether it is derived from the soluble or insoluble portion, unless 
the residues of Total Soluble are also ignited. The ignition should 
be very gentle till all the carbon is destroyed, on account of the 
possible presence of fusible salts, and if necessary the methods 
given for such cases on p. 11 must be adopted. In sumachs, ash 
is important as affording an index of the degree of" ventilation ” 
or removal of sand, which is often ferruginous, and darkens the 
colour of the liquor 3 nd leather. The total ash should not much 
exceed 6 per cent, in a really pure sumach. The natural ash of 
the sumach may be practically removed from the siliceous sand, 
mostly of volcanic origin, by washing with dilute hydrochldHc 
acid and again igniting If limestone is present, it will of course 
go with the ash. Dr. Turnbull determines sand and the heavier • 
mechanical impurities by shaking a weighed quantity with com¬ 
mercial carbon tetrachloride' in a pear-shaped separating funnel, 
with a wide-bore stopcock, when the sand settles to the bottom 
and can be deejnted into a basin, dried, and gently ignjted. 
Sumachs frequently contain among the sand particles of magnetic 
oxide oferon, which may be detected by sorting the dry sumach 
with f magnet, to the edge of which the dark metallic looking 
particles adhere, and are easily seen with a lens. They may be 
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distinguished from actual metallic fron by solution in a drop of 
dilute sulphuric acid, if necessary, on a glass slip under the 
microscope. The magnetic oxide dissolves without efferves¬ 
cence to a yellow solution, the metallic iron to a colourless 
one with evolution of hydrogen. The totab iron in the ash 
may be determined colorimetrically (p. 40). Barks and bark 
extracts usually contain a little manganese, which colours the 
ash green if fused. In extracts the quantity and character of 
the ash often give useful hints as to the methods of manufacture. 

Artificially solubilised extracts usually contain 
an increased quantity of soluble alkaline car¬ 
bonates. 

As has been mentioned on p, 173, the earliest 
form of the hide-powder gravimetric method 
consists in macerating a certain quantity of 
powder with the liquor tff be detannised. 
The principal disadvantage of this method was 
the length of time which it required, which 
was not merely inconvenient, but led to the 
solution of portions of the powder, especially 
in warm weather, when putrefactive changes 
are liable to occur, but which was not entirely 
prevented even by the use of antiseptics. 

A much quicker process, which lessened 
the difficulty just named, was introduced by 
an American chemist, Dr. Yocum,* who em¬ 
ployed a " shaking machine " originally intro¬ 
duced for the mixing of summer drinks shown 
in Fig. 15, but any satisfactory mode of vigorous 
agitation can be used, and bottles fixed in a 
frame, rotated not less than 60 revs, pier min., answer very well. 
It was found that by shaking the tanning liquor in this way with 
the wet powder, the time required for detannisation could be 
reduced to about ten minutes. In brder to obtain a powder as 
free as possible from soluble matter, it was previously shaken 
witlp water and used in the wet state, an allowance being made 
for the water so introduced. In this way it was possible to 
obtain very good results, though usually 1 or 2 per cent, lower 
in tanriins than those given by the filter method, and as the 

• * heather Manufacturer,' 1894, No. 9. 
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powder was washed immediately before use, inferior powders 
could be usad which were unsuitable for the filter. In 1901,* 
at the suggestion of Director Eitner, the Vienna Research 
.Institute experimented with chromed hide-powder, and finding 
that it reduced solubility and swelling without materially 
influencing the absorption of tannins, adopted as their general 
method, a dry chromed powder, and maceration. In the autumn 
of the same year, light chroming of a wet powder with chrome 
alum was adopted by the American Leather Chemists (Associa¬ 
tion of Official Agricultural Chemists), and has remained their 
official method up to the present date, and their directions are 
given in Section XIII, together with those of the International 
Commission as adopted by the International Association. In 
practice the quantity of powder required for the analyses to be 
made is stirred in a large beaker with 25 times its weight of 
distilled water, and allowed to soak for 24 hours, 1 -5 per cent, of 
chrome-alum •previously dissolved in water being added at the 
beginning of the operation, and 1 - 5 per cent, more, not less than 
eight hours before its end. The powder is freed from the liquor 
by squeezing through linen, and the washing is continued till the 
wash-water no longer gives a precipitate with barium chioridef; 
and is then well squeezed out in linen, preferably with aid of a 
press. The damp squeezed powder is now roughly weighed, to 
determine approximately what quantity it is necessary to take, to 
give 12-13 grm. of the original air-dry powder to each estimation 
(air-dried powder contains about 15 per cent, of moisture), and a 
portion is accurately weighed in a basin, and dried, first on the 
water-bath, and then in the drying oven, to determine its moisture 
by loss. The approximate amount of powder required for each 
determination (if possible a round number of grams) is now 
weighed into as many bottles of about Coo c.c. capacity as 
determinations are to be made, 200 cc. of the filtered liquors, 
prepared as before described, are introduced into each bottle, 
and the bottles are then each shaken in the machine for ten 
minutes. The contents of the bottles are now filtered through 
S. and S. 590 paper with the addition of 2 grm. kaolin, and 
the liquor is returned to the funnel till a clear filtrate is obtained, 

* ‘Gerber,’ 1901, ii. p. 1. 

t Strictly speaking, small traits uf sulphates continue to be removed almost 
indefinitely. 
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of which 50 or iOO c.c. are evaporated as in tne international 
method. It is now necessary to accurately correct the residue 
obtained, for the amount of water carried in by the wet powder. 
The loss of weight of the powder which has been dried, divided 
by its wet weight, gives the water contained *in each gram of 
wet powder, and this multiplied by the weight of wet powder 
added to the liquor, gives the weight in grams (or volume in 
c.c.) of water which has been added to each 100 c.c. of liquor. 
Consequently, if the residues found be multiplied by this weight 
plus 100, and the product divided by 100, the weight will be 
obtained which should have been given by 50 c.c. of undiluted 
but detannised liquor; and from this, the non-tannins are 
calculated exactly as in the case of the residues from the filter 
process. Of course, in practice, a /actor is found, by which it is 
simply necessary to multiply all the residues, to correct them to 
undiluted weight. The process sounds somewhat complicated, 
but in reality, where a large number of determinations have 
• to be made, is quite as quick, if not quicker than the filter 
method. 

A rather considerable disadvantage in the use of wet chromed 
hide-powder is that it will not keep for any length of time in a 
moist condition, and consequently has to be prepared from a 
good hide-powder as required, and that it is very difficult if not 
impossible to free the wet hide-powder completely from soluble 
salts and especially from sulphates before it has undergone some 
decomposition. To overcome this difficulty various attempts 
have been made to prepare a dry chromed hide-powder, but with 
very varying success, owing to the conditions not being fully 
understood. In 1901*, the Vienna Research Station adopted a 
method of preparing such a powder, which, while it gave some¬ 
what higher results in non-tannins than the filter method, was 
•otherwise satisfactory, and was much less affected by the presence 
of acids. The exact method of preparation and use of this 
powder was not published until (905./ Prior to this time, work 
had been going on, on the same subject, in the laboratory of the 
Leeds University, and Mr. F. Kopecky { had devised a mode of 
making and using chromed powder which was not only cheap 

a .1 

* ' Cierber,’ 1901 (No. 634), p. 29. Ibid., 1902 (No. 66$, p, 104. 

t Ibid., 1905 (No. 745), p. at>o 1 (No. 7401, p. 275. 

J Collegium, 1904,* p. ail. 
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but apparently considerably ftibre accurate in its results than the 
filter-method^ with ordinary hide-powder. When the Vienna 
Institute finally published the details of its method, it proved to 
be almost identical with that which had been also developed at 
Leeds, but Mr. »Kopecky's mode of preparing the powder 
appeared to have considerable advantages in cheapness and ease 
of manipulation over the chroming of a ready prepared hide- 
powder, which was adopted at Vienna. Raw pelt is extremely 
difficult to grind, and air-dry hide, however carefully washed and 
purified, cannot be ground satisfactorily even with the small 
amount of moisture which it contains, without a partial gelatini- 
sation by the heat developed by friction, which leads again to 
an increase of soluble matter. The preparation of Kopecky's 
powder is as follows 

The belly-portions of sound limed hides are delimcd cither 
by means of a sdlir bran drench or by organic acids (preferably 
acetic or formic), and after thorough washing are lightly and 
evenly tanned with a basic chrome liquor containing 10 per cent, 
of chrome-alum on the weight of wet pelt, and 3'5 per cent, of 
crystallised sodium carbonate, which is dissolved separately and 
gradually added to the chrome liquor. This liquor is added in 
small quantities to the pelt placed in twice its weight of water 
in a revolving drum, so that the tannage is complete in about 
iX hours. It is important that the tannage should be a slow 
one in a suitable volume of liquor in order that the penetration 
may be as uniform as, possible throughout the pelt. The chrome 
leather, after lying for twelve hours wet with the liquor, is 
neutralised with 3 per cent, of borax for one hour, washed in 
three changes of water, set out thoroughly and split, as it 
is found that the grain part is unsuitable for hidc-powOer 
and is better made use of for other purposes. Instead of 
splitting at this stage, it would, in many cases, be more con¬ 
venient to split from the 'imes, chroming only the flesh. The 
chromed splits are now dfied slowly, cut up into pieces, and 
ground in a suitable mill, a toothed-disc mill (" Favorita," made 
by Glaesser and Co„ of Vienna) being employed at Leeds. .This 
ground powder is again thoroughly washed, dried and re-ground, 
and is then ready for us« In place of splitting, a satisfactory 
powder may also be made by shaving the material fhin on an 
ordinary shaving machine, and subsequently drying, washing and 
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grinding the shavings. It is important, however, that, the 
chroming should be done according to the directions given, and 
as this chroming is somewhat light it may be desirable to return 
the grains to chrome liquor after splitting or shaving, hefore 
finishing them for leather purposes. 

The great difficulty in the use of chromed hide-powder is that 
when thoroughly dried it absorbs water extremely slowly. It is, 
therefore, necessary to weigh out the quantity of the air-dry 
powder which is required for the estimations expected, and mix 
il with water to a thin paste, and allowing it to soak for at least 
six hours (preferably overnight); 10 grm. of powder being 
allowed for each determination. After soaking, it is freed as 
completely as possible from water by squeezing in cheese-cloth, 
mixed with a fresh quantity of distilled water, and again squeezed 
out as tightly as possible and well mixed. The total weight 
should be about 30 grm. of wet for each 10'grm. of air-dried 
powder, containing about 70 per cent, of moisture, in the wet, and 
10 per cent, in the air-dry state. With practice it is easy to get 
within 1 per cent, of the moisture stated in the wet powder. If 
too wet, mixing on filter paper will rapidly reduce moisture. 
Accurate determination of moisture is unnecessary. 

50 grm. of the wet powder is used for the detannisation of 
15OC.C. of the tannin solution, which may be conducted in a 
wide-mouthed bottle, cylinder, or beaker (tumbler). Either 
shaking or maceration will give approximately equal results, 
but further experience is needed to determine the time of shak¬ 
ing exactly equivalent to one hour’s maceration, which Kopecky 
regarded as the standard method. Longer maceration, or 
repeated filtering will slightly increase absorption. The mixture 
is flow poured on a filter-paper in a funnel covered by a clock- 
glass and is allowed to run through, and twice returned to the 
N funnel. 

50 c.c. of the solution is evaporated as usual and cor¬ 
rected by multiplication by (L5 0 ^+_water^>f 30 grm,) ^ mois . 

ture Ijeing determined on a portion of wet powder. 

Some few dark coloured materials, and especially some 
quebrachos and mangroves, of which* the infusions cannot be 
detannised by the hide-filter without dilution, also require the use 
of 40 instead of 30 grm. of wet powder in the present method. 
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The method is equally adopted for the estimation of tannin 
in fresh materials and in sour liquors, being little affected by the 
presence of organic acids, and answers excellently while the 
powder is fresh, but it has unfortunately been found that its 
absorbency lessens on keeping. This appears to be a defect 
common to all chromed powders, though less obvious when the 
chroming is light, and is probably due to a gradual loss of 
moisture which the fibre will not re-absorb. It is to be hoped 
that Kopecky will succeed in so modifying his powder as to 
overcome this difficulty, since the use of a dry chromed powder 
is very convenient. 

It may be taken as proved, that either chromed or unchromed 
hide-powder in moderate excess will absorb the whole of the 
actual tannins contained in any solution of the prescribed strength; 
but it has already been pointed out (p. 196) that the so-called' 

" tanmn K matters ’* absorbed contain many other things which 
are not truly tannins, or perhaps strictly even " tanning matters," 
It therefore becomes of importance to know what is actually 
absorbed under given conditions, and, though it would be dif¬ 
ficult to make any really exhaustive investigation, the following 
will throw some light on the subject. 

One of the earliest attempts to test the matter was that of 
H. R. Procter, in 1887,* who pointed out that while dextrin was 
unaffected, glucose was not only passed through but dissolved a 
portion of the hide-powder, so that the dry residue was increased 
by filtration. It is possible that this may have been due to the 
presence of traces of lime in the somewhat primitive hide-powder 
then Jn use, as experiments by Prof. Weiss and by Procter and 
Blockey quoted below show an increase of residue with dextrin 
and chromed powder, but none with plain powder, while glucose 
was indifferent with both. 

Ordinary tanning matters contain many substances, such as 
gallic acid, catechins, etc., which belong to the class of astringent 
substances, though ijot actually tannins. The absorption of 
several of these and analogous compounds, as determined by 
Procter and Blockqy.f is given in the following tables. 

, * Joum. Soc. Ch. Ini, 1S87, p. 94, 
t Op. tit., 1903, p. 48a ; r olltgium, 1903, pp. 114, 124, 
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The following table by Prof.' Weiss*, referring to the dry 
chromed powder in use at the Vienna K.K. Institute for Leather 
Industry may also be quoted. 


I 



1 Dry Residue per 100 c.c. 


Oiiginal Solution. 

Chrome Powder 


— 1--- . 


Filtrate. 

Filtrate. 

Tannin ... 

Tannin. 

+ Cane-Sugar.... 

0 ' 4 i 8 
0-418 1 
2'8o6 / 

0-015 

2770 

0*011 

2*768 

Turin. 

+ Glucose. 

0-418 1 
l '°35 / 

''°43 

••°37 

Tannin. 

+ Gallic Acid .... 

0-418 1 
°'405 | , 

<>'385 

<>•367 

Tannin. 

+ Dextrin. 

0-418 1 
0-778 / 

0-817 t 

0*772 

Extractum Graminis. . 

0-62.5 

0-618 

0-599 


further tables will be found in Collegium, 1906,00.421 412 
442 . 443 ! and 1907, pp. 50-56, and 165. 

It may further be stated that all acids and strong bases are 
absorbed by hide (though the latter can hardly be present in a 

tanning liquor); and that many metallic salts and most dyes are 
also absorbed. 


SECTION XIII. 

TH£ 0FP, CIAL methods of tannin estimation. 

In the preceding Sections the development of the hide-powder 
method of tannin estimation, and the principles on which it 
is based, have been discussed at some length, and all that 
seems further necessary- is to give the full text of the present 
official methods of the International Association and the 
American Associations of Leather Trades Chemists, together 
with a few notes on their differences and on special pints in 
their manipulations. These notes are referred to by means of 

‘Gerber,’ 1905 (No. 746), p. 177. 
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numbers in the text. The divergences between the two methods 
are small and unimportant, and the International Association 
accepts the analyses of members of the American Association as 
official when done by the American method. 

The following* is the text of the method recommended by 
the International Association, and described in their organ 
“ Collegium,” 1907, p. 249. 

The New “International" Method of Tanning 
Analysis. 

By resolution of September 19, 190C, the l.A. L. T. C. in 
conference at Frankfort 1 M., appointed an International Com¬ 
mission to investigate the various methods of tanning analysis 
and test by means of comparative work, and finally to report 
their conclusions’ to the Executive Committee on or before 
April 1, 1907. • 

The Executive Committee was empowered, if necessary after 
further reference to the Commission, to adopt their report and 
to make the same the official and compulsory method of the 
I. A. L. T. C. The Conference specially stated that the retention 
of the filter bell was not a sine quA non. 

The Analysis Commission consisted of the following: For 
Scandinavia, V. Bocgh; Italy, Baldracco; France, Meunier; 
Belgium, Wautcrs; Germany, Paessler; America, Reed; Austro- 
Hungary, Eitner; England, J. G. Parker, as representing the 
extract trade, Lepetit; with Procter as chairman; Berger as 
collaborator in place of Klenk. 

The following are now the final recommendations of the 
Commission:— 

General Regulations. 

The Executive Committee have decided that any method 
which conforms to the conditions of Sections I to 4 of the 
following statement may be regarded as conforming to the 
recommendations of the International Commission on Tannin 
Analysis, but that members of the International Association 
must work according to Jhe detailed directions contained in 
Sections 5 to 8. 

1. 'The Solution for Analysis .—This must contain between 
3*5 and 4'5 grm. of tanning matter per liter, and solid materials 

t 2 
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must be extracted, so that the greater part of the tannin is 
removed at a temperature not exceeding 50° C. 

2. Total Solubles. —These must be determined by the evapora¬ 
tion of a measured quantity of the solution previously filtered < 
till optically clear both by reflected and transmitted light; that 
is, a bright object such as an electric light filament must be 
distinctly visible through at least 5 cm. thickness, and a layer of 
! cm. deep in a beaker placed in a good light on black glass or 
black glazed paper must appear dark and free from opalescence 
when viewed from above. Any necessary mode of filtration 
may be employed, but if such filtration causes any appreciable 
loss when applied to a clear solution, a correction must be deter¬ 
mined and applied as described in Section 6. Filtration must 
take place at a temperature between 15 0 C. and 20° C., or the 
actual temperature shall be stated on the Report. 

3. Total Solids. —These must be determined by drying a 
weighed portion of the material, or a measured portion of its 
uniform turbid solution at a temperature not exceeding 100° C. 
in vacuo or 105° C. in air till constant. “ Moisture ” is the 
difference between 100 and the percentage of total solids, and 
“ Insoluble ” the difference between “ Total Solids ” and “ Total 
Solubles.” 

4. Non-Tannins. —The solution must be detannised by 
shaking with chromed hide-powder till no turbidity or opal¬ 
escence can be produced in the clear solution by salted gelatin. 
The chromed powder must be added in one quantity equal to 6 
to 6 ‘ 5 grm. of dry hide per too c.c. of the tanning solution, and 
must contain not less than o • 5 and not more than 2 per cent, of 
chromium reckoned on the dry weight, and must be so washed 
that in a blank experiment with distilled water, not more than 
5 mgr. of solid residue shall be left on evaporation of too c.c. 
All water contained in the powder should be determined and 
allowed for as water of dilution. 

I.A.L.T.Q. Official Method. 

The following sections give the detailed method of carrying 
out the analysis adopted by the I.A.L.T.C. for the use of its own 
members. 

5. Preparation of Infusion. —Such a quantity of materialishall 
be employed as will give a solution containing as nearly as 
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possible 4 grin, of tanning matter per liter, and not less than 3 • 5 
nor more than 4'5 grm. Liquid extracts shall be weighed in a 
basin or beaker and washed with boiling distilled water into a 
liter flask, filled up to the mark with boiling water, and well 
mixed, and rapidly cooled to a temperature between 15° and 
20* C., after which it shall be accurately made up to the mark, 
again well mixed, and filtration at once proceeded with ; sumach 
and myrobalans extracts should be dissolved at a lower tem¬ 
perature. 

Solid extracts shall be dissolved by stirring in a beaker with 
successive quantities of boiling water, the dissolved portions 
being poured into a liter flask, and the undissolved being allowed 
to settle and treated with further portions of boiling water. 
After the whole of the soluble matter is dissolved the solution is 
treated similarly to that of a liquid extract. 

Solid tanning materials previously ground till they will pass 
through a sieve of 5 wires per centimeter, are extracted in 
Koch's or Procter’s extractor with 500 c.c. of water at a tem¬ 
perature not exceeding 50° C. (2), and the extraction continued 
with boiling water till the filtrate amounts to 1 liter. It is 
desirable to allow the material to soak for some hours before 
commencing the percolation which should occupy not less than 
j hours, so as to extract the maximum of tannin. Any remain¬ 
ing solubles in the material must be neglected, or reported 
separately as “difficultly soluble” substances. The volume of 
liquid in the flask tnust after cooling be accurately made up to 
1 liter. 

, 6. Filtration.— The infusion shall be filtered till optically 
clear (3) (see Sect. 2). No correction for absorption is needed 
for the Berkefeld candle, or for S. and S. 590 paper if a sufficient 
quantity (250-300 c.c.) is rejected before measuring the quantity 
for evaporation ; and the solution may be passed through r<* 
peatedly to obtain a clear filtrate. If other methods of filtration 
are employed, the average correction necessary must be deter¬ 
mined in the following manner. About 500 c.c. of the seme or 
a similar tanniqg solution is filtered perfectly clear, and after 
thorough mixing 50 c.c. is evaporated to determine “total soluble 
No. 1.” A further portion is now filtered in the exact method 
for jvhich the correction is required (time of contact and volume 
rejected being kept as constant as possible) and 50 c.c. is evapo- 
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rated to determine “ total soluble Kb. 2.” The difference between 
No. I and No. 2 is the correction sought, which nryust be added 
to the weight of the total solubles found in analysis. An alter¬ 
native method of determining correction, which is equally accu¬ 
rate and often more convenient, is to filter «a portion of the 
tanning solution through the Berkefeld candle till optically clear, 
which can generally be accomplished by rejecting 300 or 400 c.c. 
and returning the remaining filtrate repeatedly ; and at the same 
time to evaporate 50 c.c. of clear filtrate obtained by the method 
for which correction is required, when the difference between the 
residues will be the correction sought. 

Note .—It is obvious that an average correction must be ob¬ 
tained from at least 5 determinations. It will be found that this 
is approximately constant for all materials, and amounts in the 
case of S. and S. 605, 150 c.c. being rejected, to about 5 mgr. 
per 50 c.c. and where 2 grm. of kaolin are employed in addition, 
to mgr. The kaolin must be previously washed with 75 c.c. 
of the same liquor, which is allowed to stand 15 minutes and 
then poured off. Paper 605 has a special absorption for a yellow 
colouring matter often contained in sulphited extracts. 

It is proposed that the Commission should be asked to deter¬ 
mine average corrections for the more important methods of fil¬ 
tration and report at an early date. 

7. Dctannisation .—The hide-powder employed shall be of a 
woolly and not granular texture, thoroughly delimed, preferably 
with hydrochloric acid, and not requiring more than 5 c.c. of 
N/to NaOH or KOH to produce a permanent pink with 
phenolphthalein on 6J grm. of the dry powder suspended in 
water (4); and the detannisation shall be conducted in the 
following manner:— 

The moisture in the air-dried powder is determined and the 
Quantity equal to 6'5 grm. actual dry'hide-powder is calculated, 
which will be practically constant if the powder be kept in an 
air-tight vessel. Any multiple of this quantity is taken according 
to the number of analyses to be made, and wet back with 
approximately ten times its weight of distilled water* ; 2 grm. 
per hundred of dry' powder of crystallised chromic chloride 
(CrjCl,l2H s O)t is now dissolved in water and made baric with 

* Very woolly powders require slightly more than 10 limes th-ir weigftt of water. 

t Kahlbaum. 
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0*6 grm. Na s CO a by the'gvodual addition of 11*25 c.c. of N/t 
solution, thus making the salt correspond to the formula 
Cr,Clj(OH) 3 ’ (5). This solution is added to the powder, and 
the,whole churned slowly for i hour. In .laboratories when 
'analyses are continually being made it is more convenient to 
use a io per cent stock solution, made by dissolving ioogrm.of 
Cr a Ci 4 i2H s O in a little distilled water in a liter flask, and very 
slowly adding a solution containing 30 grin, of anhydrous sodium 
carbonate, with constant stirring, finally making up to mark with 
distilled water and well mixing. Of this solution 20 c.c. per 
100 grin, or 1 *3 c.c. per 6"5 grm. of dry powder should be 
used. 

At the end of one hour the powder is squeezed in linen to 
free it as far as possible from the residual liquor, and washed 
and squeezed finally with distilled water, until on adding to 
50 c.c. of the filtrate, 1 drop of 10 per cent. K a Cr 0 4 and 4 drops 
N/10 AgNOj, a brick-red colour appears. Four or five squeez¬ 
ings are usually sufficient. Such a filtrate cannot contain more 
than cooi grin, of NaCl in 50 c.c. 

The powder is then squeezed to contain 70-75 per cent, 
water, and the whole weighed. The quantity Q containing 
<j' 5 grm. dry hide is thus found, weighed out and added 
immediately to 100 c.c. of the unfiltered tannin infusion along 
with (26'5 — Q) of distilled water ( 6 ). The whole is corked up 
and agitated for 15 minutes in a rotating bottle at not less than 
60 revolutions per minute (7). It is then squeezed immediately 
through linen, 1 grm. of kaolin added to the filtrate, stirred and 
filtered through a folded filter of sufficient size to hold the entire 
filtrate, returning till clear, and 60 c.c. of the filtrate is evaporated 
and reckoned as 50 c.c. or the residue of 50 c.c. is multiplied 
by g. The non-tannin filtrate must give no turbidity with a 
drop of a 1 per cent gelatin 10 per cent, salt solution (8). */ 

8. The Analysis of Used Liquors and Spent Tans .—This 
shall be made by the same methods as are employed for fresh 
tanning materials, the liquors or infusions being diluted, or 
concentrated by boiling in vacuo, or in a vessel so closed as to 
restrict access of air, until the tannin matter is, if possible, 
between 3*5 and 4-5 gsm. per liter, but if from any cause it. is 
impossible to reach this concentration the weight of hide-powder 
useS shall not be varied from 64 grm. in consequence. 
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The results shall be reported is*shown by the direct estima¬ 
tion, but it is desirable that in addition efforts shall^ be made by 
determination of acids in the original solution, and in the non¬ 
tannin residues, to ascertain the amount of lactic and other 
non-volatile acids absorbed by the hide-powder, and hence' 
returned as “ tanning matters.” In the case of tans it must be 
clearly stated in the report whether the calculation is on the 
sample with moisture as received, or upon some arbitrarily 
assumed percentage of water ; and in that of liquors whether 
the percentage given refers to weight, or to grm. per ioo c.c.; 
and in both cases the specific gravity shall be reported. 

In carrying out the above resolutions, this method may be 
brought into immediate use from that date, but becomes compul¬ 
sory for all members of the I.A.L.T.C. eight weeks after this 
publication , vie. September /j, 1907. 

Analyses carried out according to the findings-of the Com- 
, mission must be marked on the report —“Analysed according 
to the resolutions of the I.A.L.T.C. of September /p, 1906." 

The resolution of Muller, “ That reports of analyses shall 
only be sent out on a mean of at least two separate analyses 
which closely correspond," should be again carefully noted. 

I take this opportunity of expressing to all the members and 
workers in the Commission the thanks and appreciation of the 
whole I.A.L.T.C. for their unselfish and painstaking work. 

Prok. Dr. H. Becker, 

President of the I.A.L.T.C., 
on behalf of the Executive Committee. 

I rankkiri on Main, July 11, 1907. 


Official Method ok the American Leather Chemists 
Association for Tannin Analysis. 

I. Crude Materials. 

1. Moisture Determination .—Upon receipt of the sample, 
grind promptly and dry 10 grm. in the manner and for the 
period specified for evaporation and drying in extract analysis. 

2 , Preparation of Sample for Extractions .—Sample must be 
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dried.at a temperature not exceeding 60° C, and then ground 
to such a degree of fineness that the entire sample will pass 
through a sieve of 20 meshes to the inch (linear). 

3* Amount of Sample and Proportion of Water for Extrac¬ 
tion. —For fresh materials the amount of sample and proportion 
of water for extraction should be such as to give between O' 35- 
0'45 grm. tannin per 100 c.c. of solution. For spent materials 
this proportion should be approximated as closely as practicable. 

4. Extraction of Sample. —Extraction should be conducted 
in a form of apparatus that permits the removal of the extractive 
solution from the influence of sustained high temperature, and 
shall be continued till a portion tested with gelatin salt solution 
fails to give a precipitate. At least 400 c.c. of the first portions 
of extractive solution should be removed and not subjected to 
further heating. A thin layer of cotton must be used in order 
to prevent fine material passing over. 

5. Analyst'* —After extraction and dilution, solutions must 
be heated to 80° C, and analysis conducted as per Official 
Methods for Extracts. In case of weaker dilutions than the 
Official Method specifies, the amount of hide-powder must be 
reduced in proportion to the reduction of tannin. 

Ten grm. of the air-dried sample should be dried as in (1) 
to determine moisture content of the portion extracted, and the 
analysis calculated and reported upon a “ dry" basis. The 
tannin in fresh materials should also be reported on the basis of 
the moisture contenPof the sample “ as received.” 

II. Analysis of Extracts 

6 . Amount and Dilution for Analysis .—Fluid extracts must 
be allowed to come to room-temperature and weighed in stop¬ 
pered weighing bottle. Such quantity shall be taken as will 
give from o - 35~o'45 grm. tannin per too c.c. of solution, dis- 1 
solve in exactly 900 c.c. of distilled water at 80’ C., and makeup 
to mark after standing not more than 20 hours, nor less than 
12 hours. Temperature must not gb.below 20° C. 

7. Total Solids, —Thoroughly mix solution, pipette ioa c.c. 
into tared dish, evaporate and dry as directed under “ Evapora¬ 
tion and Drying." 

8. v Soluble Solids. —To 1 grm. of kaolin in a beaker add 
75 c.c. of solution ; stir and pour on 590 S. and S. 15 cm. pleated 
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filter paper ; return filtrate to paper ror one hour, keeping, filter 
full. At end of hour pour solution from filter or remove with 
pipette. Bring 800 c.c. of solution to 20° C. ; refill the filter 
with this solution and begin to collect filtrate for evaporating 
and drying so soon as filtrate comes clear., Keep filter full. 
Evaporate and dry the first 100 c.c. of filtrate, as per “ Evapora¬ 
tion and Drying.” 

Funnels and receiving vessels must be kept covered during 
collection of filtrate for evaporation. 

9. Non- Tannins .—A quantity of hide-powder sufficient for the 
number of analyses to be made shall be prepared in the following 
manner: Digest with twenty-five times its weight of water till 
thoroughly soaked. Add 3 per cent, of chrome alum in solution. 
Agitate by either shaking or stirring occasionally for several 
hours and let stand over night. ' Wash by squeezing through 
linen, continuing the washing until the wash water gives no 
precipitate with barium chloride. Squeeze the, hide, using a 
press if necessary, so that the wet hide will contain between 70 
and 75 per cent, of water. Use approximately 20 grm. of wet 
hide for moisture determination. Add to 200 c.c. of the original 
solution such quantity of the wet hide as represents from 12 to 
13 grm. dry hide. Shake for ten minutes in some form of 
mechanical shaker and squeeze immediately through linen. Add 
2 grm. kaolin to the filtrate, stir and filter through folded filter 
(No. 1 F Swedish, recommended) of size sufficient to hold entire 
filtrate, returning till clear. Evaporate 100 c.c. of the filtrate. 
The weight of the residue must be corrected for the dilution 
caused by the water contained in the wet hide-powder. 

The non-tannin filtrate must not give a precipitate with a 
1 per cent, gelatin 10 per cent, salt solution. 

to. Tannin .—The tannin content is shown by the difference 
between the soluble solids and the corrected non-tannin. 


III. Analysiss of Liquors .• 

1,1. Dilution. —Liquors must be diluted for analysis so as to 
give as nearly as possible 0'7 grm. solids per 100 c.c. of solution. 

12. Total Solids .—To be determined as in Extract Analysis. 

13. Soluble Solids .—To be determined as in Extract 
Analysis. 
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14. Non- Tannins.—To'b*. Oetermined by shaking 200 c.c. of 
solution with jin amount of wet chromed hide-powder,-containing 
70 per cent, to 75 per cent, moisture, corresponding to an 
amount of dry hide-powder shown in the following table:— 

Tannin Ifttnye per 100 c.c. Dry Hide-Powder per aoo c.c. 

0'35-o'45 grni. . , 8~iogrm. 

0-25-0-35 grin . . 5- S gim. 

o-15-0 25 grm. ... 2- 5 grm. 

o-oo-o* 15 grm. o- 2 grm. 

Solutions to be shaken for non-tannins as in Extract Analysis; 
100 c.c. must be evaporated as in Extract Analysis. 

IV. Evaporation and Drying. 

15. Evaporation and Temperature. —All evaporations and 
dryings shall be conducted in the form of apparatus known as 
the "Combined Evaporator and Dryer," at a temperature not 
less than 98° C The time for evaporation and drying shall be 
16 hours. 

16. Dishes. —The dishes used for evaporation and drying of 
all residues shall be flat-bottom glass dishes of not less than 
2 j inches diameter nor greater than 3 inches in diameter. 

Notes on Official Methods. 

1. Variations from the prescribed strength cause the largest 
errors where difficultly soluble tannins such as those of quebracho 
are present, as the ni#rc dilute the solution the larger proportion 
is dissolved. In this case also differences of temperature have 
the,largest effect on the result, since these difficultly soluble 
tannins are readily brought into solution at higher temperatures, 
thus causing a lessening of the so-called “insolubles” and an 
increase of tannins. It must be remembered that a large propor¬ 
tion of these insolubles are really of the nature of tannins, and-* 
under suitable conditions contribute to make leather. The writer 
has shown that skin can be thoroughly tanned by agitation with 
the insolubles of quebracho extract merely suspended in water. 

It has been fopnd that with most extracts a slightly larger 
quantity is brought into solution if the whole of the water used 
is at boiling temperature, though the difference between this and 
the American prescription of 80° C. is quite negligible. The 
same may be said with regard to the question of cooling rapidly 
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or slowly to the required temperature ; the International method 
has the advantage of much greater rapidity of execution, and in 
cold weather there is less danger of cooling during the night 
below the prescribed temperature, which would lead to slightly 
lower results ; but with matters like quebracho, which contain 
much difficultly soluble tannin, the separation with slow cooling 
is probably slightly better, and the filtration easier. With 
materials containing ellagitannic acid, the separation of bloom 
is greater the higher the temperature, and the longer the solution 
is allowed to stand. 

2. It is important that the greater part of the tannin of solid 
materials should be removed at a low temperature, and not 
afterwards subjected to heat, which especially with bloom-giving 
materials precipitates a portion of the ellagitannic acid as bloom. 
Boiling has also been shown to destroy tannin in many catechol 
tannins, and it is probable also that at higher temperatures a 
portion is fixed by the fibre or proteids of the tannin material. 
The reason for restricting extraction to I liter is principally to 
increase uniformity and save time, and with careful extraction 
and fine grinding all tannin available for the tanner can be 
extracted with this quantity, though by more prolonged extrac¬ 
tion a slightly larger amount of solubles and a trace more of the 
difficultly soluble tannins is obtained, but the troublesome and 
tedious concentration of the later and weaker runnings is involved. 

3. By the American “ contact filter ’’ method it is in many 
cases impossible to obtain optically clear (i.c. brilliant) filtrates, 
and it is assumed that by uniformity of operation, a uniform 
degree of opalescence can be obtained, and consequently a 
concordant if empirical amount of “ insolubles." It has, however, 
been shown in the author’s laboratory that in some cases a 
solution may appear transparent to transmitted light, and yet 
Contain as much as io per cent, of matter which must be filtered 
out before a brilliant solution is obtained ; while 5 per cent, is 
not uncommon ; and as filter paper cannot be obtained of uniform 
closeness, and trifling differences of temperature and manipula¬ 
tion-affect the fineness of division of the opalescent material, no 
real concordance of result can be obtained. The International 
Association has therefore determirfed that actually* brilliant 
solutions must be obtained, and it has been shown that such 
solutions cannot contain more than at most a few tenths per 
cent, of matters which can be removed by further filtration- 
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With most extracts brilliant solutions can be obtained by filtra¬ 
tion, repeated if necessary, through the Berkefeld candle, which, 
if the first 200 c.c. be rejected, does not absorb any appreciable 
quantity of soluble tannin, but in some cases, such especially as 
hemlocks and quebrachos, it is necessary to use Schleicher and 
Schull's “ extra-hard ” paper, with or without the addition of 
kaolin, and this paper 'has an appreciable absorption even for 
soluble tannins, which must be allowed for by the method given 
in the text. Most other filter papers with or without kaolin 
have an appreciable though smaller absorption, which should be 
similarly corrected. 

4. A granular powder * gives equally concordant results, and 
absorbs a lesser quantity of non-tannins, but as woolly powders 
are mostly in use, it has been thought best to prescribe their 
universal employment, although their surface absorption is some¬ 
what greater. The degree of original acidity of the powder is 
of considerable •importance, as excess of acid lessens the amount 
of chrome taken up, and makes the chromed powder more acid, 
with the result of greater absorption of non-tannins. It is easy, 
for instance, to make agranular powder as absorbent as a woolly 
one by additional acidification, and it will be found that most of 
the slight want of concordance in results of different powders 
are due either to marked differences of texture, or to irregular 
acidification. 

5. The use of basic chrome chloridef in place of normal chrome 
alum has the advantage of chroming more rapidly and fully, and 
it is believed that the results are more uniform and less affected 
by >jight differences in acidity of the original powder, but the 
particular chrome salt used has only a minor influence on the 
result Chlorides have the advantage over sulphates of being 
easily estimated by N/io silver nitrate, which facilitates the 
determination of the acidity of the powder and the sufficiency of 4 
the washing, which is of great importance. Strictly taken, it is 
impossible to wash a ( powder chromed with normal chrome alum 
till it will give no precipitate with, barium chloride, as slow 
hydrolysis of the basic chrome sulphate fixed in the powder con¬ 
tinues for an almost unlimited time, and there is no simple test 
which shews when the sulphates have been reduced to a negli¬ 
gible gmount. 

Bennett, Journ. Soc. t hem. Ind., 1907, p. 455. 
t Procter and Bennett* Journ. Soc. Lhem. Ind., 1906, p. 1203 ; 1907, p. 79. 
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6. The method of determining moisture* prescribed by the 
International Association is believed to be more.convenient in 
practice, and equally accurate with the American method of 
direct drying, and if both methods are carried out properly, thp 
effect of any small difference on the analysis ft within the limits 
of negligible error. In proof of this, it may be pointed out that 
a I per cent, error in moisture determination would only cause 
an error of 0 - 05 per cent, of tannin in a 30 per cent, extract. 
Small errors in the International method may be caused by 
excess of solubles in the original hide-powder, or by loss of 
powder by careless manipulation, but are almost compensated 
by the larger amount of water which must then be added to 
make up (26 ■ 5 — Q). On the other hand the American method 
is subject to at least equal errors from the impossibility of insur¬ 
ing an absolutely uniform sample of the moist powder, and the 
danger of driving off water of combination in the drying, especi¬ 
ally if the powder is not thoroughly air-dried before submitting 
it to a high temperature, which from the time involved, is im¬ 
possible in practice. 

7. The time or violence of the agitation makes no practical 
difference in the result so long as it is sufficient to insure the 
complete removal of the tannin, as shown by the salted gelatin 
test, and it is obvious that any other equivalent form of shaking 
machine, or even of hand shaking can be used without affecting 
the results. I11 fact the words “ or other equivalent method of 
agitation ” were inserted in the report, but inadvertently omitted 
in printing. Earp's statements with regard to the inefficiency of 
the gelatin test have no foundation in fact, if the test is properly 
carried out. 

8. No definite instructions for drying are issued by the 
I.A.L.T.C, beyond the statement that residues must be dried till 

Constant, and that the temperature must not exceed 105° C. in 
air, or ioo 0 C. in vacuo , since it is f?lt that the subject requires 
closer investigation before any more detailed direction is given. 
It is believed by the Commission that drying in vacuo is the more 
perfect method, but the cost of the apparatus prevents its being 
made compulsory in all laboratories. The air-oven requires great 
care in its use and a good thermostat to secure uniform tempera¬ 
ture. The Reed combined evaporator and dryerf is very con- 

Procter and Bennett, Joum. Soc. Chem. lnd., 1906, p. 1203. 
t journ. of Am. Lea. Chemists’ Assoc., 1906, p. 3a. 
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venient, and gives uniform results, but involves t6 hours drying, 
and is open at least to the theoretical objection that change 
and oxidation may take place in some extracts from slow 
evaporation and long continued heating, 

9. The detannisation of liquors requires further investigation. 
The amounts of hide-powder prescribed by the American Asso¬ 
ciation (par. 11) have 'not proved in all cases sufficient for a 
complete detannisation, and it was thought best by the Inter¬ 
national Commission to prescribe a uniform amount of powder 
with a view to concordance. It is clear, however, that, especially 
in presence oflarge quantities of non-tannins of an acid character, 
the determination of small amounts of tannin cannot be regarded 
as of great accuracy. (Compare p. 197.) 


SECTION XIV. 

VOLUMETRIC METHODS OF ESTIMATING TANNINS. 

1N recent times volumetric methods have been almost entirely 
superseded by gravimetric methods with hide-powder, but 
there are still cases in which they may be employed with 
advantage, and it is quite possible that in the future they may 
again assert their importance for general use. Several of the 
older methods are briefly referred to in Section X. Where 
only one or two analyses are to be made at one time, tjte 
preparation and adjustment of solutions are much more tedious 
than gravimetric analysis ; but where a number of successive 
titrations are required, volumetric methods are considerably more 
rapid. The most important of the methods hitherto in use is 
that of Lowenthal. It has the advantage that it can be applied 
direct to solutions, however dilute, without the need for previous 
concentration, and-if gelatin precipitation is used, it is much*iess 
affected by the presence of gallic or other fixed acids than the 
hide-powder method, and* is therefore well adapted. for the 
analysis of weak and waste liquors for technical purposes, for 
the systematic testing of spent tans, and for the analysis of 
sumach,and myrobalans, which contain much gallic acid, which, 
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in the gravimetric method, is xMoll^ or partially estimated as 
“ tanning matter.” 

The method of titration with permanganate in presence of 
indigo was originally published by Lowenthal in the ‘ Journ. f. 
Prakt. Chem.,’ in 1S60,* who at first thought, that only tannins 
were oxidised. It was, however, soon shown that gallic acid 
and other non-tanning substances present were also oxidised, 
and Ncubauer t proposed, after determining the total astringents, 
to remove the tannin by animal charcoal, and by a second titra¬ 
tion to determine the tannin by difference. Lowenthal soon 
afterwards} described the method of precipitation with gelatin 
in presence of salt and acid, and at the same time pointed out 
that the tannin might also be removed by the use of hide- 
powder, as in Hammer’s methocj (p. 173). Some years later, it 
was shown by Simand that the precipitate of tannin and gelatin 
was to some extent soluble in the salt and acid solution em¬ 
ployed, so that the non-tannins came out always too high, and 
that the error became greater as weaker solutions were employed, 
lie showed that this solubility might be calculated in any given 
case by determining the non-tannins with two different strengths 
of tannin solution, and finding what deduction for solubility 
would bring them into constant ratio to the tannin present; but 
as this complicated the analysis, he preferred to absorb the 
tannin with hide-powder, or with decalcified bone or horn-piths, 
ground and purified in the same way, and preferably dehydrated 
with alcohol. 

It was not recognised at that time that these materials 
absorbed material quantities of gallic acid when present, and 
therefore introduced an error in the opposite direction, a fact 
pointed out by Procter in 1876 ; § and Simand’s suggestion was 
generally adopted. Procter || endeavoured to overcome the 
* iti. p. 150. t Zeitsch. f. Anal. Chem., 1871, p. 1. 

J Zcitsch. f. Anal. Chem., 1877, pp. 33, 201 1 1881, p. 91. 

§ Proc. Newcastle Chem. Soc., 1876, p. 214 ■ Joum. Soc, Chem. Ind., 1886, p. 81 j 
1887, p. 94. s 

; The method is as follows: To 50 c.c. of the infusion 28-6 c.c. of a gelatin 
solution of I gnu. per too c.c. is added. After shaking, the mixture is saturated with 
salt, s>hich brings the volume up to 90 c.c., and 10 c.c. of dihite sulphuric acid (con¬ 
taining t vol. of concentrated add in 10) and a teaspoonful of pure kaolin are added. 

It is best to do this in a flask in which it can be well shaken, after whifb filtration 
may be at Once proceeded with, although it is aofer to let it stand an hour or two 
(the flask may be cleansed with caustic soda solution). 10 c.c. of this filtrate (w 5 c.c. 
of the original infusion) ore employed for titration. 
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solubility of the tannin preclp^ate by saturating the solution 
with salt,* * * § which precipitated the tannin much more perfectly, 
as well as nearly the whole of the gelatin, and at the same time 
he introduced the use of'kaolin, which assists the precipitation, 
and the production of a clear filtrate in a very marked degree. 
It was, however, pointed out by Huntf that under these con¬ 
ditions a marked amodnt of gallic acid was precipitated from 
liquors containing it, and he went back to a proportion of salt 
even less than that originally used by Lowcnthal, but retained 
the use of kaolin or barium sulphate. Although Hunt’s results 
can only be rigidly' correct by a compensation of errors, his 
method yields, perhaps, the nearest approximation which can 
be obtained in the case of materials containing gallic acid, and 
if it were worth while to strive for greater accuracy in a method 
which is at best only approximate, it would not be difficult to 
apply Simand's correction in a simple form by rigidly adhering 
to constant quantities. 

Turning from the separation of tannin to the details of the 
titration process, it must be remarked that Lowenthal himself 
pointed out that the function of the indigo was not merely that 
of an indicator, but that it also acted as a regulator, preventing 
the oxidation of matters of a more stable character than itself, 
and that therefore, it was necessary to have it present in con¬ 
siderable excess. It was also found that the quantity of per¬ 
manganate consumed by a given amount of tannin varied 
materially, according* to the rate at which the permanganate was 
added, rendering all attempts to fix a definite ratio illusory. 
Katjireiner, who very carefully investigated the method,J endea¬ 
voured to render the results more constant by prescribing a 
fixed time for the titration to occupy ; and von Schroedcr § pro- 
posed that the permanganate should be added t c.c. at a time at 
definite intervals of 5-10 seconds. It was afterwards shown by' 
Procter 8 that what really made the difference was the speed of 
mixture, and that therefore the {esult was as much influenced 
by the vigour of the stirring as by thq rate of addition, and that 


• Journ. Soc. (Jhcrn. Ind., 1884, p. 82. 

f Ibid., 1885, P- 26 3 * , 

X Ding. Votyt. Journ,, 1878, ccxxv . . p. 481. , 

§ ‘Hcricht der Commission acur Feststellung einer einbcitlicben Methode der Gtrb* 
stoffbesuromung, Cassel, 1885. 

8 Jonrn. Soc. Chem. Ind., 1886, p. 79. 


Q 
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in this respect the “ i c.c." method - w&s much more easily affected 
than the ordinary “ drop method," 

The explanation of the variation is a simple one. The 
oxidation in the Lowcnthal process should be limited to indigo, 
and bodies more oxidisablc than indigo, but there exist both 
ready formed in liquor, and among these oxidation products, 
manj’ substances which, in the absence* of indigo, will readily 
reduce permanganate. When the latter is added rapidly, and 
with insufficient stirring, it destroys the indigo and tannin in 
contact with it, and then proceeds also to oxidise the other matters 
present, although in other parts of the beaker indigo and tannin 
still exist. Thus more permanganate is reduced than corre¬ 
sponds to the indigo and tannin, and this is especially so towards 
the end of the process, when very little of either remains. The 
more slowly the permanganate is added, and the more vigor¬ 
ously it is stirred, the more closely it will approximate to the 
theoretical quantity required merely to oxidise the indigo and 
tannin. 

A much more valuable suggestion than that of the “ i c.c.” 
method was, however, made by von Schroeder,* which has since 
been universally adopted. It is obvious that if in every case 
the permanganate solution be standardised against one of pure 
tannin, under precisely the same conditions under which the 
analysis is made, any variations dependent on the rate of mixture 
will mutually compensate each other ; and this method would 
have been universally adopted, but for the impossibility of 
obtaining really pure tannin. Von Schroeder showed that the 
principal impurity in the purest commercial tannins is gallic 
acid, which is oxidised similarly to tannin in presence of indigo, 
but consumes slightly more permanganate, and therefore in¬ 
fluences but little the amount of permanganate consumed by 
such a tannin. According to his experiments, i grin, of the 
purest commercial tannins was equal in reducing power, on the 
average, to 1*05 grm. of theoretically pure, and he therefore 
proposed to multiply the amount actually weighed out by this 
figure. Procter suggested the employment of pure crystallised 
gallic acid as a standard, which, perhaps, hardly received the 
attention it deserved, since it is oxidised in the same way as 
tannin in presence of indigo, and is easily obtained in a pure 


Loc. cit. Set Note p. 225. 
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stattf. i grm. of crystallised gallic acid is equivalent to about 
i'25 grm. of “ pure tannin,” as calculated by von Schrocder’s 
data, but further experiments are required to fix the quantity 
wit 11 complete accuracy. 

The values obtained by this method are only correct for 
gallotannic acid, and little is known of the proportionate con¬ 
sumption of permanganate by other tannins. For a long time, 
a statement of Oser’s that oak-bark tannin consumed I - S times 
as much permanganate as gallotannic acid was accepted as a 
basis of calculation, but after the introduction of the hide-powder 
gravimetric method it was found that the relation between the 
two varied irregularly, even for the same kind of material,* and 
if it is desirable to calculate even approximate percentages in a 
series of determinations of any other tannin than gallotannic acid, 
the only way is to determine a factor at the time, by a sufficient 
number of simultaneous gravimetric analyses (p. 212) of the same 
material. * 

The working details now adopted in the Leeds University 
Laboratory are as follows. The solutions required are : — 

1. Pure potassium permanganate, O'j grm. per liter. As 
very weak solutions keep badly, it is best to make up one of 
5 grm. per liter, and dilute when wanted. The exact strength 
of the permanganate is not important so long as it is constant 
through a series of experiments. 

2. Pure indigo carmine (potass or sodium sulphindigotate), 
5 grm., and concentrated H 3 S 0 4 , 50 grm. per liter. This must 
be filtered, and should give a pure yellow free from any trace of 
bsown where oxidised with permanganate; 25 c.c. of this solu¬ 
tion should equal about 30 c.c. of the permanganate, an # d, if 
necessary, must be diluted to that strength. 

As it is frequently difficult to obtain indigo carmine of 
satisfactory purity, the use of synthetic indigo, as suggested bjjr 
Rawson, may be recommepded. 1 grm.“indigo pure B.A.S.F." 
is dissolved by heating to a temperature of 75-80° C. with 25 c.c. 
of sulphuric acid S.G. 1 ‘84 for 1 hour, stirring occasionally with 
a glass rod. After cooling, 25 c.c. more acid are added, and the 
whole made up to 1 liter. 

3. Solution of pure tannin, 3 grm. to 1 liter. 

£ince absolutely pure tannin cannot be obtained, the follow- 

• ‘Gerber,’ 1887, p. 3. 
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ing method is adopted: A sample of the purest obtainable 
tannin (not less than 90-95 per cent, pure by hido-powder) is 
preserved air-dry in a well-stoppered bottle, and the moisture 
carefully determined. The principal impurity is gallic atid,, 
which acts on permanganate like tannin, but reduces somewhat 
more, and 1 part of such tannin, calculated to dry weight, is 
equal on the average to 1-05 parts of pure*tannin. Hence it is 
easy to calculate a quantity of the air-dry tannin equal in per¬ 
manganate value to O'3 grm. of pure tannin,and this is weighed 
out when required and made up to 100 c.c. The moisture varies 
very little, but it is well occasionally to re-determine it and 
calculate afresh. 

Titration .—25 c.c. of the indigo-carmine solution is mixed in 
a beaker with about § liter of tap water, and the permanganate 
added drop by drop from a glass-tapped burette till a pure 
yellow is obtained, the liquid being stirred steadily the whole 
• time. A disc stirrer or a glass rod bent several tidies back and 
forward, is to be preferred to a plain rod ; or some method of 
mechanical stirring may be adopted. The dropping should be 
always as nearly as possible at a similar rate for each experi¬ 
ment, and should be slower towards the end of the titration. 
It is convenient to keep a second beaker titrated to a pure 
primrose yellow as a standard test. Titrations may be accurately 
performed by artificial light, but usually differ slightly from those 
by daylight, and hence the light should not be varied in the 
course of an analysis. Fordaylight work Kathreiner recommends 
the use of a white basin instead of a beaker. The permanganate 
solution is allowed to drop in, with constant stirring, till the pure 
yellpw liquid shows a faint pinkish rim, most clearly seen on the 
shaded side. This end reaction is of extraordinary delicacy, and 
is quite different to the pink caused by excess of permanganate, 
being an effect common to all pure yellow liquids. The titra¬ 
tion is done at least twice, and the average taken; j liter of 
water and 25 c.c. of indigo are then taken as before, and 5 c.c. of 
the tannin solution are added and similarly titrated repeatedly. 
Deducting amount required for the indigo, the remainder is that 
consumed by the tannin, which should not at most exceed 
two-thirds, of that required by the indigo. A similar titration is 
made with the tannin infusion to be examined, of which such a 
number of cubic centimeters is employed as will consume about 
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the same quantity of the'permanganate as the standard tannin 
solution. The value of the total astringent is then calculated 
in terms of tannin. 

"Since tanning matters contain astringents which are not 
taken up by the*hide, but which are oxidised by permanganate 
like tannins, it is in most cases necessary to remove the tannin 
from a portion of the infusion, and to repeat the titration to 
determine the non-tannin. 

Detannisation by Hide-Powder .-—This may be done by the 
same method as is used when the tannin substance is deter¬ 
mined gravimetrically This is desirable where liquors containing 
tannins other than gailotannic acid are to be estimated, since it 
is found that the weight calculated as “ pure tannin ” (gailotannic 
acid) is in many tanning materials very different from that 
determined gravimetrically. This fact may be taken advantage 
of in recognising the classes of tannins which are contained in 
an extract. "If a gravimetric determination is made at the same 
tknc, a factor may be calculated which will give results on other 
samples of the same material closely approximate to those 
obtained directly by gravimetric analysis. 

Detannisation by Gelatine. Hunt’s Modification.—This is 
generally applicable, and especially so to liquors containing 
gallic acid, of which it removes less than hide-powder. It is 
also much more rapid of execution than detannising by hide- 
powder. 

Solutions required. — i. Pure gelatine, 2 grm. per 100 c.c. 

2. Saturated solution of Nad containing 50 c.c. of concen¬ 
trated H 2 S 0 4 per liter. 

Precipitation .—To 50 c.c. of the liquor (of about the strength 
required for the hide-powder process) is added 25 c.c. of the 
gelatin solution and 25 c.c. of the salt solution, and about a tea¬ 
spoonful of kaolin or baric sulphate, and the whole is w*!l 
shaken for five minutes and filtered. This filtrate, which should 
be perfectly bright, is titrated for non-tannin by the Lowenthal 
method, double the volume being taken which was employed 
f ot determination of total astringents, and the result is deducted 
before calculating the tanning value. 

Calculation of Lbwetttha r s Estimations .—If only the tannin is 
required, the result is best obtained by a simple proportion sum 
—If 3 grm. per liter of pure tannin consumes a c.c. of perman- 
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ganate, and the solution tested ^ b Sc. (after deducting .that 
consumed by the indigo jnd non-tannins), the solution will 
contain ibja grm. of tannin per liter. If any other strength than 
3 grm. per liter has been used for the standard, or it has been 
determined by gravimetric analysis, the quantity used or found 
must be substituted for 3. In a similar way the non-tannin 
permanganate may be reckoned to its tamrin value, and reduced 
to gallic acid, by division by 1 ‘35, but the value will include 
beside real gallic acid, all other easily oxidisable matters present 
in the solution. The non-tanning oxidisable matter of sumacs 
differs in many respects from pure gallic acid.* 

Estimation of Tannin by Jean’s Method 1 —F. Jean estimates 
tannins with a solution of iodine in presence of sodium bicar¬ 
bonate. The method is described-in his ‘‘Industrie des Cuirs 
et l’caux," p. 116, and with some modifications and improve¬ 
ments in Wiss. Beilage der Ledermarkt I. (11(99-1900) p. 113. 
The method is capable of giving good results, at least with gallo- 
tannic acid, but does not seem to have marked advantages in 
either accuracy or facility of execution over the Lowentha! 
method. 

The iodine solution is made by rubbing up 3-77 grm. of 
iodine in a mortar with a little water and 5 or 6 grm. of 
potassium iodide, and making up to 1 liter. Tannin and gallic 
acid solutions of 1 grm. per liter are used for standardizing. 
IO c.c. of the tannin solution, and 5 c.c. of a saturated solution 
of sodium bicarbonate are introduced into a small beaker of 5 or 
6 cm. in diameter, and with a mark to contain 50 cm. The 
iodine solution is now added drop by drop from a burette, con¬ 
stantly stirring the liquid with a glass rod, until about 9 cm. have 
been added. A drop of the liquid is then taken on a glass rod 
and spotted on to filter paper which has been rubbed over with 
iCarch, the setting being so managed that only the drop and 
not the rod itself comes in contact with the paper. If iodine is 
present in excess a grey spot wijh blue edges will be produced 
upon the paper, and if this is, not the case more iodine solution 
must added until the blue edges appear. The glass is then 
filled up to the 50 c.c. mark with distilled water, and the spotting 
repeated. If no colour appears, the right quantity of iodine has 

• Commercial gelatine often contains sulphites and other matters which reduce 
permanganate, ami which must be determined, if present, by a blank experiment. 
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not yet been exceeded, anl 5t>r 6 drops of iodine solution must 
be given befoje this occurs, the end of the titration being marked 
by the re-appearance of the blue ring. As the coloration is some¬ 
what fleeting, the first appearance of this ring must be taken 
as the end points to to I0'5 c.c. of iodine solution should be 
required for the 10 c.c. of tannin solution, and if this is not 
approximately the case with pure tannin, the iodine solution 
must be diluted or strengthened as required. In working with 
gallic acid about 3 c.c. more of iodine solution will be required 
than for the same strength of tannin, and in titrating unknown 
solutions the quantity or strength of the solution must be varied 
so as to make the amount of iodine solution employed as nearly 
as possible the same as that with the pure tannin. A correction 
is required for the amount of iodine solution which must be added 
to 5 c.c. of sodium bicarbonate solution diluted to 50 c.c. with 
distilled water before the blue reaction is produced. This is 
determined by a blank experiment, and amounts approximately 
to 0’4 cm., which must in each case be deducted from the iodine 
solution used for titration. In order to separate tannin and gallic 
acid Jean employs egg-albumen, prepared by rubbing 2 grm. of 
dry albumen with a sufficient quantity of white glycerine of 28-30° 
Baumt! to form a thick paste. The mixture is allowed to stand 
for half an hour and then filled up with tepid water to the volume 
of a liter. A few pieces of camphor are added as an antiseptic, 
and the neck of the flask is closed with a plug of cotton wool 
wetted with a few drops of formalin. In order to precipitate the 
tannin, 50 c.c. of the tannin solution are introduced into a IOOC.C. 
fl^sk. 15 c.c. of the albumen solution and 20 grm. of common 
salt are added, shaken up, filled up to the mark with water, and 
again shaken to complete the solution of the salt. The solation 
is filtered through a small filter, the first few centimeters being 
rejected and 20 c.c. (equal to 10 c.c. of the original solution) are 
run into a porcelain basin, slightly acidified with acetic acid and 
heated to boiling to precipitate the excess of albumen. It is then 
filtered through a smalKpleated filter, the precipitate well washed, 
and the filtrate and washings whiefi amount to 30 or 35 cm. are 
titrated with iodine exactly in the method described. A Turther 
correction, which usually amounts to about 0-7 cm. is required 
for the iodine absorbed by the albumen, which is also'determined 
by a blank experiment Tannin materials which contain water- 
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solublestarchy compounds must l(»extractedwith alcohol ireorder 
to avoid the influence of the starch. If sulphites are contained 
in extracts, which is now very commonly the case, they must 
be removed by acidification with hydrochloric acid and evapora¬ 
tion before making the estimation. The extraction of tanning 
materials is similar to that used for the gravimetric method, but 
the solution is only about one quarter, the strength, and if 
tolerably clear does not require filtration, so that in many cases 
a simple procedure of extraction may be adopted. 

The Parker- Payne Method of Tannin Estimation .—In 1904,* 
a new method for the analysis of tannin and tanning materials 
was described by Dr. J. G. Parker and Mr. E. E. Munro Payne, 
which excited very considerable interest, and which was based 
on the attractive idea of determining the total acidity of a liquor 
including the tannins, and afterwards detannising and estimating 
the tannins by difference. It is in a sense an ^extension of the 
Procter method for estimating acidity with lime jivater, p. 243, 
and depends on the precipitation of the tannins and allied bodies 
with a solution of sugar-lime or of barium hydroxide, filtering 
and titrating back the excess of lime or baryta with standard 
acid and phenolphthalein. The end-reaction is very sharp, and 
the process at first sight an extremely promising one, but un¬ 
fortunately on investigation sources of error appear which it is 
difficult or impossible to overcome. The details of the process 
as originally published are as follows 

300 c.c. of N/5 calcium hydroxide solution is added in a 
stoppered cylinder to 200 c.c. of the clear liquor to be examined, 
which must contain approximately the same quantity of tannin 
as is required by the I. A. L. T. C. method for the hide filter 
(about 4 grm. per liter). The mixture is shaken repeatedly and 
allowed to stand for about four hours with occasional shaking. 
100 c.c. are filtered off and the amount of alkali is titrated back in 
presence of phenolphthalein.. This amount multiplied by 5 and 
deducted from the 300 c.c. of hydroxide solution employed gives 
the volume of N/5 calcium hydroxide solution which has been 
absorbed by 200 c.c, of the original liquor. This figure is termed 
by the'authors of the paper the “ total absorption value.” Since 
thls obviously includes the value of .all acids present .in the 
liquor, the authors proceed to remove tannin and to repeat the 


Journ. Soc. (.'hem. Ind., 1904, p. (>48; Collegium, 1904, p. 261. 



VOLUMETRIC METHODS OF ESTIMATING TANNINS, ajj 

determination. As a precipitant, a mixture of gelatin and 
gelatin-peptones is used, which the authors call “ collin," and 
which is prepared as follows:— 

6 » grm. of a good commercial gelatin, which it is stated 
must be produced from skin, is soaked in about 500 c.c. of 
distilled water, and warmed until dissolved. 120 c.c. of N/r 
caustic soda is added, and the mixture is heated on a water-bath 
for twenty minutes at 90° C., and is then filtered through linen. 
The cooled solution is made up to accurately 500 c.c., and 100 
c.c. are titrated with N/i hydrochloric acid and phenolphthalein, 
and the remainder is accurately neutralised with a similar 
quantity of N/l acetic acid, 1 c.c. of pure chloroform is added as 
an antiseptic, and the neutralised portion is made up to a liter. 
The solution, when acidified by a dilute organic acid, is found to 
be a very delicate precipitant of tannic acid. To detannisc the 
solution for analysis, 200 c.c. of the original tanning liquor is 
mixed with io» c.c. of N/j acetic acid, and 100 c.c. of the collin 
solution ; or in case of old acid tanyard liquors which contain 
but little tannin, with 50 c.c. of each. The solution is filtered, 
and 200 c.c. of the clear bright filtrate is treated with 200 c.c. of 
N/s calcium hydroxide and allowed to stand for an hour, when 
it is titrated as before. Deducting the amount of hydroxide 
neutralised by the added acetic acid, the result gives the absorp¬ 
tion of the iiquor minus the tannin, and of course the difference 
between this figure and the previous one corresponds to the 
tannin precipitated. '•It is not necessary to follow the authors 
in some theoretical considerations which they subsequently 
dedpee with regard to so-called “ colour weight,” as these are 
founded on the radically false assumption that all tannins are 
simply mixtures owing their tanning value to the presence of 
digallic acid together with certain weight-giving substances. 

Much criticism * has been devoted to the suggested method 0 
of separating the tannic acid, and it has been pointed out that 
the gelatin-peptones present arc uncertain in their composition 
owing to varying degrees of hydrolysis, and that they do not 
necessarily precipitate tannin in the same proportions as Jjide- 
fibre. These considerations arc valid as applied to a proposed 
method of estimating the tanning value of the solution by 
weighing the precipitate produced by collin, but the mixture 

• Wood, Journ. Soc. Ch. iiul., 1904, p, 1071; Collegium, 1905, p. 4a 
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may be taken as at least a fairly fccxfc material for detanuising, 
and the authors have suggested several other substances, and 
especially some of the alkaloids which may be substituted. The 
actual foundation of the method, however, the precipitation with 
calcium or barium hydroxide, rather curiously escaped criticism 
until it was examined in the Leeds University Laboratory,* and 
the assumption that it was based on the'formation of a definite 
metallic compound had not been questioned. Very careful 
experiments, however, by Procter and Bennett, extending over 
several months, have shown that not only is the precipitate with 
gallic acid, and probably with most other astringent bodies, 
partially soluble in the precipitant, and having an alkaline reac¬ 
tion to phenolphthaiein is estimated as a portion of the excess 
of calcium hydroxide, but that .variable quantities of lime or 
baryta are carried down together with the precipitate, so that 
with known substances such as gallic acid," exact theoretical 
results arc only obtained by accident. In the. case of proto- 
catcchuic acid (the acid corresponding to gallic among the 
catechol tannins), which is quite a possible constituent of tanning 
liquors, the precipitate is wholly soluble. The solution containing 
these partially dissolved compounds when exposed to air absorbs 
oxygen with great avidity, forming dark coloured precipitates, 
which carry down with them lime- or baryta-salts, and so in¬ 
crease the apparent absorption to an unknown extent. Sugar 
also apparently introduces unexplained chemical complications, 
and if the amount is increased leads to the production of a yellow 
and oxidisable solution ; though with the quantities prescribed, 
the sugar-lime solution, which is preferred by the authors to 
barium hydroxide, is certainly the easier of the two to handle. 
It' was hoped by Procter and Bennett that, employing barium 
hydroxide, and operating under strict exclusion of oxygen, more 
reliable results would be obtained ; and it was found that the 
addition of some 20 per cent, of alcohol completely stopped the 
solubility of the precipitate in the’ case of gallic acid, but this 
unfortunately only brought into prominence the fact that variable 
quantities of the precipitant were carried down with the insoluble 
gallate, so that the results varied with every change of small 
details in quantities and manipulations though they approximated 
to the theoretical result that all three hydroxyls of the gallic 
acid were saturated as well as the carboxyl group. 

* Jount. Soc. Ch. Ind., 1906, p. 251. 
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Turaing to gallotannic (d%alfic) add it was found that, beside 
the difficulties prising from the gallic acid always present, the 
results varied through the hydrolysis of the compound. If the 
precipitated solution was filtered and titrated at once, the results 
approximated to the saturation of six hydroxyls with the base. 
Hydrolysis, however, at once set in, and the absorption gradually 
increased, so that no definite results could be obtained until the 
solution had been heated on the water-bath for an hour or more, 
when apparently constant results were obtained, which approxi¬ 
mated to those of 2 molecules of gallic acid, combining with 
8 equivalents of base. The investigation of some other tannins 
was begun, but was not carried far, as the difficulties of obtain¬ 
ing reliable lesults with these simplest and best known forms 
appeared to be insuperable, and the reader must be referred 
for details to the original paper.* 

It was stated by'the authors that the " total absorption value ” 
obtained by their method exactly agreed with the results of the 
ordinary hide-powder analysis. It is most obvious that any such 
agreement could only be the result of accident, as the basis of 
calculation was wholly arbitrary, and, as we unfortunately know, 
the results of various hide-powder methods differ among them¬ 
selves. The matter, was, however, investigated by Boegh f, who 
showed that actually in the case of the tannins of the pyrogallol 
group, very fair concordances were obtained, but that known 
catechol tannins gave results corresponding to only about two- 
thirds of the weight a?tually found. This observation is interest¬ 
ing, and is probably explained by the fact that, while pyrogallol 
has Jhree hydroxyls capable of saturation, catechol has only 
two ; and the reader may be reminded of the similar relation 
which exists between the two classes of tannins when estimate!! 
by the Lowenthal method. It is needless to point out that such 
a fact involves the determination of a special factor for each 
individual tannin, and is a complete explanation of the so-called 
“ colour weight.” 

It is unfortunate that so promising a method should prove 
unreliable, but until radical improvements are made, the reader 
cannot be too strongly warned against placing any implicit con¬ 
fidence iruits indications. 

Lot. cit. 

N nr disk Garveitidcnde, 1904; Collegium, 1904. p. 301. 
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SECTION XV. 

ESTIMATION OF COLOUR IN TANNING MA TERIALS, ETC* 

This is often of considerable importance in the case of ex¬ 
tracts, in which contracts are often made for deliveries equal to 
the buying sample in colour. It is also useful in estimating the 
discoloration caused by iron and other impurities. 

Man)' forms of colorimeter have been proposed which depend 
on matching varying thicknesses or dilutions of a standard 
colour solution against the colour to be measured, but though 
these render excellent service where the colours are constant 
and identical, as in nesslerising, and the colorimetric estimation 
of iron, dyestuffs, etc., they are unsuitable where not only the 

intensity, but the actual 
tint varies in the colours 
to be registered. Spec- 
trometric methods are 
no doubt theoretically 
the most perfect, but at 
present are too complex 
and not sufficiently deli¬ 
cate for practical use, 
and the colour estima¬ 
tion of the solution is 
Kic. 16. made therefore best by 

Lovibond's tintometer. 
This instrument is shown in Fig. 16, and consists of an oblong box, 
at the upper end G of which are eye-holes for one or both eyes, 
while at the lower is a screen with two square openings, behind 
one of which can be placed a rectangular glass cell of known thick¬ 
ness, while behind the other is a grooved rack J in which slips of 
coloured glass can be inserted to match the colour of the liquid. 
These glasses are red, yellow, and blue, of tints carefully graduated 
in .units and decimals of colour, and so adjusted that equal 
numerical quantities of the three colours will always produce a 
neutral tint. By suitable combinations of these, any colour can 
be imitated which is not brighter than that of tbe combined,glasses, 

* 1 ‘arker and I’roctcr, Joum. Sue. Ch. hut, 1S95, p. 124. 
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in which case a certain amount of neutral tint must be added to 
the colour to be. matched, and noted in the result as a minus 
quantity. This case, however, never practically occurs in the 
matching of tanning materials. It is found that a set of glasses 
ranging from o' 1 to* 2 o in red and yellow, and from O' 1 to 10 in 
blue, is sufficient to match all tanning liquors. The case of 
matching greatly depends on practice and a trained eye, and some 
observers never succeed, owing to defective colour vision. Match¬ 
ing is often greatly facilitated by the use of a coloured glass over 
the eyehole of the instrument (blue in the case of tanning liquors). 
The match should remain unaltered when this glass is removed. 
Light is most conveniently reflected into the instrument from a 
sheet of opal glass, illuminated with good daylight, and satisfac¬ 
tory measurements cannot be made by artificial light, or in very 
dark or foggy weather. The colours of opaque objects may also 
be measured by placing them in front of one of the openings of the 
instrument on the opal glass, and adding glasses to the white to 
effect a match ; or the difference between a dyed and undyed 
fabric can be measured by placing one before each aperture in 
equal light, and compensating with coloured glasses. The 
colour is usually calculated on a solution containing £ per 
cent, i<1 tanning matter, as determined by hide-powder analysis, 
measured in a £-inch cell. It is found that within the limits of 
the experiment the colour varies proportionately to the strength 
of the solution and the thickness of the layer of liquid ; so that, 
if a be the percentage of tanning matter in the solution em¬ 
ployed, and b the thickness of the cell used, the value of each 
colour for £ per cent solution in a £-inch cell may be found by 
multiplying the observed value by the factor— 

0'5 X O'S 
n x b 

The most convenient strength for working with is found to 
be usually £ per cent, solution, measured in a £-inch cell; but for 
solutions of sumach this is too weak, and for hemlock extracts 
and materials rich ,in colour a weaker solution or a thinner cell 
is preferable. In most cases the solution used in an analysis for 
tanning, usually containing WxmtO'4per cent, of tanning matter, 
may be employed, and the results calculated to £ per cent, 
solution at will. Results may be calculated from £ inch to 1 cm. 
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cell with sufficient accuracy by multiplication by o-8, or more 
accurately O’ 79.* 

The following method is adopted in the case of a tanning 
extract. The proper quantity of the extract, calculated accord¬ 
ing to analysis, is weighed into a 500 c.c. flask, and made up to 
500 c.c. with distilled water as nearly boiling as possible (about 
a grm. of phenol having been previously added to prevent fer¬ 
mentation and consequent change of colour). The solution is 
allowed to cool, and is then carefully filtered. The filtrate must 
be perfectly clear or accurate measurements cannot be made. 
If this cannot be accomplished by ordinary means, the addition 
of a small quantity of kaolin is often beneficial, and has no 
appreciable effect on the colour. If there is the least turbidity 
it is most important that the call should be shaded from diffused 
light, by covering all but the front with black card or velvet. 
It is found that where dilution is necessary the chance of error is 
greatly reduced by making two or more measurements, using in 
each case different strengths or cells, e.g. measuring J per cent, 
and 4 per cent, solution first in a 4-inch cell, and afterwards in a 
1-inch cell, and reducing the mean of the result to one strength. 
By this means it is possible to match most materials to within 
one-tenth of a Lovibond degree. 

I he measurement is made by placing the standard red, 
yellow, and blue glasses in the instrument, till the tint of the 
extract solution is exactly matched ; and the values of the 
tespective colours are read off from the numbers marked on 
the glasses. As, however, a combination of any equal value of 
all three colours makes grey or black, the smallest colour-yalue 
always combines with equal quantities of the two others to form 
black. It is therefore entered as black, and an amount equal' 
to it is deducted from each of the .two larger before entering 
Thus if the reading were 7 red, 14 yellow and 1 blue, the result ‘ 
would be entered as 6 red, 13 yellow and 1 black. As light is 
lost by reflection from the stp-fac'es of the standard glasses, an 
equal number of plain glasses must be placed with the cell, the ' 
celj itself being counted as two, though when filled with liquid 
this is not strictly correct. It is obvious that tintometer 

The rale given, while sufficiently near for technical purposes and with small 
variations, is not found to hold good, if the difference ot dilution or uf 1 thickness is 
very large. 
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measurement may be applied t!i a variety of other purposes in 
the tannery beside the mere matching of extracts, and especially 
the examination of oils and the registration of the colours of 
dyes anay be named. 

Since the animal skin has different affinity for the different 
colouring matters contained in tanning materials, the colour 
given to leather is only proportionate to the colour of the solu¬ 
tion where the materials are identical ; and it is often desirable 
to confirm the results of the tintometer by actual tanning experi¬ 
ments. The most suitable material for this purpose is calf or 
sheep grain, which is obtained from the tanner in the limed 
state after splitting and “scudding ’’ on the beam. The skin is 
well washed with water, and then with a solution of 2 per 
cent, boric acid, and 1 per cent, pure phenol. After some 
hours in this solution, it is “ scudded " on the grain side, on a 
glass plate, with .t blunt brass sleeker or a smooth-edged slate, 
to remove lime.soaps, and is then preserved till required in a fresh 
boro-phenol solution, in which it will keep for some months. 
While this method of preparation answers well if properly 
carried out and the boro-phenol solution frequently changed, 
trouble is often experienced from the gradual deterioration of 
the skin. Apparently satisfactory results have been obtained 
with skins preserved with formaldehyde, and also by pickling 
with salt and a little formic acid, but it is obvious that if 
comparable colours arc required, some one method must be 
adhered to. 

For tanning, a "milk-shaker” (p. 202), or the glass churn 
shown in Fig. 17, is generally used. Similar results may be 
obtained by suspension, but in a much longer time, abc >ut 36 hours 
being required for tanning; and in the earlier stages the sfkin 
must be frequently moved or shaken. 

Strips of the delimed sheep grain, about 8 inches by 4 inches^ 
are cut, and, to remove the boric and phenol solution, are washed 
in the churn twice by shaking with distilled water, and lightly 
pressed out with the slicker. They are then put into the chum 
with a solution from the material to be used containing j per 
cent, of tanning rhatter, and agitated for 20 minutes, after ’which 
the solution is strengthened to J per cent., and at the end of 
another 20 minutes to 1 per cent, strength, and the skin is shaken 
with this for 1 $ hour—the tanning process thus lasting two hours. 
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The leather is then washed for i*fe\* minutes in distilled .water, 
slicked out on a glass plate with a glass or brass slicker, lightly 
oiled with a drop of cod-liver oil, and pinned up in a dark place 
until dry. 

This method is satisfactory, the leather drying an even 
colour, and repeated tests of the same material giving concordant 
results. The exact strength of the solution, or the length of 
time employed in tanning, has no appreciable effect on the colour. 

Dr. Lepetit informs the 
author in a private letter 
that he tans pelt (calf or 
sheep) with extract equal 
to about 20 per cent, of 
tannin on its wet weight, 
with 400 per cent, of water. 
The whole extract is added 
to the water at once; and 
the tannage lasts 12 hours. 
The leather is pressed 
through a rubber wringing 
machine before drying. The 
colour is sometimes lighter 
than if done in the ordinary 
way. If split calf pelt 
cannot easily be obtained 
thin skins may be shaved 
with the bate-shaver’s knife 
on the beam to the required thickness. The time required .for 
tannage is somewhat longer than for sheep grain. 

It is obvious that the above method of experiment may be 
employed for many purposes beside the mere testing of extracts 
and other tanning materials ; as, for instance, the investigation 
of the effect on colour of “ assistants ” and additions to the 
tanning bath, of various methods of leaching, and of different 
modes of bating and preparing the skin. 



Fn>. 17. 
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SECTION XVI. 

ANALYSIS OF USED L 1 QU 0 KS, AND SPENT TANS. 

• 

Total Solids. —This is only important if it be desired indirectly 
to determine suspended matter. The liquor is well shaken and 
50 c.c., or less, is measured into a basin, evaporated to dryness 
and dried till constant at 105° to i 10" C. 

In most cases the liquor may at once be filtered, either 
through a Berkefeld candle (p. 187), or through paper, using 
kaolin if necessary to get it perfectly clear. The specific gravity 
should always be taken with a pycnometer or hydrometer. 
Barkometcr degrees correspond to the second and third deci¬ 
mals of specific gravity ; thus sp. gr. 1 '065 = 65° Bkr. 

Total Dissolved Matter.— 50 c.c., or a smaller quantity of 
strong liquor, is evaporated to dryness in a weighed basin, dried 
till constant at too to 105” C., and weighed. In stronger layer 
liquors, 5 or 10 c.c. is quite sufficient. Difficulty is likely to 
arise from the presence of partially volatile substances, and 
especially of lactic acid. 

Suspended Matter is determined by subtracting the “ dissolved 
matter” from the “total solids.” This calculation is only 
reliable in dilute solutions, where the volume of the suspended 
matter may be neglected. In other cases the suspended matter 
may be collected on* a tared filter, weighed wet with the filter 
and again when dry, and the weight of dissolved matter 
calculated corresponding to the loss of water, and deducted 
from the net weight. 

Ask and Organic Matter. —The residue of the “ total soluble ” 
(or “total solids”) is cautiously incinerated, moistened with 
ammonium carbonate solution, evaporated to dryness, and cau- f 
tiously heated to incipient redness to drive off ammonium salts 
without decomposing carbonates. The loss is total “organic 
matter,” the residue “ mineral constituents,” which consist mainly 
of lime, and may be further analysed by the methods given for 
the mineral matters of water, p. 45. The ash may be dissolved 
in execs* of N/i HCI, anc> titrated back, when bases found will 
have fxisted in the liquors as salts of organic acids! These 
neutral salts have very considerable influence on the tanning 

R 
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process, and appear to be one*t>f the principal causes c of the 
“mellow” action of old liquors. The determination of iron in 
the ash is frequently of great importance, and may be made 
colorimetrically, p. 40. 

Tanning Matter .—A portion of the filtered liquor is diluted, 
or concentrated, till it contains about 4 grm. of tanning matter 
per liter, and is analysed as described in Section XIII. by the 
chrome-chloride method. Where very large quantities of non¬ 
tans are present, it is often necessary to reduce the tannins 
below the official strength of 4 grm. per liter. The residues of 
“ total soluble ” and “ non-tannins ” may be redissolved in water, 
and the acid in each determined (see below), and the difference, 
reckoned as lactic or gallic acid, as the case may be, deducted, 
from the tanning matter found. Where the proportion of tannin 
is small, great accuracy is impossible from the disturbing action 
of non-tannins. (Cp. p. 208.) 

The results of analysis of liquors may be,stated in grm., 
either per 100 grm. (per cent.), or per too c.c. (volume percent.); 
but it must be made clear which is used, and the density of the 
liquor must always be given to render it possible to calculate 
from one to the other. 

The Lowenthal method may also be used for tannin estima¬ 
tion, especially for weak and acid liquors, or where a series of 
determinations are required. The tannin may be reckoned in 
terms of gallotannic acid, when it will be always lower than the 
" tanning matter ” determined by hide-powder ; or a factor may 
be obtained by simultaneous hide-powder determinations of one 
or more of the liquors. 

The I’arker-Payne method has been strongly recommended, 
bdt the reader is referred to the criticism in Section XIV. 

Determination of Free Acids in liquors is of great importance, 
both on account of their power of swelling and of removing 
lime, but no thoroughly satisfactory method has yet been pro¬ 
posed, largely owing to the impossibility of defining what is really 
meant by the term. Liquors may contain 'acids of all degrees 
of strength, from actual mineral acids to phenolic bodies exerting 
a feeble acid function, and the solution winch may appear 
perfectly neutral to one indicator, such as methyl orange or 
coago red, may be strongly acid to another such as phenolph- 
tiadein. The question is further complicated by the fact that 
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the tannins themselves seefo to possess feeble acidity, and that 
means such as gelatin, hide-powder, or animal charcoal used 
to remove them generally absorb or destroy also a portion of 
the dthcr acids present. As a rule, any of the methods described 
below will give results of approximate accuracy if applied to 
determine a known quantity of one of the stronger acids added 
to a distinctly acid liquor of which the acidity has been previously 
determined, but naturally the presence of lime in combination 
with phenolic bodies may render determination abortive, and in 
any case no two methods can be compared if they employ 
different indicators and consequently estimate different acids.* 
Determination of Total Free Adds (Procter). — Measure 
10 c.c. of perfectly clear liquor into a beaker, and add clear 
saturated lime water from a burette till a trace of permanent 
cloudiness is produced. Repeat several times, and take the 
average. The beginning of turbidity is best seen by looking 
through the liquid at printed paper. For most tannery purposes 
it is sufficient to merely note the c.c. of saturated lime water 
consumed for to c.c. of liquor, but it may be standardised against 
10 c.c. of decinormal 1 IC 1 , with phenolphthalein or methyl orange, 
and the acidity of the liquors calculated as equal to — grm. 
acetic or lactic acid per liter; N/iO acid being equal to 6 grm. 
acetic and <j grm. lactic acid. If oxalic or free sulphuric acid is 
present, turbidity may be produced on the first addition of lime 
water. In this case, add excess of neutral calcium chloride 
to the liquor, make up to double its original volume, filter, 
and use 20 c.c. instead of io c.c. Pine-bark liquors are said to 
produce a similar turbidity, which may perhaps be removed in 
the same way. Half the free carbonic acid is estimated by t^iis 
method, but may be removed previously by adding salt, and 
shaking; the liquor must in this case be made up to a definite 
volume before titrating. (Simand.) Gallic acid behaves approxi-* 
mately as a monobasic acid. 

Determination of Free Acids, Koch’s Method f as improved by 
Paessler and Spanjer.% —This method depends on the removal 
of tannin by precipitation with gelatin, of which a solution, 

2 grm. per liter, is used. 25 c.c. of the filtered liquor is mixed 

* Cp. lien nett and Wilkinson, }ou 1. Soc. Chem. Ind., 1907, p. 1186. 

t Dlngl. Polyt. Journ., 1887. cclxiv, p. 395. 

J l&utsche Gerber-Zeitung, 1899, Ixxvi., ixxvn. ; 1900, xlv., I. to liii., lv., dill, 
to clvt.; Collegium, 1903, pp. to, 17. 
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with 25 c.c. of the gelatin solution} or in liquors containing 
much tannin with a larger quantity, or a somewhat stronger 
gelatin solution may be used. After thoroughly mixing, the 
unfiltered liquid is titrated with N/10 sodium hydrate solution, 
or with baryta or lime water which has been standardised against 
acetic acid, withdrawing after each addition a small drop on a 
glass rod and spotting it upon azolitmiti paper. The end of 
the reaction is when a blue edge appears round the spot Should 
this point have been passed the titration is repeated. The 
acidity is calculated in terms of acetic acid per 100 c.c. or per 
liter of the original liquor. As some gelatins have an acid 
reaction, it is desirable to do a blank with the gelatin solution 
employed, and to deduct from the amount of lime or baryta 
water used the quantity which is* required for the gelatin alone. 
All acids which are capable of reddening azolitmin paper are esti¬ 
mated by this method, except the tannins which combine with 
the gelatin. Carbonic acid is almost without effect if the end 
reaction is taken when the paper ceases to be brightly reddened, 
but will be included if the titration is taken to a full blue. The 
authors quote experiments made with known added quantities 
of acetic and lactic acids in which the results do not vary from 
the truth by more than a few milligrams of acid per 100 c.c. 
Most if not all acids which redden azolitmin will swell hide, and 
consequently, the method may be taken as a measure of the 
swelling acids present, though their actual swelling power is 
sometimes destroyed by the presence of salts or putrid ferments. 
Procter’s method, on the other hand, gives all those acids which 
will dissolve lime, and consequently includes weak acids which 
have soluble lime-salts, but practically no swelling power. The 
choice between the two methods, therefore, depends on the 
object of the determination. 

Determination of Total Free Acids (Kohnstein and Simand) 
This method is laborious and of doubtful accuracy. loo c.c. 
of the liquor is heated to boiling wifh 3 to 4 grm. of pure freshly 
ignited magnesia free from lime. The liquid is filtered, and in 
the qlear and almost colourless filtrate the magnesia is estimated 
gravimetrically (after removing lime, if present, with ammonium 
oxalate). The total acid in terms df acetic acid is calculated 
from the magnesia so found, by multiplying its weight,by 3; 

• Ding). Polyt. Journ., 1885, edvi. pp. 38, 84. 
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(MgO *» 40, 2C,H t O a = *20).' Sulphuric acid may also be es¬ 
timated by evaporating a portion of the filtered magnesia 
solution to dryness, igniting, moistening with carbonic acid water, 
drying, and washing on a filter, when any magnesium sulphate 
will pass through? while magnesium carbonate or oxide corre¬ 
sponding to the organic acids will remain on the filter. If the 
liquors naturally contain magnesium salts, these must be previ¬ 
ously determined and allowed for in calculating the acids. 
(Gp. p. 45.) The method obviously estimates all acids which 
form soluble magnesia salts, and the salts of such acids which 
are decomposed by magnesia. Probable sources of error are the 
instability of the magnesium tannates, and the tendency to form 
basic salts. 

Stmand * also gives the following method. 50 c.c. of the 
liquor, which must not exceed 1 ’004-1 -005 S.G. (4-5 0 Bkr.), is 
boiled for five minutes with return-flow condenser with 5 grm. of 
pure freshly ignited animal charcoal, which has been freed from 
mineral constituents by digestion with acid and washing. After 
cooling, the condenser and flask are rinsed out on to a filter, and 
the animal charcoal washed with boiling water till the filtrate 
amounts to nearly 500 c.c., and after heating on the water bath 
to drive off carbonic acid, and cooling, is made up to exactly 
500 c.c. Of this liquid, 200 c.c. is titrated with N/10 sodium 
hydrate, or lime water and phenolphthalein. Minute traces of 
acid are retained by the charcoal, and for very exact analyses 
this must be dcternTined by treatment of a known acid solution 
in a similar manner and allowed for, but the amount is so small 
that it may generally be neglected. This method has been 
adopted by the American Leather Chemists' Association, who 
dilute liquors 1 : 5 and use 2 grm. animal charcoal to too c.c., 
titrating an aliquot part ; but it has not proved very satisfac¬ 
tory. Hoppcnstedt f has suggested a method in which th» 
tannin is precipitated by alcoholic solution of quinine, for which 
he claims good results, which have not been wholly confirmed. 

The determination of free acid is of great practical import¬ 
ance, especially in sole-leather tanning, where a deficiency 
invariably leads to discoloration, which is sometimes not notice¬ 
able till the leather is driid. 


• BockmannS Chcmisch-Technische Untersuchun^m<fhodc, 552. 
t Journ. Am. L.C.A., 1906, pp. 192, 221. 
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Carbonic acid only exists in liquols in which fermentation of 
carbohydrates is going on, and is not found in putrid liquors. It 
is also present in drenches. It may be determined by boiling 
100 c.c. of the fresh unfiltered liquor in a flask connected with a 
U-tube or other absorption apparatus containing an ammoniacal 
solution of barium chloride, which is afterwards rapidly filtered 
with as little exposure to the air as possible, washed with boiling 
distilled water, dried at I05°C., and weighed. Simand found an 
average of about O' 15 grm. per 100 c.c. in sole-leather colouring 
liquors. 

Volatile Acids (Acetic , etc .).—These may be determined by 
distilling 100 c.c. of the liquor in a tubulated retort with a good 
condenser to small volume, say 25 c.c., titrating the distillate with 
lime water or N/jo caustic soda'and phenolphthalein, adding 
too c.c. distilled water to the retort, and repeating the operation 
so long as any material quantity of acid comes'over. The quan¬ 
tity so found may be deducted from the total, andhthe remainder 
calculated into lactic acid (2 of acetic equal 3 of lactic acid). In 
sumach, myrobalan, or divi-divi liquors, the fixed acid is mainly 
gallic, of which N/10 soda is equal to about 17 grm. per liter 
when phenolphthalein is used, but the end-point is very un¬ 
certain. If it be desired to determine the volatile acids present 
in combination with bases, slight excess of phosphoric acid (free 
from volatile acids)* may be added to the residue in the retort, 
and the distillation repeated. The separation from lactic acid 
is not quite exact, some lactic acid being carried over. 

Microscopic Examination .—The liquor is allowed to settle— 
best in a conical glass—and the sediment, as well as any scum 
is examined under a thin cover-glass, first with a low, and then 
with the highest power at command, and the forms and sizes of 
bacteria and ferments noted. Occasionally crystals (needles) of 
aatechin may be noted if gambier is largely used. For more 
complete bacteriological examination, cp. Section XXVI. 

Viscous Fermentation , probably ^ue to various bacillus fer¬ 
ments, produces a “ ropy ” or treacly condition of liquor, from 
the formation of gummy matter, which may bp separated and 
estimated by the method given for dextrin in the examina¬ 
tion of leather. Valonia liquors are mdst liable to this disease. 


Allen, * Commercial Organic Analysis, 1 1 . 383. and Ed. 
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(Cp. p. 435). It must y>t be forgotten that lime salts of 
tannins are also precipitated by strong alcohol. 

Valuation of Liquors.— The chemist is often called upon to 
make an estimate of the value of liquors in a tannery, but so 
niany circumstances are involved that at most a somewhat rough 
approximation can be given. It is generally out of the question 
to analyse each liquor.individually, and it is sufficient to deter¬ 
mine the amount of “ tanning matter” per barkometer degree 
in a few different stages of the process, and calculate the value 
of the other liquors from their barkometer strength. It will be 
found that the tanning strength diminishes much more rapidly 
than the barkometer degree as the liquors become weaker, 
because only the tanning matter is absorbed by the skin, while 
the non-tannins accumulate. The proportion of the two may 
be approximately estimated from the hide-powder analysis. 
The different tanning value of liquors in different parts of the 
yard^vill behest adjusted by deducting a fixed number ol 
barkometer degrees in each case before estimating value. Thus 
ii a layer liquor of 50 barkometer contains 4 percent, of tanning 
matter, and a handler liquor of 20° only 1 per cent., we may 
deduct 10° throughout, and say that each degree above 10° is 
equal to c-l per cent, of tannin. If the analysis and value of 
the materials are known, it is easy to determine the cost value 
of 1 percent, ot tanning matter ; remembering that carriage, and 
with solid materials cost of grinding, must be added to the 
original price, and Shat the tanning value of materials shown by 
analysis must be diminished by an allowance for loss in leaching. 

. If the actual cost or value of the materials is not known, 
average strengths and market values must be taken. The weight 
of the liquors may be conveniently taken at 10 lb. per gallon, 
or 62-25 lb. per cube foot, and this will be strictly accurate if 
the liquors are measured instead of weighed for analysis. 

Pits containing hides and dusting materials do not usually 
contain more liquor than* two-thirds of their total capacity. 
Value of dust may generally be included with that of the liquor, 
l-'or stock-taking purposes the value of all material in the leaches 
may be taken at*half-cost, but this is generally an over-estimate. 

The Valuation of Tannage of leather in process of manu¬ 
facture is very difficult, but for stock-taking it is convenient to 
estimate it in terms of the liquor which has been used in the 
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process. Thus, if the liquors in e hmidler shift fall from 3 per 
cent, to 1 per cent, of tanning matter, and one fresh liquor is 
given for each pack of goods, the pack will gain the value of one 
liquor of 2 per cent, in passing through the shift. Where t dust 
is used its value must be added. For most ^stock-taking pur¬ 
poses it is sufficient, in a systematically worked yard, to estimate 
such a value once for all for each stage of the process, and 
adhere to it so long as the method of work is unaltered. The 
difference of cost of tanning materials from year to year is, of 
course, taken into account in costing the liquor as already 
described. Labour should be separately allowed for. Unless 
the value of tannage during manufacture is properly taken into 
account, any attempt at costing by setting annual expenses 
against production is illusory, except over a long average of 
years. The degree of tannage actually attained can of course 
be accurately determined by Kjeldahling. For the complete 
analysis of leather see Section XXII. 

Spent Tanning Materials must generally be dried and ground 
and extracted like other solid materials, somewhat large quan¬ 
tities being used, and the weak liquors concentrated by boiling. 
For a series of determinations it is often convenient to use the 
Lowcnthal method, which gives good comparative results. In 
this case concentration is unnecessary. 

It is generally most convenient to calculate the percentage on 
the dry substance, but in comparing the results with the original 
material, the loss of weight in leaching and drying must not be 
overlooked. If the composition of the unleached material is 
known, the original weight of the leached sample may be calcu¬ 
lated from the insoluble matter present. Thus, if the original 
material contained 45 per cent, of insoluble matter, and the spent 
material 83 per cent., the tannin found in the latter would be 
multiplied by Jgrds, to reduce it to that of an equal original 
weight. This correction is of the greater importance the stronger 
the material. Where the actual analysis of the original material 
is unknown, the correction must' be calculated from that of an 
average sample. 
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SECTION .XVII. 

ANALYSIS OF THE MATERIALS USED IN 
ALUM AND CHROME TANNAGES. 

Alum Tannages .—In these the principal materials employed 
are salt, with ammonia or potash alum, in conjunction with 
which flour and egg-yolk are frequently used as fillings. 
Recently, sulphate of alumina has largely superseded alum, of 
which it is the only useful constituent, since improved materials 
and process of manufacture have enabled its production in a 
practically pure state, and free from iron. In the manufacture 
of those leathers where colour is of secondary importance, less 
pure forms (such js “ aluminoferric ") containing traces of iron 
arc equally suitable, if there is any material advantage in price. 
The vJue of these materials is principally dependent on the 
amount of alumina present, and on the absence of iron as an 
impurity. It is also sometimes necessary to determine the 
acidity, but this is usually of minor importance, except in the 
examination of used liquors for the study of the tawing process. 
Alumina is Aljtk,, and all the salts follow the same type, the 
chloride being A 1 CI, (or A 1 ,C 1 ,). the sulphate AI 3 (S 0 4 ) 3 , and 
so on. In addition to normal salts, alumina is very prone to 
form "basic ” salts,^vliich may be viewed as compounds of the 
normal salts with additional quantities of aluminium hydrate. 
The " basic chlorides ” are thus really oxychlorides, of which 
scVtral exist. Such basic salts are formed by dissolving freshly 
precipitated alumina in solutions of the normal salts, or by neutpl- 
ising a portion of their acid with an alkali. The greater the 
basicity, the less stable is the comjjound formed: thus the more 
basic salts are readily precipitated by boiling, or in some cases,* 
even by diluting their solution^. This instability renders them 
more easily taken from solutions by the hide fibre than the 
normal salts, and hence their use in tanning, and in mordanting 
fabrics. It is in .many cases uncertain whether the basic salt 
is absorbed by the fibre as a whole, or whether the base and the 
acid are? fixed by the carboxylic and amido groups, indepen¬ 
dently, leaving a more or less basic salt in solution, or whether 
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the process is not one of adsorption j-ather than chemical com¬ 
bination, What has been said in tnis respect of alumina salts 
is also applicable to those of iron and chromium. 

Determination of A lamina .—In most cases where other Jaases 
aie present, gravimetric methods are most satisfactory, To the 
nearly boiling, and somewhat dilute solution, ammonium chloride 
is added to prevent possible precipitation of traces of lime, and 
then ammonia in very slight excess, and the boiling is continued 
till the free ammonia is almost completely expelled. The oper¬ 
ation is best performed in a platinum or porcelain basin, as glass 
is apt to be somewhat attacked by the hot ammoniacal solution. 
The precipitate should be washed several times by decantation, 
and then thoroughly on the filter with boiling water (p. 12). For 
accurate work, after removing mpst of the residual solution, the 
precipitate should be redissolved off the filter with dilute hydro¬ 
chloric acid, and reprecipitated as before and returned to the 
same filter, thus removing traces of co-precipitated bases. If the 
analysis is to extend to these, the washings and filtrate from 
the second precipitation should be united with those from the 
first. If a suction or vacuum filter is available, its use is con¬ 
venient, as the precipitate is bulky and gelatinous, and is so far 
freed from water by suction that the still damp precipitate may 
be ignited with care without further drying. If the vacuum 
filter is not used, the precipitate must be thoroughly dried, and 
transferred with its paper to a platinum or porcelain crucible, 
where it must be ignited at first very cautiously with the cover 
on to avoid loss by splintering, and then very strongly over the 
blowpipe. If the alumina salt has been a sulphate, this strong 
ignition must be continued for five or ten minutes, to drive off 
the last traces of sulphuric acid. As the precipitate is difficult 
to w ash, small quantities of substance (O'5-1 - o grm.) only should 
be used. 

If iron is present, it is best to precipitate it as Fe a 0 3 along 
with the alumina, and afterwards to estimate its amount cither 
in a separate portion of the solution, or after dissolving the very 
insoluble ignited precipitate by digestion with sulphuric acid as 
described on p 364. For very small quantities the colorimetric 
method (p. 40) is most satisfactory,,while larger amounts are 
determined volumetrically. 

A very accurate and convenient method of estimating ‘ small 
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quantities of iron in the ferrjc sdte, unaffected by the presence 
of salts of aluminium or chromium, is that of employing it to 
liberate iodine from a solution of potassium iodide, and titrating 
the iodine with sodium thiosulphate and starch. The iron must 
be wholly in the ferric state, but may be sulphate or chloride, and 
the solution must not contain free chlorine, bromine, or nitric or 
chromic acids. If the hon oxide has been dissolved in concen¬ 
trated hydrochloric acid after ignition, the liquid must be diluted 
and well boiled to expel any chlorine evolved. If the iron is not 
wholly ferric it may be oxidised by the addition of bromine-water, 
and subsequently boiled to expel all free bromine. A portion of 
the solution, preferably about 10 c.c. and containing as near!v 
as possible o-1 grm. of Fe is placed in a bottle with a well-fitting 
stopper, and 30 c.c. of a 10 per cent, solution of potassium iodide 
is added. It is generally directed that the bottle should be 
heated to 50 —60 C. for 15-20 minutes, in which case the stopper 
must bf securely tied or wired in, but in the author's laboratory 
no increased result was obtained by heating over that got by 
allowing the mixture to stand for half an hour at laboratory 
temperature. I he contents of the bottle are now rinsed into a 
beaker with distilled water and titrated with N/io thiosulphate 
solution in the ordinary way (cp. pp. 258 and 306). Kach c.c. 
of N/10 thiosulphate corresponds to O' 0056 grm. of Fe or 
o-008 grm. Fe 3 0 3 , or the thiosulphate may be standardised 
directly against ferric solution of known strength. As hydro¬ 
chloric acid frequently contains traces of chlorine, and potassium 
iodide of iodate, both of which liberate iodine, a blank determina¬ 
tion should be made, and the thiosulphate used (if any) deducted 
before calculating the iron. According to Frcsenius the iron 
solution should be nearly neutral, but in the writer’s experience 
the result is more accurate if it is freely acid. If neutral, there¬ 
fore, 20 c.c. of N/l HC1 may be added to the mixture, and even^, 
large excess produces no ill effect. 

A method more suitable tor Jarger quantities and especially 
when the iron is mainly in ferrous state, is that of titration with 
permanganate after reduction by zinc to the ferrous state. For 
this purpose a measured quantity ot the solution, which should 
not contain more than attout O'l or O' 2 grm. of iron, is trans¬ 
ferred to a flask, strongly acidifled with pure sulphuric'acid, and 
the neck of the flask is closed with a cork through which passes 
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a short tube drawn to a capillafy ogpning to permit thet escape 
of the hydrogen evolved, or preferably with two. tubes, through 
one of which a slow current of carbon dioxide (or coal-gas) is 
passed into the flask to expel oxygen. The solution is warmed, 
and then fragments of zinc (free from iron.*) are dropped in, 
together with a small piece of platinum foil or a few drops of 
platinic chloride to set up electrolytic action, until the solution 
becomes colourless, and a small drop withdrawn on the end of a 
glass rod produces no redness with potassium thiocyanate solu¬ 
tion. In place of zinc, coarsely powdered magnesium may be 
used. The heating is continued till the zinc is entirely dissolved, 
and the solution is titrated with N/io potassium permanganate 
solution (3 - 16 grm. per liter), till a faint pink coloration, is pro¬ 
duced. Each c.c. of permanganate corresponds to 0 - 0056 grm. 
of Fe. or o - oo8 of Fe 2 0 : ,. Dilute permanganate solution does 
not keep well, but a N/i solution remains unchanged for a 
considerable time, and may be diluted as requited. Permanga¬ 
nate solutions must always be used with a glass-tapped burette. 
If the strength of the permanganate is unknown, a check experi¬ 
ment is made by dissolving about o - 1 grm. of the fine soft wire 
used for binding flowers (after polishing off any oxide with 
emery cloth) in io c.c. of dilute sulphuric acid (i : io) with the 
same precautions as in reducing by zinc. As the permanganate 
consumed is to the weight of iron, so will be that used for the 
unknown solution to the iron there present. In place of iron 
wire, pure ammonio-ferrous sulphate, FeS 0 4 .(NH t ) 2 S 0 1 . 6 H 2 0 
may be powdered and dried between blotting paper, and dis¬ 
solved in dilute sulphuric acid. O'J grm. of this salt contains 
0 ‘I grm. Fe. Nitric acid, if present in the original solution, 
mist be expelled by prolonged boiling during reduction. In 
presence of hydrochloric acid or chlorides, the cold solution must 
^be diluted after reduction with 300 or 400 c.c. of boiled distilled 
water, which has been allowed to cool in a closed flask, and 
freely acidified with sulphuric ajid and 3 or 4 grm. of manganese 
sulphate or magnesia sulphate must be added before titrating, 
but the results are less reliable than where sulphuric acid only 
is present. 

Gravimetric methods of separating iron from alumina are 

* It nnc quite free ftoro iron cannot be obtained, a weighed quantity nust be 
used in which the iron has been determined in a blank experiment and allowed for. 
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given on p. 264, but the volpmeuic methods are generally more 
rapid and accurate. Iron is easily separated from chromium by 
fusing the mixture with sodium carbonate and adding ammonia, 
Fe, 0 , is precipitated and sodium chromate remains dissolved 
(lot. cit.). . 

Estimation of Acids .—Total sulphuric acid may be deter¬ 
mined in the usual way with barium chloride as described on 
p. 46, or by the benzidine sulphate method (p. 47). Hydro¬ 
chloric acid is titrated with argentic nitrate in presence of neutral 
potassic chromate and sodium acetate, or after neutralising with 
magnesia or calcium carbonate (p. 40). The free acid in solu¬ 
tions of aluminium sulphate or chloride may be approximately 
determined by titrating solutions of about decinormal strength 
with N/10 sodium hydrate in presence of methyl orange, but 
to many people the change of colour is difficult to observe, as the 
indicator is affected by the acid reaction of the neutral salt. 
The recognition of the end point is assisted by comparison with 
a similar quantity of water with the same amount of indicator, 
of which the colour is fully turned by a drop or so of N/lO acid. 

A more accurate method is that of Beilstein and Grosset 
(quoted by Sutton), which depends on the insolubility of alum 
and other sulphates in absolute alcohol. 1-2 grm. of the sample 
is dissolved in 5 c.c. of water, 5 c.c. of saturated neutral solution 
of ammonium sulphate is added, .and the mixture is stirred for 
15 minutes. 50 c.c. of absolute alcohol is now added, and 
after a short digestion, the mixture is filtered through a small 
filter, and washed with 50 c.c. more of absolute alcohol. The 
solution is distilled to recover most of the alcohol, and after 
evaporation on the water-bath to drive off the remainder, is 
titrated with N/lO sodic hydrate or carbonate, and methyl 
orange. If preferred, the alcoholic solution may be titrated 
without evaporation, using caustic soda or lime water and 
phenolphthalein. Commercial sulphate of alumina frequently 
contains considerable traces of tree acid. These are of little con¬ 
sequence for most purposes in leather manufacture, and may be 
easily neutralised by the addition of a little soda, which merely 
forms soda alum, or if in excess, makes the solution slightly basic. 
The use of basic solutions for tanning was patented some years 
ago by Mr. Bertram Hunt,* and they have some advantages 

Eng. Pat. 15,607, 1884, now expired. 
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over those of normal salts. The |mount of basicity may of 
course be found by determining the relative quantities of alumina 
and acid. 

Crystallised alums are generally practically neutral,* while 
sulphate of alumina is sometimes acid, and sometimes basic, 
but in the latter case, the alumina is probably fully as available 
for tanning as in the normal salt. 

The total acidity of solutions of chlorides or sulphates of 
aluminium may be determined with very approximate accuracy 
on the principle of Hehner’s method for “ permanent hardness,” 
though a portion of the acid is obstinately retained by the pre¬ 
cipitate (p. 32). In the case of sulphate of alumina, 5 grm. of the 
sample is dissolved in about 40 c.c. of water, and 50 c.c. of N/i 
sodium carbonate is added, and the mixture boiled for a short 
time. The liquid is then made up to 100 c.c., filtered, and 20 c.c., 
representing 1 grm. of the sample, and 10 c.d. sodium carbonate 
solution, is repeatedly titrated with N/l sulphuric or hydro¬ 
chloric acid and methyl orange. Deducting the acid used from 
10 c.c., each c.c. of deficiency represents O'049 grm. of H 2 SO„ 
°'° 35 S of Cl, and in absence of other bases precipitated with 
sodium carbonate, 0'009 of Al. The method is not applicable 
to ammonia alum, or in presence of ammonia salts, on account 
of the volatility of the liberated ammonium carbonate, though 
possibly by using N/io solutions, and digesting for some time 
in the cold in a stoppered flask instead of boiling, correct results 
might be obtained. If the original substance contains free acid, 
this must be determined and deducted before calculating alumina. 
The writer, after repeated attempts, has failed in obtaining satis¬ 
factory results either from Bayer’s method, or its modification 
qdoted in Sutton’s ‘ Volumetric Analysis.’ * (Cp. also p. 265.) 

The atomic weight of Al is 27, and of Al, 0 , 102. Potash 
.alum, Al,(S0 4 ),.K,S0 4 .24Aq = 948 ; ammonia alum, A 1 (S 0 4 ),. 
(NH 4 )jS0 4 .24Aq m 906. Crystallised aluminium sulphate is 
A 1 s (S 0 4 ) s . t8Aq =666. As Al, is nexavalent in these salts,one- 
sixth of their atomic weights per liter produce normal solutions. 

Chromium Compounds used in Tanning .—Chromium (Cr = 
52) forms four oxides. The lowest, chromous oxide, CrO, 
corresponds to ferrous oxide, and forms analogous salts, which 
absorb oxygen with such rapidity that they can only bp pre- 

.Cp. Journ. Soc. Chem. Ind., 1890, p. 767 ; 1891, pp. 202, 314. 
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served,with difficulty. Bl^e solutions of chromous salts may 
be obtained by treating acid solutions of chromic salts with 
excess of zinc or electrolytically by reduction with nascent 
hydrogen at the cathode. Their use for tanning has been 
patented by Berthan.* Such solutions might be used to reduce 
chromic acid in the two-bath process. 

The second oxide,-chromic oxide, Cr a 0 3 (molecular weight 
152), is extremely similar to alumina in its general properties. It 
forms a hydrate Cr,(OH),.6H s O, which, like alumina, has weak 
acid properties in presence of strong bases, and hence is soluble 
in potassic or sodic hydrate solution to a deep green liquid, from 
which, however, it is precipitated again on boiling. In ammonia 
it is slightly soluble, forming a pink compound, which also is 
decomposed on boiling. With acids it forms salts analogous to 
those of alumina and ferric oxide, which are often violet when 
crystallised (as chrome alum, K.,SO,. Cr,(SO t ) 3 .24 Aq, mol. wt. 
998), .yid usually form violet solutions, which become green on 
boiling, probably from dissociation and the formation of a basic 
salt-f It easily forms basic salts, which have powerful tanning 
properties, and are usually deep green or greenish-blue in solution. 
The more basic forms are very unstable, and arc precipitated 
on boiling. The precipitated hydrate parts with water on boil- 
ing, and becomes much less soluble, both in alkalies and acids, 
and when ignited is converted into the oxide, which is practically 
insoluble in all reagents, unless it is first converted into chromic 
acid by oxidations at a high temperature with alkalies. 

The third oxide, Cr 0 3 , “chromic acid," or more strictly 
ch(omic anhydride (molecular wt. ioo), forms ruby-red crystals, 
which dissolve in water to an orange solution of chromic acid, 
CrOiH a , similar in constitution to sulphuric acid like whiefi it 
forms two series of salts, neutral chromates, mostly of a lemon- 
yellow colour, and acid chromates, which are orange in solution. 
On crystallisation these solutions yield anhydrochromates, such 


as potassium bichromate, of which the formula is 

* Sr. pat. 353,418,-April 17, uyoj. 
t Some crystallised normal salts are bright green, and the nature of the change of 
colour is l>y no means certain. Proinbly chromium salts are much .more complex 
than the formula: suggest. Chromium sulphates, for instance, often contain SO, in 
a foriuVhich is not precipitated hyr barium chloride tdl the complex acid ia decom- 
poaed, e.g. by boding with an alkali. 


(_rU 3 K 
O , 
CrOaK 


or 
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Cr,KjOj (molecular weight 294}, anji which contains nq, water. 
The ammonium and sodium salts are analogous, but the latter 
crystallises with 2Aq, and is very deliquescent. Its molecular 
weight is 299, and hence it may usually be substituted for an 
equal quantity of potassium bichromate than .which it is cheaper. 
Two parts by weight of bichromate yield approximately one 
part of chrome oxide Cr a 0 3 . 

Tree chromic acid is reduced to chromic oxide by most 
reducing agents, such as sulphurous, thiosulphuric and hydro- 
sulphuric acids, by ferrous salts, and by organic compounds such 
as alcohol, glucose and starch. If free chromic acid alone is 
present, or the reducing substance is insufficient in quantity for 
complete reduction, so-called “ chromic chromate,” or “ chromium 
dioxide” (probably Cr 0 3 Cr 2 0 3 ),’is formed, and the resulting pro¬ 
duct is brown, while in presence of excess of stronger acids, 
green or, in some cases, violet salts of chromic oxide are pro¬ 
duced. If the acid present is not sufficient -to produce the 
normal salt, basic salts are formed which vary according to the 
amount of acid present. These salts have the property of pro¬ 
ducing completely insoluble chrome leather, unaltered even on 
boiling ; but when certain organic substances are used for reduc¬ 
tion, violet organic compounds are formed which are unsuitable 
for tanning, and act upon skin as if strongly acid. The most 
favourable compound for tanning contains approximately 3CI to 
2Cr, the formation of which requires 5 molecules of HC 1 to 1 of 
potassium bichromate, and is easily made by adding the calcu¬ 
lated quantity of acid to a solution of bichromate, warming 
slightly, and adding glucose or sugar till the solution becomes a 
clear greenish-blue, carbonic acid being at the same time copiously 
cv&lved.* An equivalent quantity of sulphuric acid also pro¬ 
duces a similar solution of similar tanning properties, but giving 
a somewhat plumper and firmer leather. Basic solutions are 
also readily prepared by dissolving freshly precipitated chromic 
hydrate in solutions of sulphate or chloride of chromium, or by 
partially neutralising the acid of the normal salts with soda or 
sodium carbonate.f The degree of basicity most advantageous 

* Small quantities «>f organic matter often prevent precipitation of 0 , 0 ,. Organic 
acide and aldehydes arc among the organic products produced, and it is probably to 
the former that the injurious effects are due, while the action of aldehydes is advan¬ 
tageous to rapid tannage. The subject has not, however, been fully investigated. 

t Cp. Eng. Pats. 15,607, 1884, and 5491, 1886. 
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varies with the character of tagnage required. The more acid 
solutidus penetrate rapidly, but tan lightly, very basic salts 
precipitate in use, leaving a more acid solution. 

A formula given by the author,* which has been largely em¬ 
ployed in practical tanning, with excellent results, is 5 parts of 
concentrated sulphuric acid, 6 parts of bichromate (either of potash 
or soda), and 7 parts of good brown glucose or cane sugar. The 
bichromate is placed in a vessel, preferably stoneware or lead- 
lined, with say 12 parts of water, and the sulphuric acid gradually 
added with stirring so as to dissolve the bichromate by the heat 
produced. The glucose is now added in small portions to the hot 
liquor, which, if the quantity is large, may require time to cool, as 
the reaction is violent, and much gas and heat are evolved, while if 
the quantity is small, external heat (steaming) may be required 
to carry the reaction to its end, which is attained when the 
liquid is a bright green. Such a solution will contain about 
10 per cent, of Crj0 3 , and may be diluted as required for use. 
The quantity of glucose is excessive, though it possibly tends to 
fuller leather, but about three parts is all which is actually oxi¬ 
dised. Certain samples of glucose, probably containing dextrine, 
produce the dull violet compounds referred to, and must be 
avoided. Excessive heat should be avoided, as it drives off the 
aldehydes formed, to which the rapid tanning properties of the 
solution are partly due. 

Potassium Bichromate (Cr 3 K, 0 ,. molecular weight 294) is the 
usual starting-poin^ in the formation of chromium compounds. 
The most important determination is generally that of the 
chromic acid present, on which its value depends. 

* Estimation of Chromic Acid gravimetrically may be accom¬ 
plished by precipitation as lead or barium chromate, but most 
satisfactorily by reducing it to chromic oxide, by boiling its 
solution, acidified with hydrochloric or sulphuric acid, with a 
small excess of alcohol, till it becomes of a clear green coloui, 
and then, after boiling off, the excess of alcohol, precipitating 
with ammonia, ignjting and weighing in precisely the same way 
as alumina (p. 250). Iron, alumina or chromic oxide, if present 
in the original solution, may be removed by precipitation with 
ammonia before reducing the chromic acid. (On the separation 
of these metals, cp. pp. 250, 365.) 

Leelher Tnule* Review, Jan. 1J, 1897. 
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Volumetrically there are several rapid and accurate methods 
of estimation. A simple one, where'but few analyses are to be 
performed, is to weigh out from a weighing bottle a small quan¬ 
tity of pure, dry ammonium-ferrous sulphate into a porcelain 
basin, add 5 or 10 c.c. of dilute sulphuric acid, and then run in 
the chromate solution to be tested from a burette, till a small 
drop withdrawn with a glass rod no longer gives any greenish 
shade when mixed on a white plate With a drop of freshly pre¬ 
pared solution of potassium ferricyanide (“ red prussiate of 
potash”). O'392 grm. of ammonium-ferrous sulphate contains 
O’56, or) of its weight of iron, and consequently corresponds 
toO'052 of Cr, or 3-100 of Cr 0 3 , from which the quantity of 
chromic acid may easily be calculated. 

A convenient modification of this method is to add to the 
weighed quantity of ammonium-ferrous sulphate a measured 
quantity of the chromic solution insufficient to wholly oxidise it, 
and to titrate back the excess of ferrous salt with standard per¬ 
manganate solution. 3 ‘92 grm. of the iron salt are just sufficient 
for I grm. of CrO :t , and correspond to 10 c.c. of N/i perman¬ 
ganate. Hence, if 3'92 grm. are weighed out, and require 
2 ‘ 3 c.c. permanganate solution, the quantity of CrO a taken has 

been equal to ) or 0"jj grm. The permanganate 

solution is added till a faint permanent pink is produced. 

A rapid and convenient method, where many estimations 
have to be made, and especially with dilute solutions such as 
those in use in the two-bath process of chrome tanning, is as 
follows: A measured quantity of the chrome solution, which 
should not contain more than about O’l grm. of potassium"bi¬ 
chromate or its equivalent in chromic acid, is placed in a stop¬ 
pered bottle of 200 or 300 c.c. capacity, and 5 c.c. of concentrated 
hydrochloric acid, or an equivalent quantity of a dilute solution, 
and 10 cc. of 10 per cent solution of potassium iodide is added. 
The bottle iS closed and well shaken, and allowed to stand a few 
minutes at least. It is then titrated with,a N/10 solution of 
pure sodium thiosulphate (24'8 grm. per liter) until the brown 
coloration of the liberated iodine has nearly disappeared, when 
about I c.c. of starch solution is added, and the titration con¬ 
tinued till the violet-blue of the starch iodide has given place 
to the pale greenish tint of the chromium chloride. . Each' mole- 
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cule of. CrO a liberates 3 atlms of I, and consequently each c,c. 
of N/10 thiosulphate corresponds to 0^0049 grin. of potassium 
bichromate or o‘0033 of chromic acid. If pure thiosulphate is 
not at hand, a solution of about 25 grm. per liter of the purest 
attainable may be'standardised against the iodine liberated by 
20 c.c. of a solution pf potassium bichromate decinormal as 
regards oxidising power, and containing 4 ‘9 grm. per liter, 
which will correspond to 24*8 grm. per liter of sodium thio¬ 
sulphate. A similar method may be used to estimate the 
thiosulphate in “hypo liquors,” by adding the liquor to be 
tested from a burette to the iodine solution obtained by treating 
10 c.c, of the potassium iodide solution and 5 c.c. of hydro¬ 
chloric acid with 20 c.c. of N/10 bichromate, which will corre¬ 
spond to o’496 grm. of pure thiosulphate. No accurate results 
can be obtained tjy titrating thiosulphate solution direct with 
bichromate, as the oxidation is complex, and proceeds further 
than that with'iodine. The iodide used must be free from 
iodate, which may be tested by acidifying a little with hydro¬ 
chloric acid, when, if iodate is present, iodine will be liberated 
colouring the solution brown, and giving the usual reaction with 
starch. The hydrochloric acid must contain no free chlorine, 
which may be similarly detected, and if necessary allowed for, 
by a blank test. Thiosulphate solutions should be kept in the 
dark, and do not remain unchanged for more than a few weeks 
(cp. p. 307). , 

It is frequently desirable to determine not only the total 
quantity of chromic acid, but the relative amounts present as free 
acid and bichromate, or as bichromate and neutral chromate. 
It is obvious that all three of these cannot exist in the same 
solution, but it must not be forgotten that free chromic acid can 
coexist with other free acids, and that by any alkalimetrica! 
process they will be estimated together. Neutral chromate* 
reacts neutral with phenolphthalein, while bichromate and free 
chromic acid are jicid to it. ’If, therefore, bichromate and 
neutral chromate are present, the fotmer can be estimated by 
adding standard caustic potash or soda solution in presence of 
phenolphthalein till the latter is reddened. Every c.c. of deci¬ 
normal Mkali will in this case correspond to 0’0I47- grm. of 
potassium bichromate, O’0 10 of “ half-bound,” or O’ 005 of free 
chromic acid (CrO a ), as the question is one of acidity, and not 
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of oxidising power. Hence free Ihromic acid will consume 
double as much soda as when present as bichromate. 

If a solution contains O' 100 grm. of Cr 0 3 in whatever form, 
it will require 30 c.c. of N/10 thiosulphate to reduce the Iodine 
it evolves. If the chromic acid is free, it wilt also require 20 c.c. 
of N/10 soda to make it neutral to phenolphthalein ; while, if it 
is present as bichromate, only 10 c.c., and as neutral chromate 
no soda will be required. We may, therefore, deduce the fol¬ 
lowing rule. If the N/10 soda required to neutralise is less than 
one-third of the N/10 thiosulphate, each c.c. of soda corresponds 
to O'OIO of CrO a as bichromate, or 0-0147 °f potassium bi¬ 
chromate, and the remainder of the chromic acid indicated by 
the thiosulphate will be present as neutral chromate. If the 
soda is more than one-third of the thiosulphate, each c.c. in 
excess of one-third corresponds to o - oio grm. of free Cr 0 3 , and 
the remainder indicated by the thiosulphate is bichromate. If 
the soda exceeds two-thirds of the thiosulphate; the whole of the 
chromic acid is free, and the excess of soda over two-thirds cor¬ 
responds to some other acid. As the calculation is somewhat 
puzzling at first sight, some examples may be given. Suppose 
10 c.c. of a chrome solution requires 15 c.c. of N/10 thiosulphate 
and 7 c.c. of N/10 sodium hydrate, we have 


and 


or 


(j — X o-oio = 0-02 grm. of free Cr 0 3 , 

y X o-oio = 0-05 grm. of Cr 0 3 as bichromate, 
0-0737 of potassium bichromate. 


If only 4 c.c. of N/10 sodium hydrate were required, we 
should have 0-04 grm. of Cr 0 3 present as bichromate and o-oi 
grm. as neutral chromate, the 15 c.c. of thiosulphate employed 
showing that o 05 grm. of CrOj in all was present 

It is also possible to estimate the free chromic acid directly, 
and .the following methods are taken from a paper by Mr. 
Carlton Heal and the author, which was published in the Joum. 
Soc. Chem. Ind., 1895, p. 248. The'first is a modification of one 
published by M'Culloch,* and depends 0,1 the fact that free 

• Chem. Newt, 1887, Iv. p. ». 
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chromic acid is oxidised to bits perchromic acid by hydrogen 
peroxide, while bichromates are unaffected. Perchromic aCid 
corresponds to the fourth oxide of chromium already mentioned, 
but is so unstable that little definite is known of its constitution. 
It is soluble in ethfr, forming a deep blue solution which retains 
its colour for a short time. The analysis is carried out as follows. 
A measured volume cf the solution in which the free chromic 
acid is to be determined is introduced into a narrow stoppered 
bottle, or more conveniently, into a 4 oz. stoppered separating 
funnel, and rendered alkaline by addition of a known volume, 
say 5 c.c. of N'/io sodium carbonate solution and 1-2 c.c. of" 10 
volume" hydrogen peroxide, and about 1 inch depth of ether are 
added. Great care must be taken that both these reagents are 
thoroughly neutral, and especially the hydrogen peroxide, which 
is generally supplied in slightly acid solution, and in most cases 
requires a few drops of soda solution to make it neutral to litmus, 
or the amount of sodium carbonate neutralised must be deter¬ 
mined by a blank experiment. The solution is now titrated 
with N/10 HC 1 , shaking well after each addition, till the ether 
takes a faint blue tinge, visible against a white background in a 
good light. Deducting the amount of acid used from the volume 
of soda solution, the remainder is the soda consumed in converting 
the free chromic acid into bichromate, and each c.c. of this corre¬ 
sponds to o'oro of Cr0 3 . If the separating funnel is employed, 
the neutralised solution can be run off, retaining the ether for 
another titration. '•Dreher employs the same reaction for the 
colorimetric estimation of chrome and chromic acid * 

. Another method invented by Mr. Carlton Heal depends on 
the precipitation of a basic copper chromate from copper sulphate 
by the least trace of neutral chromate in a boiling solution. To 
a measured quantity of the clear chromate solution, 2-4 drops of 
a 5 per cent, neutral solution of copper sulphate is added, and 
the liquid is titrated at boiling temperature with N/10 caustic 
soda. Immediately the whole of the free chromic acid is con¬ 
verted into bichromate, and a trace of neutral chromate begins 
to be produced, a very noticeable brown precipitate is formed, 
which serves as an indicator. In clear solutions this method is 
equally accurate with that just described, but its practical use 
for '-•’rome tanning solutions is limited by the fact that organic 
Collegium, 1903, p. ill, 
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matter dissolved from the skins produces a turbidity which resists 
all ordinary means of filtration. The ditermination of free chromic 
acid in used chrome liquors is, however, rendered of less import¬ 
ance by the fact ascertained by Mr. Heal and the author, that 
under ordinary circumstances all free chromic^acid is absorbed by 
the skin, and only bichromate is left, which does not seem to be 
taken up in appreciable quantities.* 

Determination of Chromium in solutions of chrome salts , such 
as the basic liquors used in tanning, in the absence of organic 
matter, is of course easily performed gravimetrically like that 
of alumina by precipitation with ammonia, as has been already 
mentioned. Rough estimations may perhaps be made colori- 
metrically, but the colour of basic solutions varies so much that 
no great accuracy can be expected. .Better results are obtained 
by oxidation with nitric acid, or hydrochloric acid and potassium 
chlorate or a persulphate, and comparison in alkaline solution as 
neutral chromate. Acid chromates are much influenced in 
colour by dilution and the presence of neutral salts. Its rapid 
volumetric estimation, however, is a matter somewhat difficult. 
The problem is to find an oxidising agent which is powerful 
enough to oxidise the whole of the chromium to chromic acid, 
and which can itself be completely removed from solution before 
titrating with iodide of potassium and thiosulphate. Hydrogen 
peroxide, which naturally suggests itself, although it raises some 
chromic acid to a still higher state of oxidation, acts also as a 
partial reducing agent, with evolution of oxygen. Sodium per¬ 
oxide in alkaline solution oxidises chrome salts rapidly to chromic 
acid, but must be completely destroyed by boiling before acidifi¬ 
cation, which demands perhaps half an hour, and considerable 
care is needed to secure complete oxidation, and to avoid low 
results.f The following method is satisfactory in absence of 
organic matter, in the presence of which it is liable to fail from 
Kie formation of green alkaline manganates which are not de¬ 
composed by boiling. A measured quantity of the chrome 
solution, which should not coiftain more than O' 25 grm. of 

* Cp. Journ. Soc. Chon. Ind., 1S95, p. 24S j 1900, p. 22b, 

t A Men (Journ. A.L.C.A., 1906, p. 174; Collegium, 1906, p. 327) obtained very 
satisfactory remits with sodium peroxide, end states that a few minutes’ boiling is 
sufficient to destroy any excess. It is undoubtedly the most convenient' reagent. 
For oxidising by fusion, Alden recommends the use of sodium peroxide in a* iron 
crucible. 



ANALYSIS OF ALUM AND CHROME, S6J 

CrjO fc is rendered decidedly alhaline with sodium hydrate and 
raised to a boil, and Nl/i potassium permanganate is added till 
the supernatant liquor remains pink after boiling for two or three 
minutes. A drop or two of alcohol is now added, and the 
boiling continued \jll the pink disappears, when the solution is 
cooled, made up to 250 c.c. and filtered, and the chromic acid is 
determined in 50 c.c. with potassium iodide and thiosulphate, as 
on p. 258. In most cases evaporation to dryness, and ignition 
with magnesia and sodium carbonate, as on p.265, is to be pre¬ 
ferred. 

Determination of Chromium and Alumina in Leather .— 
General methods for the analysis of leathers and leather ashes 
are given in Section XXII., but as determinations of the mineral 
constituents of chrome leathers are frequently necessary, and 
form a somewhat special case, their execution may be here con¬ 
veniently described. 

The leather is incinerated in the Usual way (p. 363), and the 
principal constituents of the ash are salts of alumina and chrome, 
frequently mixed with iron used as a dye-mordant or even as a 
tanning agent, and with traces of lime and alkaline salts from 
imperfect deliming and washing of the leather after chroming, 
reducing or neutralising, or from the soaps employed in fat- 
liquoring. 

As obtained from the ignition of leather all three bases are 
usually in a very insoluble form, and especially chrome oxide 
when strongly ignited is quite unattacked even by prolonged 
digestion with concentrated acids. Recourse must, therefore, be 
hjd to fusion with alkaline bases with which the chromium is 
readily oxidised to soluble chromates, and the alumina forms 
soluble aluminates, while ferric oxide remains undissolved. -For 
qualitative detection of chromium, fusion of a trace of ash in a 
borax bead in a loop of platinum wire is a sufficiently delicate test, 
minute quantities producing an intensely green glass. In absence 
of chromium iron produces a pale green glass in the inner or 
reducing, and a yellow in the outer or oxidising flame of the 
Bunsen burner or blowpipe, but these reactions are quite covered 
by mere traces ’of chromium. Iron may be detected by the 
ordinary thiocyanate or, ferrocyanide reactions in the solution 
obtained by digesting a portion of the ash with concentrated 
hydrochloric acid in a porcelain basin, the chromium remaining 
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mostly undissolved. Platinum Shouljl not be used, as it may be 
attacked by the chlorine which is liberated. There is no satis¬ 
factory qualitative test for alumina, but in absence of iron and 
chromium it may often be detected in the leather by moistening 
with an alcoholic infusion of logwood, which gives a violet 
coloration if alumina is present, but is useless in presence of iron 
and chrome, which produce still deeper colorations. For actual 
proof of the presence of alumina, it is necessary to resort to 
quantitative separation. 

For this purpose it is most convenient, after powdering the 
ash very finely, preferably in an agate mortar, to mix it inti¬ 
mately with three or four times its weight of a mixture of about 
equal parts of dry K 3 C 0 3 and Na 3 C 0 3 and ignite it in a platinum 
crucible gently at first but finally before the blowpipe, placing 
the crucible sloping so that air obtains free access to the mixture. 
When the process is complete the melt should be pure yellow 
or at least quite free from ‘green tinge. The operation ipay be 
shortened by the addition of small portions of sodium peroxide 
towards the end of the operation, but this is not only somewhat 
injurious to the crucible, but the peroxide must be completely 
decomposed by boiling before the direct volumetric estimation 
of the chromic acid. The Cr now exists as sodium and 
potassium chromates, the alumina as aluminates, and the Fe as 
insoluble Fe 3 0 3 . The melt is cooled rapidly by placing the 
crucible on a cold iron plate, which makes the mass separate from 
the crucible, and is treated with hot water, when the Cr and A 1 
pass into solution, and the undissolved* iron oxide may be col¬ 
lected on a filter, washed, ignited and weighed as Fe 3 0 3 . To the 
filtrate (with the washings) excess of ammonium chloride is added, 
or die liquid is first rendered acid with HC1 and boiled to expel 
C 0 3 , and is then rendered slightly alkaline with ammonia and 
boiled to precipitate the A 1 3 0 3 which is filtered off, ignited and 
Weighed. The Cr 0 3 in the filtrate may now be estimated volu- 
metrically with potassium iodide atfd thiosulphate (p. 258), or 
reduced by acidifying and boiling with a little<alcohol and finally 
precipitated as Cr 3 0 3 and estimated gravimetrically (p. 257). 
The sathe method of separation is applicable to precipitates con- 


* If any considerable portion remain! undissoleed, it it safes', to mix with a fresh 
portion of fnsion-mixturc, and repeat the fusion, so as to be sure that no Cr or A1 
remains undissolred. 
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taming-Fe, Cr and Al obtjinecf in analysis by precipitation of 
the “ third group " metals with ammonia. 

Where estimation of magnesia is not required, the fusion- 
mixture of potassium and sodium carbonates is conveniently re¬ 
placed by one of equal parts of MgO and Na,CO» which does not 
fuse but merely sinters, so that it can be readily and frequently 
stirred with a platinum Wire. If the quantity of mixture does not 
exceed I or 2 grm., the oxidation is readily completed in about 
20 minutes over a Teclu burner. The mixed chromates are dis¬ 
solved with dilute HC 1 , and the chromic acid is estimated with 
potassium iodide and thiosulphate as on p. 258. The same 
method is conveniently applied to chrome-liquors, by evapora¬ 
ting a measured quantity to a small bulk in the crucible, adding 
the fusion-mixture, and after evaporation to dryness, and, if 
necessary pulverisation, completing the ignition as above. 

With the methods which have been given in this section, 
there no diffiaulty in determining the proportions of chromic 
acid, chromate and bichromate in a used liquor containing chro¬ 
mates only, but the question is much complicated if normal and 
basic salts of chromium and aluminium must also be considered. 
The degree of basicity of chrome liquors is also difficult to deter¬ 
mine, especially where aluminium is also present. 

In this case the only accurate method is probably to deter¬ 
mine the whole of the bases and the whole of the acids, but 
results of very considerable accuracy are obtained by titration 
of the diluted boiling solution with N/l sodium hydrate in 
presence of a rather large quantity of phcnolphthalein. None 
ofahe ordinary impurities contained in tanning liquors interfere.* 
Kopeckyf estimates acidity by boiling with magnesium 
carbonate, and determining magnesia in the filtrate, and from 
this calculating the acid. The method is somewhat tedious but 
appears otherwise satisfactory, though the formation of basip 
salts does not seem unlikely. Procter and McCandlish {J.oc. cit.) 
attempted to estimate aciSity, by titrating the carbonic acid 
liberated by boiling with sodium carbonate, but though theore¬ 
tical results were obtained when the CO» was liberated with 
acids, no good concordance with theory could be obtained with 
chroma salts, presumably from the formation of undecomposed 

Procter and McCandliah, Joum. Soc. Chem. Ind., 1907, p, 458.' 

Joum. A.L.C.A., 1906, p. 261. 
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basic salts. Appelius and Scball have recently published a 
similar method in which the CO, is absorbed and weighed, and 
the experiments they quote show a satisfactory agreement with 
theory. 

Much chrome liquor is usually run awa> unexhausted, from 
the fear that for want of more accurate knowledge it cannot be 
so strengthened as to exactly reproduce its original character. 
This fear is usually much exaggerated, and the practical chemist 
finds no difficulty as a rule in using the same liquor repeatedly, but 
where this is not done the recovery of the chrome is worth atten¬ 
tion. Probably the cheapest way is to reduce the whole to chrome 
oxide with “ hypo ” liquors, and after precipitation with lime, to 
furnace the sludge with potash or soda and recover bichromate. 
A more practicable method for tanners is to precipitate with 
sodium carbonate, and to use the chromium hydrate in the produc¬ 
tion of basic liquors. Chromic acid may be precipitated by barium 
hydrate, or barium chloride with an equivalent of lime qf soda, 
and the barium chromate so obtained, acidified with sulphuric 
acid, will give a solution of chromic acid which may be used in 
the two-bath process. 


SECTION XVIII. 

DETECTION AND ESTIMATION OF GLUCOSE. 

The detection and estimation of sugars (glucose, etc.) is i'm- 
potjant to the leather manufacturer in several directions. In 
leather, glucose or starch syrup is often employed as a weighting 
material, and its detection and the estimation of added weight 
are often desired. It is sometimes similarly added as an adul¬ 
terant to extracts, but bodies which behave like sugar are normally 
present in most tanning materials, where the^ play an important 
part as sources of acetic and lactic acid which are required in 
the liquors. It is obvious, that as traces of sugars are always 
found in tanning materials and therefore in leather, it is necessary, 
in order .to prove adulteration, to know how much hiay be 
naturally present, and to determine quantitatively that‘more 
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exists than can be so accountecLfor. For some further informa¬ 
tion on sugar in tanning materials, see pp. 276, 360. 

As the quantities found are often very small, it becomes de¬ 
sirably to somewhat vary the methods adopted in ordinary sugar 
determination, so as to avoid the necessity of concentration, and 
of the use of inconveniently large quantities of material The 
subject has been investigated by Simand* and by v. Schroeder, 
Bartel and Schmitz-Dumont.t and the methods given are 
selected from those they describe. They are modifications of 
that originally discovered by Fehling. 

Preparation of Fehling's Solution .—This is best prepared in 
two separate solutions which are only mixed at the time of 
using. It is suitable cither for Fehling’s original volumetric 
method, or for the gravimetric process of Allihn and its modi¬ 
fication adopted by v. Schroeder. 

(1) 34'639 grro. of the purest crystallised copper sulphate 
is dissolved in distilled water, 10 c.c. of normal sulphuric acid is 
added, and the whole made up to 500 c.c. 

(2) 173 grm. of pure crystallised potassium sodium tartrate 
(Rochelle salt) and 125 grm. of caustic potash ‘‘pure by alcohol,” 
are dissolved in water and made up to 500 c.c. 

Simple Volumetric Method .—Though of less accuracy than 
the gravimetric method (which should always be used where an 
absolute determination is required), the volumetric method is 
sometimes very convenient as affording an approximate estimate 
of the sugar present, wr as a semi-qualitative test for adulteration. 
Solutions containing tannin must be detannised and decolorised 
by^basic lead acetate solution as described below, but where 
great accuracy is not expected it is not always important to 
remove the excess with sulphate. 

The decolorised and neutralised sugar solution, which should 
contain about £ percent, of reducing sugar, is placed in a burette. 

5 c.c. of each of the solutions 1 and 2 are placed in a small flask' 
or boiling tube held in a clip in a retort stand ; 40 c.c. of water 
are added and a few pieces of broken pipe-stem to prevent 
bumping. The liqhid is brought to a boil over a small flame, 
and the sugar solution is run in 1 or 2 c.c. at a time, the liquid 
being boiled up between qach addition. When the blue colour 

* Zeit. fiir angew. Chcm., 1892, Heft 2 2. 
t Ding. Polyt. Joum., ccxciii. (1894), p. 229. 
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has nearly disappeared, the s#gar solution may be added in 
smaller quantities, and the red cuprous oxide allowed to subside 
after boiling, until on looking through it at a window, or white 
surface, the supernatant liquor appears colourless, or. faint 
yellow. The requisite amount being approximately found in 
this way, a second titration must be made, adding nearly the 
whole of the required sugar solution at 'once, so that the entire 
boiling does not last longer than two minutes. Approximately 
to c.c. of a £ per cent, sugar solution will be required, and if less 
is needed, the solution should be diluted accordingly and the 
titration repeated. If, as is generally the case in the analysis of 
leather and tanning materials, the sugar solution is so weak that 
more than 10 c.c. is required to effect decolorisation, it is best to 
reduce proportionately the water otherwise added to the Fehling’s 
solution. Considerable accuracy may be obtained by direct 
comparison with a standard sugar solution, diluting in both 
cases with water, so that the same total volume is employed, 

• and heating in a final titration for exactly the same time. 

Under the conditions given, the 10 c.c. of mixed solution will 
be reduced by the following approximate quantities :— 

O’OSOO grm. of glucose (dextrose, lcevulo.se, or invert sugar). 

CO475 „ sucrose (cane sugar), previously inverted. 

cv0678 „ lactose (milk sugar). 

O'0807 „ maltose (malt sugar). 

These quantities are, however, dependent on the exact con¬ 
ditions under which the titration is performed, and vary slightly 
with the dilution of the solution and the length of time for which 
it is boiled. It is best, therefore, to determine the amount by 
cofnparison with an actual sugar solution, and as the exact 
character of the sugars to be estimated is unknown, it is con¬ 
venient to use sucrose (cane or beet sugar), which is always 
attainable in a state of great purity. Sucrose, however, is only 
reduced by Fehling’s solutioq when it has been previously 
" inverted," or converted into glucoses, by Uhe action of acid. 
These glucoses may for the present purpose be assumed to be 
identical in their action on the solution, though strictly this is 
not quite the case. A standard sugar solution may be prepared 
as follows : 0'95 grm, of good lump sugar is dissolved in,about 
75 cc. of water, 2 c.c. of N/i HC 1 is added, and the mixture is 
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heated an the boiling water-bath ft>r 30 minutes. The acid is then 
neutralised with 2 c.c. of N/t NaOH or Na a C 0 3 solution, and 
made up to 200 c.c. This solution should be equivalent to a 
O'5 per cent solution of glucose, and should decolorise a mix¬ 
ture of S c.c. of each of the two Fehling’s solutions ; and if this 
is not exactly the case, a suitable factor must be calculated for 
the Fehling’s solution' under the prescribed conditions. Un¬ 
adulterated leathers rarely contain 1 per cent and never more 
than 2 per cent, of sugar, except perhaps when tanned with 
myrobalans or pine-bark, or one or two other materials which 
are particularly rich in sugar, while it is hardly likely less than 
S per cent, would be added as an adulteration. Thus, if 10 grm. 
of the suspected leather be extracted with warm water and the 
solution after decolorising by addition of lead solution be made 
up to 250 c.c. and filtered, at least 16 c.c. will be required to 
decolorise the io'c.c. mixed Fehling's solution, if the sample is 
not adulterated 

Von Sdtroeder's Gravimetric Method.—This is a modification 
of Allihn’s method specially adapted for the small quantities of 
sugars naturally found in tanning materials and leathers ; and 
is much more accurate than the volumetric method just de¬ 
scribed. As the result is to a marked extent dependent on the 
concentration of solutions and the time of heating, the details 
given must be rigidly adhered to in order to get accurate results, 
and the special table of Koch and Ruhsam given by v. Schroeder 
must be employed!* 

Preparation and Decolorisation of Solutions. —It is necessary 
to'remove all tannin and gallic acid as well as colouring matters. 
This is best accomplished with basic acetate of lead. The lead 
solution is prepared by rubbing together 360 grm. of pure lead 
acetate, 100 grm. of pure and finely powdered litharge, and 
50 c.c. of water, and digesting the mass on the water-bath till it 
becomes white, water being added as required to replace evapo¬ 
ration. The mass is made up to 1 liter with distilled water, 
allowed to settle, and filtered. 

10 c.c. of the lead solution is titrated with a strong solution 
of sodium sulphate till no further precipitate is produced, and 
100 times the quantity of sulphate solution so employed is made 
up Ifi 1 liter. The titration need not be very accurate, but it is 
better to have the sulphate a little in excess than the reverse. 
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Sodium sulphide may, if required, J>e used as an indicator by 
spotting on filter-paper, as on p. 56. 

The tanning infusion or leather extract (sec pp. 276, 360) 
should contain at least 1 ’5 grm. of solids per too c.c., and'if the 
solutions employed for tannin analysis be used, it must be con¬ 
centrated to this extent by evaporation. It must not, at the 
most, contain more than 1 per cent, of sugar, but very small quan¬ 
tities can be satisfactorily estimated. To 200 c.c. of this solution, 
which need not be carefully filtered, 20 c.c. of the basic lead solu¬ 
tion is added, well shaken, and allowed to stand for 15 minutes 
and filtered through a dry filter. The filtrate should give no 
further precipitate with a drop of the lead solution. Should it 
do so, more both of this and of the sodium sulphate must be 
used, and allowed for in calculating the results. To no c.c. of 
the lead filtrate 10 c.c. of the sodium sulphate solution is added, 
and after the lead sulphate has completely 'settled, the liquid 
is again filtered through a dry filter. If the above-meptioned 
quantities have been used, 120 c.c. of this filtrate is equal to 
100 c.c. of the original infusion, and the sugar found must there¬ 
fore be multiplied by 1 ‘2 to bring it to original value. If 30 c.c. 
of lead solution is required, 115 c.c. of the filtrate must be treated 
with 15 c.c. of sodium sulphate, and the result multiplied by 1 ■ 3. 

Determination .—30 c.c. of each of the Fehling’s solutions 
and 60 c.c. of water are put into a beaker of 200 c.c. capacity, 
and brought to a boil over a flame. The beaker is then placed 
in a boiling water-bath, 25 c,c. of the decolorised sugar solution 
is introduced and stirred up, and maintained at boiling tem¬ 
perature for exactly 30 minutes. If the sugar solution is very 
weak, 50 or 75 c.c. may be used, the water added to the Fehling's 
solfltion being correspondingly reduced, so that the total volume 
remains 145 c.c. 

At the expiration of 30 minutes the liquid is allowed to settle, 
and at once filtered through a weighed asbestos filter by aid of 
the filter-pump. The filter (Fig t 18) consists of a piece of com¬ 
bustion tube about 10 cm. long and 1-2 emt interior diameter. 
The lower end is drawn out to about half its original diameter, 
while a" small funnel is fitted into the top with a perforated 
rubber cork. A small plug of glass wool is placed in the conical 
part to prevent fibres of asbestos being carried through* and 
about 3 cm. of the tube is filled with fibrous asbestos, of which 
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the lower part is pretty closely packed, while the upper part is- 
quite loose. Packed in thisbvay the filter is much less liable to 
choke, as a large part of the cuprous oxide is caught on the 
loosely packed layer. As some samples of 
asbestos are somewhat soluble in the solu¬ 
tions employed, it is well to wash the 
asbestos before using with hot 20 per cent, 
solution of caustic soda, and then with 
distilled water, and to make a blank experi¬ 
ment with a filter to ascertain that its weight 
remains constant. 

The precipitate is thoroughly washed 
with hot water, and then with alcohol, and 
finally with a little ether to quicken the 
drying, which may be accomplished in an air- 
bath in less than 1,5 minutes. The tube is 
then gently ignited with a slight current of 
air thrdligh it to destroy possible traces of 
organic matter, and the copper reduced in a 
stream of pure dry hydrogen, the tube being 
heated by a Bunsen burner. The reduction 
takes place at a low temperature, and it is 
not necessary to bring the tube actually in 
contact with the flame, and especially the 
glass wool must not be ignited. When the 
precipitate has taken, the colour of metallic 
copper, it is allowed to cool in the stream of Fl(J , s 

hydrogen. A little dry air is now sucked 
through to expel the hydrogen, and the tube is weighed ; and 
from the gain in weight the amount of glucose is found by 
means of the table on pp. 272 and 273. The same filter may 
be repeatedly used if the copper be removed with a few drops 
of strong nitric acid, and the filter well washed with water,' 
alcohol and ether, dried and re weighed. Under this treatment 
, a good filter should not lose any'appreciable weight. 

In place of using the asbestos tubfe and reducing to metallic 
Cu, small ordinary»quantitative filter papers may be employed, 
preferably with a perforated platinum (or parchment-paper) cone 
in the flmnel and with the- aid of the vacuum-pump.- As the 
Cu ,0 Is very finely divided it is sometimes necessary to use a 
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double filter. The precipitate should be first washed repeatedly 
by decantation to free it as far a# possible from the alkaline 
solution, and afterwards on the filter till the latter no longer 
reacts with phenolphthaiein. Paper absorbs and obstinately re¬ 
tains traces of copper, and Fehling’s solution sometimes gives 
a slight precipitate when boiled alone, so that it is necessary to 
determine these errors by a blank experiment without sugar, 
and use the result as a correction. The paper is dried in a 
basin or crucible, slowly charred and heated for some time, first 

Tasi.k fur the Di'.tkrmination of thk Glucose in Tanning Materials, 
from nit. Weight of Copper Reduced, after Heating Fxhling's 


Solution with thj: Glucose Solution 
andK. Ruhsatn.) 
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‘39 

66-6 

*77 

« 5*4 

26 

10-7 

; 84 

1 28-5 

|; 102 

48-0 

140 

67*1 . 

*78 

85*9 

27 

Ml 

1 85 

I > 9 *o 

i; 103 

48*5 

* 4 * 

67*6 

*79 

864 

28 

11 '6 

66 

i 29-5 

1, 104 

49 *o 

142 ! 68 -1 

180 

869 

29 

ia-o 

*1 

! 30*0 

1 ,0 f 

49*5 

‘43 

88*6 

181 

87*4 

30 

12-4 

1 <* 

1 3»*5 

106 

500 

144 

69-1 

182 

87*9 

3 ' 

129 

89 

i 3 ‘ 0 

I 1 107 

5 o *5 

>45 

69 6 ; 

*83 

88-4 

3 » 

> 3*3 

1 70 

! 3**8 

• 108 

51*0 

146* 

70'1 

<84 

88 9 

33 

‘ 3*7 

1 71 

1 3 *** 

1 >09 

51*8 

: 14 Z 

70*6 ij 

185 

89*4 

34 

14 * i 

1 7 * 

; 3 >*« 

i| IIO 

521 

1 ‘48 

7 >*‘ l| 

186 

* 9*9 

35 

‘ 4*6 

73 

! 33 * > 

ji in 

52'<r 

149 

7‘*5 

*?7 

90*4 

3 * 

150 

; 74 

33*6 

: 112 

53 > 

, ‘50 

72*0 

x 5 s 

90*9 

37 

> 5*4 

: 75 

i 341 

| "3 

53*8 

; 151 

W 5 ■! 

189 

9‘ 3 

30 

‘ 5*9 

76 

1 34*8 

j " 4 

54*1 

‘52 

73*0 , 

190 

91*8 
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. Table foe the Determination of Glucose— amtimud. 


Cu. 

Glucotc. 

Cu. 

t'»lucL>>e. 

Cu 

Glucose. 

Cu 

Glucose. 

Cu. 

Glucose 

mgr. 

* mgr. 

mgr. 

mgr. 

mgr. 

mgr. 

mgr. 

mgr. 

mgr. 

mgr. 

*9* 


249 

,122*1 

308 

1 $2'2 

363 

■83-7 

420 

216*7 

192 

91s 

250 

‘**-7 

3°7 

152-8 

364 

184-2 

421 

217*3 

193 

9.V3 

25* 

1*3* 

308 

•53’3 

38.5 

■84-8 

422 

217*9 

>94 

93'» 

252 

>*3'> 

3«l 

•53*9 

366 

185-4 

423 

218*4 

*95 

94| 

253 

1*42 

3"> 

'544 

387 

i86‘o 

424 

2190 

196 

94 8 

254 

1248 

3" 

1550 

368 

186-5 

425 

2196 

*97 

95'3 

255 

l2 5"3 

3'* 

*55 5 

389 

187-1 

426 

220*2 

198 

95‘8 

256 

125& 

3 ‘ 3 

1560 

370 

1877 

427 

220*8 

199 

9"'3 

257 

126-3 

3'4 

'50-5 

37' 

188-3 

428 

221 *4 

200 

96-8 

258 

126-9 

3'5 

'57'l 

372 

188-8 1 

429 

221 *9 

201 

97’3 

259 

127 5 

3' 6 

157-6 

373 

189-4 

430 

222*5 

202 

07-8 

260 

12S 0 

3 ‘Z 

• 58-1 

374 

1900 

43 * 

223*1 

203 

9»3 

261 

1*8-5 

3*8 

•58-7 

375 

1906 

452 

2237 

204 

98'8 

262 

1290 , 

3'9 

• 59-2 

378 

191-1 

433 

224*4 

205 


263 

■*9'5 

;2o 

• 59-8 

377 

191'7 

434 

225*1 

206 

99 8 

204 

130-1 

3*' 

160*3 

378 

1923 

435 

225*8 

207 

ioo* 1 

265 

1306 

3*2 

160-9 

379 

192-8 

436 

226*4 

20S 

1008 

260 

131 1 

323 

101 -4 

3»o 

■93'4 

437 

227*1 

209 

101*4 

267 

131-6 

324 

162*0 

38' 

1940 

438 

227*8 

210 

lory 

268 

132-2 

325 

162-5 

382 

194-6 

439 

228*5 

211 

ft>2‘4 

269 

'3*’7 , 

326 

'63-0 

383 

195'2 

440 

229* 1 

212 

102 *9 

270 

•33’2 

327 

'63'6 

384 

195 7 

441 

229*8 

213 

103*5 

2-1 

'3-3 7 

328 

164' 1 

385 

I96-3 

442 

230*5 

214 

104 0 

272 

'34'* 

329 

104-7 

3S6 

I969 

443 

231*2 

2*5 

*04*5 

2/3 

1347 

33° 

165 -2 

387 

I97 5 

444 

231*8 

210 

1050 

274 

I3;3 

33' 

165-8 

388 

198*0 

445 

232 *5 

217 

*05 *5 

275 

I35'8 

33* 

166-3 

.289 

I98‘6 

446 

2.33*2 

218 

1060 

27O 


333 

i 06'9 

39° 

199 *2 

447 

233*9 

219 

106'6 

277 

130-8 

334 

167-4 

39' 

199*8 

448 

234*5 

220 

107* 1 

278 

'37'4 

335 

107-9 

39* 

200*3 

449 

235*2 

221 

107-6 

279 

1379 

330 

i08‘4 

393 

200*9 

450 

235*9 

222 

108* x 

2S0 

I38'4 

337 

1690 

394 

201*5 

451 

236*6 

2 23 

108 *7 

281 

1390 

338 

169-5 

395 

202* I 

452 

237*2 

224 

109*2 

2S2 

n ' 39'5 

339 

170-1 

396 

202*7 

453 

237*9 

325 

109-7 

283 

1400 

340 

170-6 

397 

203*2 

454 

238*6 

226 

1102 

284 

'40'5 

34' 

171-2 

39 s 

203*8 

455 

239*3 

227 

110-7 

285 

141'1 

342 

171-7 

399 

204*4 

456 

239*9 

928 

111*2 

286 

1416 

343 

1722 

400 

205*0 

457 

240*6 

229 

in 8 

287 

142-1 

.344 

172-8 

401 

205*6 

458 

241*3 

230 

112*3 

288 

142-0 

545 

•73'3 

402 

206*2 

459 

242*0 

23* 

112-8 

289 

'43 ■* 

346 

•73‘9 

403 

206*8 

4(0 

242*6 

232 

**33 

290 

•43'7 

347 

'74-5 

404 

207*3 

461 

243*3 

233 

113*8 

29I 

1442 

348 

•75'° 

405 

207*9 

462 

2440 

234 

1*4*4 

292 

•44'7 

349 

'75*8 

40(3 

208*5 

463 

244*7 

235 

1*4*9 

293 

•45-3 

350 

176-2 

407 

209* 1 

464 

245 f 

236 

1*5*4 

294 

145-8 

?5I 

176-8 

408 

209*7 

465 

246*0 

237 

1*5*9 

295 

'483 

-352 

•77-3 

409 

210*2 

466 

246 * 7 

23* 

116*4 

296 

1469 

353 

•77'9 

410 

210*8 

467 

247*4 

239 

117*0 

297 

/ '47 4 

354 

■78-.5 

4*1 

211*4 

463 

248*0 

240 

1*7*5 

2 9 s i 

'479 

355 

'79' 

412 

212*0 

469 

248*7 

241 

1180 

*99f 

1484 

356 

• 79-6 

4*3 

212*6 

479 

249*4 

242 

1185 

300 

1490 

357 

1802 

4>4 

213*2 

471 

250*1 

243 

1190 

3°' 

'49'5 . 

358 

180-8 

4*5 

213*8 

472 

250*8 

244 

«9*5 1 

3<a 

150-1 * 

359 

181 '4 

416 

214*4 

473 

251*4 

245 

120- 1 

303 

150-6 

300 

181-9 

4*7 

214*9 

*474 

252*1 

246* 

120*6 : 

3 <H 

151-1 r 

361 

182-5 

418 

215*5 

475 

252*8 

247 

121*1 

121*6 

3°5 

■S*'7 ; 

362 

183-1 1 

4*9 

216*1 

476 

253'5 
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to a dull, and afterwards to a bnight red heat, and the precipitate 
is weighed as CuO, which must be reduced to Cu for comparison 

0 *6 

with the table by multiplication by or practically by O'8, 


If complete oxidation is difficult, the precipitate may be 
moistened with concentrated nitric acid and again ignited. 

Hellon, Winter Blyth, and others,, redissolve the copper 
oxide in dilute nitric acid, and deposit elcctrolytically on a 
platinum dish, a continuous current of i to I ampere current- 
density and 2'2 to 2'5 volts being used. The solution (looc.c.) 
should not contain more than 3 per cent, of nitric acid, and 
the temperature should be 20° to so 0 C. When all the Cu has 
been deposited, which will require from two to five hours, and 
may be tested by addition of ammonia to the solution, the dish 
is washed with distilled water while the current is still passing, 
till all nitric acid is removed. The deposited copper is now 
washed further under the tap, rinsed with methylated alcohol 
and then with ether, dried in water oven, cooled, and weighed, 
the basin being afterwards freed from copper with nitric acid. 
An ordinary electric supply may be used if of continuous current, 
the resistance being regulated by lamps. The anode is a piece 
of platinum foil, and the basin, forming the cathode, is connected 
to the negative wire, and is conveniently placed in a photo¬ 
graphic tray to receive the washings. 

It must be borne in mind that the glucoses which are em¬ 
ployed for weighting leather are by no means chemically pure, 
but contain variable quantities of maltose and dextrin, the 
colourless glucose syrup especially containing much larger 
quantities of dextrin than the ordinary solid glucoses. As 
Fehling’s solution docs not reduce dextrin when free from 
sugar, a mere determination of glucose alone gives but little 
information as to the actual amount of weighting material em¬ 
ployed. If, however, such glucoses containing dextrin are 
heated with dilute acid, the dextrir. and maltose are converted 
into an equivalent weight of glucose, wh^ch can be directly 
estimated by Fehling's solution. Ninety-three parts of starch 
yield too parts of glucose as estimated by I’ehling's solution,* 
and dextrin and maltose occupy an, intermediate position, so 
that no great error is involved if it is assumed that the total 


* Noyes and others, Journ. Am. Ch. Soc., 1904, xxyi. 266 a stq. 
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weight of glucose found after conversion is equivalent to the 
original weight of dry matter added, since, of course, commercial 
glucose always contains impurities which are not converted into 
.sugar; and it is practically impossible to hydrolyse starches 
and dextrins completely, the attainable maximum being of 
some 96 to 98 per cent. To the detannised solution containing 
glucose and dextrin, 10 per cent, by volume of hydrochloric acid 
of sp. gr. 1 • 125 is added,* and the solution is raised to 100° C., 
and heated on a water-bath for two hours, either in a closed flask 
or with a reflux condenser to prevent evaporation. 90 per cent, 
or more of the hydrochloric acid is neutralised with strong caustic 
soda solution, of which the necessary amount can be calculated, 
and the solution is made up to a known volume and either 
titrated against Fehling’s solution as on p. 267, or determined 
gravimetrically as on p. 270. It is stated (he. rit.) that the con¬ 
version proceeds better in solutions of 2 to 4 [jer cent, than in 
those o f 1 to 2 per cent., but the time given should hydrolyse 97 
to 98 per cent., even in a 1 to 2 per cent, solution. ’ Simand t 
only employs 7‘5 per cent of hydrochloric acid, sp.gr. 1 • 125, 
instead of to per cent, as recommended above, but probably it 
is safer to use the larger quantity. In calculating the actual 
weighting of leather from the glucose found, it must be remem¬ 
bered that the commercial glucose is hygroscopic, and must 
retain at least as much (and probably more) moisture than the 
leather in which it is found. The average moisture of air-dried 
leathers is about 15 per cent., but varies with the weather. Ex¬ 
periment as to the actual weight given by known quantities ot 
commercial glucoses are desirable. 

The sugar naturally present in tanning materials is not 
merely important as influencing the calculation of weighting by 
glucose, but as furnishing the basis from which the natural acids 
of the liquors are derived by fermentation. The sugar is of, 
more than one species, dextrose, levulose and less definitely 
known sorts being present in d'fferent materials, but probably 
the estimation as glucose by Fehling’s solution gives a pretty 
accurate idea of tjteir total percentage. The result of a large 
number of determinations by Yon Schroeder { are given in 

Luc. cit. 

t Zeitt. Angcw. Ch. f Hcfi 22, 1892. 

t Gerbcrrei-Cheinie, Berlin, 1898, pp. 577-623. 

T 2 
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the following Table. These determinations were made by the 
gravimetric method (p. 270) after removal of the tannin by pre¬ 
cipitation with lead, and therefore only include the sugars existing 
as such ready formed in the infusion. In addition to these it is 
known that many tannins, like the glucoside.colouring matters, 
contain sugars or sugar-yielding bodies, and like these can be 
hydrolysed by digestion with dilute acids. The author has, 
however, been unable to find in literature detailed observations 


Si-gar* Naturally Contained in Tanning Materials. 
(Von Schroedcr.) 


1 


Sugars. 

- 1 

Tanning; 


— 

l 

Walter. 

Per cent, on 
Material. { 

Per cent, on 
Tanning 
Matter. 

Oak bark (average IiS samples) . . ■ 

to-5 

2 7 

25-2 

n inner flesh, tree 150 year* old . 

13-8 

>•3 

' 9’5 

,, outer crust ,, ,, 

7 6 

°‘7 

92 

,, young tree bark (Tharand) . j 

13-0 

6-6 

50'8 

Oak wood. Trees over too years old j 

7*7 

°’4 

5-8 

(Mitrowitz) 


„ Q. itssdiflora. Young oak, j 

19 years ; wood only \ 

2-2 

1-2 

S 3'7 

Evergreen oak. Q. ilex , bark . . J 

> 7-7 

36 

20*3 

Garouillc. Root-bark Q. coecifera, average j 

75-4 

ro 

4-0 

Pine bark, Aides exce/sa, Lam., average . j 

li*6 

3’5 

33'5 

Willow barks (Russian), average . . I 

> 3-4 | 

4'5 

33 '6 

Mimosa barks (Australian wattles), average j 

28'4 

0-9 

3 ' 2 

Aleppo pine (“ Scoria rossa”), outer bark j 

20-6 

2*0 

9‘9' 

1 leiflock pine, Abies canadensis, old bark J 

**'3 

7-1 

5-8 

Dlvi-divi pods, Casalpinia coriaria . \ 

| 40-7 

8-4 

20-5 

Algarobillm pods, C. brevifolia % average . j 

42*9 j 

82 

19-1 

(Myrobalan* fruit of Terminalia chebula, j 

30-8 

5‘4 

• 7‘4 

average 


Vilouia sugar very variable, average 

*28-3 

2-7 

95 

Sumach (Sicilian) .... 

27-8 

1 46 

166 

Canaigre, root of Rumex hymenosepalus . 

JO-J 

\ 4'3 

» 4'3 

Chestnut Wood, without bark 

8-3 

*o - 3 | 

2*9 

Qaebracho wood, Loxoptteygtum Loreuvi 

74(4 

0*25 

10 

Cube Gamhter, Ntuulaa gambit . 

! 47 -a 

l .'9 ! 

' 3 - 9 

CulcK Acacia coUcAm, -wood extract » 

| 399 

1 - 

1 
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either with regard to the quantities of these sugars, or the time, 
temperature and concentration of acid necessary for complete 
hydrolysis. If the heating with acid, such as is described for 
conversion of starch into glucose, were carried out before instead 
of after the detannisation with lead, any sugars liberated from 
the tannins would of course be estimated with those existing 
ready formed. The author hopes to investigate this subject 
further. 

Von Schroeder made a number of determinations of sugars 
in extracts, and in many cases the results show a higher percent¬ 
age than is found in the original material. It is not certain that 
such a result indicates adulteration with glucose, which is rarely 
practised, since it may be due to decomposition of tannin and 
liberation of glucoside sugar in the process of manufacture, the 
decomposition of cellulose, or the use of starchy materials in 
decolorising. 


SECTION XIX. 

A ,V A L V X 1 X a X OAT X. 

SoAi'S are not only of direct importance to the leather manu¬ 
facturer, but their examination forms a good introduction to 
the study of oil;? and fats, and a brief account of the principal 
methods is therefore given. For more detailed information the 
leader is referred to Lewkowitsch's ‘ Oils, Fats and Waxes,' 
third edition, pp. 1074-1082, 

Sampling demands considerable care, as soaps dry rapidly, 
and the outer part of a bar has often lost much water before it 
reaches the chemist. In bar soaps, it is best to use the central 
portion only if the original character of the soap is to be deter¬ 
mined ; and in soft soaps, the sample should be drawn from the 
centre of the barrel. Weighings should be made rapidly, or in 
closed vessels, a>id methods of analysis involving shaving finely 
before weighing are to be avoided. 

Determination of Water .—About 4 inch depth of sand, pre- 
vioysly ignited, is placed in a beaker of about too C.c. capacity, 
together with a short glass rod, and the whole is weighed ; 3 to 
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S grin, soap, cut in slices, is quickly weighed to this, and 
25 c.c. good alcohol added. The belker is placed on a water- 
bath, and stirred till the soap is dissolved and the alcohol is 
evaporated, and then dried to constant weight in the air-even 
at 110° C. (Gladding.)* 

A more rapid determination for technical purposes may be 
made by placing 5 grm. of the soap in a large porcelain crucible 
on the sand-bath, heating with a small flame, and stirring con¬ 
tinuously with a rod weighed in with the crucible, and rough 
and jagged at the end to break up the lumps formed. The 
operation is complete when, after removing the flame, a cold 
glass plate placed on the crucible is no longer dewed, which 
should require about half an hour. Great care must be taken 
not to burn the soap, which is indicated by the smell. Results, 
if carefully done, are accurate to J per cent.f In place of drying 
alone, a known weight of oil free from water or-of known water- 
content may sometimes be added with advantage. Lewkowitsch 
points out that actual water determination is rarely important 
because of the uncertainty of sampling, and that it generally 
suffices to estimate it from the deficiency found on adding up 
the constituents determined by analysis. Where determination 
is needed, he recommends cutting the soap into fine shavings, and 
weighing in a porcelain dish with a glass rod with which to 
break up the flakes. The first part of the drying should be 
conducted at a low temperature insufficient to melt the soap. 
Soap as manufactured contains about 30 per cent, of water 
—if much less than this is found, the soap has been intentionally 
or accidentally dried ; if more, water has been added, as is very 
frequent. 

Determination of Fatty Matter and Alkali .—About to grm. 
of the soap is weighed into a 200 c.c. beaker and dissolved in 
about too c.c. of hot water on the water-bath with constant 
stirring. A few drops of methyl orange and 50 c.c. of N/t HC1 
(or more if the acid is not in distinct excess) is gradually 
added, and the heating and stirring continued till the fatty- 
matter collects in a clear oily layer on the top of the liquid. 
The glass rod is rinsed with hot water and the heating con¬ 
tinued till the fats have again collected in a mass, which is 

* Chem. Zeii., vii. 568. 

t Wauqo Smith, Jour. Soc. Dyer* anti Colorists, i 31. 
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then allowed to cool and solidify. The cake is detached from 
the beaker with a clean spatula, the acid liquid poured carefully 
into another beaker, and the cake of fat rinsed with cold water 
which is added to the acid solution. The fat cake is cautiously 
dried with filter paper and placed in a desiccator in a carefully 
weighed basin or clock-glass, any fat which can be scraped off the 
beaker being added to it; and after it has dried for some time it 
is weighed. If the fatty matter is not solid when cold, or in any 
case if it is not to be subjected to further examination, it is con¬ 
venient to add 5 grm. of dr)- beeswax or stearic acid before 
cooling, and to deduct it from the weight. The beeswax is 
conveniently weighed in the same basin in which the fatty matter 
is to be weighed and added to the tare. Another rapid method 
susceptible of tolerable accuracy is to separate the fatty matter 
from the aqueous solution in a tap burette and wash it with hot 
distilled water. The burette is then heated in a deep beaker of 
boiling water, cr in steam ; the volume of fatty matter in c.c. 
multiplied by 0-85, the average specific gravity of the fatty 
acids at 100° C, gives its approximate weight in grams. (For 
more accurate methods, cp. p. 314) 

The acid aqueous solution is titrated with methyl orange and 
X/l sodium hydrate or carbonate solution, the amount of which 
deducted from 50 c.c. gives the acid neutralised by the total alkali 
of the soap, which in hard soaps may be calculated as Na, 0 , 
and in soft soaps as K s O. If the acid solution is turbid it 
must be filtereS before titration. An insoluble sediment at 
the bottom of the beaker consists of silica or " filling," such as 
china clay, insoluble in hydrochloric acid. Chalk or whiting 
is of course dissolved if present, and estimated as alkali. The 
“ total alkali ” includes that combined with the fatty acids as soap, 
together with any alkalies present as hydrates, carbonates, bor¬ 
ates, or silicates. Further information on these points is obtained- 
by repeating the analysis by the alcohol method described below. 
A preliminary test may be made by moistening the freshly cut 
surface of the soap with an alcoholic solution of phenolphthalein. 
A pink Colorado^ is produced by the presence of caustic alkalies, 
and also, if the soap is not too dry, by carbonates, silicates and 
borates. 

The fatty matter consists of the fatty acids of the soap, 
together with resin acids (p. 316) if resin has been used in the 
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manufacture, sometimes traces of fats which have escaped saponi¬ 
fication (or rarely, traces of free fatt^ acids), and unsaponifiable 
matter such as petroleum products purposely added, or choles¬ 
terol and higher alcohols, derived from the use of “ recovered 
grease," or the addition of lanolin. These ca^i be separated to a 
certain extent by the methods given under oil analysis, pp. 309 
et seq. For this purpose it will be necessary, if wax has been used, 
to prepare a fresh quantity of fatty matter, which need not be done 
quantitatively ; but the liquid fats may be separated from the 
aqueous liquid by a tap funnel or burette, and a portion weighed 
out for analysis. Soluble fatty acids will dissolve to some extent 
in the acid liquid, from which the bulk may be recovered by 
saturation with common salt, but, except in the case of cocoa-nut 
and palm-nut oil soaps, they may.generally be neglected. If a 
qualitative examination reveals no unsaponified or unsaponifiable 
matter, the fatty matter may usually be assumed to consist of 
fatty and resin acids. If required to add up to tpo in a complete 
analysis these must be calculated to fatty anhydrides, which 
may usually be done with sufficient accuracy by multiplying 
their weight by O' 965. 

The alcohol method may be employed as a check on the 
above, and gives considerable additional information. 4 or 5 grm. 
of the soap, which if much watered should be somewhat dried 
after weighing, is dissolved in 50 c.c. of hot absolute alcohol. 
Any insoluble residue, consisting of mineral and organic ‘‘fillings,” 
together with carbonates, silicates, borates, and sulphates, is 
filtered off on a dried and weighed filter, well washed with hot 
alcohol, dried at too 0 C. and weighed. Organic matter may be 
determined in this residue by ignition, and bases existing in 
combination with organic acids, or as carbonates, borates or 
silicates, by solution in standard HC 1 and titrating back with 
soda, the indicator being methyl orange or iaemoid paper. 
c The alcoholic filtrate is received in a narrow-necked flask to 
avoid carbonation by the air ; phenolphthalein is added and the 
solution titrated with N/i HC 1 , till the red colour is discharged, 
and the result calculated as caustic alkali. After distilling off 
the alcohol, and free dilution with water, methyl orange is added 
and the titration continued to redness,* the additional acid used 
corresponding to the alkali present as soap, 't sometimes hap¬ 
pens that no redness is produced with phenolphthalein from the 
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total absence of caustic alkali, and in this case free fatty acids 
may possibly be present, tn this case the solution should be 
tested with a single drop of N/io NaOH. If this produces no 
redness, the addition may be continued till redness is produced, 
and the results calculated as “ free fatty acids.” in terms of oleic. 
For molecular weights of fatty acids, see p. 302. 


SECTION XX. 

OILS A XL) FALSA 

General Chemistry ok Oils and Fats. 

To thc»chemist,*oils and fats constitute a single class, merely 
differing in melting points and consequently in consistence— 
many which are solid fats in temperate climates being liquid oils 
in the tropics. All the true fats and oils are salts or "esters” of 
certain organic acids with glycerin ; but the closely allied waxes, 
together with sperm oil and a few liquid waxes usually classed 
with oils, are similar esters in which members of the alcoholic 
series are combined with the acids, replacing the glycerin. There 
.are also some hydrocarbons, such as paraffin wax and oil, vaseline, 
etc., which, though of quite different chemical character, are 
popularly classed with the oils and waxes ; and so-called “ volatile 
oilS ” of very varied constitution which are usually the odorous 
constituents of plants. Glycerin, as might be surmised from its 
solubility in water and its very sweet taste, may be viewed either 
as one of the simplest type of sugars, or as a trihydric alcohol, its 
CH,(OH) 

formula being CH(OII) or C 3 H 6 (OH) 3 , and each of the three 
CHjfOH) 

hydroxyls is capable of combining with a molecule of Organic 
acid with elimination of water, just as hydrochloric acid com- 

• Cf. Lewkowitsch, ‘Oils, Fits and Waxes’; and Sclimilz-Dumont, Ding, 
Poljt. Journ., 1S95, ccxcri. Heft 9-11. 
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bines with sodium hydrate, HCf + JJaOH = NaCl + OH a . The 
neutral fats are therefore triglycerides, each molecule of glycerin 
being linked to three acid groups, which may be all similar, 
though there is good reason to believe that mixed esters'exist, 
such as oleo-distearin. (The names of neutral fats are terminated 
in “ in "—as “ stearin," which is glycerin tri-stearate—to distin¬ 
guish them from the free acids such as stearic acid.) 

Since all the true fats are glycerides, the differences between 
them depend entirely on the acids; and these owe their acid 
nature to the CO.OH group which they contain, and their 
differences to the other groupings with which this is linked. All 
acids naturally present in fats are monobasic, or have one 
CO.OH group only. The acids of the ordinary hard fats 
belong to the series, often described as the “fatty series,” of 


which formic and acetic acids are the simplest ^members. Formic 
acid is j J ? 0 ()H ; acetic j ; propionic | ; so 

rising by successive additions of CH a to palmitic acid I qq^qj-j. 


and stearic acid 


C„H m 
CO. OH’ 


which are the principal acids of 


hard tallow stearines. (The so-called “ distilled stearines ” from 
recovered greases are not true stearins, but consist mainly of their 
free fatty acids unaccompanied by glycerin.) In such a “ homo¬ 
logous" series, the boiling and melting points usually rise with 
the increasing chain of carbon atoms, so that while formic and 
acetic acids are volatile liquids, the acids higher than caprylic, 
CjH,jCO.OH, are solid at ordinary temperatures, and their 
solubility in water diminishes as their melting points increase, 
caprylic acid being nearly insoluble in cold water. 

H 

From the common formula of this series, H— C—. ..-C-OH 


it will be observed that all, the valencies or combining bonds of 
the atoms are employed and satisfied ; and th^j consequently such 
acids sire ” saturated ” compounds, which can only form new com¬ 
pounds by “substitution,” and not by “addition” of new ele¬ 
ments, &nd they are therefore stable subs.ances not, easily 
broken up 
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There is, however, a second series of acids which we may call 
' H H 

I I, 

the ‘’oleic " series, in which the group —C = C— occurs some¬ 
where in the carbon chain, and in which the double link can be 
easily broken to forth such compounds as —CHOH—CHOH — 
or —CHI—CHI— in place of —C H =CH—. Thus oleic acid 
is C„H a iCO.OH, differing only from stearic acid by the 2H 
corresponding to the double link. In the laboratory, though 
not as yet in practical manufacture.it is easy to replace this 2H, 
converting oleic into stearic acid. The glycerides of acids of 
this series are all liquid at ordinary temperatures, and "olein” 
or glycerin trioleate forms a large part of most non-drying oils, 
and, with stearin and palmitin, of such fats as tallow and lard, 
which are the softer the more olein they contain. 

It is obvious thi^ more than one double link may be contained 
in the carbon chain, and, from linseed and fish oils, acids have 
been isolated containing three or even more double links. The 
fats of such acids are usually liquid, and absorb oxygen readily 
from the air, becoming converted into gummy or resinous bodies. 
Hence oils containing them have the property of “ drying ” more 
or less rapidly in the air, becoming converted into solid or sticky 
masses. Many oils, such as cotton-seed, arc known as “ semi¬ 
drying oils," thickening and gumming in the air from the presence 
of acids less saturated than oleic. The total unsaturatedness of 
an oil is easily detexpiincd in the laboratory, by ascertaining the 
quantity of iodine necessary to satisfy the unsaturated bonds ; but 
in mixtures of acids of various series, such as constitute the 
natural oils, it is not usually possible to determine accurately 
whether the unsaturation is due to a large quantity of a slightly 
unsaturated acid, like oleic, or a much smaller proportion of a 
much more unsaturated acid, such as some of those of linseed 
or cod-liver oils. Some attempts in this direction arc referred - 
to in footnote, p. 331. 

Fatty acids also exist in whidi one or more of the H atoms 
in the chain are replaced by OH groups, and an acid of 
this type of some importance is ricinoleic, the acid of castor-oil, 
which is hydroxyoleic acid., Ricinolein is insoluble in petroleum 
spirit, ahd most other oil solvents, but soluble in .alcohol, 
showirfg in this way the effect of the hydroxyl. When unsatu- 
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rated oils, such as olein and the semi-drying oils, are . oxidised 
by blowing air through the heated oil, oxygen is absorbed, and 
fats of oxy- and hydroxy-acids ate produced in many ways 
resembling castor-oil, which such “blown-oils" are frequently 
used to adulterate. Somewhat similar ,reactions, but more 
pronounced from the greater unsaturation of the oils, take 
place in the manufacture of degras from marine oils, in chamois¬ 
ing, and in the conversion of linseed-oil into linoleutn-mass by 
oxidation. 

The solid waxes, and liquid waxes such as sperm oils, con¬ 
sist, as has been stated, of fatty acids in the hard waxes, mostly 
high in the stearic acid series ; as, for instance, cerotic and melissic 
acids from beeswax, which contain 26 and 30 atoms of carbon 
respectively, combined with high •members of the alcohol series. 
Ordinary alcohols consist of a hydrocarbon chain similar to the 
acids, but terminated simply by the group CH,. OH instead of 
CO.OH. They have, therefore, no acid properties, qjad when 
treated with alkalies arc unaffected, and hence appear in waxes 
and sperm oils as “ unsaponifiables ” (p. 309), but must not be 
confounded with the petroleum products and rosin oil which are 
frequently used as oil adulterants, and which arc also unsaponi- 
fiablc. 

The structure of the petroleum products, such as benzoline, 
petrol, paraffin oils and waxes, may be stilt simpler than that 
of the alcohols ; consisting merely of CH, chains, terminated 
at each end by CH 3 , the lightest petroleum spirit having 
about six carbon atoms, and the hard waxes averaging about 
eighteen, like the solid fatty acids. There are, however, many 
complications, such as branched chains (which may also occur 
in fatty acids and alcohols), and unsaturated compounds in 
which double links occur, or the two ends of the chain may be 
united to form a ring-compound. 

The above sketch, while it may assist the less chemical reader 
to understand the analytical processes which are now to be 
described, is of course, exceedingly imperfect in detail, for which' 
the reader is referred to larger works, and .especially to that of 
Lcwkowitsch,* 

‘ Oil*. Fill, and Waxes ' (Macmillan, 1904), jul edition. 
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OILS AND FATS. 


A. Determination of Total Fatty Matter, 
and Non-Fats. 

It is in many cas^s sufficient for the purposes of the leather 
manufacturer to determine the total amount of fatty matter 
present in a leather sample or elsewhere ; and in others its 
extraction is a necessary preliminary to further examination. 
The most usual means of accomplishing this is by extraction 
with a solvent; and for general purposes the most convenient 
apparatus, notwithstanding its fragility, is the ordinary form of 
Soxhlet tube. The arrangement of 
apparatus will easily be understood from 
the figure. A is a cylindrical glass vessel 
which contains the material to be ex¬ 
tracted, and which *is fitted above to a 
vertical condenser B. so arranged that 
the liquefied solvent drips back on the 
material. A is fitted with a syphon C, 
which comes into action when the liquid 
rises high enough to cover the material, 
and returns it to the boiling flask D at 
intervals. A side tube, E, allows the 
vapour to pass up again to the con¬ 
denser. A slender tube fitted to the top 
of the condenser lessens the diffusion of 
uncondensed vapour into the laboratory. 

Thp whole is fitted together with good 
corks, and it is best to deprive these 
of fatty matters by boiling a little of 
the solvent in the apparatus for some 
time before actually taking it into use. 

With the solvents used for oils, a hot solution of gelatin and 
glycerin in a little water mdy be applied to the joints if they 
cannot otherwise be made tight The flask D is best of a spheri¬ 
cal form, as in the writer’s experience conical flasks have proved 
liable to fracture. It should be heated in a water-bath, preferably 
heated by steam or an electric resistance, and placed as far as pos¬ 
sible from open flames and inflammable surroundings in case of 
accident The flask should not come in contact with the bottom 
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of the water-bath, but may rest on a piece of perforate^ zinc or 
wire gauze, or be supported by a cfamp. 

There is considerable choice of solvents, but those most usually 
employed are ordinary ethyl ether, petroleum ether, and carbon 
disulphide ; and of these the latter is generally to be preferred, 
as its vapours, though poisonous and unpleasant, are heavy and 
easily condensed, and therefore little liable to escape into the 
laboratory. If petroleum ether is used, it must be carefully 
fractionated to contain rio portion boiling above 75° C., and the 
quantity used must not be too small, as otherwise it is very liable 
to cause accidents from the temperature rising in the flask much 
above that of the solvent in the extractor which suddenly syphons 
down into it. The fractionation is made easier by the addition 
of about 5 grm. per liter of vaseline or paraffin wax to the com¬ 
mercial ether before distillation (Schmitz-Dumont), and may be 
performed in an ordinary distillation flask with Liebig condenser, 
but is made much more perfect by the use of pne of the various 
' forms of dephlegmating column (see p. 11). Carbon disulphide 
should be kept in the dark, and occasionally distilled to purify it 
from dissolved sulphur.* Probably now that it is attainable at a 
moderate price, carbon tetrachloride is to be preferred to any 
of the solvents named from its non-inflammability. It boils at 
78° C. and dissolves all ordinary fats, but also some substances 
such as lecithin which are not soluble in petroleum ether. 

The material to be extracted must usually be finely divided. 
Leather is cut into shavings, while other substances (e.g. egg- 
yolk, d^gras) are often mixed with sand or other indifferent 
bodies to make the mass more permeable. It is generally ..de¬ 
sirable to dry .before extraction. In many cases it is sufficient 
to 1 put the material for extraction direct into the Soxhlet tube, a 
little cotton wool (previously freed from fat) or glass wool being 
placed below and above it to prevent particles being carried over 
by the syphon. Finely powdered materials may be placed in a 
sort of thimble of filter paper, eithfer specially made for the pur¬ 
pose (Schleicher and Schiill) or formed by folding over the end 
of a suitable test-tube. It is often convenient, instead of this, 
to use an inner tube formed by blowing a hole in the bottom of a 
large test-tube, which is closed with a iuft of cotton or glass wool. 

The flask D is carefully weighed, and supp'ied with enough 

On other forms of apparatus compare Lewkowitsch, p. 148, 3rd edition. 
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of the solvent to fill the Soxhlet about once and a half, or twice; 
the apparatus is put together and heated till it syphons regularly 
once in 8 or 10 minutes, and this is allowed to continue till the 
material is judged to be exhausted. To test this, the flask may 
be removed and a second weighed flask substituted with fresh 
solvent. After completion of the extraction the solvent is dis¬ 
tilled ofl" both flasks and recovered, and the flasks are dried in 
the water-or air-oven till constant, which is facilitated bypassing 
a gentle current of air or coal gas through them, and they are then 
cooled and weighed. If there is any gain in the second flask it is 
added to that of the first, but by noting the approximate number 
of syphonings required for each class of work, a second flask is 
usually unnecessary. Lewkowitsch uses a small tap on the 
outer limb of the syphon to draw samples and ascertain when 
the extraction is complete, and this is undoubtedly convenient, 
but adds materially to the cost of the apparatus. Where rapid 
work is required, it is often advantageous, after distilling off most 
of the solvent, to transfer the remainder to a weighed basin, 
rinsing the flask with a little more solvent, and evaporating to 
dryness on the water-bath in a draught closet. Absolute con¬ 
stancy is not to be expected, as on the one hand oxidation 
increases the weight, and on the other there may bp slight loss 
from volatilisation. 

Where the matter to be analysed consists mostly of fats, it 
will generally be possible, after evaporating the water (see below), 
to filter a sufficient p*trt for further analysis through a weighed 
filter, which can then be completely extracted in the Soxhlet 
apparatus, and the insoluble matters determined. If the material 
is too thick to filter in this way, even in a warm water-oven, it 
may be thinned with a solvent sufficiently to enable it to be 
filtered, and this filtrate added to that from the extractor before 
distilling off the solvent. If the quantity of solid matter and the 
filter employed is small, it will often be sufficient to simply* 
wash the filter with small quantities of petroleum ether, which 
in this case is the most convenieht solvent, until a drop or two 
of the filtrate, evaporated on a watch-glass, no longer leaves a 
residue. 

• The insoluble residue of fats, and especially of ddgras and 
other stuffing greases, may contain—beside organic matter acci¬ 
dentally present, and salts and acids from the process of manu- 
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facture—considerable quantities of soap, either added or formed 
by saponification of the fats, and »mineral fillings, such as talc 
and china clay. Determination of the ash will, of course, give 
the mineral matter present. Soaps may be estimated from the 
amount of alkali found in the ash, or the fatty acids separated 
as in Section XIX. The methods of determining fats in egg-yolk 
and in degras (pp. 337 and 352), may be referred to as good 
examples of dealing with rather difficult cases. 

Determination of Water in Oils and Fats .—If the oil or 
melted fat is quite clear and transparent, it seldom contains any 
water or other impurities which for technical purposes need be 
removed before analysis, but sometimes, on heating, albuminous 
and gelatinous matters which have apparently been dissolved in 
the oil, are precipitated and separate. 

To determine water, 2-3 grm. of the fat or oil is weighed 
into a platinum crucible without cover, and placed on a triangle 
in a somewhat slanting position. It is then gently and slowly 
heated by a small flame moved about beneath it In presence 
of much water the liquid boils gently, but the last particles 
become superheated and escape with slight crackling and a 
tiny puff of smoke, indicating that the flame must be withdawn. 
If the crucible be rapidly cooled by placing it on a block of 
metal, the whole estimation can be performed in fifteen minutes.* 

Water may also be determined by drying on sand as de¬ 
scribed for egg-yolk, but the results are scarcely more accurate 
on account of oxidation, while the process is much more tedious. 
Where the quantity of water is not large, it is best simply to 
dry the fat at 110^-120° C., or even at ioo°, in a small beaker 
with a stirring rod weighed in, stirring frequently till the weight 
is constant. 

Where the determination of water and insoluble matters is 
not necessary, a sample may generally be purified sufficiently 
for analysis by simply filtering through a dry paper in a warm 
place, such as a water-oven. 

Determination of Ash .—This is, as a rule, only necessary 
where the presence of salts or soaps is suspected, as in digras. 
Some samples of oil and degras contain traces of iron, which 
darken leather and give the ash a, reddish tint, and may be 
estimated by the colorimetric process described on p. 40. 

* Fahrion, Zcits. fur angew. Chem., 1891, p. 172. 
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io or 20 grin, of the fat is placed in a shallow platinum 
basin, which is slightly inc^ned, and the side only is heated by a 
small flame. The water first escapes without spurting, and the 
vapours then take fire and the fat burns quietly away (compare 

p. 2t?8>. 

Detection and Estimation of Fret Mineral Acids .—These 
(and especially sulphuric acid, which is extremely injurious to 
leather) are often present in degras and sod oil. If the sample 
has a strong acid reaction, 25 grm. are boiled with 200 c.c. of 
water, the aqueous layer separated by a separating funnel and 
made up to an even quantity, of which an aliquot part is titrated 
with sodium carbonate solution, using methyl orange as indicator 
to prevent the interference of soluble fatty acids. In another 
part of the solution, the nature of the acid should be qualita¬ 
tively determined. 

B. .Physical Examination of Fats. 

In default of marked chemical characteristics, the physical 
constants of fats arc often of great value in their recognition 
and the detection of admixture, especially as in many cases 
they admit of easy determination on very small quantities. The 
approximate constants of many of the fatty matters which are 
most important to the leather manufacturer are given in the 
tables on pp. 349-350. 

Specific Gravity —That of oils is conveniently taken in an 
ordinary pycnometer, special care being taken as to temperature, 
as oils expand rapidly with heat. The outside of the bottle 
may be cleaned if necessary with a little petroleum ether before 
weighing ; and after use it may be washed out with very weak- 
caustic soda solution, then with distilled water, and carefully 
dried. The Sprengel tube is, however, to be preferred for 
accurate work, especially for small quantities. This is shown 
in Fig. 20, and consists in a U-tube of thin glass with two 
capillary ends, of which one, B, Should be of about J-mm. and the 
other, A, of j-ram. bore. On the wider, a mark is made at M 
with a writing diamond. The tube is filled by connecting A with 
a glass bulb and rubber tube, and sucking the oil by B till it 
flows into the bulb. The ends are then wiped, the oil js brought 
to the requisite temperature by immersing the tube in water, and 

u 
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adjusted to the mark by applying a piece of filter paper to the 
narrow end if oil is to be withdraw^ orla drop of oil on a glass 
rod if more is required. The tube is now weighed and the 
specific gravity calculated in the ordinary way; its capacity 

having been previously deter¬ 
mined by weighing it first 
B empty and then filled with 
3 water. Specific gravities are 
also conveniently taken by 
the plummet method, especi¬ 
ally with Mohr’s or hydrostatic 
balance (cp. p. 8). Hydro¬ 
meters should only be used 
for very rough determinations. 

The specific gravity of 
solid fats may be determined 
as on p. 7 ; but this deter¬ 
mination has been largely 
superseded by that of the 
melted fats at 100° C., which 
is conveniently made in a 
Sprengel tube immersed in 
boiling water or steam in a 
beaker, or the neck of a flask, 
covered with a watch-glass, so 
that the capillary ends only 
protrude. After boiling for twenty minutes, the volume of fat 
is adjusted, and the tube dried, cooled and weighed. Instead 
of the Sprengel tube, an ordinary small pycnometer may 
be .used, suspended in steam with a wire sling. Any fat 
which is expelled is carefully removed from the hole in the 
stopper with a piece of blotting paper, while the flask is still 
'.n the steam. The flask is filled with liquid fat at a temperature 
below ioo° C. The plummet method with Mohr's balance may 
also be used by placing the cylinder in a water-bath so arranged 
as to protect the balance from steam. The specific gravities are 
usually compared to that of water at 15° C. or 60° F. The 
sp. gr. of oils in glass vessels varies about O' 00064 f° r 1° C.; 
but in whale oil and liquefied fats the change is- somewhat 
greater. Some chemists have determined the »p.gr.of oils at 
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IOC? C. as compared to water at the same temperature, which is 
easily done by weighing thd tube filled with water at the same 
temperature as is used for the fat. Such determinations will be’ 
highty than those with water at 15° and fat at ioo" in the pro¬ 
portion of 1 -04 : 1. m The sp. gr. of oils at !5°C, as compared to 
water at the same temperature, is about o'00025 higher than 
when both are at 15'5° C. 

A method of general applicability to very minute quantities 
of either solid or liquid fats at ordinary temperatures, is to 
suspend globules or small fragments in a mixture of strong 
and very weak alcohol, of which the proportions are varied 
till the fat globules neither sink nor rise to the surface. The 
sp. gr. of the liquid is then precisely the same as that of the fat, 
and can be determined in any convenient way. As the sp. gr. 
of alcohol solutions ot known strength have been accurately 
tabulated and determined, this can be done volumetrically. An 
alcohol 50 per cqnt. by volume is of gravity 0'9335 at I5'5°C. 
(6o°F.),' and consequently just heavier than the heaviest oils, 
while a 70 per cent, alcohol is sp. gr. o - 8892, so that mixtures 
of these cover all oil gravities. Small volumes of alcohol are 
sufficient, and can be recovered by distillation. Globules of fat 
can be conveniently formed by dropping into cold 60 per cent, 
alcohol, or even on a damp glass plate, but they must be allowed 
to remain on blotting paper 18-24 hours before use to recover 
their original density (cp. p. 7). Air-bubbles, either adhering 
or enclosed, must btfcarefully avoided. 

The Melting and Solidifying Points of fats and oils are often 
veiy characteristic, though from the fact that these bodies are 
usually mixtures of various constituents of different melting- 
points, the results are frequently somewhat indefinite. They ire 
also in many cases considerably affected by the previous treat¬ 
ment of the sample. Thus, a tallow which has been melted at a 
high temperature has its melting-point considerably lowered, but 
regains its normal one on being remelted at a temperature little 
above that necessary for fusion and. again cooled. In many 
cases the melting-point is varied by the proportion of free fatty 
acids present, and Some sources of error ate obviated by taking 
the melting or solidification point of the freed fatty acids in 
place of that of the original fat. 

Prior to making the determination, the fats must be carefully 

U 2 
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freed from water and solid impurities. This is generajly suffi¬ 
ciently effected by keeping them gently melted for an hour 
*or two, and filtering through dry paper. Fatty acids must be 
purified from alcohol and soluble acids by boiling for an. hour 
with a large volume of water, and repeatedly washing with hot 
water. Fats do not regain their normal melting-point for at 
least twenty-four hours after solidification. 

The determination of the melting-points of solid fats is usually 
made as follows. Thin tubes are drawn out to an open capillary 
point of o■ 5 - o • 3 mm. bore, and sealed at the capillary end. 
A minute angular fragment of the solid fat is dropped into the 
tube, so that it rests on the shoulder of.the capillary part, and the 
tube is attached with an elastic band to a delicate thermometer, so 
that the fat is level with the bulb, and immersed in a good-sized 
beaker of water, previously boiled to expel air-bubbles, which is 
heated by a small flame so that the temperature rises very slowly 
as it approaches the melting temperature of tl%c fat. The water 
is continuously stirred with the thermometer ora separate stirrer, 
and the point is noted at which the angular fragment loses shape 
and adheres to the side of the tube. Sometimes the melting is 
gradual, and after incipient fusion the fat is still thick and turbid. 
In this case the temperature at which the globule becomes clear 
must also be noted. The method is applicable to pasty fats, 
like bone grease and dubbin, consisting of mixtures of liquid 
and solid constituents, but the temperature of clear fusion only 
can be noted. 

In many cases, and especially in that of the fatty acids, the 
temperature of solidification is more definite than the melting- 
point, but is usually some degrees lower than that of complete 
fusion. If a solid fatty acid is melted and allowed to cool 
slowly while the temperature is observed, it will be noticed 
that the latter falls till the fatty acid begins to crystallise, and 
then rises some degrees from the latent heat of fusion which is 
liberated, remaining constant till Solidification has taken place. 
With neutral fats this effect is less marked and definite, but ab 
least a temperature can be observed which remains stationary 
for sdme little time during the solidification. As improved 
by Shukoff,* the observation is carried out as follows. A 
thin test-tube of about 3 cm. diameter is fixed by means 

* Own. Zcil., 1901, p. 99. 
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of a cork in a good sized :vide-mouthed bottle, and a delicate 
thermometer capable of being read to cr i degree is fitted 
in it with a cork, so as to reach well down into the fat which 
is to be tested. The stem of the thermometer must be long 
enough for the graduation to be outside the cork at the point 
where it has to be read. The tube is next filled to a suit- 
able height \vith the melted fat, which must not be too hot for 
the graduation of the thermometer, which is now inserted, and 
the whole allowed to cool slowly. As soon as the fat begins to 
show signs of turbidity, the vessel is vigorously shaken, and the 



temperature read from minute to minute. At the |>oint of 
solidification, the temperature will either rise slightly, when the 
highest point reached is the required solidification temperature, 
or will at least remain constant for a short time at the required 
temperature. Of course, in fats and mixtures like dubbin, 
containing various constituents, there may be more than one 
solidification-point as this and the other constituent separates, 
and in such cases it is useful to continue the observations till the 
fat is fully solid, plotting them on a piece of curve-paper. A 
diagram obtained in this way by Gracfe* fora mixture of montan 
wax and soft paraffin is given as an example. Though the 
apparent melting-point by such methods as the capillary tube 
was 6i'2°C., this is only indicated by a slight kink in the curve 

* Chem. ZciL, 1904, p. 1144. 
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caused by the separation of most of the montan wax, and the 
real solidification-point of the remaining mixture is 42-6°C., 
scarcely over that of the original paraffin. In this connection it 
may be noted that the true melting-point of such mixtures is 
always lower than the average of the constituents, and often lower 
than that of the one of lowest melting-point. 

As applied by Dalican to the examination of the fatty acids 
of tallow, a similar method, known as the “titer test,” is largely 
used both in this country and on the Continent for commercial 
purposes, and is carried out as follows:— 

Fifty grams of fat is saponified with 40 c.c. of potash solu¬ 
tion, sp. gr. l -4 (or with 20 grm. of stick potash dissolved in 
25 c.c. of water), and 40 c.c. of good alcohol, in a porcelain 
basin on the water-bath with constant stirring till the soap 
becomes pasty. It is then dissolved in a‘liter of water and 
boiled at least three-quarters of an hour to drive off the alcohol; 
water is added if necessary, and sufficient sulphuric acid to de¬ 
compose the soap. The mixture is heated on the water-bath 
till the fatty acids separate in a clear oily layer, which is allowed 
to cool and solidify. The cake is perforated with a glass rod 
and the acid liquid poured off, and the cake is boiled repeatedly 
with fresh quantities of distilled water ; and finally dried, melted 
at a low temperature and filtered thiough paper into a porcelain 
dish, in which it is allowed to solidify and stand over-night in a 
desiccator. It is then carefully melted on the water-bath at as 
low a temperature as possible, and its solidification temperature 
taken by the method of Shukofif. Dalican gives a table, repro¬ 
duced in most books on fats, giving empirically the proportions 
of 4 solid and liquid fatty acids, commercial stearic and oleic acids, 
corresponding to different solidifying-points. 

The solidifying-point, or point of commencing turbidity, can 
' be taken like the melting-point where only small quantities are 
available, allowing the water in the beaker to cool slowly, and 
noting the tem|>erature at which the fat becomes turbid. In the « 
case of oils, freezing mixtures may be used. 

Index of Refraction .—Where a refractometer is available, it 
is desirable to determine the refractive index, as this can be 
rapidly done on even a single drop of fat, and in some cases 
furnishes valuable information. Many refraction constants are 
given in the tables on pp. 349-350. For the principles of this 
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measurement the reader is referred to elementary treatises on 
optics. The process differs somewhat with different instruments, 
and it is not necessary to describe it in detail, as working in¬ 
structions are always provided. Zeiss's Butyro-Refractometer, 
a modification of tho instrument invented by the late Prof. Abbe, 
is most convenient, and allows of determination over a wide 
range of temperatures. * 



Fig. 22 . 


This instrument is shown ih Pig. 22, and consists of two 
prisms of dense glass of acute angle, the face of the upper of 
which is shown at A, while the second is in the hinged, part B. 
A drop or two of the oil {o be examined is spread on the face of 
the lovVer prism, and the portion B is then turned on.its hinge 
so th&t the oil forms a thin film between the faces of the two 
prisms. Light is now reflected by the mirror J through the 
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lower prism, and a portion passes through the oil into th6 upper 
prism, and thence to the eye-piece of the instrument, while 
another part striking the prism faces more obliquely, is “ totally 
reflected " from the surface of the upper prism, and lost.The 
angle at which this takes place is dependerft on the difference 
between the index of refraction of the oil and the glass; the 
nearer the two approach, the more oblique being the angle at 
which the light can pass through. On looking through the eye¬ 
piece the field of view is therefore divided into a light and a 
dark portion, the boundary of the light being sometimes sharp, 
hut often shaded into a bluish or reddish fringe. The field is 
crossed by a scale divided into too parts, and on this the position 
of the boundary is read. As the scale is an arbitrary one, and 
only applies to the butter-refractoiheter, while some other instru¬ 
ments give the index of refraction direct, it is i often desirable to 
convert it into terms of the latter, which is a well known physical 
constant. For this purpose the following table is given,.derived 
by interpolation from the numbers given by Zeiss. In order to 
insure the constancy of the indications of the instrument, a 
•' normal fluid ” is supplied by the makers, which gives a sharp 
and colourless boundary, which at 15 0 C. corresponds exactly to 
77’3 scale-divisions. By passing a current of water, warmed a 
degree or two above that required, through the nozzle D, and 
out at E, the temperature can be regulated to any required tem¬ 
perature up to 70° C., so that the refractive index of fats and 
fatty acids of high melting-point can be taken. For this purpose 
it is desirable to order a thermometer reading to 65” or 70° C,, as 
that usually sent out with the instrument reads to 50° C. only. Tit 
addition to the refractive power, some information may be gained 
from the appearance of the boundary of the light part of the 
field. If it has a blue margin, it indicates that the dispersion of 
the liquid examined is higher than that of butter, for which the 
instrument is corrected, while an orange or red boundary indi¬ 
cates a lower dispersion. In caees where this margin is broad 
and undefined, a sodium flame (a Bunsen flame coloured yellow 
by salt, which may be introduced on a little spoon made ol 
platinum foil, or by a tuft of asbestos moistened with salt solu¬ 
tion) may be used as a source of light,‘when the margin v'ill be 
sharp, and the refraction measured will be tha<. of the sodium 
or ** D ” line. A red or orange glass fitted into grooves provided 
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below the lower prism may be substituted with convenience, but 
perhaps some loss of accuracy. 

Messrs. Zeiss also manufacture another and more complete 
,form of the Abbe refractometer, which, instead of an arbitrary 
scale, has merely cross-wires in the* eye-piece, to which the 
shadow-edge can be brought by rotating the prisms, the movc- 

* The Refractive Index is given t > the nearest decimal in the 4th place. The 
Differences represent the average value of the 4th and 5th places of deeinials of the 
index for one scale-diviaoh, for the succeeding five divisions. With reading to O' t 
of a'seale-division, the index is uncertain to about 1 unit of the 4th place. 
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ment being measured on a sector graduated directly'to show 
refractive index. This instrument ^ias the advantage of a much 
wider range than the butyro-refractometer, practically sufficient 
for the examination of all liquids, and is in addition, indepfendent 
of the coloured fringes mentioned above, as it can be achroma- 
tised for liquids of any dispersion by a compensating prism fitted 
with a graduated circle, which enables the dispersion not merely 
to be compensated but measured. In some few cases this 
measurement can be utilised as a means of identifying oils * 

It is frequently necessary to correct the refractive index for 
small differences of temperature from the standard adopted. 
Tolman and Munson f have found that the change inordinary 
oils and fats is very regular, being about O' 000365 for 1° C. If 
the butyro-refractometer is used\ the scale number must be cal¬ 
culated to refractive index before applying the correction. 

On examining the tables of oil constants, it will be noticed 
that in most cases the refractive index is roughly proportional 
to the gravity; and of course, like the latter, variable with tem¬ 
perature. Some additional information is obtained by calculating 
a sj>ecific refractivity independent of gravity and temperature, 
which may be approximately done by Gladstone and Dale's 

formula, ” ~ 1 = c, where c is the constant, n the refractive 
a 

index, and d the specific gravity; and more accurately for the 

fjl __ J 

present purpose by the later formula of Lorenz, , ^ 

For more detail as regards the application of this formula to 
oils, and a table for facilitating its calculation, the reader is 
referred to a paper of Procter’s on “ The Refractive Constant in 
Oil and Fat Analysis." J The main results are that gravity and 
refractive index are increased both by the presence or increased 
proportion of oxygen and of unsaturated linkages in an oil or 
fatty acid, but not in the same proportion, so that the refractive 
constant calculated bv either.of the formulae given shows an 
increase from unsaturated, linkage, and a diminution from oxida¬ 
tion. Thus, castor oil on the one hand and linseed and fish oils 
• « 

• Cp. Procter and Holmes, Journ. Soc. Ch, lnd., 1905, p. 128. “The Oxida¬ 
tion of Oils,” part 1. 

t Journ. Amer. Ch. Soc., 1902, p. 754. 

X Journ. Soc. Chcm. Iud., 1898, p. 1021 ; and Collegium, 1904, p. 153. 
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on the other, are among the highest both in gravity and refrac¬ 
tive index, but are easily distinguished by refractive constant; 
that of castor being low (G and D 0-4987), from the presence of 
oxygen, while linseed and cod average about 0-518, from their 
unsaturated acids. On oxidation by “ blowing " or exposure to 
air, as in chamoising, the unsaturated bonds are saturated by the 
absorption of oxygen, and in the case of a cod-liver oil examined 
the refractive constant fell to 0-4955. Thus the fall of this con¬ 
stant is a measure of oxidation. For further details on this point, 
the paper by Procter and Holmes above cited may be consulted. 
The refractive constant is a very valuable index of chemical con¬ 
stitution. It is very high in mineral oils, from the absence of 
oxygen, and in a less degree in sperm and other liquid (and solid) 
waxes, where the proportion of oxygen is low. 

Specific Temperature Reaction (Maumene, Thomson, and 
Ballantync).*—When oils are mixed with concentrated sulphuric 
acid, con,plicated reactions take place with evolution of consider¬ 
able heat. The amount of this is a measure of the chemical 
action, and depends both on the number of unsaturated bonds 
and that of OH-groups in the oil, while the “iodine value" 
(p. 306) depends on the former only. Hence, when an oil oxidises 
by exposure to the air, the heating with sulphuric acid is increased 
and the iodine number diminished. With close adherence to 
the prescribed method, the specific temperature reaction gives 
constant results, at^d is very rapidly performed, though it cannot 
claim the same amount of scientific accuracy as the iodine 
value. Both are in general terms an index of the proportion of 
drying oils and olein. 

A deep beaker about 2 inches wide is fitted into a nest of 
cotton-wool in another beaker or cardboard box, so as to lessen 
the loss of heat.f 50 c.c. of water is measured into the beaker, 
and its temperature carefully determined with a delicate ther¬ 
mometer. 100 c.c. of the strongest sulphuric acid of exactly the 
t same temperature is now slowly run in from a pipette, while the 
mixture is constantly stirred with the thtimometcr, and the 

* Journ.Soc.Chem. lnd., 1891,1). 233. This reaction might with equal justice 
be classed as a chemical one, hut as the physical effect only is observed, it may con¬ 
veniently retain its present place. C p. Twitchell, Journ. Soc- Ch. lnd., 1897, p« 1002 ; 
whose niethod, however, hoi not proved capable of giving accurate quantitative 
results. 

t The Shukoflf apparatus described on p. 292 may also be used. 
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highest temperature noted. If the acid is sufficiently strong for 
the purpose, the rise should amofint to 42°-44° C. The ex¬ 
periment is noiv repeated in precisely the same manner, with 
50 grm. of oil in the same beaker, with the same acid and 1 ther¬ 
mometer. The rise of temperature with *thc oil, divided by 
that with the water, and multiplied by 100 to avoid decimals, 
gives the “specific temperature.’’ If any change whatever is 
made in the apparatus or acid used, the determination with 
water must be repeated. Equality of temperature is best at¬ 
tained by placing the vessels containing the acid and oil in a 
water-bath, which is generally at laboratory temperature, though 
with pasty fats, or where the reaction sets in with inconvenient 
slowness, it may be raised to 20”, or even more. It is best to 
use a pipette for the acid, drawn 1 out to a fine point so that it 
requires about a minute to empty ; and the temperature reached 
should not greatly exceed 60“ C, or further reactions take place 
which render the results unreliable.* Since Knseed, aod, and 
many other fish and seed oils, give a much higher rise, it is 
necessary to moderate the reaction, which is best accomplished 
by the addition of a proportion of heavy' mineral oil, which gives 
but small rise of temperature, especially' if it is previously purified 
by shaking with a little concentrated sulphuric acid and thorough 
washing. 20 grm. of linseed or fish oil to 30 grm. of mineral 
oil is generally a suitable proportion, and for semi-drying oils 
30 to 20 grin. The heat evolved by the mineral oil cannot be 
determined directly, as the reaction is inconveniently' slow, and 
its effect seems to vary with the proportion used. It must 
therefore be ascertained by experiment with the same propdr- 
tion of a colza or rape oil, of which the rise of temperature has 
been carefully determined without mixture. If, for instance, the 
rise of temperature with 50 grm. colza amounts to 55°, that for 
20 grm. should equal 22’, but a rise of 35° has been found for a 
mixture of 20 grm. colza and 30 grm. mineral oil. The rise due 
to the mineral oil is therefore 13.'', and this must be deducted in 
each case where that quantity of mineral oil has been used, and 
the remainder multiplied by 5 -f- 2 before calculating the specific 
temperature. 

The determination may be made with 25 grm. of oil and 
5 c.c.of acid in a smaller beaker, and if divided by a water deter- 

* Ellin, Journ. Soc. Chem. Ind., 1886, p. 150. 
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minatioq made under the same conditions, should give the same 
specific temperature as the I; rger quantities. 

Olive or lard oil'may be used instead of a mineral oil, and 
its evolution of heat may be directly determined, but a much 
larger proportion is required to produce the same lowering of 
temperature. 

Specific temperatures of various oils are given on p. 349. 

A similar temperature reaction, with the substitution of 
bromine for sulphuric acid,* has been employed by Hehncr as a 
rapid substitute for the iodine value determination, but since the 
introduction of the more rapid volumetric methods of Wijs and 
Hanus (p. 308), these are generally to be preferred to cither the 
bromine or the sulphuric acid reaction. 


C. Quantitative Analysis of Fats. 

In many cases where it is difficult or impossible actually to 
separate the various constituents of a fatty mixture, much 
information may be obtained from the determination of certain 
chemical constants or “ values. ” The most important of these 
are: the “acid value "or number of mgr. of Kill) required to 
neutralise the free acids of 1 grm. of the fat; the “saponification 
value," or mgr. of KHO required to form neutral soaps with 
the whole of the fatty acids of the same quantity; the " ether 
value," obtained by subtracting the acid value from the saponi¬ 
fication value, and equivalent to the mgr. of KHO employed in 
decomposing and saponifying the neutral fats or glycerides; 
any the “iodine value,” indicating the percentage of iodine 
absorbed by the fat, which is a measure of its unsaturated 
“ bonds.” These values form the basis of much of the quanti¬ 
tative analysis of fats, but a few of their more important applica¬ 
tions may be mentioned here. 

The Acid Value, when high, either denotes that the fat is 
rancid and decomposed, or that if contains additions of artificially 
produced free fatty acids, as, for instance, those produced by 
distillation, or in the recovery of grease from soap solutions. 
It is stated by Gadd that cod oil with a high acid value is 
particularly prone to “ spue ’’; and by Wood, that such oils are 

• Analyst, a*. (1895), 146 ; cp. also Joum. Soc. t hem. In<! , 1897, 87, 193, *09. 



jo2 LEATHER INDUSTRIES LABORATORY BOOK. 


generally though not always unsatisfactory for chamoising. Oils 
and fats with much free acid are unsuitable as lubricants, as they 
corrode metals. 

If the “mean molecular weight” or average combining 
equivalent of the free acids is known, their percentage is easily 
calculated from the acid value, by multiplying by this equivalent, 
md dividing by 561 (the eq. of KHO,x 10) (see below). The 
free acid, however, is not always of the same character as that 
remaining as undecomposed glyceride, 

The Saponification Value , if known for any pure oil, affords 
the means of calculating approximately the amount of adultera¬ 
tion with mineral or rosin oils, which are unsaponifiable. Thus, 
pure cod oil has a saponification value of about 185. If a given 
sample only shows t66, we are justified in assuming that it con¬ 
tains about 10 per cent, of unsaponifiable matter. As, however, 
the saponification value varies a good deal even in genuine oils, 
it is always better, if the matter is of importance, to separate and 
weigh the unsaponifiable part (pp. 279, 309). It should be noted 
that distilled oils and greases and wool-fats contain naturally 
large proportions of unsaponifiable matter. The saponification 
value is a useful means of distinguishing different classes of oils. 
From it, the total fatty acids of the sample can be calculated if 
their molecular weight is known. That of stearic acid is 284, of 
palmitic 256, of oleic 282. The mean molecular weight of the 
mixed acids of tallow is about 275, and of cod-liver oil, according 
to Dieterich, about the same. The mean molecular weight of 
the free acids, insoluble in water, is easily determined from the 
saponification (or acid) value of a small quantity of the washed 
acids recovered after saponification (p. 306). If M = mean mole¬ 
cular weight, and K = saponification value, M = ^ 122 . In 

K. 

the case of fatty acids, the acid value should be identical with 
' the saponification value unless lactones (anhydrides of the 
hydroxy-fatty acids) are present, which is probably never the 
case in natural fats, but may octur where they have been treated 
with sulphuric acid or other dehydrating agents, or distilled at 
high temperatures. In this case, the fats have what is called a 
“ permanent ether value," as the lactones are saponified by hot 
potash solution, but not by cold aqueous potash; and again 
partially take their anhydride form, if the soap so fomfied be 
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decomposed by acids (cp. p. 317). According to'Ruhsam, they 
are found in degras.* 

The Ether Value gives, as has been stated, the amount of 
potash^ corresponding to neutral glycerides of the fatty acids. 
As most natural fats consist exclusively of glycerides with more 
or less free acid, the percentage of glycerin may be found by 
multiplying the ether value by 92, the molecular weight of 
glycerin, and dividing by 561 x 3 = 1683. Similarly, the fatty 
acids are found by multiplying by their molecular weight, and 
dividing by 561. The sum of the fatty acids and glycerin will 
be more than 100 per cent, by rather over 6 per cent., on 
account of the hydration of the acids and glycerin, as will be 
seen by the following equation, R being the radical of any fattv 
acid, R.OH:— 3 

CjH.O3.R3 + 30H a = 3R.OH 4 - C, 11 „ 0 3 
Neutral fat Water Fait) aci.l (Jljcmm- 

The Iodine Value is a measure of the acids with unsaturated 
carbon atoms, and of course where only one such acid is present, 
as oleic in tallow or lard, its amount can be calculated from 
the value. The theoretical iodine value for oleic acid with 
which the experimental closely agrees, is 90-07. and for olein, 
its triglyceride, 80-2. The percentages may therefore be found" 
by the following formulae, given by Henedikt, I being the iodine 
value:— 

Percentage of 3 Ieic acid = 100 x 1 
90-07 

Percentageof olein = 100 ^ * 

86 "2 

Where several unsaturated acids are present, their quantities 
cannot be calculated in this way ; but the iodine value will still 
enable us to calculate approximately the proportion of two 
constituents for which it is known. Thus a dubbin composed 
of equal parts of a cod oil of 160, and a beef tallow of 40 
iodine value, would have itself an iodine value of 100. 

We may also safely conclude that any oil with an iodine- 
value above 86 must contain glycerides with more unsaturated 
bonds thjin oleic acid, and hence probably of a drying character. 

*• 3 Jahrwbericht der Desttchen Gerberschule, Freiberg, p, 


= i ■ 1601 X 1. 
= I ‘ 1102 X 1. 
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The converse, however, would not necessarily be true, on account 
of the probable presence of saturated fats, such as stearin and 
palmitin. 

Determination of Acid- Value .—In a wide-necked conical flask 
of 250-300 c.c. capacity put 50 c.c. of good alcohol, and I c.c. 
(or 20 drops) of a 1 per cent, alcoholic phe'nolphthalein solution ; 
and add a drop or two of N/io KHO r or NaHO till it is faintly 
pink. Weigh the oil or fat in a small beaker with a glass rod, 
transfer about 3 grm. (or more if the oil is known to be nearly 
neutral) to the flask, and determine the weight taken by re¬ 
weighing the beaker. 

Add N/10 KHO or NaHO from a burette very cautiously to 
the flask till the pink colour no longer disappears at once on 
vigorous shaking, and note the quantity used. If solid fats are 
titrated, the flask must be gently warmed, so that the fat is kept 
just fused during the operation. The acid,value is obtained by 
multiplying the number of c.c. of N/lO alkali by 5’6 i, and 
dividing by the weight in grams of oil or fat. 

In cases where the quantity of oil available is very small, it 
is often convenient to use standardised alcoholic potash, in which 
case the same quantity of fat can be used for determination of 
saponification value (see p. 306). 

Determination of Saponification- Value (Kdttstorfer).—A solu¬ 
tion of alcoholic potash is made by dissolving about 8 grm. of 
potash “pure by alcohol” in 10 c.c. of water, and making up to 
250 c.c. with good nearly absolute alcohol. Methylated spirit 
may be used if it is previously purified by shaking with powdered 
permanganate till strongly coloured, and after standing some 
time to deposit the hydrated manganese peroxide, is distilled 
off potassium carbonate, the first and last portions being rejected- 
for commoner purposes. Another method, recommended by 
J. Carter Bell,* is to place 500 c.c. of strong methylated alcohol 
in a flask of 1000 c.c. capacity, and to dissolve in it 25 grm. of 
stick potash. 250 grm. of lard or other saponifiable fat is now 
added, and the mixture heated on the water-bath with vertical 
condenser till saponification takes place, when the condenser is 
turned downwards and about 450 c.c. of alcohol distilled off. 
Alcohol sufficiently pure for use gjves a colourless solution of 
potash, which on keeping (in the dark), or on boiling, only turns 

* * Journ. Soc. Chcro. Inti., 1893, P* 2 3 & 



OILS AND FATS. 


jo* 

yellow and not brown. Ordinary commercial methylated spirit 
contains a proportion of light petroleum spirit, which if suffi¬ 
ciently volatile does not interfere with the use of the alcohol 
evendor the separation of unsaponifiable matter. Fractions of 
petroleum of higher boiling-point might probably be removed 
by rectifying the spirit off paraffin or vaseline (p. 286), or very 
likely off lard. 

Mr. T. Mann purifies methylated spirit by the use of meta- 
phenylenediaminc hydrochloride, of which 10 grains in fine 
powder is added per liter. The mixture is shaken up from time 
to time during two or three days, and then distilled, preferably 
with the aid of a fractionating column, about nine-tenths of the 
spirit being allowed to come over. Alcoholic soda of N/2 
strength made up with methylated spirit purified in this way 
does not discolour on boiling, and is still quite fit for use after 
keeping a month, in daylight. In fact it is only very slightly 
inferior to that made with the best rectified spirit. 

The' alcoholic solution of potash is allowed to stand for 
twenty-four hours, to deposit potassium carbonate, and is then 
transferred (if necessary filtering through glass-wool to obtain a 
clear solution) into a bottle fitted with an india-rubber cork, 
through which is passed a 25-c.c. pipette closed at the upper end 
with a piece of rubber tube with a pinchcock. It should be kept 
in a dark and not too cold place. 

A quantity of oil or fat not exceeding 2 grm. is transferred 
as before into a flaek of 150-200 c.c. capacity, which should be 
of Jena glass (or other hard glass not easily attacked by alkali), 
and 25 c.c. of the alcoholic potash is added, allowing the pipette 
always to deliver the same number of drops after it had ceased 
to run in a stream, so as to secure an absolutely constant quantity. 
A second 25 c.c. is run in the same way into a similar flask as a 
blank test, both flasks are closed with corks fitted with vertical 
glass tubes of perhaps 50 cm. long and O' 4 cm. bore, which 
should be cut or broken slanting at the lower end to facilitate 
dripping. The flasks are now'placed in a shallow water-bath 
already boiling, and simmered for "half an hour, the contents 
of each flask being frequently shaken with a rotatory motion. 

I c.c. of 1 per cent, phenplphthalein solution is now added, and 
the liquids carefully titrated back with accurately 1 ) 1/2 HC 1 , 
great? care being taken not to overstep the point of neutrality. 
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The difference in the two results represents the potash consumed 
in saponifying the fatty acids, bot|j> free and combined. Each 
c.c. of the N/2 HCI corresponds to (56-1 4- 2) mgr. of KHO, 
which multiplied by the number of c.c. of acid used, and divided 
by the weight of the fat in grams, gives the saponification value. 

In some cases, where only a small quantity of the fat is 
available, it is desirable to determine b<pth the acid and saponi¬ 
fication values on one weighed quantity of fat. This is easily 
done by using alcoholic potash of known strength for titrating 
the acid value, and then adding the usual 25 c.c. of alcoholic 
potash and saponifying. In this case the potash consumed in 
saponifying will give the ether value direct. If 3-4 grm. of fat 
be used with 50 c.c. of alcoholic potash for the saponification, it 
is possible to shake out the unsaponifiable matter as on p. 309, 
and afterwards to separate the fatty acids and examine them on 
a single portion of fat. « 

Determination of Iodine Value .—The original method of HubI 
has been superseded in most cases by the modification^ of Wijs 
and Hanils, but is given here since many of the published data 
have been obtained by it, the points in which it has been varied 
by Wijs and Hands being noted subsequently. 

Hubl's Method .—The following solutions are required 

1. Iodine Solution (Iodine and Mercuric Chloride). 25 grm. 
of pure iodine are dissolved in 500 c.c. of pure “ absolute ” alcohol. 
Methylated spirit must not be used. 30 grm. of pure mercuric 
chloride are separately dissolved in a similar quantity of the same 
alcohol, and, if necessary, filtered. The solutions are best kept 
separately, but should be mixed in equal parts at least twelve 
hours before use, as considerable loss of free iodine takes place 
soon after mixing, but afterwards much more slowly. Some 
operators, however,* prefer to mix only at the moment of using; 
and correct results may be obtained in this way if a blank test 
•Is made under precisely the same conditions to establish the 
strength of the iodine solution. 3 "he mixed solution is best 
kept in a bottle fitted with a' 25 c.c. pipette as described for 
alcoholic potash. 

2. Sodium Thiosulphate Solution. About 25 grm. per liter. 
If pure thiosulphate is at hand, a solution of 24-8 grm. per liter 
will be accurately decinormal. As, however, it does not keep 

• Fahrion, Chem. Zeit., 1892, p. 862. 
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permanently, the strength must he determined from time tc 
time. This is most conveniently done with standard, solution 
of potassium iodate (to be had pure of Merck), but potassium 
bichromate may also be used (p. 358). One molecule of either 
of these salts liberates 6 atoms of iodine from potassium iodide 
in presence of HC 1 . Therefore 3 • 566 grm. of KI 0 3 or 4 91 grin, 
of Cr,K a O, made up to 1 liter, is decinormal as regards iodine 
of which it is equal to 12 '7 grm. per liter, and 20 c.c. of either of 
these solutions allowed to stand for half an hour in a stoppered 
bottle with 10 c.c. of 10 per cent, potassium iodide solution and 
5 c.c. of strong hydrochloric acid will liberate o - 254 grm. iodine, 
and equal 20 cc. of decinormal thiosulphate. 

3. Potassium iodide solution is made by dissolving 100 grm. 
in a liter of water. Commercial iodide not unfrequently contains 
iodate, which liberates iodine in presence of HCi. If this is the 
case, the amount of iodine liberated must be determined and 
allowed for. Hydrochloric acid also occasionally contains traces 
of free chlorine, to which the same remarks apply. 

4. Chloroform should be pure, and not absorb any iodine; 
but if the strength of the iodine solution is always ascertained 
by a blank test,'in which the same quantities of potassium iodide 
and chloroform are used as in the actual determination, any 
errors due to these sources will be cancelled. 

5. Starch solution is best prepared fresh for each analysis by 
mixing J grm. of starch into 100 c.c. of cold water, and raising 
to a boil with constant stirring. The clear solution is used. 

The determination is carried out as follows:— O' 15 to 
O' 1$ grm. of drying or fish oil, 0'3 to 0'4 grm. of a non-drying 
oil, or o-8 to 1 grm. of a solid fat is weighed accurately into a 
bottle of 500 to 800 c,c. capacity, having a well-ground stopper. 
10 c.c. of chloroform is added, and 25 c.c. of iodine solution 
measured in with the same precautions as in measuring the alco¬ 
holic potash for the saponification value. If the mixture, after 
shaking with the iodine solution, is not clear, more chloroform 
must be added. If after a short time its deep brown colour 
shows signs of becoming pale, another 25 c.c. of the iodine solu¬ 
tion must be added? The bottle is allowed to stand four to six 
hours protected from the light (some chemists allow 18 hours), 
after which ioc.c. of potassium iodide solution and about '300 ex. 
of water are run in. Should a red precipitate of mercuric iodide 

X 3 
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be formed, it indicates an insufficiency of potassium iodide, of 
which more must be added. The mixture is now titrated with 
thiosulphate solution, which is run into the bottle and well shaken 
after each addition till the chloroform layer is only faintly coloured. 
A few drops of starch solution are now intrpduced, and the titra¬ 
tion continued very cautiously till the blue colour becomes 
permanently discharged. A blank test should be made at the 
same time with the same quantity of reagents, but without the 
fat, and similarly titrated, and the difference between the two 
will give the thiosulphate solution equivalent to the iodine 
absorbed by the fat, from which the iodine value is calculated 
by multiplying the corresponding weight of iodine by too, and 
dividing by the weight of fat employed. If the reagents are 
all perfectly satisfactory, it is sufficient to titrate 25 c.c. of the 
iodine solution alone at the same time to obtain the original 
strength, but it is safer to carry out the blank experiment 

Methods of Wijs and Hands .—These methods are simpler, 
more rapid, and much cheaper, and the solutions are much more 
permanent than that of Hubl. The most convenient way of 
making the Wijs solution is to dissolve 5 grm. of iodine trichlo¬ 
ride in 500 c.c. of glacial acetic acid, and to add 5 -4 grm. of 
iodine, which dissolves to a clear port wine colour. The Hands 
solution is similarly made by dissolving 6'6 grm. of iodine in 
500 c.c. of glacial acetic acid, and adding 1 • 5 c.c. (about 4 • 2 grm.) 
of bromine to the cooled solutions. Both these solutions keep 
very well. Both are used in the same way and give approxi¬ 
mately equal results, those with Wijs, on the whole, being slightly 
the highest, while the Hands solution is intermediate between that 
and the original Hubl. For this reason, and because the solution 
is' most readily prepared, the Hands method has mostly been 
used in the author’s laboratory. The process is carried out as 
follows:— 

A suitable quantity of oil, varying from O' 1 grm., for fish or 
drying oils, to 0'4 grm. in the cask of non-drying oils, is weighed 
into a stoppered bottle, and dissolved in 10 c.c, of pure chloro-* 
form, and 25 c.c. of the iodising solution (either Wijs’ or Hands’) 
is run in, accurately measured, from a burette or pipette. It is 
found best to let the mixture stand for 1 hour before titrating, 
though for non-drying oils, considerably less time would be 
sufficient After standing the necessary time, 10 c.c. of to 
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per cent, potassium iodide solution is added, and the iodine 
liberated is titrated with N/10 thiosulphate solution as described 
above, employing starch towards the end of the reaction. The 
first disappearance of the blue colour is to be taken as the end, 
though it may afterwards reappear through oxidation or dissocia¬ 
tion, and it is therefore desirable that the titration should be done 
as rapidly as possible, in order to avoid the change taking place 
during the process, and so introducing an error. The following 
table gives the results of comparison between the three methods 
which have been mentioned. 


Name of Oil. 

HUbl. 

Hand'. 

Wij.. 

Pale seal. 

* 1 7 ‘ S 

120*7 

IJ4'8 

Whale. 

I 20*2 

120*6 

123*7 

Olive. 

S2' 3 

81-9 

83*4 

Castor (cold drawn) 

82 b 

84*4 

85 6 

Dogfish liver .... 

* 34*7 

141*2 

14 3*2 

Arachis (earthnut) 

91*8 

91-6 

93*4 

Arctic shark .... 

89*0 

93*8 

98 *9 

Pale rape ..... 

103*0 

101*9 

102*1 

Coast cod ..... 

148*5 

147*5 

154*6 

Newfoundland cod 

144*8 

150*0 

154*7 

Linseed ..... 

> 74*8 

> 74*5 

177*3 

Cottonseed. 

108 -5 

107 0 

110*0 


Determination of Unsaponifiable Matter .—In the cases of oils 
and fats which are not likely to contain wool-fats, distilled 
“olein," or sperm or shark oil, io grm. are weighed into a flask, 
50 c.c. of alcohol and 5 grm. of stick potash dissolved in 5 c.c. of 
water are added, and the flask is boiled for one hour with 
inverted condenser; 50 c.c. of water are now added, and the 
solution is allowed to cool. It is then poured into a stoppered 
separating funnel of 150-200 c.c. capacity, and 30-50 c.c. of 
petroleum ether (boiling below 75°C.) are added, and gently mixed 
with the soap solution with a rotatory motion, avoiding at first 
violent shaking. ^If, on allowing the mixture to rest, the ether 
layer readily separates, somewhat more agitation may be given, 
but care must be taken to avoid the formation of a permanent 
emuWon. The mixture is now allowed to rest and separate (if 
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necessary for some hours), apd the soap solution is run back 
into the flask in which it was sappnified, where, to save time, it 
may be tightly corked and shaken with another portion of ether, 
and this time somewhat more vigorously, as the bulk ,of un- 
saponifiablc matter is already removed, abd allowed to rest while 
the ether in the separating funnel is washed with water. Care 
must be taken that, before washing, the whole of the soap solu¬ 
tion is removed, it being much less injurious in this stage to run 
off a drop of ether with the soap than to retain even a trace of 
the latter. 50 or too c.c. of water are now added to the contents 
of the funnel which are even more cautiously shaken than in the 
first instance, allowed to separate, and the water run off into a 
large flask or beaker, taking care in this case to avoid running 
away any of the ether. This washing is repeated twice, but the 
second and third time, the mixture being free from all but a 
trace of soap, may be vigorously shaken. Should an emulsion 
be formed which separates with difficulty, the addition of a few 
cubic centimetres of alcohol will often break it up. The washed 
ether is now run into a dry flask and well corked. The soap 
solution is poured back into the separating funnel; a further por¬ 
tion of petroleum ether is added, and the process just described 
is repeated for a second and third time, the washed and separated 
ether being added to that in the corked flask. After the whole 
of the petroleum ether solution has remained in the dry flask 
long enough to deposit particles of water which it retains, it is 
poured into a weighed flask, the first flask being rinsed with a 
little fresh petroleum ether, which is added to the rest. The 
bulk of the ether is now distilled off and recovered, and the un- 
saponifiable matter dried to approximate constancy in the water 
oven, and weighed. Volatile unsaponifiable matter is, of course, 
lost, and in the case of mineral oils it is not well to push the 
drying too far. 

Wool-fat, spermaceti, waxes, and sperm, dolphin, shark-liver, 
and some other marine animal oils- consist wholly or in part of 
compounds of fatty acids with higher alcohols instead of glycerin, 
and are usually only imperfectly saponified by the ordinary 
treatment with alcoholic potash. Complete <saponification can 
be effected by digesting with double-normal alcoholic potash 
under pressure at 105° to UO°C., or by treatment with sodium 
ethoxide (prepared by dissolving 5 grm. metallic sodium in 
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100 c.c, jof absolute alcohol), with subsequent digestion on the 
■water-bath. The most gen-:rally practical method is to heat 
with 2 N alcoholic potash in a copper flask or tube with sciew 
stopper, or in a small soda-water bottle with wired cork. The 
latter should be enclosed in several thicknesses of canvas in case 
of explosion, and placed vertically in an iron pan with saturated 
salt solution, which is very slowly heated to its boiling point 
{about 109° C.), and maintained at this temperature for one 
hour. If an accurately measured quantity of potash solution 
be used, the saponification value can be simultaneously deter¬ 
mined.* After complete saponification, the higher alcohols 
remain as “ unsaponifiable matter,” and can be shaken out in 
the usual way. Sperm oil and spermaceti yield about 40 per 
cent, of these alcohols, and wool-fats less. 

In general, the “unsaponifiable matter" in wool-fats and 
recovered greases is determined simply by saponification in the 
ordinary^vay, and of course includes the undecomposed waxes. 
For many purposes this is sufficient, since the proportion sapo¬ 
nified at the ordinary pressure seems practically constant, 
amounting to 40 or 45 per cent, of the total fats. Where diffi¬ 
cultly saponifiable matters are suspected, it is desirable to con¬ 
tinue the saponification for two hours, and, in the case of marine 
oils, to shake out with ethyl-ether instead of petroleum, since it 
has been observed by Lewkowitschf that the higher alcohols are 
not easily taken up by petroleum ether. Where ethyl-ether is 
used, the greater pUrt of the alcohol must be boiled off before 
shaking up, and the soap solution made up with water, but a 
little alcohol may be subsequently added if needed to break up 
emulsions. It will frequently happen with fats of the class 
named that a flocculent layer of difficultly soluble soaps of the 
higher acids will form below the ethereal layer. These must be 
retained with the soap solution. Flocks of similar soaps are 
often suspended in the ether layer, and will generally separate with 
the particles of water in the dry flask, but must otherwise be re¬ 
moved by filtration, and the filter washed with ether. Ethyl-ether 
dissolves larger proportions of neutral soaps than petroleum ether. 
Gawalowski | staves that neutral soaps are quite insoluble in 
petroleum ether, and recommends approximate neutralisation 

* *’p. Her big, Ding. Polyt. Journ., 1X94, tcxcii. p. 66. 

t Journ. Stic. ( hem. Inti., 1896, p. 14 J /,c it. Anal, Chem., xxvi., p. 330* 
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with calcium chloride, and addition of sodium hydrogen car¬ 
bonate with subsequent boiling. Cood results may also be 
obtained by carbonating the caustic alkali by passing CO* 
through the solution, or by neutralisation to phenolphthalein with 
dilute acid, and the subsequent addition of ,a small quantity of 
sodium carbonate to restore alkalinity and combine with any 
trace of freed fatty acids. Soap may he detected in the “ un- 
saponifiable ” by incinerating, when it will be indicated by the 
presence of alkali in the ash, from which its amount may be 
approximately calculated. 

In place of shaking out, unsaponifiables may be extracted 
from the dried and powdered soap in the Soxhlet apparatus, and 
Baldracco* recommends this method for the analysis of degras. 
Details of this procedure will be found on p. 342. 

It is often of importance to determine the nature of the 
unsaponifiable matter. Apart from the presence of wool-fat, 
mineral oil, and less frequently rosin oil, added by way of adult¬ 
eration, are by far the most common. They can generally be 
recognised by their liquid consistence, colour and smell. Rosin 
oil is easily distinguished from mineral oil by its much greater 
sp. gr. and higher refractive index. Mineral oil ranges from 
0-850 to 0-920 sp. gr. and 1 -4776 to 1 -4980 ref. ind.: while in 
rosin oil, these are from 0-960 to 0-990 and from 1-5274 to 
1-5415 respectively. Rosin oils are miscible with acetone in all 
proportions, but mineral oils require several times their volume 
for solution. Both classes of oil are generally fluorescent, but a 
feeble green “ bloom " or fluorescence is often noticed in animal 
and vegetable oils of undoubted purity, while that of mineral 
oils is frequently masked by addition of nitronaphthalene and 
other nitro-compounds. In this case it is restored by washing 
the oil with concentrated sulphuric acid. The ordinary colour 
tests for rosin oil ate useless in presence of liver oils, or wool-fat, 
since very similar colours are produced by the cholesterol and lipo- 
chromes present in these fats, but irf most cases resin acids may 
be detected among the fatty acid's by the tests given on p. 316. 

The presence of large quantities of cholesterol is characteristic 

of wool-fat, but as this body, together with lipfochromes, occurs 

in liver oils, the same remarks apply, and its qualitative detection 

is not of much value. When the more or less ‘•olid consistence. 

« 

* Collegium, 1904, |>. 333. 
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the smelt, or other causes lead to* suspicion of the presence of 
wool-fats, the most satisfactory method is to resaponify the 
“ unsaponifiables ” obtained in the ordinary way, either under 
presstfre. or by the aid of sodium ethoxide (p. 310). An additional 
amount of fatty acids»and corresponding diminution of unsaponi¬ 
fiables, indicates with certainty the presence either of wool-fat, 
or of liquid waxes front some other source, and probably with 
further experience, it will be found that the amount of wool-fat 
can be inferred from the quantity. 

If the unsaponifiable matter is small in quantity, and more 
or less crystalline, it probably consists mainly of cholesterols and 
isocholesterol, or, in the case of vegetable oils, of the closely 
allied phytosterols. These bodies may be detected by dissolving 
the unsaponifiable matter in a little chloroform, and shaking with 
an equal volume of concentrated sulphuric acid. Cholesterol 
and phytostcrol cofour the chloroform layer red or purple. Iso- 
cholestespl cause* a strong green fluorescence in the sulphuric 
acid, and gives a yellowish tint to the chloroform layer which 
often masks the purple or pink due to cholesterol. Somewhat 
similar colorations to that due to cholesterol are also given by 
the “ lipochromes ” present in liver oils, and reddish colorations 
by resin acids (see p. 316); but the latter should be removed by 
saponification. Phytosterol may be distinguished from cho¬ 
lesterol by difference of melting-point and crystalline form of the 
two bodies and their acetates, under microscopic examination, 
and their recognition is important in the detection of mixtures of 
animal and vegetable oils, but for details the reader must be 
referred to the books of Lewkowitsch and others. 

The high alcohols present in wool-fat and other solid and 
liquid waxes may also be present among the unsaponifiaW 
matters, as well as undecomposed waxes, if the saponification 
has not been done under pressure. It is not easy to separate 
these from the cholesterols, and the reader must be referred for 
the best methods to Lewkowitsch (‘ Oils, Fats and Waxes’). 
Paraffin and ceresin may also be present among the unsaponi- 
fiable solids, and may be separated from cholesterol and other 
alcohols by digestion for two hours at 100° C. with acetic anhydride 
or les^ accurately by washing with ordinary alcohol, in both of 
which, the paraffins are practically insoluble. The nlethod is 
also applicable to liquid paraffins. If cholesterols or other 
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alcohols are present in large quantity, their acetylised products 
usually separate from the acetic anhydride as it cools, or in any 
case by pouring the solution into cold water. 

Fatty Acids .—The soap solution, after removal of unsaponi- 
fiables and boiling off the alcohol, may be decomposed with 
dilute sulphuric acid, and the fatty acids separated as on p. 278. 
Care must be taken, in boiling off the alcohol, that the vapour 
which at first contains considerable petroleum ether, does not 
catch fire, and the operation is best performed on the water-bath ; 
or a distillation flask and condenser is used, and the alcohol re¬ 
covered. If it is desired to determine the acids quantitatively, it is 
convenient to wash them with hot water in a separating funnel, 
the wash waters being passed through a weighed filter of close 
texture, on which the fatty acids are finally collected. The wet 
filter is now placed on the top of a small tared beaker and dried 
in the water-oven to approximate constancy’ when the greater 
portion of the fat will filter through, and is ready fof further 
examination. The acids thus obtained are, of course only those 
insoluble in water, any soluble {volatile) acids present being re¬ 
tained in the wash water. The percentage of insoluble acids is 
known as the Hehner value.” For the determination of the 
volatile and soluble acids (“ Reichcrt-Meiss! value") see Lew- 
kowitsch. 

Separation of oxidised fatty Acids { Dt'pras-Former ”).—Lin¬ 
seed and fish oils yield, on oxidation, products of which the fatty 
acids are insoluble in petroleum ether, but soluble in alcohol. The 
determination of these oxidised acids in linseed varnishes and 
japans, affords a criterion of the amount of oxidation they have, 
undergone, while in d£gras, in which they are formed during the 
chatnoising process, their presence, according to Simand, is the 
cause of its readiness to form an emulsion with water and to a 
certain extent a measure of its genuineness and quality, and they 
are hence styled by him “ degras-former ” (Degrasbildner). Their 
importance in this respect has, however, been much over-rated, as 
they can be formed in any quantity by the artificial oxidation 
of fish-oils. They may be determined in the soap solution, after 
extraction of the unsaponifiables, in the following manner. 
After boiling off the alcohol, the soap is dissolved in hot water 
and the solution is transferred to a large sepa:ating funnej and 
decomposed with slight excess of dilute sulphuric or hydro- 
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chloric .acid, which should be roughly standardised against the 
quantity of, potash used ir saponification. After cooling, the 
mixture is vigorously shaken for five minutes with too c.c. of 
Petroleum ether, and the funnel set aside for several hours till 
both the ethereal ajid aqueous layers have become clear. The 
aqueous solution is then run off, when the oxidised acids will 
usually adhere to the sides of the funnel, and the ethereal layer 
can be poured from the top of it without disturbing them. They 
are washed several times with petroleum ether, and dissolved 
in hot alcohol, which is filtere'd, evaporated to dryness in a 
porcelain basin (which should not be more than half filled, as the 
solution readily creeps over the sides) and finally dried for one 
hour at 100-105° C. and weighed. The ethereal solution, after 
shaking a few times with water to remove mineral acid, may be 
distilled off, to recover the remaining fatty acids for further 
examination. Where only determination of oxidised fatty acids 
is required, as is frequently the case with degras, the process 
may be simplified as follows (Maschke). 5-7 grm. of the degras 
arc weighed into a porcelain basin; 0’5-l’Ogrm. solid caustic 
soda, or rather more caustic potash, is added, together with 50 c.c. 
of good alcohol, and if necessary a few drops of water to com¬ 
plete the solution of the alkali, and the whole is slowly evaporated 
nearly to dryness on the water-bath with occasional stirring. 
The soap is then taken up with water, and decomposed with acid, 
and after separating with petroleum ether as above described, 

' the alcoholic solutidhof oxidised acids is evaporated, and weighed 
in the same basin in which the saponification took place. The 
method is not to be recommended for the determination of small 
traces of oxidised acids in easily oxidisable oils, which would be 
liable to further oxidation in the open saponification. 

According to Simand, genuine degras should contain not less 
than 15-20 per cent, of these oxidised acids calculated on the 
dry weight. It may be noted (cp. p. 299) that as the oxidised 
acids increase, the iodine value falls ; and in all probability the 
acetyl value, being a measure of the hydroxyacids, correspond¬ 
ingly rises. The resinous exudation on leather known as “ spue- 
ing," “ gumming, v or “ frying,” is due to the production \>( these 
oxidised acids on the surfaces of the leather, and therefore 
fish oils of very high iodine value, such as menhaden oil, are 
specially liable to .produce it, but it does not seem to be favoured 
by the presence of ready formed oxidised acids as in degras. 
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Most artificial ddgras is madevaith oxidised or “ blown ” oils, and 
it is probable that such oils may find other useful applications 
in currying. There is no known reason why a ddgras formed by 
direct oxidation should be in any way inferior to the actual 
product of chamoising. 

Determination of Resins. —Rosin, or ordinary pine resin, is a 
usual constituent of soaps, and is frequently found in stuffing 
greases and ddgras, either as an intentional addition, or as a 
constituent of rosin oil. Rosin consists practically of the anhy¬ 
drides of abietic, and perhaps other acids, and hence is found 
after saponification among the fatty acids. It may often be recog¬ 
nised by taste and smell where the ordinary colour reactions are 
inapplicable. It may be detected among the fatty acids by the 
Liebermann-Storch reaction (in absence of liver oils, which con¬ 
tain lipochromes which give a violet coloration with sulphuric 
acid). Cholesterols, which give a similar colour-reaction, must 
first be removed with other unsaponifiable matters by shaking 
out the soap solution, as on p. 309. The separated fatty acids 
are dissolved in a small quantity of acetic anhydride. The solu¬ 
tion is then cooled, and a few drops of sulphuric acid of S.G. 
I - 53 (about 55 c.c. of concentrated S.G. I'84 acid made up to 
too c.c.) is gently run in. In presence of rosin a transient reddish 
violet coloration is produced. In absence of cholesterols the 
test may also be used to detect rosin oil, and even when both 
have been removed by shaking out, the fatty acids may show 
traces of rosin. 

Rosin is probably best estimated by the volumetric modifica¬ 
tion of Twitchell’s method,* though the results must only be 
taken as approximate to the quantity of crude commercial rosin 
used. It is carried out as follows : 2-3 grm. of the mixed acids 
are weighed accurately, and dissolved in a flask in 30 c.c. of 
absolute a\qo\\o\. The flask is cooled by immersion in cold water 
and dry HC 1 gas is passed in till it ceases to be absorbed, which 
occurs generally in about three-quarters of an hour. The flask 
is allowed to stand for one hour and then diluted with 150 c.c.of 
water, and boiled till the aqueous layer becomes clear. After 
cooling, the contents of the flask are transferred to a separating 
funnel, the flask being repeatedly washed with ether which is 

* Sec Benedikt and Lewkowilsck, p. 195 : Wilson, Journ. Soc. Chem. Ind< 1891, 
p. 952. 
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united with the rest The acid layer is now run off, and the 
ethereal* is either washed with repeated changes of water and 
vigorous shaking till the aqueous layer remains perfectly neutral, 
or decinormal alkali is cautiously added till it remains neutral 
to methyl orange. After running off as much of the water as 
possible, 50 c.c. of alcohol is added, and the solution of resin acids 
is titrated with standard alkali in presence of phenolphthalcin as 
in determining the "acid value” (p. 304). Each c.c. of normal 
alkali is approximately equivalent to 0-346 grm. of rosin. In 
the determination of other resins an equivalent must be found 
experimentally. The process is based on the fact that fatty 
acids combine with alcohol in presence of dry HCI to form 
neutral ethylic esters, while the rosin acids are practically un¬ 
altered. 

Lactones are the so-called "inner” or cyclical anhydrides of 
hydroxyfatty acid^ When a hydroxyl is substituted in a suitable 
position for one of t|ie hydrogen atoms in the hydrocarbon 
nucleus vd a fatty acid, it becomes capable of combining with 
the hydroxyl of the carboxyl group of the same molecule 
(just as the hydroxyl of another alcohol might unite with it to 
form an ordinary ethereal salt or “ester”), with elimination of 
a molecule of water derived from the hydrogen of the carboxyl 
group and the alcoholic hydroxyl. Such a lactone may be 
likened to a snake with its tail in its mouth, and is devoid of 
acid properties, behaving like an ethereal salt. It is saponified 
by caustic alkalis ip the ordinary way, the original hydroxyacid 
being re-formed as an alkali salt; but as soon - as it is liberated 
again from the base, it loses one molecule of water, and re¬ 
combines with itself to form a lactone. Fatty acids con¬ 
taining lactones have thus a " permanent saponification value ” 
and “permanent ether value,” from which the amount of 
lactone may be calculated. In some cases, however, this re¬ 
formation is only partial, and by repeated saponifications the 
amount of lactone is often reduced or converted into permanent 
free acid. It is not every hydroxyfatty acid which is capable of 
forming a lactone. The combination takes place most readily 
when the hydroxyl occupies the 7 position of the carbon chain 
in reference to the carboxyl group, and thus forms a complete 
ring when combined with the latter group. When an unsaturated 
acid *like oleic is acted on by concentrated sulphuric acid, or 
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heated with zinc chloride, compounds are formed which, on being 
boiled with water or weak aci<£ split up and leave the oleic acid 
with the addition of a hydroxyl and a hydrogen in place of its 
unsaturated bond, thus converting it into hydroxystearic acid. 
A portion of the acid so formed is usually 7 hydroxystearic acid, 
which at once forms stearolactone (Ci S H 34 ' 0 3 ). Thus lactones 
are usually found in turkey-red oils prepared by treating oils 
with sulphuric acid, in candle material by Schmidt’s process 
(heating oleic acid with zinc chloride), and in other cases where 
hydroxystearic acids are produced. It has hence been found by 
Lewkowitsch in distilled stearines, and by Ruhsam in degras. 

The Acetyl Value. —When an alcohol ora hydroxylated fatty 
acid is boiled with acetic anhydride, the radical acetyl (C a H a O) 
replaces the hydrogen of the alcoholic hydroxyl. When such an 
acetylated compound is saponified, the acetic acid is re-formed 
and saturates a portion of the alkali. Thus if the acid and 
saponification values of such an acetylated fatty acid are deter¬ 
mined in the ordinary way, the first should represent the com¬ 
bining power of the fatty acid, while the second is that of the 
fatty acid plus that of the acetic acid formed ; and by deducting 
one from the other, an “ acetyl value ” is obtained similar to the 
ether value of an ordinary fat. Benedikt and Ulzer * applied 
this method as a means cf measuring the hydroxyl groups pre¬ 
sent in the fatty acids ; but it was shown by Lewkowitsch that 
most of the results obtained by their method are vitiated by the 
fact that anhydrides of the fatty acids themselves are formed in 
the process, and lead to a sort of permanent saponification 
value.”f He also pointed out | that true acetyl values were 
obtained by direct estimation of the acetic acid formed by dis¬ 
tillation. He has recently shown that neutral fats could be 
acetylated similarly to fatty acids, and has devised a simplified 
method for determining their acetyl value, which he describes § 
as follows:— 

“ 10 grm. of an oil or fat (or any other convenient number 
of grm.) are boiled with an equal volume of acetic anhydride 
for two hours in a round-bottomed flask attached to an inverted 

* Monatshi fte fur Chem., v»ii. p. 40. , 

t Proc. Chem. Soc., 1890, p. 72; Journ. Soc. Chem. Ind., 1890, p. 660. 

X Journ. Soc. Ch. Ind., p. 847. 

§ Lewkowitsch, “Oils, Fats, and Waxes, p. 269, 3r’ ed.; Cp, also Journ. 
Soc. Chem. Ind., J897, p. 503. 



OILS AND KITS. 


3 ** 

condenser. The mixture is then transferred to a large beaker 
mixed with several hundred c.c. of water, and boiled for half an 
hour. A slow current of carbonic dioxide is conveniently passed 
into the liquor through a finely drawn out tube reaching nearly 
to thd bottom of the beaker; this is done to prevent bumping. 
The mixture is then allowed to separate into two layers, the 
water is syphoned off, and the oily layer again boiled out in the 
same manner three successive times. The last trace of acetic 
acid is thus removed, as may be ascertained by testing with 
litmus paper. Prolonged washing beyond a certain limit causes 
slight dissociation of the acetyl product, which would lead to 
too low an acetyl value. The acetylated product is then filtered 
through a dry filter-paper in a drying oven to remove water. 

The whole operation may be carried out quantitatively, and 
in that case the fatty matter is treated in a fashion similar to 
the modus operandi described for the determination of the Hehner 
value (p. 314) ; which is useful if it is desired to ascertain pre¬ 
liminarily whether a notable amount of glycerides of hydroxy 
acids be present in an unknown fat (p. 314), 

About $ grm. of the acetylated product are then saponified 
by boiling with alcoholic potash, as in the determination of the 
saponification value. If the “distillation process "be adopted, 
it is not necessary to work with an accurately measured quantity 
of standardised alcoholic potash. In case the “ filtration process " 
be used, the alcoholic potash must be measured exactly. (It is 
advisable to use inqjthercasea known volume of standard alkali, 
as one is then enabled to determine the saponification value of 
the acetylated oil or fat.) Next the alcohol is evaporated off 
add the soap dissolved in water. From this stage the determi¬ 
nation is carried out either by (a) the distillation process, or (b) 
the filtration process. 

(a) Distillation Process .—Add dilute sulphuric acid (t : to), 
more than is required to saturate the potash used, and distil the. 
liquid in a current of steam. ( 600-700 c.c. of water are distilled 
off. As a rule this will be quite.sufficicnt, and the last 100 c.c. 
will be found to require no more than O’l c.c. of decinormal 
alkali. Titrate the distillate with decinormal potash, using 
phenolphthalein as an indicator, multiply the number of c.c. by 
S’61, qpd divide by the weight of substance taken. This gives 
the acetyl value. 
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(b) Filtration Process. —Add to the soap solution a quantity 
of standardised sulphuric alid exactly corresponding to the 
amount of alcoholic potash employed and warm gently, where¬ 
upon the fatty acids will readily collect on the top as an oily 
layer, (If the saponification value has been determined, it is of 
course necessary to take into account the* volume of acid used 
for titrating back the excess of potash.) Filter off the liberated 
acids, wash with boiling water until the washings are no longer 
acid, and titrate the filtrate with decinorinal alkali. The acetyl 
value is calculated in the manner shown above (a). 

Both methods give identical results; the latter requires less 
time, and will therefore be found more convenient. 

The distilled water used in determining the value by either 
the distillation or filtration process should be carefully freed 
from carbonic acid by previous boiling, or otherwise serious 
errors may result. Even the water used for generating steam 
in the distillation process should be brought into violent ebulli¬ 
tion before the steam is passed into the distilling fiy«sk. This 
source of error may easily creep in in the case of very hard 
water. Check experiments with pure acetic acid will readily 
guide the operator. In order to facilitate the separation of in¬ 
soluble fatty acids in the filtration process, it will be found 
useful to add a slight excess of mineral acid. Of course this 
amount must be measured accurately and deducted from the 
alkali required for determining the dissolved acids. 

The acetyl value of the free fatty acids may be determined 
accurately by acetylising as above described, and estimating the 
acetic acid by the distillation process, but for reasons already 
given, the filtration process is not applicable. 

, The acetyl value determined as described is the number of. 
milligrams of potassium hydrate required for the neutralisation 
of the acetic acid obtained by saponification of i grm. of the 
acetylated product (not of the original fat). 

Acetylisation is a general chemical method for the deter¬ 
mination of alcoholic hydroxyls. It is not affected by the acid 
hydroxyl of the carboxyl group, hence in hydroxy acids it' 
measures the hydroxyls attached to the hydrocarbon chain, and 
unhydroxylated acids have no acetyl value. ' Similarly, a glyce¬ 
ride, in which all the hydroxyls of the glycerin are replaced by the 
radicals of unhydroxylated fatty acids, has no acetyl value, but 
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free glycerin has all its three alcoholic hydroxyls replaced by 
acetyl, forming triacetin, the simplest fat; and mono- and di¬ 
glycerides, in which only i or 2 of the hydroxyls are replaced by 
fatty acids, take up 2 or 1 acetyl groups respectively. Alcohols 
such as cholesterol, phylosterol and the wax alcohols also take 
up acetyl groups replacing their alcoholic hydroxyls. The 
meaning of the acetyl vajue is thus often very complicated, and 
it is only in the case of free hydroxy acids or their neutral 
glycerides, or of free alcohols, that its indications are unam¬ 
biguous. In the case of fats, it may merely indicate the amount 
of free or partially free glycerine, and thus simply measure the 
rancidity. In this case, the acetyl value of the free fatty acids, 
if any, would be included. Where natural or rancid fats contain 
volatile or soluble acids, these will be reckoned as acetic, and 
hence raise the apparent acetyl value. Hence, to obtain true 
values, these acids must be determined in a similar way on the 
unacetylised fat, and deducted from the acetyl values found. 

Thus the exact conclusions to be drawn from the acetyl value 
are usually, to some extent, a matter of conjecture, and it would 
be obviously useless to give detailed tables, but a few of the more 
important values are given in the tables of constants, pp. 349 “ 
350. For further information, the reader may be referred to 
I.ewkowitsch as already cited. It is probable that the method, if 
applied to the study of oxidised oils, in conjunction with their 
fall in iodine value, and the oxidised acids separated by their 
insolubility in petroleum ether (p. 314), would give interesting 
information as to the nature of the oxidation products, which are 
evidently not simply hydroxy acids. This has, to a certain 
extent, been attempted by Ruhsam in his examination of ddgras 
(p. 337) ; but as he used Benedikt and Ulzcr’s original method, 
his numbers will require confirmation. 

D. Special Applications of Fat Analysis. 

Tallow .—This is the fat of domestic animals, principa'iy ox 
and sheep, but sometimes goat. It consists mainly of glycerides 
(either simple or “ mixed ") of oleic, stearic and palmitic acids. 
"Rendered tallow” includes fat from all parts of the carcass; 
while ‘^pressed tallow " or “ oleostearine ” is the harder, residue 
from beef suet (kidney and bowel fat), of which the softer part is 

Y 
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used in the manufacture of margarine. Mutton tallow is gener¬ 
ally harder and whiter than beef. Tallow should be white or 
yellowish, with only a slight characteristic smell. Goat, and, in 
a less degree, mutton tallows may be recognised by their odour; 
and adulteration with distilled stearine from recovered fats, or 
with the cheaper waste greases from glue works and tanneries, is 
often similarly indicated. Tallow should melt at a temperature 
not much below 40° C. for beef, and 45° C. for mutton tallow, to a 
transparent colourless or slightly yellow liquid, containing at 
most traces of water. The solidification temperature is several 
degrees lower. (The free fatty acids usually solidify at 40 0 -45° 
C., though very soft samples may be a degree or two lower 
(p. 350). The solidification temperature is mainly dependent on 
the proportion of oleic to stearic and palmitic acids.) Paraffin 
wax is sometimes added to raise the melting point. 

The melting and solidifying points of tallow, and especially 
of its free acids, afford much information as to its hardness 
and quality for candle-making, but little as to its purity from 
adulteration. 

If tallow contains solid matter, or forms a turbid fluid on 
melting, moisture should be determined, of which it should not 
contain more than a mere trace ; and if still turbid after drying, 
it should be filtered and the filter extracted with ether or pe¬ 
troleum ether, as described on p. 285, and the nature of the solid 
impurities determined. Lime is sometimes added to tallow, to 
thicken it and enable it to retain more water, and in this case will 
remain on the filter as lime soap, and may be determined after 
ignition. Fragments of animal tissue, and traces of lime phos¬ 
phate, may be present as accidental impurities. Boiled with 
water, tallow should give up no free acid which would redden 
laemoid paper, or methyl orange (presence of free mineral acids). 

Physical constants (Table, p. 350) should be determined in 
the clear filtered fat, to which it is best not to add the portion ex¬ 
tracted from the filter by solvents. The specific gravity is best 
determined at too 0 C. (p. 291), ahd should be about o' 860, mutton 
tallow being sometimes slightly lower and beef higher than this 
figure. A higher gravity might indicate the presence of rosin, 
which in many cases is also betrayed by its characteristic taste 
and smell. For its detection and estimation, see p. 316. Cotton 
seed stearine (p. 327) also somewhat raises the gravity of lallow, 
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while it is lowered by “ distilled stearine " (p. 329), and still more 
by paraffin wax, which at the same time raises its refractive 
index and lowers its saponification value, and may be determined 
as “ unsaponifiable matter." Cotton seed stearine (and fish 
stearine also) would raise the iodine value on account of the 
oxidisable fats they contain. 

The saponification value of tallow is about 196 ; it would be 
raised by the presence of palmnut, or cocoanut oil, or by acid 
products of rancidity or oxidation, and lowered by the presence 
of waxes and unsaponifiable matter. 

The acid value of good tallow should be low, but in rancid 
tallows may reach 15. Higher numbers indicate adulteration 
with free stearic acid (distilled stearines, p. 329). 

The iodine value of tallow varies according to its hardness 
and consequent percentage of olein, from about 35 to 45 ; and 
in absence of adulteration the percentage of oleic acid may 
be calculated from it (see pp. 303, 306). It is stated, however, 
that tallow may naturally contain traces of less saturated acids 
than oleic, perhaps derived from oil-cake feeding. A lower iodine 
value than 35 would indicate the presence of palmnut or cocoa- 
nut oils, of wool-fat, or of paraffins ; while a higher than 45 points 
to adulteration with drying or semi-drying oils, or with rosin. 

Distilled or wool grease stearine (p. 329) would be indicated 
by lowered refractive index, high acid value, peculiar and charac¬ 
teristic smell, and the presence of cholesterol and isocholesterol 
among the unsaponriable matter (see p. 313). 

Beside actual tallow, other animal greases are more or less 
used in leather manufacture which differ from it chemically in 
containing a larger proportion of olein in relation to the stearin 
and palmitin, and which are consequently softer, and of lower 
melting point.* Horse fat, and especially the soft grease of the 
neck ( Kammfet /), the grease obtained in glue boiling from the 
fleshings of the hides of cattle and other skins, the grease pressed 
•out of sheep skins, and bone lat obtained by boiling bones, all 
Jaelong to this category, to which lard may also be counted. It 
these greases are appropriately cooled and pressed either in a 

* Probably some of the characteristic* of animal (ats are due to their “ mixed 
glycerides.’ as well as to the total quantities of the three acids which they contain. 
A “mixed glyceride” is one in which two or even three different fatty acids are 
combined with one molecule of glycerin. 
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solid state in the hydraulic press, or, more conveniently, in a 
semi-liquid condition by means of tjje filter press, a harder tallow 
may be separated from an oil which does not seem to differ 
chemically from the much more costly “ neatsfoot oil ” obtained 
by boiling the feet of cattle, and sometimes of sheep and horses. 
The oils and greases are often nearly white, but sometimes dark- 
coloured from the action of putrefying animal matter or of heat, 
but this coloration, unless very dark, would not interfere with 
their use in leather manufacture, and they are perfectly suitable 
for use as stuffing greases, and mostly so low in price as to be 
much less liable to adulteration than the more expensive oils 
and fats for which they might be substituted. 

Apart from the question of colour, the analysis of these fats 
is similar to that of tallow. As, no other unsaturated acid is 
likely to be present in material quantity, the percentage of oleic 
acid may be calculated from the iodine valae, which for pure 
olein is 86’2, and for oleic acid 90'07. The titer test (p. 294) 
will also give information. The acid value will vary according 
to the mode of manufacture. Grease obtained from limed hide 
or skin by boiling or pressure, without the use of acid to decom¬ 
pose the lime soap, is often nearly neutral ; while if acid has 
been used, the amount of free fatty acid value may be consider¬ 
able. This is very injurious if the fats are to be used as lubricants, 
but of no consequence for stuffing greases, so long as mineral 
acids are absent. These fats, containing no unsaturated acids 
but oleic, are not likely to “ spue," or “ gum,” but may cause a 
white efflorescence of crystalline fatty acids. 

The saponification value should be practically the same as 
that of tallow and neatsfoot oil, i.e. about 195. Pure olein has 
a saponification value of 190-4, stearin of 189'1, and palmitin 
of 208-8, while the saponification or acid value of free oleic 
acid is 198-6, of stearic 197-1, and of palmitic 218-7. In the 
Ifcase of mixtures of the three acids only, it is easy to infer the 
approximate percentage of palmitic acid from the saponification 
value of the fats or mean molecular weight of the acids only,* and 1 

* Thus suppling a pure neutral tallow to have a saponification value of 196, and 
taking the combined value of the olein and stearin at 190, \\e have an excess value 
for palmitin of 6, while the difference for loo per cent, should be 19*7 and by rule of 
three we obtain 30'5 per cent, of palmitin. If the iodine value of the tallow is 40 
and of pure olein 86’2, we similarly obtain 46*4 per cent, of olein, and taking this 
into account, 32'o per cent, of palmitin and 21 *6 per cent, of stearin. 



OILS AND 'CATS. 


325 

■still more exactly if the percentage of oleic acid as calculated 
from the iodine value is taken into account. 

The specific gravity of the softer fats at ioo° C. is practically 
the same as that of tallow, viz. about o‘86o, but their refractive 
index is somewhat higher from the larger percentage of oleic 
acid. 

Neatsfoot Oil .—This oil is considerably employed in calf-kid 
dressing, and as it does not differ chemically from the oils 
obtained by pressing the soft fats already mentioned, it will be 
convenient to speak of it in this connection, its specific gravity 
is - 9i4- - 9i6 at 15 0 C., that of tallow and lard oils being a little 
lower. Sperm and bottlenose (“ arctic sperm ") oils, and wool 
grease oleine and mineral oils are the only oils of materially lower 
specific gravity, and are easily recognised by the presence of un- 
saponifiable matter, though of course the price * of the first two 
precludes their usd in adulteration. The same may be said of 
olive oil, which is identical in density, and in most of its physical 
and chemical constants, but rape oil and cotton-seed oil might at 
times be used as adulterants. Cotton-seed oil would raise the 
iodine value, and specific temperature reaction, but would not 
much alter the saponification value. Rape would lower the 
saponification value, and raise the iodine value and specific tem¬ 
perature reaction, but from its price is not so likely to be present. 
The iodine value of neatsfoot is generally about 70, as it contains 
considerable percentage of stearin and palmitin. This will vary 
much with the tenfperature at which the oil has been filtered, 
which in “cold tested" oils is often a low one. If neatsfoot, 
lard, tallow and olive oils contain no unsaturated acid but oleic, 
their iodine value cannot exceed 86, the iodine value of pure 
olein ; but Lewkowitsch states that the iodine value of American 
lard oils sometimes reaches 106. As regards olive oils see 
below. It is difficult to say in these cases how far the differences 
are due to adulteration, and how far to actual variation in the 
oils produced by differences'of climate or nourishment. Most 
of the seed oils contain less saturated acids such as linolic, and 
therefore have higher iodine values ; thus that of rape is 101, 
and of cotton seed 108. The specific temperature reaction with 

* Tie relative prices of oils are oftea very valuable in determining probable 
adulterants, though occasionally a more eapensive oil may 1* added in small 
quantity to improve the appearance or adjust constants. 
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sulphuric acid (p. 299) affords a still more rapid and equally 
decisive test, both for neatsfoot and other tallow oils, and for 
olive oil. . . . The specific temperature does not exceed 90-94° 
C. for any of these, while for rape it is 125-155° C., and for cotton¬ 
seed 168-170° C The saponification valye for olive, neatsfoot, 
and tallow oils is about 193 ; and if lower, the probable cause is 
addition of mineral oil, though rape ■oil with a saponification 
value of 177 would lower it if added in considerable quantity. 

Olive Oil .—From what has just been said, it will be seen 
that olive oil considerably resembles tallow and lard oils, but 
its adulteration with oils of this-class can usually be detected by 
taste or smell. Its principal difference consists in its containing 
no stearic acid, and in its larger proportion of olein to solid 
glycerides, as compared to the 'non-drying animal oils pressed 
at ordinary temperatures, which contain considerable amounts of 
dissolved “ stearine,” which separates and renders the oil turbid 
or semisolid when exposed to low temperatures. Su^h oils are 
technically called “ tender.” By racking or filtering these oils 
near the freezing point, even this difference is removed or 
diminished. 

From its higher percentage of oleic, and the presence 
of small quantities of less saturated acids, olive oil does not 
become turbid till near freezing, and its fatty acids have a 
lower solidification point. Their solidifying point (p. 292) 
ranges, according to Lcwkowitsch, from about 17' C. for the finest 
oils to 26° C. for Gallipoli. From the same cause it possesses 
a higher iodine value than the animal oils, ranging from 79 
up to 86, the theoretical limit for pure olein. It has even been 
stated to exceed this figure, but more frequently the high iodine 
value is due to adulteration with refined cotton-seed oil, which 
of course raises the iodine value. Arachis, colza (rape) and 
sesame oils are also frequent adulterants, and may mostly be 
detected by their raising the specific temperature reaction and 
to a lesser extent, the iodine vjdue. Mineral oils are sometimes 
added. They lower the saponification and iodine values, and’ 
may be determined as unsaponifiables. In mixture with other 
oils, they are made to serve for adjusting thd constants to those 
of a normal olive oil. For more detailed particulars of the ex¬ 
amination of olive oils, the reader is referted to Benedjkt and 
Lewkowitsch’s ‘Oils, Fats and Waxes,’ or to Allen's ‘Com- 
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mercialDrganic Analysis,’ vol. ii.# Olive oils which have an add 
value exceeding io are said» to be unsuitable either for lubrica¬ 
tion or burning, but may be purified by washing with sodium 
carbonate solution. 

Besides these natural fats, the dissolved fats which separate 
as “ foots ” from many oils in cold weather are frequently filtered 
out, and sold as greases. They are often contaminated with 
albuminoid and other impurities precipitated or settled out of 
the oil, and are usually called “ stcarines,” but must not be 
confounded with the “ distilled stearines ” (p. 329;, which consist 
mainly of free fatty acids. These foots, if dark or too impure 
for use, are frequently themselves distilled, yielding free fatty 
acids and hydrocarbons (like “ Yorkshire grease "), from which 
distilled stearines are prepared by pressure which much resemble 
the ordinary “distilled grease stearine," but of course without 
the peculiar products of wool-fat which are characteristic of the 
latter. t 

Fish Fat or Fish Stearine settles out of fish oils when exposed 
to cold, and is used in currying and for mixture with dt-gras. It 
consists mainly of the glycerides of the solid acids, mixed with 
considerable quantities of the fish oil. Lewkowitsch has found 
its iodine value as high as 104, and higher values have been 
recorded, so that it must contain unsaturated solid fats. 

Cotton-Seed Stearine is a similar product from cotton-seed oil. 
Both these fats may be recognised in tallows and other fats 
naturally containing only olein in mixture with stearin and 
palmitin by the higher iodine value and specific heat reaction 
due to their less saturated acids. 

Recovered Wool-fat , “ Yorkshire Crease.''— Raw wool contains 
in addition to organic potash salts, considerable quantities*of a 
peculiar grease derived from the sweat and sebaceous glands. 
In its pure form it contains no glycerides, but consists mainly of 
waxes, or ethers of fatty acids with alcohols of high molecular 
weight, together with unconfbined alcohols of the same type, and 
among others of cholesterol and isocholcsterol. It is of yellow 
colour, faint smell and salve-like consistence, and possesses the 
property of easily emulsifying with water, which renders it very 
valuable both in leather manufacture and as an ointment 
“ Lanoline ” is a mixture of purified wool-fat with about 22 per 
cent of water. 
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It is usually removed froiji the wool by washing with solu¬ 
tions of sodium carbonate and sojps, and the soapy liquors so 
obtained are decomposed by addition of sulphuric acid. The 
“ magma ’’ of fatty acids is filtered off, dried and subsequently 
pressed in a steam heated press. The grease thus obtained is 
known as “ Yorkshire grease ” or “ recovered grease.” 

Yorkshire grease is a yellowish-brown fat of salve-like consis¬ 
tence, and unpleasant and characteristic smell. It contains, in 
addition to pure wool-fat, the free fatty acids derived from the 
soap used in washing, and occasionally mineral oil, if this has 
been contained in the wool oils used in manufacture. Only a 
portion of its ethers or waxes can be saponified by the ordinary 
method of boiling with alcoholic potash, but complete saponifica¬ 
tion may be effected by heating with double-normal alcoholic 
potash under pressure at i05°-uo° C. in a strong glass or copper 
flask in an oil or salt solution bath. Schnritz-Dumont * gives 
the partial saponification value of pure neutral wool-fat as ob¬ 
tained by boiling in the usual way at atmospheric pressure as 
84-86, which was hardly increased by prolonged boiling. Accord¬ 
ing to Lcwkowitsch t the value on complete saponification 
under pressure is about 102. Complete saponification may also 
be obtained by the use of sodium ethoxide, or by adding small 
pieces of metallic sodium to the fat while boiling with absolute 
alcohol. About 5 grm. sodium to 100 c.c. absolute alcohol is a 
suitable quantity J (cp. p, 310). 

According to Lewkowitsch § the percentage of fatty acids in 
pure wool-fat is about Co, and their mean molecular weight 327, 
with a melting-point of 41'8 and an iodine value of 17. Tile, 
iodine value of purified wool-fat itself is stated by the same author 
as varying from 17 to 29, possibly because of impurities. The 
percentage of unsaponifiable matter (alcohols) is about 44. It is 
best shaken out with ordinary ethyl ether, in which it is more 
Voluble than in petroleum ether. 

The complete analysis of recovered grease is extremely diffi¬ 
cult, and readers may be referred to the work of Lewkowitsch.| 

♦ Ding. Polyt. Journ., 1895, ccxcvi. p. 234. 
t Oilsj Fats and Waxes, p. 528, * 

X Kossel and OhermuUer, Zeits. f. Physiol. Chem., xv. pp. 321 -3^0. D. R. Pat. 
55 . 057 - 

§ Oils, Fats and Waxes, p. 528. 

|j Journ. Soc. Chem. Ind., 1892, p. 134. 
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There is*'however, no particular difficulty in determining the 
ordinary constants, except such as arises from the difficult 
saponification of the waxes, and their tendency to form persistent 
emulsipns with the solvents. 

In the United States recovered wool-fat or “ Yorkshire grease ” 
is known under the name of “ English ddgras,” and is much used 
for currying. It is needless to say that it differs totally in its 
composition from real degras, but in common with it it possesses 
the quality of easy emulsification with water and freedom from 
rancidity, and is therefore a valuable fat for the currier. “ Holden 
fat" or "degras” consists of a similar product mixed with fish 
oil, and, as has been already stated, wool-fat is much used to mix 
with genuine degras. 

Recovered grease is frequently purified by distillation in a 
current of superheated steam. Much of the free fatty acids, and 
a portion of the alcAhols and neutral waxes distil over unchanged, 
but a considerable part of both is broken up into volatile hydro¬ 
carbons \vhich do not differ chemically from those of petroleum 
oil, and like them arc usually fluorescent. The distillate is 
usually separated by cooling, crystallising and pressing into a 
liquid portion or “ oleine ” and a solid “ stearine.” The former 
contains most of the hydrocarbon oils, together with liquid fatty 
acids ; while the latter consists mainly of free stearic, palmitic 
and isooleic acids. The “oleine” is used principally as a “ wool 
oil,” but from its low price might sometimes be employed for 
adulterating comm 3 n cod oils. The “ stearine ” forms a very 
valuable stuffing grease, which in England to a large extent takes 
the place of the oleostearine used in the United States. 

Distilled Grease Stearine is a solid fat varying in colour from 
nearly white to yellowish biown, and in hardness and solidifyifig 
point with the conditions of the pressing. Lewkowitsch points 
out that it may be distinguished from commercial stearic acid 
from other sources by the absence of marked crystalline struc¬ 
ture, by its high iodine value duetto the presence of isooleic acid, 
•and by its strong isocholcsterol reaction (p. 313). Its odour is 
also persistent and characteristic. It is distinguished from 
tallow by its high acid value, and the absence of glycerides, as 
well as by the above characteristics. It is also marked by its 
lower gravity, about cr8o6 at 100" C., and its lower refractive 
index. 
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The method of analysis u^ially adopted with distilled stearines 
is to saponify in the usual way, itsing 50 c.c. of N/2 alcoholic 
potash for 3-4 grm. of fat, and boiling at atmospheric pressure. 
After determining the saponification value by titrating bank with 
N/2 hydrochloric acid, the solution is treated with a pinch 
of sodium carbpnate to neutralise the possible minute excess of 
acid due to the titration, and shaken out with petroleum or ethyl 
ether, great care being taken, by avoiding violent shaking till 
most of the soap is removed, to prevent the formation of per¬ 
sistent emulsions. In obstinate cases, patience and the addition 
of alcohol to the wash water will generally enable a separation 
to be effected. 

For commercial purposes it is often calculated that each 
c.c. of normal alkali consumed corresponds too‘284 grm. of 
stearic acid, no notice being taken of the slightly different 
molecular weights of other acids present, 'nor of the possible 
presence of lactones and traces of neutral fat on the one hand, or 
of the small quantities of waxes present on the other, parts of 
which escape complete saponification. 

If the acid value and the saponification value of the separated 
free fatty acids be determined, the presence of lactones (p. 317) 
will be shown by the excess of the latter, and can be calculated 
as stearolactone from the difference, each c.c. of N/i potash corre¬ 
sponding to 282 mgr. The saponification value of stearplactone 
is consequently 198 • 9. Great care must be taken in the prepara¬ 
tion of the fatty acids for the determination of lactones that all 
saponifiable matter is completely saponified, or at least thoroughly 
removed from the soap solution by shaking out. For this pur¬ 
pose ethyl ether is preferable to petroleum ether in the case of 
Wool-fat and fish oils containing liquid waxes, since the higher 
alcohols of which the unsaponifiables consist are not readily or 
completely removed by the latter solvent. In case unsaponified 
waxes remain mixed with the fatty acids, the molecular weight 
as determined from the acid nitmber will appear abnormally 
high, and if any further saponification takes place in determining 
the saponification value an apparent “ permanent saponification 
value " will result. 

Cod Oil .—Genuine cod oil is obtained from the liver of Gadus 
morrhua, the common cod, and contains a large proportion of 
very unsaturated and oxidisable fatty acids. Moller^s “Hy- 
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droxyl-fjee ’ oil, is rendered in ap atmosphere of carbonic acid, 
to prevent oxidation, and reaches an iodine value of 165, but the 
ordinary commercial oils contain oxidised acids and have iodine 
values of about 155, On oxidation by blowing or exposure to 
air, the gravity and ^viscosity of the oil increases largely (s. gr. 
up to ’9812), and the iodine value correspondingly falls, and the 
oil becomes partially insoluble in petroleum ether and the ordi¬ 
nary oil solvents.* The pale medical oil is obtained by steam¬ 
ing the perfectly fresh livers. The brown oil used in leather 
manufacture is usually prepared from livers more or less putrid, 
or front a second steaming of the fresh livers, or sometimes, by 
allowing the livers to putrefy, collecting the oil which runs out, 
and rendering the residue by fire heat. Such oils are made in 
Newfoundland and Norway, the former being most esteemed by 
curriers, possibly because it is rendered at a higher temperature, 
which, by precipitating albuminous matters, lessens its tendency 
to “ spue^” or exude irt an oxidised form on the surface of the 
leather. This troublesome defect is apparently due to some kind 
of fermentative change, and is favoured by the presence of nitro¬ 
genous matter, the drying tendency of the oil, and probably by 
bacterial fermentations in the leather itself. It is said to be 
most frequent with oils of a high acid value, either from the 
greater oxidisability of the free fatty acids, or, more probably, 
because the acidity is, itself, an indication of rancidity and a ten¬ 
dency to change. Spueing is much favoured by the presence of 
iron salts, and othlr oxygen-carriers, and hence is particularly 
common on iron-blacked leathers. 

“ Coast Cod " oil is a liver oil obtained in this country from 
cod livers mixed with those of various other fish, such as ling, 
haddock and hake, several of which are of higher iodine value, 
and consequently more oxidisable than genuine cod, f and is 
frequently very badly manufactured. It varies much in quality 


Among the investigations of the unsatgrated acids of marine oils, those ol Fahrion 
(Chem. ZeiL, 1893, p. 684; Abst. Journ. Soc. Ch. Ind„ 1893, p. 935), Bu’l (Chem. 
Zeit., 1899, p. 996; Abst. Journ. Soc. Ch. Ind., 1900, pp. 73 and 176), and 
Heyerdahl (Moller's “Cod-liver Oil and Chemistry.” London, 1895, p. 89), may be 
particularly mentioned, but furthei investigation and confirmation are much needed. It 
is doubtful if true oleic acid is contained in any of these fish oils. 

f Compare Procter and Holmes, Journ. Soc. Ch Ind., 1905, p., 1287 ; and 
Pioctci* and Bennett, ibid., 1906, p. 798, who give a method of determining the 
bromine value of the more unsaturated acids yielding bexa- and higher bromides. 
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the best being probably equal to Newfoundland oil, but on the 
whole it has a low reputation. It is frequently mixed with oils 
from other fish refuse, damaged herrings, and so forth ; and is 
beside very liable to be adulterated with mineral oils. 

The principal adulterants of cod oil ape mineral oils of high 
gravity, rosin oils, other fish oils, and occasionally cotton-seed 
and other seed oils, when the price will allow. A higher priced 
oil may sometimes be used in mixture as an adulterant when its 
lighter colour makes the mixture more saleable, or in order to 
make the oil answer to the ordinary tests. 

The most important determination is generally the saponifi¬ 
cation value, which should be about 184. Anything much lower 
than this indicates adulteration with mineral or rosin oil, or pos¬ 
sibly with distilled “ oleine ” or shark-liver oil. These may be 
detected be shaking out unsaponifiable matter (p. 309). If shark 
or dog-fish liver oils are suspected, ethyl ether should be used 
for shaking out. The saponification value of shark o t il is about 
160, and it contains up to 10 per cent, of unsaponifiables due to 
the presence of liquid waxes. Other marine oils containing 
liquid waxes are too expensive to be used as adulterants. 
“Distilled oleine” is the liquid portion of the distillation of 
recovered grease (see Wool-fat, p. 327), and consists mainly of 
free oleic acid and liquid unsaponifiable hydrocarbons. It is 
mainly used for “wool oil,” but from its cheapness might be 
employed as an adulterant. It would be indicated by the 
presence of unsaponifiables in conjunction with a high “ acid 
value.” Distilled oleine has an acid value of no or more, and a 
total saponification value of 120-150. 

A high saponification value is generally due to advanced oxida-, 
tictn of the oil leading to the formation of acids of lower molecular 
weight. This is accompanied by the formation of oxidised acids 
insoluble in petroleum ether, a rise in the gravity, refractive 
‘ index, and specific temperature reaction, and a lowering of the 
iodine value. Similar effects are 'also produced by addition of 
oxidised (“ blown ”) cotton-seed or seal oil. Oils are frequently’ 
blown to a moderate extent in order to bleach and deodorise 
them. . The amount of oxidation is best determined by separating 
theresinoid oxidised acids insoluble in petroleum ether (" digras- 
formers ") p. 314. 

The gravity and refractive index of pure cod oils are both 



333 


OILS AND FJ^TS. 

high, the former being about 0-926-30, and the latter 1-4800-50 
at 15 0 C. High refractive indjx with normal or low gravity often 
indicates the presence of mineral oil. Where both are high, 
rosin oil or considerable oxidation are indicated. 

Where mineral or rosin oil is suspected, the unsaponifiables 
should be separated according to p. 309. In ordinary cases light 
petroleum spirit is the byst solvent, but where it is desired to 
separate the higher alcohols, naturally present in shark liver and 
some other marine oils, ordinary ethyl ether must be employed. 

The “ acid value ” is of importance, not because the presence 
of a little free acid is injurious to leather in itself, but because it 
usually indicates a tendency in the oil to become rancid (or 
possibly its adulteration with “oleine"). Oils with high acid 
value are said to be unsuitable for chamoising, and to have a 
greater tendency to “spue." Mackay has shown that free fatty 
acids oxidise more rapidly than neutral oils.* 

The “ iodine value " of a pure medical cod-liver oil seems to 
be about f 58, but that of the genuine brown cod is usually lower, 
being reduced by oxidation. It would also be lowered by the 
presence of mineral or rosin oils, or of any of the non-drying or 
semi-drying oils, of which cotton-seed, with an iodine value of 
about :o6, is perhaps the most likely to be used as an adulterant. 
Linseed oil is almost the only oil which has a higher iodine value 
than cod, and is itself surpassed in this respect by skate and 
haddock liver oils, which are frequently present in “coast-cod.” 

There arc as yet*no chemical methods by which admixtures 
of other marine oils with cod can be certainly detected, except in 
the case of such oils as shark liver and some whale oils, which 
contain liquid waxes, and hence unsaponifiable matter. Some¬ 
times taste or smell may assist. The many colour-reactions 
which have been described are of little value. If a drop of con¬ 
centrated sulphuric acid be added to cod-liver oil on a watch 
glass, it will form a violet spot, often with red or violet rays. 
This reaction is given still more strongly by shark oil, and is 
common to all fresh liver oils, btft when old and rancid, only a 
dirty reddish-brown is obtained. If, instead of adding the acid 
direct to the oil, about one drop of the latter is dissolved in a 
cubic centimeter of carbon disulphide and a drop of sulphuric 
acid added, a beautiful violet colour is developed, changing slowly 
Journ. Soc. Cheni. lad., 1894, p. 1164 ; 1S95, p. 940 ; 1896, p. 90. 
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to red and brown. Old oils only give the red coloration (which 
is also given by palm oil), and'not the violet. These colour reac¬ 
tions are due to the presence of 'lipochromes and cholesterol. 
Similar results are obtained by using chloroform as a solvent as in 
the cholesterol reaction described on p. 313. Rosin and rosin oil 
also give red coloration with sulphuric acid*. . . . These reactions 
might be valuable for the detection of liver oils in other oils, but 
are useless where liver oil is known to be the principal consti¬ 
tuent. Mineral and rosin oils render oils containing them quite 
unsuitable for chamoising, but are not injurious to tanned leather, 
and in many cases principally objectionable on account of their 
lesser pecuniary value. 

Although other marine oils than cod are little used in England 
for leather manufacture except ,as adulterants of cod oil, they 
are considerably employed on the Continent, and apparently 
with advantage, and these pages would not he complete without 
a short notice of them, and a few words must also be said on 
the hydrocarbons which are used as adulterants, and occasionally 
as intentional additions to stuffing greases or for oiling off levants. 

Other Fish-Liver Oils .— It has been mentioned that in “ coast- 
cod ” the oil extracted from the livers of other fish is generally 
included. Of these fish the principal are the ling ( Molva vul¬ 
garis ), haddock ( Merluccius aeg/efinits), coal-fish * ( Gadus mer- 
lattgus), and hake ( Merluccius communis ), and not unfrequently 
that of the Arctic shark f (Somniosus microcephalus), and of the 
dog fish ( Scylltum canicula and catalus), which also belongs to 
the shark family. Some constants of these oils will be found on 
p. 349 ' Shark and dog-fish liver oils contain considerable 
quantities of unsaponifiable liquid waxes analogous to those of 
spitrm and dolphin oils. This lowers the saponification value, 
that of shark oil being about 160, and its iodine value is also low, 
being about 115. The unsaponifiable alcohols of the waxes are 
•toot easily shaken out with petroleum spirit, but by shaking with 
ordinary ether, about 10 per cent, .may be removed from shark 
oil. Exact constants are not available for dog-fish oil, but it is 
probably closely similar to that of the Arctic shark. Boegh and ' 
Thorsen | give a method of recognising shark-liver oil through 

* Sometimes called “ Black Jack ” ; German and Norse, Sai or Sri ; Fr. Merton. 

t Formerly Scymus miciocepkalus, or borealis ax Lamar gut borealis , the “bask¬ 
ing” shark, Norse Baaijarring; Danish, BavkaT, Ger. Ltshal. 

I Collegium, 1904, p. 73. 
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the greater insolubility of its soap in hot water, which is no doubt 
due to the presence of the liquid waxes alluded to. Their 
process consists in saponifying io grams of the oil in a flask with 
50c.c. of alcohol and 10 c.c. of a solution of pure sodium hydrate, 
containing by titration approximately o - 3C grm. of sodium 
hydrate per cubic centifheter. The operation is carried out on the 
water-bath, if necessary with a reflux condenser, and the solution 
is finally evaporated to dryness. 50 c.c. of boiling distilled water 
is then added, while the flask is heated on the water-bath, and 
frequently shaken, and successive additions of 5 c.c. of distilled 
water are made until the soap forms a perfectly clear liquid, or 
no further solution takes place. The total quantity of water 
used is noted, and if it exceeds 70 c.c., it may be assumed that 
shark oil is present. Shark oil alone will not give a clear solu¬ 
tion, and a mixture of equal parts of this and cod or coal-fish 
liver oils requires over 200 c.c. of boiling water to do so. It is 
probable that similar results would be obtained with mixtures of 
other oils fcontainiflg liquid waxes, but most of these are too 
expensive to be used as adulterants of ordinary fish oils. Shark 
liver oil is said to be particularly prone to cause the resinous 
exudation on leather known as “spueing,” and from its large 
percentage of unsaponifiables is quite unsuitable for chamoising. 

The other liver oils named are very similar to cod in their 
general characteristics. Skate liver oil and haddock oil seem to 
be remarkable for high iodine values, a sample of the former 
repeatedly examinechin the author’s laboratory having an iodine 
value of 187. It is not known whether these oils are in anyway 
less suitable than that of cod for purposes of leather dressing, 
but some differences in their rate of oxidation were observed by 
Messrs. Procter and Holmes in their experiments on “oil oxida¬ 
tion.”* 

Fisk Oils .—Under this head may be classed all those oils 
which are extracted, not from the liver, but from the body or 
intestines of several fish. Lewkowitsch points out that those 
§sh (e.g. cod) which have very oily livers, rarely have much oil 
in other parts of the body, while in many others, the largest 
yield is from the body and intestines. The principal fish oils 
are menhaden, porgie, or “ Straits ” oil from Alosa menhaden, a 
fish somewhat larger than a herring, which is caught ii) large 

Jouin. Soc. Chem. Ind. 1905, p. 1287. 
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quantities off the New England coast; sardine oil, which is 
obtained in the preparation of jardines for food; Japanese 
sardine oil or Japanese fish oil, which is extracted from the 
sardine, either by boiling or by allowing it to rot in heaps, and 
subsequently pressing the mass ; herring oil, of which consider¬ 
able quantities are occasionally made in England from damaged 
herrings, and which is generally mixed with other fish oil from 
the refuse of various fish, and not unfrequently added to “ coast 
cod.” Most of these oils are very similar in their chemical 
characteristics to genuine cod oil, but from their mixed character 
and uncertain origin no very definite constants can be given. 
The specific temperature reaction of menhaden oil is very high, 
and is given by Thomson and Ballantyne as 306. Its drying 
power is so considerable that it is sometimes used as a paint oil 
for outside work, and it is probable that leather curried with it 
would be particularly liable to “ spue.” It i» frequently used for 
adulterating Newfoundland cod. It is quite suitable for oiling 
sole leather in warm weather, but gives trouble in cold from its 
high percentage of solid acids, which might no doubt be removed 
by filtration at a lower temperature. The saponification values 
of these fish oils are generally higher than that of unoxidised cod 
oil, averaging about 190. Sardine oils may often be detected by 
their taste and smell of sardines, but appear to lose it on oxida¬ 
tion by exposure to the air. 

Whale Oil .—This is extracted from the blubber of various 
species of whale of the genus Balcena and Baleenoftera ; and 
varies considerably in quality, not only according to the species 
but the method of extraction, Nos. o and 1, steam-boiled at low 
temperatures, being pale in colour, with little fishy odour, and 
allnost neutral, while 3 and 4 extracted under pressure and often 
after some putrefaction are darker and of more fishy smell, and 
with high acid values (25-10x3). The “foots” contain much 
^palmitin, and the oil contains olein and semi-drying oils like 
fish oils, but its chemical constitution has been little investigated, 
and probably varies considerably with the species from which it, 
is obtained. It sometimes contains traces of spermaceti, but the 
total unsaponifiables do not exceed 2 or 3 per cent. Its saponi¬ 
fication value is 188 or a little over. Its iodine value and specific 
temperature reaction seem to vary considerably. It is? much 
used on the Continent for chamoising, and consequently* is one 
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seal1^i,^7 _ / E / XtraC ^ ed fm ™ thC blubber of various species of 
(Phoca vituhna, A. gnenlandica, P. lagura, P. Caspica). It 

W ^ b fish T oils > as in the Swedish “ Drdkronen- 
fi [ , C r n0,1) - 11 consider ably resembles both whale 

and fish els, and cannot be detected in mixture with these by 
any of the ordmary analytical reactions. Its saponification 
value seems generally to be about 192, though it sometimes falls 
as low as 185 ,n reputed pure samples. . . . Its iodine value is 
high, generally ranging from 125 to 160, and its specific tem¬ 
perature reaction 212-229, according to Thomson and Ballantyne. 
As the specific temperature reaction of cod oil is considerably 
higher, this may afford a means of inferring the presence of seal 
oil in mixtures. Seal oil itself is rarely adulterated, except with 
rosin or mineral oils which may be detected as unsaponifiables ; 
of which the pure oil usually contains only about \ per cent It 
is used largely oh the Continent for chamoising and currying, 
and seems quite suitable for these purposes, especially in mixture 
with the more oxidisable oils such as cod and menhaden of' 
which it moderates the oxidation. 


Dtgras and .W-<?//.*—Genuine degras is the residual oil 
wrung or pressed out of chamois-leather in the French method 
of manufacture, in which the skins are fulled with whale, seal, 
fish, or cod oil; or a mixture of these, and oxidised by exposure 
to the air in wafcn rooms. A portion of the oxidation products 
are fixed in the leather, and together with the acrylaldehyde 
evolved produce an oil tannage, while the unoxidised products, 
and a considerable proportion of oxidised acids referred to on 
p. 314 are pressed out after dipping the skins in hot water. 
In some cases skins are worked over and over again merely for 
the production of degras, which may therefore be regarded as 
essentially an oxidation product of marine oils. In fact, a good, 
deal of artificial degras is npw manufactured by " blowing ” or 
directly oxidising the oil under suitable conditions ; and appar¬ 
ently is equally suitable for currying. In the genuine manufac- 


Interesting work on rfegras has teen published, among others, by Kitner Der 
Gerber 1890, 85 et seq. ; 1893, 245, 255 ; Simand, ibid., 1890, 243 el sec,. • R„h,am 
Jhng. Polyt. Jour., 1893, 285,233; Fahrion, Zells. fur angew. ChemT.isn, 172’ 
1893, I Chem. Zeit., 1893, 434 and 684 ; Deutsche Gerber Zeit., 1892, 33 el setj. ’ 
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ture,theoil from the first wringing or pressing is called “premier? 
torse and all the oil actually recovered from the' skins is 
“ moilion." Its value to the currier consists in its ready miscibility 
and emulsification with water, of which genuine d^yras invariably 
contains from io to 20 or even 30 per cent. This leads to its 
very complete distribution in a finely divided condition on the 
leather fibre, which gives softness without a greasy feel. The 
oxidised fatty acids (“ degras-former ”) are also said to be im¬ 
portant as producing a sort of retanning effect. For methods of 
determination, see p. 314. 

Sod-oil formerly differed from degras, because, in the earlier 
English methods of chamois manufacture, the skins are allowed to 
heat in pile, and a more intense oxidation is thus obtained, with so 
much thickening of the oil that it can no longer be removed by 
pressing, but must be washed out with an alkaline lye, from which 
it is separated by addition of sulphuric acid. . It is thtis liable to 
contain, beside much water, considerable traces of acid, or of 
alkaline soap, or even of both in imperfect niixture. "It is fre¬ 
quently purified and deprived of water by heating in a steam pan, 
when the water is either evaporated or settles to the bottom with 
many of the other impurities. Such an oil is useful as a consti¬ 
tuent of currying greases, but it is no substitute for the genuine 
d6gras for the special purposes for which the latter is employed. 

Now, however, many English chamoisers treat their goods 
very similarly to the French, and remove a large part of the oil 
by pressing only, and there seems no reason why such oils 
should be inferior to the best French ddgras. As much of their 
value depends on their emulsion with water, it is a mistake to- 
“ evaporate ” such sod-oils. 

v The pure motllon is never sold unmixed, but always receives 
additions of untreated oils, and usually of tallow, which must 
hardly be regarded as adulterants. More questionable but fre- 
*quent admixtures are wool-fat or recovered grease, and mineral 
oils. 

From what has been said, ft will be seen that the analysis of, 
so complicated a mixture as a commercial ddgras presents no 
commpn difficulty, and that a complete determination of its 
various constituents is generally impossible. 

Estimation of water is always important. This may be done 
as in the case of egg yolk, p. 351, by drying mixed with sand 
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in the air oven at about i io° C., but in presence of unsaturated 
fatty acids considerable oxidation may occur, and it is probably 
as accurate and much quicker, to heat 2-3 grm. in an uncovered 
and somewhat^inclined platinum crucible over a small flame, till 
a slight crackling, accompanied by tiny puffs of smoke, indicates 
that, the whole of the water is expelled. According to Fahrion,* 
the difference between the; two methods does not on the average 
exceed O 2 per cent. If the Crucible be rapidly cooled on an 
iron block, the entire operation need not take more than 15 
minutes. In cases where much solid matter is present or from 
any cause such as the presence of soaps, the degras does not 
readily liquefy, it is preferable to add it to a known weight of oil 
or fat from which the moisture has been already expelled. In 
place of heating till smoke is produced, the melted fat may be 
stirred with a small (high temperature) thermometer weighed in 
with it, retaining the temperature within say 150° C. 

A useful comparative idea of the water present in digras and 
other fat Emulsions may be obtained by shaking 50 c.c. of the 
material in a 100 c.c. cylinder with 25 or 50 c.c. of ordinary 
petroleum lamp oil, and allowing the mixture to stand in a warm 
place until it has separated into two layers; deducting the 
volume of petroleum oil added ; the upper layer represents the 
the oil soluble in petroleum, while the lower consists of water, 
lime- and alkali-soaps, and oxidised fatty acids insoluble in 
petroleum. 

Several methUds have been proposed for the determination 
of the specific gravity of ddgras, of which the best seems to be 
that of Galowski, f who employs an Erlenmeyer flask of which the 
neck is ground to fit a flat glass plate, though with care an 
ordinary conical flask may be used, filled accurately level with 
the top. The flask is weighed empty (= T), and filled with 
water (= W + T), carefully dried and again filled two-thirds full 
with the well mixed degras, and again weighed (= T + D). It 
is now kept for an hour or two at a temperature of 6o°-8o° C.; 
yater is added to about three-qu'arters of the total volume of 
the flask, and heated to gentle boiling till all air is expelled, 
which is often present in considerable quantity in the fosm of 
small bubbles. The flask is then cooled, filled with water to the 
• 

* Zf itn. f. angew. Cbem., 1891, p. 172. 

+ Gerber Zeitung, 1902, No. 53 ; 1903, No. 1; Collegium, 1903, p. 5. 
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brim, and weighed (= W x + J -f- D). The calculation precisely 
similar to that on p. 7, is as followg :— 


sp. gr. = 


(T + D) — T 

(W+T) -T - (W,+T +,D) + (T+D)' 


Thus, if T = 28 grm., T + D = 108‘grm., T + W= 130 grm., 
and Wj + T + D = 128 grm., we have 


108 - 28 

130-28-128 + 108 


80 

82 


= 0'9 76 


as the specific gravity of the original degras. The gravity of the 
oils may also be determined in an ordinary pycnometer by 
allowing the dtlgras to stand in a cylinder in a warrti place till 
a sufficient quantity has separated, and if the water, ash, and 
gravity and quantity of the unsaponifiables be also determined, 
the experienced chemist has the most important points for 
judging of commercial value. Obviously the weight of water 
and ash deducted from 100 will give the weight of oils, and the 
weight of unsaponifiables further deducted that of saponifiable 
oils, while from these figures and the specific gravities of un- 
saponifiables and total oil the gravity of the saponifiable oils may 
be inferred. As the gravity of the principal oils used in cha¬ 
moising does not exceed about o - 928, a higher value roughly 
indicates the degree of oxidation and the proportion of oxidised 
acids likely to be present. From the gravity of the unseparated 
degras and that of the oils, the percentage of water may be 
Approximately calculated, if the ash is negligible. 

Ash should be determined by heating 10-20 grm. of the 
material in an inclined crucible, the side of which only is in 
contact with the flame If the operation is properly conducted, 
the water first escapes without spurting, and the fat then takes 
fire and bums quietly. The* ash in a genuine ddgras pressed 
out of chamoised skins should not reach 0‘ 1 per cent., and in 
one separated by lye and acid it may reach 0-3 per cent., but 
should not be much over o - 5 per cent Except as an indication 
of the mode of production, or of intentional adulteration, the 
only constituent of the ash which need be separately determined 
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is iron, since if present in considerable quantity, it darkens the 
colour of the leather. 

The ddgras or sod-oil should be tested with litmus paper, 
and ififound to be acid, a portion should be washed with water, 
which should be titrated for mineral acids with methyl orange or 
lacmoid as indicators. Addition of petroleum ether before wash¬ 
ing will often facilitate the operation. If much matter insoluble 
in petroleum spirit is present in the ddgras (which must be first 
freed from water as above described), it should be determined by 
the methods given on p. 314. Soap, produced by the action of 
the alkaline lye, is often found in degras separated by its means, 
and in sod-oil. This tends to make the degras sticky and 
viscous, and to hinder its penetration in the leather. Where soap 
is present, the ash will of course be alkaline. 

The oxidised fatty acids may be determined as on p. 314. 
In genuine pure floras reckoned to 20 per cent, of water, these 
oxidised fatty acids should reach 12 per cent., but in judging from 
this of the quality, it must be remembered that if the oxidation 
has gone so far as to leave the degras sticky and incapable of 
penetrating the leather, its other constituents will be of much 
less value. The percentage of oxidised acids simply depends on 
the oxidisability of the oil, and the stage to which oxidation has 
been carried. Jean* proposed to make a distinction between- 
the oxidised fatty acids of which the $oap could be salted out, 
and those which were soluble in brine ; but Fahrion f has shown 
that portions, both of oxidised and unoxidised fatty acids, are 
soluble in both water and petroleum ether, and that some of their 
soaps are soluble in salt solution, while others are precipitated, 
together with peptones from the skin which are often present. 
The soluble fatty acids amounting to about 5 per cent, ar^in 
any case removed by the washing water, and the results, both 
in oxidised and unoxidised acids, apply only to the insoluble 
acids (Hehner value). 

Unsaponifiable matter ovir 2^ or 3 per cent, either indicates 
1 adulteration with mineral or rosin oil, or the presence of wool-fat 
or possibly the use of shark-liver oil or some other oil containing 
liquid waxes in the chamoising, for which, however, such oils are 
very unsuitable (p. 335). . . . Adulteration with hydrocarbon oils 

* Mfnit. Scientif., i$, 889; Wess.-Tech. Beilage des Ledermarkt, 19-00, p. 37. 

t Zeit. angew. Ch., 1902, Heft 49 j Collegium, 1903, p. 2. 
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is not likely to be to a less e#ent than io or 15 per cent, or it will 
hardly pay. The natural unsaponifiable matter of d^gras, con¬ 
sisting principally of cholesterols and higher alcohols, is always 
solid, while hydrocarbon oils are liquid. The detection of wool- 
• fat is less easy, since cholesterols are always present in the oils 
used for chamoising. It is probable that the different pro¬ 
portions of the fat saponified in the usual way and under 
pressure, or by the aid of metallic sodium, might afford useful 
indications (p. 310). The presence of a middle layer between the 
petroleum ether and the soap solution in shaking out unsaponi- 
fiables is always suspicious, either of wool-fat or other liquid 
waxes. It consists either of high alcohols insoluble in petroleum 
ether, or of soaps of high fatty acids insoluble in water, or both.* 
If it refuses to disappear oh the addition of alcohol to the 
solutions and sufficient standing, it must be retained with the 
soap solution and wash waters, and subsequently filtered off on a 
tared filter, dried at ioo° C. and estimated separately. 

In place of shaking out the unsaponifiables from the 
soap solution, Baldraccof recommends extraction of the dry 
soap with petroleum ether as giving more concordant results. 
His method, which is adopted by the Italian customs, is as 
follows:— 

15-20 grin, of the digras is accurately weighed into a small 
flask, and saponified on the water-bath for 2-2^ hours with 
5 grm. potassium hydrate, 50 c.c. of strong alcohol and a little 
water, using a reflux condenser. The greater part of the alcohol 
is now distilled off, and the liquid transferred to a small basin 
which is retained on the water-bath till the last traces of alcohol 
are expelled, when 8 grm. of hydric sodic carbonate to carbonate 
thfe excess of caustic, and 50-60 grm. of washed and ignited 
quartz sand are added, and well mixed with a glass rod, and 
the mass is dried in an oven at I io° C. till it becomes solid. It is 
now well pulverised and placed in a paper “thimble” in a 
Soxhlet apparatus and extracted thoroughly with petroleum 
ether boiling below 75 0 . The ethereal solution is washed” 
repeatedly with water till perfectly neutral, and finally the ether 
is distilled off, and the residue dried to constant weight, first 
on a water-bath and finally in a drying oven at 110°. This 

* Cp. Lewkowitsch, Journ. Soc. Cbem. Ind., 1892, p. 136. 

t Collegium, 1904, p. 333. 
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method, of course, avoids any difficulty with the middle layer 
above mentioned. 5 

Acid-, saponification-, and iodine-values are best determined, 
or at Jeast reckoned, on the fatty matters soluble in petroleum 
ether, and hence free from water, non-fats, and the oxidised fatty 
acids which are insoluble in this medium, as otherwise they are 
so varied by the presence of these bodies as to be useless for 
comparison. The acid value is of course high in degras which 
has been treated with alkaline lyes and subsequently with acids. 
The saponification value of a genuine dfegras cannot well be 
lower than that of the oil from which it is made, and will 
generally be considerably higher from the formation of acids of 
low molecular weight by the oxidation. In the purified fat from 
an old and much oxidised German degras analysed by Schmitz- 
Dumont, it even reached 234, and is frequently as high as 200. 
If it falls below i£o, adulteration with unsaponifiable oils may 
be assunied. The iodine value is always lower, and generally 
much lower than tfiat of the original oils. It is, of course, lowered 
still further by the addition of mineral oils, but may be as low as 
50-60 in a genuine moellon. Hence its determination is usually 
unimportant,* except as a measure of oxidation. 

As unsaponifiable hydrocarbons from petroleum and other 
sources are now frequently used intentionally for leather manu¬ 
facture, and still more often as adulterants, they must here be 
briefly described. 

Rosin or Kesin Oils are obtained by the destructive distil¬ 
lation of ordinary rosin, and subsequent fractionation of the 
product. The specific gravity of the heavier portion, which 
alone is used for adulterating fish oils, is o 96-0'99, and is 
therefore lighter than water, but heavier than mineral oils* or 
than any of the true saponifiable oils, and its principal object is 
to correct the lower gravity of mineral oils. Rosin oils are 
fluorescent and usually contain unaltered resin acids, but con-* 
sist principally of aromatic hydrocarbons allied to the terpenes. 
They have decided antiseptic properties, and in moderate quan¬ 
tities are probably useful in checking the growth of mould on 
leather. Crude resin oils, from the resin acids they contain, 
may have a decided saponification value, and both the resin acids 


Cp. Procter and Holmes, Journ. Soc. Ch. Jnd., 1905, p. 1287. 
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and the aromatic hydrocarbons absorb iodine. A rosin oil 
examined by Schmitz-Dumont* had an iodine value of 69* 3. For 
the determination of rosin, see p. 316. 

Mineral Oils .—These are either distillation-products of 
petroleum, or derived from the distillation of petroleum-yielding 
shales. They consist mainly of hydrocarbons of the paraffin, 
olefine and naphthene series, of very variable molecular weight, 
boiling point, and specific gravity. The higher members of the 
paraffin series are crystalline solids (paraffin wax) with melting 
points varying from 45° to 70° C., the lower are volatile liquids 
boiling at low temperatures, such as are contained in petroleum 
ether (light petroleum spirit) boiling at from 50° to 70" C. Inter¬ 
mediately there are oils of higher boiling point, mostly used as 
burning oils. The viscous non-crystalline products known as 
vaseline and vaseline oils, are mixtures Of paraffins with naph¬ 
thenes, and olefines of high boiling point. The naphthfcne series 
are isomeric with the olefines, but are saturated ring compounds 
(cyclic hydrocarbons), allied to the aromatic'series. l A good 
deal of information on the chemistry of petroleum is given in 
Allen’s ‘ Commercial Organic Analysis,’ vol. ii. From the per¬ 
centage of olefines, and perhaps other unsaturated carbon com¬ 
pounds contained in petroleum, the liquid portions have a 
distinct iodine value. Thus a number of" vaseline ” oils examined 
by Schmitz-Dumont gave iodine values varying from 9 to 19. 
From similar reasons they have a low but appreciable tempera¬ 
ture reaction with sulphuric acid (p. 299). The iodine value 
of solid paraffins is much lower than that of the oils. Petroleum 
oils have practically no saponification value. The specific gravity 
even of the heavier petroleum oils is generally lower than that 
of glyceride oils, the heaviest American cylinder oils only reach- 
ing o'9, and vaseline and Russian cylinder oil about o - 925. At 
the same time, their refractive index is considerably greater, and 
their refractive constant, calculated by Gladstone and Dale's 
method by dividing the refractive index minus one by the 
specific gravity, is about O' 545 drover, while most fatty oils vary 
from O' SIO to 0" 525. If the refractive constant of a pure oil is 
known, (ts determination in an unknown samplers a rapid method 
of detecting, and even of estimating, adulteration with mineral oil. 
The refractive constant of rosin oil is also very high. For dis¬ 
tinction of mineral and rosin oils from each other and froth the 
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cholesterol and other unsaponifiable bodies naturally present in 
oils, see p. 313. 

Mineral Waxes .—Though the term “ wax ” is commonly 
applied to these products from appearance and general properties, 
their chemical constitution is very different to that of the true 
waxes (p. 281), as they consist entirely of unsaponifiable hydro¬ 
carbons, while true waxes are compounds of fatty acids with the 
higher monatomic alcohols. 

Paraffin Wax consists principally of the higher members of 
the paraffin series of saturated hydrocarbons of the general 
formula C„ H a „ + ,. It exists in varying properties in most 
petroleums, from which it crystallises on cooling, but its present 
principal source is the Scottish oil distilled from shale, which it 
sometimes forms so large a proportion as 15 per cent. The 
crude paraffin wax, which separates on cooling from the heavy 
part of the distillate, is known as “ scale,” and is purified by 
pressing, bleaching; etc. The melting point varies with the 
mixture of hydrocarbons present, and consequently with the 
source. That melting below 48° C. (l 18 0 Fahr.) is known as “ soft ” 
wax ; that over 48-9° C. (120° Fahr.) is “ hard.” Melting points 
up to 60° C. (140° Fahr.) are, however, attained in some samples. 
The determination in England is made by a method practically 
identical with Shukoffs, and the latter is likely to be adopted by 
the German manufacturers of paraffin from distilled lignite. No 
actual rise of temperature is usually noted with paraffin, but the 
temperature remains constant for perhaps half a minute. The 
present German official method is to melt a small piece of the waji 
on water of 70° C. contained in a small beaker (7 cm. high, 4 cm - 
diam.), so as to form a disc of about 6 mm. diameter. The 
beaker is allowed to cool slowly and the point noted at whicH a 
film appears on the surface of the paraffin. In the American 
method about 50 grm. is melted in a hemispherical dish of about 
3f in. diam. and the point at which “ filming ” occurs is noted 
with a round bulb thermometer, of which the bulb is only 
•three-quarters immersed. Both these methods are much less ac¬ 
curate than ShukofFs. The capillary tube method is sometimes 
used and gives concordant results, which in pure paraffin, waxes 
differ little from Shukoffs. 

Specific gravity of paraffin waxes varies from 0-87 -to 0‘9t 
at 15° t.; and for the liquid wax at the boiling point of water. 
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from o - 748 to 0‘757 ; the gravity being highest for the hardest 
waxes. 

Paraffin waxes are scarcely soluble in absolute alcohol, but 
easily so in the common oil solvents, though only to a lipiited 
extent, strong hot solutions crystallising on cooling. 

Ceresin is a mineral waxy substance obtained from ozokerite, 
a mineral occurring in Galicia, and in many other petroleum- 
yielding districts. In many respects it closely resembles paraffin 
wax, but has a much higher melting point varying from 6i° C. 
<141 -8° Fahr.) to 78“ C. (i72‘4°Fahr.), and certain varieties even 
reaching 80° C. Consisting as it does of a natural mixture of 
various constituents, its apparent melting point varies with the 
method used. Ceresin is principally used to harden the paraffin 
waxes used for candles, and Is generally too dear for use as a 
stuffing grease, for which its high melting point also renders it 
less generally suitable than paraffin. It is frequently adulterated 
with bleached rosin and paraffin wax. Its texture is harder and 
less crystalline than paraffin wax, and it is less soluble' in many 
solvents. Paraffin wax may be detected in ceresin by heating 
in absolute alcohol in which the latter is almost absolutely 
insoluble, while if paraffin is present, the liquid will leave a 
crystalline residue if evaporated on a microscope slip. 

Animal and Vegetable Waxes .—These are mostly true 
waxes, consisting of higher fatty acids combined with the higher 
monatomic alcohols instead of with glycerine as in the true fats. 
Japan wax is, however, chemically a glyceride. 

Beeswax .—Most unbleached beeswax is yellow, but may vary 
to green or brown in some genuine foreign waxes. White wax 
is produced by bleaching in sunlight, or by oxidising agents, and 
is 6f greater specific gravity and more brittle than the original 
wax. To facilitate the process and lessen the brittleness, 3-5 per 
cent, of tallow and a little turpentine are frequently added before 
‘bleaching. Genuine wax always contains pollen grains, which 
may be detected under the microscope. Beeswax is soluble in 
the usual fat solvents, carbon disulphide, petroleum ether, chloro¬ 
form, etc., and in ether by the aid of heat. It is quite insoluble 
in cold.alcohol, but about 90 per cent, of the,total is soluble in 
boiling alcohol, of which the principal part separates on cooling. 

Beeswax is frequently adulterated with ceresin or paraffin 
wax, rosin, and stearic acid. Its complete analysis is to& com- 
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plicated Ao be given here, and othqr books, such as Lewkowitsch’s 
Oils, Fats, and Waxes ’ must be consulted, but a few particulars 
may be given. Beeswax consists mainly of free cerotic acid 
(probably CjjHjjOj), an acid of the stearic series, and of myricyl 
palmitate (tnyricin)„ together with small quantities of other 
alcohols, acids, and hydrocarbons. Myricyl alcohol is probably 
C«H, t O. The acid and saponification value can be found by 
the usual methods (p. 304)1 but as some waxes are not easily 
saponified, it is probably better to completely saponify by pour¬ 
ing 20 grm. of the melted wax into a boiling solution of 20 grm. 
of potassium hydrate in 15 c.c. of water, and after heating and 
stirring vigorously for 10 minutes to decompose the soap with 
excess of hydrochloric acid, and wash, and separate the free acids 
and alcohols, and determine the total acid value in the dried 
“decomposed wax” dissolved in hot neutral alcohol. Lewko- 
vvitsch points out‘that as the myricin assimilates the elements 
of water.during decomposition, it is necessary to divide the differ¬ 
ence between the acid value of the original wax and that of the 
“ decomposed wax ” by 0-974 to obtain the “ ether value ” of the 
original wax. The total acid value of the decomposed wax may 
vary in genuine samples from 88-93 and the acid value from 
18-20 in yellow wax to 22 in bleached waxes. Mixtures of 
Japan wax, stearin and ceresin are however easily made which 
will give corresponding values. 

The gravity of beeswax at I5°C. is about 0-96 to 0-97. 
Addition of ceresin and paraffin wax lowers this, and of course 
lowers the acid- and saponification-values ; but there is no satis¬ 
factory method for the direct detection of small quantities of 
these adulterants. The detection of carnauba wax is still more 
difficult. Resin or resin acids may be detected by the Lieber- 
mann-Storch reaction with acetic anhydride and sulphuric acid 
(p. 316). For resins, Twitchell's process may also be applied 
quantitatively after first removing unsaponifiables by shaking 
out. Stearic acid may, in absence of resin acids, be detected by 
boiling 1 grm. of wax with 10 c.c. of 80 per cent, alcohol, filtering 
the cooled solution and adding water by which stearic acid is 
separated. Pure*beeswax may give slight opalescence. • 

Carnauba wax is now largely used as a constituent of 
shoe-pastes and the like, as it is considerably cheaper than bees¬ 
wax. It is exuded by the leaves of a South American palm, 
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Corypha cerifera, and in its cri^de form is greenish or yellowish, 
and so brittle and hard that it can be easily powdered. It can be 
bleached almost white. It is almost completely soluble in ether 
and boiling alcohol, and the alcoholic solution deposits a crystal¬ 
line mass on cooling with a melting point of 105° C. The melt¬ 
ing and solidifying points of the original wax lie between 80° 
and 90° C. It contains a little free acid; apparently cerotic, and 
consists mainly of the ester of an acid, probably cerotic, but 
possibly of somewhat lower molecular weight (carnaiibic). It is 
saponified by alcoholic potash with great difficulty. It contains 
about 55 per cent, of unsaponifiables (alcohols and hydro¬ 
carbons), and its saponification value is about 80. For con¬ 
stants, see p. 350. 

Japan wax is not chemically a true wax, but a hard fat, con¬ 
sisting principally of palmitin and palmitic acid, with a small 
quantity of a dibasic acid (Japanic) C M H< 0 (COOH) 2 , which in 
Lewkowitsch’s opinion probably forms a mixed glyceride with 
palmitic acid. Japan wax is insoluble in cold alcohol, but readily 
soluble at a boiling temperature, separating again almost entirely 
on cooling. It is soluble in most of the ordinary oil solvents. 
It contains i-ij per cent, of unsaponifiables, and has a saponi¬ 
fication value of about 220, and a very low iodine value. Its 
solidifying point is about 50° C. Its sp. gr. is equal to water at 
about i6°-20°C. 

Japan wax is a hard somewhat crystalline mass of a pale 
greenish yellow tint which darkens with age. It is obtained 
from the berries of several sumachs (Rhus). It is frequently 
adulterated with perilla oil, of which even small quantities 
materially raise the iodine value. It is also adulterated with 
water and with starch. 
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I.—Table of CqjJSTANTS of Lipoid Oils. 


Name of Oil. 


Blown seal . 

„ cottonseed .. 

„ rape . 

Castor . 

Raw linseed . 

Cod liver (medicinal) 

„ Moiler’s .. 

„ (brown) .. 

Coast cod (mixed livers).. 
Whale . 

• 

Sardine (Japanese) .. 

Seal (pale) . 

•• 

Shark liver (Scymnus) .. 

Mixed fish . 

Cottonseed . 

Arachis (* * earth nut ”) .. 

Maize . 

Sesame . 

Olive . 

Rape (colza) . 

Neatsfoot. 

Lard (oil). 

Tallow (oil) . 

Sheepskin grease (oil) .. 
Egg yolk, hen (oil).. .. 

„ duck 

Sperm . 

Distilled wool oleine 
Mineral oil (for leather) .. 
Rosin oil. 


Sp. Gr, 
xs'iC. 

Refract. 
Index 
x 5 ° C. 

| 

Solidifying 

Temp. 

Refract. 

Constant 

(V) 

Saponi¬ 

fication 

Value. 

•981 



under -5 

221 

*974 



under *5 

213 

•967 

1-481 


*497 

200 

•965 

1-480, 

‘495 

180 

•935 

1*484 

— l6 to 

■518 

193 



— 20' 


•926 

1-485 

0° to 

■524 

185 



~ 10° 



•928 

1-481 


■518 


•928 

1-482 

- 

•523 

185 

•930 

1-482 


■518 

185 

•931 

1-476 

- 2 

•517 

193 



(partial) 


•910 

>•479 

20 n 

■523 

I92 

I89 

■925 

1-478 

— 2° to 

•517 



- 3- 



•916 

1-478 

- 16" 

•522 

168 

•929 

1-480 


•516 

.84 

■925 

1 '475 

— 12 

•514 

193 

922 

l '474 

- I 

•512 

■93 

■922 

i '477 

- IO 

■517 

190 

•921 

1-475 

- 5 ° 

•512 

190 

■916 

1-471 

- 2° to 

•515 

193 



+ 4 " 


•915 

'■474 

— 2° to 

•518 

176 



- IO" 



•915 

1'474 

“Tender” 

■518 

193 

•912 

1-472 

— 8 n to 

•517 

193 



+ 6" 


•903 

1-469 

“ Tender” 

•519 

,, 


I -468 

“ Tender ” 

•510 

197 


I '466 

Liquefies 

190 


1-466 

20^—23° 



■884 

1-468 

Deposits 

spermaceti 

•528 

High 

135 

About 



120-150 

•900 

• 85-'92 

1 - 47 - 


• 545--555 

-Nil 


1-51 




• 9 6--99 

1-50- 


• 525- - 545 

Resin 


1 *54 

_1— 



acids 


Iodine 

Value. 

S P . 

Temp 

Reac 

78 


56 

227 

( >3 

*53 

84 

90 

175 

336 

146 

272 

165 

245 

172 


n8 

‘57 

121 


138 

220 

102 


140 

184 

108 

167 

94 

132 

x 18 

„ 

108 

150 

83 

92 

JOI 

125-14 

JO 

93 

79 

90 

60 

90 

90 

50-70 

.. 

35-40 

,, 

84 

too 

,, • 

.. 

Up to 26 

Very 


low 

43-48 

• •* 


The solidifying temperatures and iodine values of oils vary 
much with the amounts of saturated fats they contain. • 
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II.—TABLk of Constants of Fats. I 


Name of Fat. 

1 

So. Gr. 

98°-ioo°. 

Sp. Gr. 
6 cP C. 

Refract, 
Index 
6o° C. 

Refract. 

Const. 

r/) 

Melting 

Temp. 

Solidi- 

fying 

Temp. 

Saponi¬ 

fication 

Value. 

Iodine 

Value. 

j 





degrees 

degrees 

* 


Purified wool-fat.. 

•902 

■885 

1-465 

•525 

** 


X02 

27 

Japan wax . 

•876 

■907 

1-450 

•495 

52-56 

45-50 

221 

5-8 

“ Oleo-stearine ” .. 

•875 

■907 

1-449 

'495 

54 


203 

3 > 

Coconut oil. 

•874 

•897 

1-442 

'493 

23-28 

I4-20 

255 

8-7 

Palmnut oil. 

•873 

■896 

1 '443 

■495 

23-28 

20 

247 

> 3 'S 

Butter fat . 

■868 

•895 

t ' 45 ° 

•S03 

3>-35 

19-25 

227 

30 

Mutton tallow 

■859 

■895 

1-442 

•494 

47-50 

44-45 

>95 

40 

Beef tallow. 

•861 

•901 

1-442 

•490 

43-45 

36-38 

196 

42 

Horse fat . 

•861 

•894 

>•455 

•509 

34-39 

20-30 

197 

79 

Bone fat . 


•894 

'1-451 

•504 

21-22 

1 5 -> 7 

> 9 > 

51 

Lard . 

■S61 

•886 

>‘452 

•510 

36-44 

32-39 

196 

59 

Palm oil . 

•859 

•883 

1-452 

' 5>2 

30-34 

21-25 

202 

52 

Cacao butter 

■858 

•887 

1-450 

■507 

25-33 

22-27 

>97 

35 

Carnauba wax 

■842 




85 

78 

87 

• 3’5 

Distilled grease stearine 

■836 


1 '445 

• 5>4 

48-57 

45-53 

Up to 









>95 


Beeswax . 

■822 


.. 


62-63 

62-63 

102 

9*6 

Vaseline . 

•832 

■851 

1-470 

•553 



Nil 

14-26 

Paraffin wax. 

■752 

■776 

>’434 

•559 

40-55 

40-55 

Nil 

4 

m. 

— 1 Table 

of Constants of Fatty Acids. 



Name of Fatty Acid. 

Sn. Gr 

y8-100 0 . 

Sp- Gr. 
60° c. 
or 

70° c. 

Refract. 

Index 

6o°C. 

Refract. 

Const- 

(V) 

Melting 

Temp. 

Solidify¬ 

ing 

Temp. 

Saponi¬ 

fication 

Value. 

Iodine 

Value. 






degrees 

degrees 



Stearic acid. 

•850 

■865 

>‘433 

■500 

7* 


>97-5 

Trace 

Palmitic acid 

•83s 

■862 

**432 

•501 

62 


219*1 

Trace 

Oleic acid . 

•847 

•870 

>'447 

•514 

>4 

4 

>98-8 

90 

Mixed tallow acids 

•845 

•875 

1-442 

•505 

44 

44-54 

•97 

About 









40 

Mixed olive oil acids .. 

•843 

•873 

1-446 

•508 

26 

>7-23 


.. 

Mixed cod oil acids 

■858 

■882 

>•458 

•519 


18 

204 


* ,, M oiler’s 

■876 

•900 

1-464 

•515 

•• 





The numbers given in the foregoing tables must be taken as 
approximate only, and representing the average character of a 
pure oil. Considerable divergence occurs between perfectly 
genuine samples of the same oil, and several of the constants 
are influenced by age and oxidation. 
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SECTION XXI. 

ANALYSIS OF COMMERCIAL PRESERVED EGG-YOLK. 

Egg-YOLK is somewhat largely used in leather manufacture 
as a softening and filling material for the finer leathers, acting as 
a sort of natural fat liquor on account of the large amount (about 
30 per cent.) of oil which it contains. Probably the earliest 
method for its technical analysis is due to Kathreiner, and in 
principle this is still in use, but as material improvements in 
detail have been made, the latest form as recommended for 
adoption by the International Association of Leather Trades 
Chemists by a Commission appointed at their Conference of 
1904 will be described. 

“ Sampling. —Samples should only be taken after the cask of 
yolk has been rolled for a quarter of an hour, and well stirred 
with a stick. Each sample should be of about 200 grm. and 
should be preserved in a wide-mouthed bottle which should be 
filled, well corked, and sealed. If an average sample from a 
number of casks is to be taken, the individual portions are well 
mixed with a spatula in a vessel of sufficient size before placing in 
bottles. 

“Rapid Commercial Analysis includes— 

1. Determination of moisture, 

2? ' „ „ fatty matters, 

3. „ „ common salt, 

4. „ „ total ash. 

“ 1. Determination of Water. —The sample is well misled, 
and 15-20 grm. are weighed into a flat-bottomed basin, which has 
been previously tared, including a short glass rod, and a little 
dry sand.* The sand and yolk are well mixed, and placed in. 

* Kathreiner's original directions^: as follows: About 30 grm. of sand, pre¬ 
viously treated with HC 1 and well washed, and ignited, are placed in a flat basin of 
24-3 inches diam. and J-J inch deep. A glass rod about 3 inches long is added, 
and the whole after drying at no° C.. is cooled and weighed. 3-5 grm. yolk are now 
added, and quickly weighed before mining. The basin is then placed on black glazed 
paper, and sand and egg carefully mixed with the rod and dried in the air-oven for 
two hours at io5°-iio° C., and .gain placed on glazed paper and the hardened surface 
cut thrdugh and broken up with a scalpel. It is returned to the oven and.dried till it 
ceases tj lose weight. 
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the drying oven, and at ^first dried slowly, 'care being taken to 
break up the mass as it solidifies. The drying is continued at 
IOO°-I 05 ° C. to constant weight, and the loss is calculated per 
ioo grm. of yolk. If boric acid is absent, the quantity taken 
may be conveniently reduced to io grm. 

“ 2. Determination of Fatty Matters .—The dry residue is de-. 
tached from the basin as completely as possible and is transferred 
to a ‘thimble’ of paper,* and placed in a Soxhlet extractor, 
and exhausted with petroleum ether boiling at 70°-75° C. till the 
liquid which syphons is perfectly colourless. For very exact 
extraction the contents of the thimble are now emptied into a 
small mortar, rapidly dried, and powdered, and returned to the 
thimble, and again extracted with the same liquid as before, till 
the apparatus has syphoned four or five times. 

“ The greater part of the petroleum ether is distilled off, and 
the remainder of the fat solution is transferred to a tared beaker 
and dried in the oven at ioo°-io5° C. till the petroleum ether is 
completely eliminated, which should require at mos'c an hour. 
The weight of residue is calculated to ioo grm. of yolk, and the 
solvent employed is mentioned in the analytical report. 

“ Where boric acid is present, a certain proportion is extracted 
with the solvent along with the fats, and it is necessary to deter¬ 
mine this, and deduct it from the fats found. To detect boric 
acid qualitatively in the fatty matters, o • 5 grm. of the latter is 
shaken with a few c.c. of warm methyl-alcohol (not “ methylated 
spirit ”) which is decanted and inflamed, when, if boric acid is 
present, it will burn with a green flame. If this prove to be the 
case, 2 grm. of the fatty matter are dissolved in a little petroleum 
ether, and are shaken two or three times with distilled water at 
30° C. in a separating funnel, the aqueous solutions are united, 
20 c.c. of neutral glycerine is added, and a little phenolphthalein, 
and the solution is titrated with N/i NaOH to distinct redness. 
Each c.c. corresponds to 0-0613 grm. of boric acid, B 0 3 H 3 , and 
the amount must be calculated ,to the totality of fatty matter 
found, and deducted from its tveight.f 

* Schleicher and Schull. 

t It, is obvious that in place of determining the boric opid nnd deducting, it may 
be removed by washing the whole of the petroleum ether extract with water before 
distilling ofT the ether, but if this is done the precautions must be adopted to get rid 
of water in the ether which are described in connection with the determination of 
unsaponitiables on p. 310, or much trouble will be involved in drying to constant 
■weight 
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3. Determination of Common Sak—lht paper thimble is 
removed "from the Soxhlet, dried *in the oven to remove petro- 
eum ether, and placed in a ftlhnel, in the neck of a 250 c.c. flask, 
and washed with hot water till the volume is made up to 250 c.c. 

.The s 5 .lt is determined volumetrically in a measured portion of 
the solution with N/«o silver nitrate and potassium chromate 
(P- 39 )- 

4. Determination of Ash .—10 grm. of the yolk are weighed 
into a platinum basin, dried, and carbonised at a low temperature. 
The carbon is treated in the basin with boiling water, taking 
care not to break the carbonaceous mass, the liquid is decanted, 
the carbon dried and ignited to white ash, the wash waters 
are added to the basin and evaporated to dryness, heated to 
r 1 o°— 120° C., and weighed. 

“ If the difference between the ash and the common salt 
fouriti by .titration, exceeds ij per cent., the ash must be ex¬ 
amined for borax and other mineral additions.” 

It is by no means indifferent what solvent is used for the fat- 
extraction. Jean * gives the results of fat-extraction with various 
solvents on dry egg-yolk as follows :— 

Petroleum ether . 

Ethyl ether 
Carbon disulphide 
Carbon tetrachloride 
Chloroform 

Jean points 8ut that the large excess extracted by chloroform 
consists of lecithin and cholesterol, but mentions that even chloro¬ 
form does not extract the whole of the lecithin. Ethyl ether 
dissolves a small part of the lecithin, and also a portion of the 
sodium chloride, whilst petroleum ether dissolves the fats only. 
The lecithin contained in yolk is a complex body, containing 
stearic and palmitic acids in combination with cholin and 
glycero-phosphoric acid, and it may consequently be estimated 
in the absence of other phosphorus compounds by a determina¬ 
tion of that element, of which the kearo-palmitic lecithin contains 
3 '98 per cent., which is equivalent to 12'58 per cent of PO,H,. 
Vignon and Meunier f therefore propose extraction with chloro¬ 
form, which they state removes the whole of the lecithin, and 


J-'ci ixuu un. 

50-83 .. 

50-45 „ 

50-3° 

< 7-66 


Collegium, 1903, p. 71. 


t Op. cit,, 1904, pp. 325 etseq, 
2 A 
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subsequent determination ot phosphorus in a portion of the 
extracted fat, of which they 'advise 2 grm. to be gently ignited 
in a platinum basin over a Bunsen burner with 6 grm. of a 
mixture containing 25 per cent, of dry sodium carbonate, 25 per 
cent, of dry potassium carbonate, and 50 per cent, of potassium 
nitrate. The fused mass is dissolved in dilute hydrochloric acid 
neutralised with soda, and slightly acidified with acetic acid, and 
titrated with standard uranium acetate solution in the usual way. 
They found an average of 2'33 per cent, of phosphoric acid in 
the yolks of hens’ eggs, and 1 '91 per cent, in ducks’, correspond¬ 
ing respectively to 18-5 per cent, and 15-2 per cent, of lecithin, 
and these numbers were very constant. 

Egg-oil is mainly a glyceride of oleic acid, but containing 
a considerable quantity of palmitic and possibly of stearic acid. 
Its refractive index is about 1 -466 at 20° C„ its saponification 
value 188, and it contains about 27 per .cent, of-’crystalline 
unsaponifiable matter, probably cholesterol. Its iodine value, 
according to the authors just quoted, is on the average 52 for 
hens’, and 37 for ducks’ eggs. None of these numbers are very 
characteristic, lying between those of the non-drying oils and 
the soft fats. The determination of phosphorus in the extracted 
fats probably gives the best guarantee of their freedom from 
foreign admixture. 

The water contained in natural egg-yolk was found by the 
authors cited to be somewhat variable, averaging 51 per cent, for 
hens’ eggs (max. 5 5 • 9 per cent., min. 42 ■ 7 per cent.). For ducks’ 
eggs, the average was 44-9 (max. 47 3 per cent., min. 40-9 per 
cent.). 

The fatty matters are, of course, the most important con¬ 
stituent of egg-yolk commercially. For pure egg-yolk, with 
chloroform extraction, the authors cited give 32'5 per cent, 
(max. 33-5 per cent., min. 30-7 per cent.) for hens’ eggs, and 
39-0 per cent. (max. 39-7 per cent., min. 37-9 per cent.), of fats, 
including lecithin. With petroleum ether the average for hens’ 
eggs was 29-5 per cent. (max.>32-7 percent., min. 26-4 percent.) 
Jean gives 28 per cent. Vignon and Meunier give no correspond¬ 
ing figure for ducks’ eggs, but presumably it would be about 
33 per cent It is obvious that accepting a definite standard of 
oil in natural yolk, it would be easy to calculate the natural yolk 
present in any commercial preserved yolk, but as natural yolk is 



ANALYSIS OF COMMERCIAL PRESERVED EGG-YOLK. 355 

somewhat variable, and the oil copstitutes the main value, there 
is no object in doing this, a*id it is better to value on the oil 
direct, so long as there is no suspicion of the admixture of foreign 
oils.. No very precise statistics are available as to the amount of 
fats in commercial preserved yolk, but in *' Chinese yolk ” from 
ducks’ eggs, it seems to average about 21 to 23 per cent., and 
this is also about the amount contained in European preserved 
yolk. 

The following references include the literature which has 
been referred to by the author, and, it is believed, all of import¬ 
ance which has appeared in recent years. 

F. Jean, Congres du Ch. appliq., 1900, p. 482. 

„ Collegium, 1903, p. 71. 

E. Carpiaux, “ L’oeuf de poule," Bruxelles, 1903. 

M. S k Bruhre, Collegium, 1903, p. 45. 

Kathreiner and Schorlemmer, Collegium, 1903, pp. 134, 137- 

Vignon and Meunier, Collegium, 1904, pp. 325, 335. 

Schorlemmer and Sichling, Collegium, 1906, p. 90. 

I.A.L.T.C. Commission, Collegium, 1906, p. 242. 


SECTION XXII. 

THE ANALYSIS OF LEATHER. 

The analysis of leather may have for its object either the 
detection of weighting substances, or of insufficient tanning, or 
the discovery of the method jind materials used in its manu¬ 
facture, or of errors in its production ; and it is obvious that the 
scheme of analysis adopted must vary very widely, not only 
with the object in view, but on account of the very diverse sort| 
of leather which the chemist is called .upon to examine. Some 
effort has hcen made in the following pages to meet these vary¬ 
ing requirements, but it is obvious that it is impossible to provide 
for all cases which may occur in practice, and much must be left 
to the ingenuity of the individual chemist. 

Preparation for Analysis .—It is of the first importance that 
the portion of the sample used for extraction should be reduced 
to a fine state of division, and where the leather is tolerably hard 

2 A 2 



35« LEATHER INDUSTRIES LABORATORY BOOK. 

and free from grease, as in the case of sole leather, or even the 
more lightly stuffed kinds of curriec^ goods, it may, after cutting in 
small pieces, be advantageously ground in a mill similar to that 
employed for tanning materials. Where this is not practicable, 
recourse must be had to shaving or shredding with a knife or 
sharp chisel, or with a “ whitening sleeker/ 

Dr. A. Turnbull has constructed a, machine consisting of a 
shoe-manufacturers’ heel-paring cutter, mounted on a small lathe- 
head, which reduces the leather effectively, but is not on the 
market commercially. If the sample of leather is of sufficient 
size the ordinary shaving or whitening machine will render good 
service, but it is inapplicable to small pieces, and it is difficult to 
secure an even proportion of grain and inner fibre, which may 
differ widely in their proportion of fats, etc. 

In japanned and enamelled leathers it is often well to remove 
the layer of japan mechanically, and subject it to analysis sepa¬ 
rate from the body of the leather. In dyed leathers, the dye 
must generally be examined by the direct application of reagents 
to the surface, for which no general scheme can be given, though 
some information can be obtained from the tables devised from 
textiles* Many dyes may be extracted with alcohol, and 
examined by the methods given in Section XXIII. The ash 
analysis of dyed leathers is often complicated by the presence 
of iron, chromium, and other bases used as mordants, and it is 
difficult to judge whether these have been simply used for this 
purpose, or have formed part of the material of a mixed tannage. 

The general scheme of a commercial analysis is usually as 
follows :— 

Moisture. 

Fatty matters (extracted by carbon disulphide or petroleum ether). 

Water-soluble matters . | Uncombined tannins. 

I Non-tanmns (glucose, dextrine, etc.). 

Insoluble leather fibre . i Hide: substance, by Kjeldahl. 

I Fixed tanning matters. 

(The above should add up tp 160 per cent.) 

Mineral Ash— (This must not be added in with the above, 
unless it is separately determined in the soluble and insoluble 
portionl and deducted.) The mineral ash 'can of course be 

* See Tables of Lehne and Ruslerhols published in the Joum. Soc. Cheat. Ind., 
1895 i “d the later ones for animal fibres of Green, Joum. Soc. Dyers and Cflouristc, 
1905, mi. p. *36, abstracted in Joum. Soc. Chem. Ind., 1905, pp. 1034 et snj. 
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further analyseu m tne case ot chrome and other mineral and 
combination leathers or to defect mineral adulterations. In most 
vegetable leathers it will not exceed 1 per cent, and will consist 
mainly of lime. 

Determination of Moisture .—As most oils oxidise readily, 
especially when finely divided, as on the leather fibre, and give 
rise partly to volatile compounds, and partly to fixed resinous 
bodies often heavier than the original oils, no great accuracy can 
be expected from the ordinary method of drying at ioo° C., and 
approximate constancy only should be aimed at; and to shorten 
the drying, moisture should be determined on a small separate 
portion. In many instances it will be sufficient, and perhaps 
even more accurate, to calculate moisture from the loss after 
determining fats and insoluble matter, rather than by direct 
drying. If an extremely accurate determination must be made, 
the dryifig should take place in vacuo or an atmosphere of COj 
or coal-gas. Probably the greatest accuracy would be reached 
by dryifig in a tbbe heated to 100° C. in a current of inert and 
dry gas, and collecting the moisture in a calcium-chloride tube as 
in organic analysis. As leather-fibre obstinately retains a por¬ 
tion of moisture, the results are sure to vary with the method 
adopted ; and samples are rarely received in a condition in which 
an accurate moisture determination is possible. Some chemists 
calculate to a fixed amount, 14 or 15 per cent., but it must be 
remembered that in the presence of glucose or a deliquescent salt 
the moisture^H! usually exceed that of a normal leather. 

Determination of Fats .—25 grin, of the finely divided sample 
is weighed, and placed in a large Soxhlet apparatus. It will 
generally be best to put a little cotton-wool (free from fats) in 
the bottom of the extraction chamber, then the leather and 
afterwards a pad of cotton-wool to distribute the solvent and 
prevent loss, but, if preferred, an inner-tube ora filtef-paper may 
be used (p. 352). The extraction must be somewhat long, 
■especially if the leather is not finely divided, and it is safest to 
use two flasks. Carbon disulffhide or petroleum ether is prefer¬ 
able to ordinary ether. The solvent is distilled off and the oil 
estimated as on p. 287. After draining the solvent as completely 
as possible from the leather residue, the contents of the Soxhlet 
are*turned out into a weighed basin, and dried first on the water- 
batft, and afterwards in the air or water-oven till constant, the 
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cotton-wool being easily rebioved from the dry leather, and pre¬ 
served for future use. If oxidiSable oils have been used on the 
leather, they will not be wholly removed by this process, as some 
at least of their products are insoluble in petroleum ether ^and 
similar solvents. A further portion may be removed by extrac¬ 
tion with absolute alcohol, but if resinous' matters or “ reds ” 
from the tanning matters are present, the.y will also be dissolved; 
and generally such oils must be reckoned with the “ fixed tanning 
matters.” The sum of the weights of dry residue, fats, and 
moisture should equal that of the leather taken. It is not usually 
necessary to dry the leather before extraction, and at least the 
drying should not be prolonged or at a high temperature, lest 
the oils become oxidised. In many cases a considerable per¬ 
centage of fats is contained eve ( n in rough or uncurried leathers, 
either naturally or from added oil. The writer found 24 
per cent, in a rough and apparently quite dry V Persian'” sheep¬ 
skin. 

When necessary more detailed examination'of the fats may 
be made by the methods in Section XX., but the analysis is 
often limited by the small quantity of material available. Even 
on very small quantities the specific gravity may be determined 
by floating a globule in dilute alcohol (p. 291), the melting and 
solidifying points by the capillary-tube method (p. 291), and the 
refractive index by the butter refractomcter. It is generally 
desirable to determine the acid and saponification values on the 
same quantity of fat, using alcoholic potash for the former, and 
then adding the usual 25 c.c. and saponifying (p. 304). The un- 
saponifiable matter may also be determined on the same portion 
by adding sodium carbonate till the titrated liquid is reddened, 
boilifig slightly to insure the absence of traces of free fatty acids, 
diluting with water and shaking out with petroleum ether (p. 309). 
If the saponification has been done in duplicate, which, where 
the quantity of fat is sufficient, should always be the case, it is 
best to unite the two soap solutions before shaking out. The 
free fatty acids may now be isolated in the usual way, and their 
physical characteristics and iodine value determined. It must 
be bome^in mind that all the constants are muph influenced by 
oxidation. 

Determination of Water-soluble Matter (Auswasc/iverlust).— 
The dry leather residue from the Soxhlet is digested for Some 
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hours with about 200 c.c. of distilled water at t5 ;> -20 (> C„ and the 
whole is transferred to a syphon or'Koch’s extractor (p. 184), and 
extracted precisely in the same manner as a tanning material. 
If th^ leather has not been thoroughly ground, it is well to bruise 
it in the moist state in a clean mortar before transferring it to the 
extractor. The extraction is made at laboratory temperature, 
and the last washings an; concentrated by boiling, so as to bring 
the whole within 1 liter, to which volume it is made up after 
cooling. Twice 50 c.c. of the filtered solution is evaporated 
and dried at ioo'’-i05°C. to determine the “total soluble." 
Soluble mineral ash may be determined by ignition of the 
residues. 

Some chemists prefer to make the extraction at 40^-50" C., 
instead of at laboratory temperature, and the question of which 
is preferable will depend largely on the purpose for which the 
leather i.s’intended. Sole leather is never likely to be submitted 
to elevated temperatures, and it is therefore fairest to make the 
extraction at 15^-20° C.; while in the case of rough dressing 
leather, which will be scoured out of hot water, the higher tem¬ 
perature may be preferred. It must be remembered, however, 
that at this temperature, a portion of difficultly soluble tannins 
will be dissolved, which will precipitate on cooling, and if the 
liquid is filtered before evaporating for "total solubles,” a portion 
of matter will be removed which will be included neither in the 
solubles nor in the dry insoluble residue. Extraction at a boiling 
temperature, S'hich has been proposed by some American 
chemists, is totally unsuitable, as the leather itself is partially 
decomposed. 

The estimation of “uncombined tannin ” is made by the hide- 
powder method, preferably, as described on p. 214. If the solu¬ 
tion is very dilute it may be necessary to concentrate by evapo¬ 
ration before detannising, and this may be combined with the 
evaporation for glucose determination (see below). The nature 
of the tanning material may sometimes be determined by 
qualitative tests (Section IX.). * 

In the case of sole leathers or other rough leathers which 
contain no added fat, it may be convenient to determine the 
“ water-soluble ” before making the fat extraction, or even to 
omit*the latter altogether. I f the “ water-soluble ’’ determination 
is to be succeeded by a fat-extraction, it is necessary to dry the 
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extracted leather at a low temperature, especially at first, and 
the temperature should at no time exceed 50° C. The drying is 
best done in a draught of cool air, without using the drying oven, 
and the water estimation made on a separate portion, the residue 
being only finally dried at ioo° C. and weighed after the fat 
extraction. By adopting this course the'danger of rendering 
tannins insoluble by the production qf anhydrides is avoided, 
but the additional drying slightly increases the trouble. 

Estimation of Glucose and Dextrine. —400 c.c. of the water- 
extract is evaporated to 200 c.c., and the glucose estimation is 
made precisely as described on p. 270. Dextrines are determined 
as on p. 274. It must be borne in mind that all these sugar 
determinations refer to anhydrous glucose, while the commercial 
article contains 9 to 15 per cant, of water, and it may be fairly 
assumed that in the leather it retains at least as much waster 
as the other constituents. The amount of 'glucqse 'found by 
Simand’s method should therefore be increased by the same 
percentage of moisture as that found in the feather. Tanning 
materials naturally contain glucoses and dextrinoid bodies 
(p. 276), and therefore small quantities are contained even in 
unweighted leathers. 2 per cent, is usually a sufficient allowance 
for glucose thus present, though it is said that leathers largely 
tanned with myrobalans may contain as much as 3 per cent., but 
this figure probably needs confirmation. Simand found that 
unweighted mixed tannages of oak bark, valonia, pine bark, etc., 
contained from o'60 to 1 '70 of sugar after inversion with acid, 
while that tanned with quebracho ranged from O' 22 to O' 35 per 
cent. 

Von Schroeder gives the following table, which, however, 
refers to Continental tannages with relatively weak liquors, and 
is probably hardly applicable to present day methods. 

Glucoses contained in various German Leathers * :— 


Per cent. 

Heavy sole leathers, oak, pine-bark and! mixed .. .. on to 0*41 

Light sole leathers (vache) .. *.o’40 to 0*53 

Dressing and light leathers, calf, etc.o'oo to 0*24 


The<glucose is largely proportional to the water-soluble matter 
present, which in the highest case was only 9^7 per cent. In 
English leathers it is usually much higher. 

Von Schroeder, Gerberei-Chemie, pp. 552-55. 
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Comrpercial glucose always contains unconverted dextrine 
and dextrinoid bodies, and tc^ estimate the total weighting, these 
must be converted into sugars by digestion with acid, as described 
on p. ,274, before making the sugar determination. 

If it be desired to determine the insoluble residue directly, 
sand must not be used in the extractor, and unless the leather is 
very finely ground, may generally be dispensed with, especially 
if the first portions of the filtrate be returned to the extractor 
so long as they contain traces of leather fibre. In this case the 
insoluble residue may be dried and weighed direct, and then 
incinerated to determine insoluble mineral matter, or a portion 
may be kjeldahled (p. 65), to determine the actual hide-fibre 
present; but in most cases it will be more convenient and quite 
as accurate to make the Kjeldahl determination on a separate 
potion of the original leather. Complete analysis of the in¬ 
soluble mineral constituents is sometimes necessary, and the ash 
may then be examined as on p. 363. It is, however, usually 
sufficient to ascertain merely the proportion of ash from the 
soluble and insoluble portions, which should be approximately 
equal in sum to the total ash obtained by igniting a separate 
portion of the leather, which may be analysed in greater detail. 
If any considerable portion of soluble salts be present, the 
leather should be charred and extracted with water, as described 
below, before complete ignition. 

It occasionally happens, both in vegetable and mineral tan¬ 
nages, that the whole of the gelatin is not rendered insoluble, 
but that a portion can be extracted by boiling. Drying at 100° C., 
however, renders gelatinous fibre very insoluble, even in boiling 
water, and it is better to treat a portion of the leather which had 
not been dried at a high temperature first with warm watefr to 
remove soluble matter, and then to boil it, and to test the solu¬ 
tion with tannin for gelatin. There is no very satisfactory way 
of determining the amount quantitatively, but, of course the 
residue might be kjeldahled lifter evaporation to small bulk or to 
dryness. On the whole more valuable results are obtained by 
kjeldahling the leather direct, and so obtaining the relative pro¬ 
portion of nitrogenous matter (hide-fibre) to non-nit»ogenous 
(tannins, fats, etc.). In heavily tanned leathers the latter often 
exceed the actual hide-fibre. If the boiling test is applied, it 
must be remembered that modem leathers may easily contain 
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an excess of soluble tannin ana yet De lmperiectiy tanned in the 
centre or through the fibres. 

The Total Ash should be obtained by igniting a separate 
quantity of the leather, which may vary in weight, accordipg to 
the nature of the leather and the extent of detail which is required 
in the ash analysis. As leather melts and swells extremely in 
the early stages of combustion, it is best to heat a platinum* or 
porcelain basin to redness in a draught-chamber, and to throw in 
the weighed quantity of leather piece by piece, allowing time for 
the first portions to swell and carbonise before adding more. It 
is not necessary, or even advantageous, that the leather should be 
finely divided before incineration. As a general rule there will 
be little fusible matter, and the carbon will be easily and com¬ 
pletely burnt without using a temperature above a dull red heat. 
Higher temperatures render the alumina, ferric and chrpme 
oxides extremely insoluble, and may drive*off chlorides and 
other salts which are slightly volatile. If a muffle is available 
it is probably the safest means of incineration. In the case of 
white leathers, or where soluble salts have been used for weighting 
purposes, and the carbon burns off badly, it is best to powder the 
charred cinder in a glass mortar, and extract it with a little boil¬ 
ing water on a quantitative filter. The insoluble residue is dried 
with the filter, and is now easily burnt to ash, and the solution 
is afterwards evaporated and the residue ignited in the same 
crucible. This is specially important in presence of sulphates, 
which are readily reduced to sulphides and even to carbonates ■ 
by ignition with carbonaceous matter. 

The ashes of natural rough leather are very small, amounting 
seldom to more than 2 per cent, in sole leather, and considerably 
les* in dressing leather. They consist principally of calcium 
carbonate, with traces, which are usually negligible, of iron and 
phosphates. Finished and weighted leather, or that of mixed or 
fcineral tannages, usually gives considerably larger amounts of 
ash of very varied composition, so that it is always best to make 
a preliminary qualitative examination. Lead is generally only 
found in leathers which have been “ bleached ” by the precipita¬ 
tion of dead sulphate on the fibre. It may be detected by the 
darkening of the leather or ash with hydric sulphide. Tin 
(as stannous chloride) is occasionally used to brighten* dull- 

t 

* Before using platinum the absence of reducible metals must be ascertained. 
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coloured leather, or as a mordant for dy^-woods, though for the 
latter it has been a good deal supersided by direct-dyeing aniline 
colours. Leathers containing either of these metals must not be 
ignited^in platinum vessels. Titanium, in the form of lactate, 
oxalate, and sulphate, has latterly been used a good deal as a 
mordant for dye-wood?;, especially on chrome goods, and pro¬ 
duces a good yellow with, many tannins. It has also tanning 
properties. Copper, iron, aluminium, chromium, barium, calcium, 
magnesium, sodium, and potassium are all possible constituents 
of a leather ash, though not all likely to be present simul¬ 
taneously. 

Analysis of Leather Ash. —From the large variety of bases 
possibly present in leather ashes of various sorts, due to the 
tanning agents employed, the materials added for weighting 
purposes, and the mordants and pigments employed for dyeing, 
a complete* general* analytical scheme would prove extremely 
complicated, and is usually unnecessary, since many conclusions 
as to possible constituents can be drawn from the character of 
the leather ; and the analysis is usually made with some particular 
object, such as the determination of the method of tanning, the 
detection of weighting or of free mineral acid, or investigation of 
materials used in dyeing. A preliminary qualitative examina¬ 
tion is therefore very important, and in most cases greatly simpli¬ 
fies the quantitative work. It is not necessary here to specify a 
scheme for qualitative analysis, which does not differ from that 
employed in ordinary inorganic analysis, and for which the 
reader may therefore be referred to chemical text-books, but a 
few hints as to the detection of special substances may be allowed. 
Traces of chromium are easily detected by the deep green colo¬ 
ration given by the ash to the borax bead in the reducing flame 
of the blowpipe or Bunsen burner,* and alumina may be recog¬ 
nised in “ crown,” “ rawhide,” and other white leathers by the 

Other metals give the followmg ructions in the borax bead :— 

Oxidising. % Reducing. 

Iron . . Yellow, paler on cooling . Pale green 

Copper . . Green, blue on cooling . Red 

Manganese . Amethyst red . . . Colourless 

Nickel . . * As iron 

Titanium . Colourless .... Yellow, cools violet 

The titanium reaction succeeds better with ammonium*sodium phosphate than 
borax. iR presence of iron, the bead is red. 
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violet-blue coloration given by an alcoholic extract c>f logwood 
diluted with water and applied tp the leather. It must not be 
forgotten that reddish purples are given with logwood by alkalies 
and alkaline earths, and sometimes mask the colour produced 
by alumina. Violet-blacks are also produced by iron and 
chromium. 

Baryta in any form is easily detected, and in many cases 
quantitatively separated by digestion of the ash with somewhat 
diluted sulphuric acid, which dissolves all other substances likely 
to be present except lead and strongly ignited chrome-oxide, and 
possible traces of tin. I grm. of ash may be digested for some 
hours on the water-bath with 4c.c. of concentrated acid and I c.c. 
of water, and in absence of other impurities the mixture may be 
diluted with 25 c.c. of water) the baryta filtered off and washed, 
and finally ignited and weighed. Ground heavy spar (bayytes) 
may generally be distinguished from precipitated barium sulphate 
by the coarser and sandy character of the precipitate^ Lead, if 
present, may be removed by repeated boiling with ammoniacal 
solution of ammonium acetate, and chromium may be converted 
into a soluble chromate by ignition till pure yellow with sodium 
carbonate and magnesia (p. 265j, or a mixture of sodium 
carbonate and peroxide, or, less satisfactorily, with four times its 
weight of Na 2 C0 3 and twice its weight of KN0 3 for half an 
hour in a platinum crucible (which the mixture slightly attacks). 
In either case the soluble chromate is first removed by thorough 
washing with hot water, and the barium is then reconverted into 
sulphate (and magnesia removed if present) by treatment with 
dilute sulphuric acid, and subsequent washing. 

In the ordinary qualitative analysis, tin should be looked for 
in the second (sulphydric) group, especially if the precipitate be 
yellow. It is separated from lead by boiling with yellow ammo¬ 
nium sulphide, in which it (together with As and Sb) is soluble. 
The separation of Sn from As and Sb together is difficult, but if 
a mixture of arsenic and tin sulphides are ignited in a tube in a 
current of SH a , the arsenic is completely volatilised. The arsenil 
sulphide may be condensed or carried into a good draught. 
Tungsten and vanadium are found in the same group as tin and 
arsenic. 

Titanium , though by no means a rare metal, has only fecently 
become of commercial importance, and is hence usually‘omitted 
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from the simpler schemes forqualitatiJe analysis. Particulars 
as to its character, detection, and estimation will be found in the 
larger chemical text-books ; but it may be mentioned here that it 
is precipitated by ammonia along with the iron, chromium, and 
aluminium group, from which it can be separated by solution in 
hydrochloric acid, cardful neutralisation with ammonia till slight 
cloudiness is produced, ajid addition of dilute (say N/10) HC 1 
drop by drop till the solution is again clear, when it is saturated 
with sulphurous acid and boiled, and TiO, is precipitated, 
the other bases remaining in solution. The filtered solution 
must be acidified with HC 1 , boiled to expel sulphurous acid, and 
the iron oxidised to the ferric state with nitric acid or bromine 
before proceeding to further wet separations. The separation 
of titanium is quantitative, and the TiO., may be ignited and 
weighed. 

Alumiha, when present, as is often the case, in small quantities 
with iron or chromium, is somewhat difficult to detect. On the 
whole th<? best mfcthod is to fuse the bases of the group with 
sodium carbonate, with small additions of an oxidising agent, 
such as sodium peroxide, and dissolve the melt in water. 
Ferric oxide will remain undissolved, chromium will dissolve as 
yellow chromate (see p. 253), and aluminium as aluminatc, which 
may be precipitated by neutralisation with hydrochloric acid, and 
subsequent boiling with slight excess of ammonia. The separa¬ 
tion is quantitative. Manganese, if present, will be recognised 
by the production of green manganate, which will turn pink 
on acidification with sulphuric acid. Other bases of the group, 
except perhaps zinc, are so improbable that they need hardly be 
looked for. Phosphoric acid is usually present in traces, and 
will come down with the group, either in combination with the 
bases, or, in their absence, as calcium phosphate. The quantity 
is so small that it may generally be disregarded. 

The only other separation which is likely to prove trouble¬ 
some is that of magnesia front the alkalies, which is often impor¬ 
tant in cases of weighting with magnesium and sodium sulphates. 
In most cases the solution of the last group, containing magnesia 
and the alkalies, i$ acidified with sulphuric acid, evaporated to 
dryness, and gently ignited to drive off ammonium salts and 
excess* of sulphuric acid, small quantities of ammonium carbonate 
being idded at the finish to decompose bisulphates. The whole 
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is then weighed as mixed^ulphates, and the magnesia determined 
as pyrophosphate (p. 45), calculated to sulphate, and deducted. 
Where the quantities are small, the method of volumetric deter¬ 
mination with barium hydrate, described on p. 45, is sometimes 
advantageous. 

Qualitatively, magnesia is easily detected by the sodium' 
phosphate reaction, but it is difficult.to prove the presence of 
material quantities of soda, as the flame reaction is too delicate 
to be of much use. Mg may be precipitated by Ba(OH)„, filtered 
off, excess of Ba(OH) 2 removed by passing C0 2 and boiling, and 
NaOH detected by its powerful reaction with phenolphthalein or 
litmus, or by evaporation, when it may be weighed as carbonate. 
In calculating loading with these salts, their water of crystal¬ 
lisation must not be overlooked. 

Examination for Acids .—The examination for acids, .and 
especially for free mineral acids, has become of great practical 
importance, especially since it has been shown that the decay of 
bookbinding and furniture leathers is largely due to the presence 
of small quantities of sulphuric acid. Much information on this 
point has been collected by the Committee of the Society of 
Arts which was appointed in 1890 to investigate this subject.* 
Most governments also demand freedom from sulphuric acid in 
leathers employed for military purposes. The determination of 
total mineral acids is also of great theoretical importance in the 
manufacture of chrome and other mineral leathers, with regard to 
the nature of the actual tanning salts which they contain. 

Leather ash is practically always alkaline, and the salts 
present are mostly carbonates, arising from the destruction of 
organic alkaline salts, together with sulphates (and sulphides 
arcsing from their destruction by ignition in presence of organic 
matter), with possible traces of phosphates, silicates, and nitrites 
(from the destruction of nitrates). Sulphates of iron, chromium, 
and many other metals are more or less completely decomposed 
on ignition, leaving uncombined bases, and sulphuric acid in the 
form of ammonium salts is completely expelled. Qualitatively, 
all these may be tested for in the usual manner; organic acids 
must of course be looked for, if necessary, in the aqueous or 
alcoholic extracts of the leather. 

* Society of Arts Report on Bookbinding Lea,hers, S.A. Journal, 1901, and 
separate editions, 1901 and 1905. 
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Free Mineral Acids .-The detection, and still more the exact 
estimat'd*! of these ,s a matted of great difficulty, and the 
methods at present avadable'are not wholly satisfactory. Most 
leathers when moistened are acid to litmus, but this, unless 
extremely marked, is no evidence of the presence of free mineral 
acids, and it is rarely that definite indications can be obtained 
with methyl orange or Congo red, which are much less sensitive 
than litmus to organic acids, but of course a strong acid 
reaction, especially in the presence of much sulphate, is very 
suspicious. On the other hand, even if free sulphuric acid has 
been intentionally introduced into leather, the ash will usually 
prove to be alkaline, since the whole of the free acid is driven off 
in ignition, and a portion of the sulphates is reduced by the 
carbon to sulphides, and apparently these in their turn may 
be decomposed and converted into carbonates or free bases, 
especially in the^ case of lime. The investigation is greatly 
complicated "by the fact that free mineral acids are very obsti¬ 
nately regained by leather, and sulphuric acid especially probably 
exists to a large extent in the form of organic compounds 
insoluble in water or alcohol, which may or may not exercise a 
destructive action. 


In consequence of the facts just mentioned, no method has 
been, or probably can be devised for the direct removal and 
estimation of the free sulphuric acid from leather. The most 
satisfactory method of this sort is that of Jean,* who extracts the 
dry leather with absolute alcohol in the Soxhlet apparatus, a 
little sodium carbonate being placed in the boiling flask to 
combine with any sulphuric acid dissolved. On distilling off the 
alcohol, any free acid remains as sulphate, and may be estimated 
as barium sulphate, if necessary after partial ignition to destroy 
organic matter. Care is required that the alcohol is really 
absolute, as the accuracy depends on the fact that free sulphuric 
acid is soluble in absolute alcohol, while sulphates arc left 
undissolved. For the same .reason, the leather should be dry*' 
but extreme drying, and especially the use of high temperatures, 
should be avoided, lest the acid should attack and combine with 
the organic constituents of the leather. A positive result may be 
taken as absolute proof of the presence of free acid, but, from 
reasons already given, a negative one is no evidence that acid is 


* Revue Chim. Analyt., 189J, pp. 3 , n d 13. 
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not present, even in injurious quantities, since tests with added 
acid show that the extraction is far from complete. 

Another group of methods, among which may be mentioned 
that of Balland and Maljean* with its modifications by Paessler 
and "Sluyterf, MeunierJ, and others, and of Procter and Searle§. 
depend on the fact that while free sulphuric and hydro¬ 
chloric acids are expelled by ignition, they are converted into 
sulphates and retained when the ignition takes place in presence 
of alkaline carbonates. All these methods suffer from the com¬ 
mon defect that sulphates are easily reduced to sulphides, and 
even to oxides and carbonates by ignition in presence of organic 
matter, and most of the proposed modifications have been 
directed to minimise this evil. Probably the most accurate 
methods are those of Stiasny|| and Wuensch,1f in which the 
organic matter is oxidised with fuming nitric acid. In all these 
oxidation methods the sulphur naturally present in f he s't'in is 
more or less perfectly oxidised into sulphates, 'and must be 
allowed for in calculating the results. Its quantity is rather 
variable, and would be influenced by sulphates present in the 
waters employed in manufacture. Paessler and Sluyter, ** 
working by Balland and Maljean s method, found in seven sole- 
leathers, tanned without acid, quantities varying from 0'H5 to 
O' 173 per cent., with an average of O’ 140 calculated as S0 3 on 
leather with 18 per cent, of water. On dry leather the mean 
would be O' 170 per cent. Balland and Maljean themselves 
operating on eighteen leathers, mostly French, found from 
o - 025 to 0'086, with a mean of 0 058 per cent, on dry leather. 
The French leathers were tanned by the old method, and 
unhaired by sweating. On the dry substance of fresh hides 
unhaired with lime, the same chemists found from O'126. to 
0*169 i when unhaired with sulphides, from O' 138 to 0'j6i all 
reckoned as S0 3 . It is therefore clear that this figure is suffi¬ 
ciently variable. Meunier, employing a more complete oxida- 

l 

* Revue de 1’Intendance, 1894, p. j8o ; Annales de Chimie Analytique, 1904, 
Sept. 15; Collegium, 1904, p. 389. * 

f Deutsche Gerbcr-Zeitung, 1901, Nos. 66 and 69 ; Wiss. Beilage des Ledermarkt, 
I 9 0I » P- J33- 

X Collegium, 1906, pp. 13 and 296. 

§ Lea. Trades Rev., 1901, Jan. 9 ; Wiss. Beilage, 1901, p. 65. 

|| Gerber, 1901, p. 235. 

^ Wiss. Beilage, 1901, p. 147. ** Lac. tit. 
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tion method, * found much higher figuaes. In a non-acid French 
leather from St. Saens in six determinations, his result varied from 
0*204 to 0*296 per cent., while Balland only found an average of 
0*077 of S0 3 in leathers from the same place. It is pointed out 
by Bdlland that very small quantities of the hair or hair-roots 
retained in the leathes will largely influence the results, hair con¬ 
taining from 2 to 3 per cent, at least of S reckoned as SO,. It is 
therefore probably not wdrth while to go to great refinements in 
oxidation methods till this source of uncertainty can be removed. 

The simplest, and by far the most rapid oxidation method is 
that of Procter and Searlc.f which will rarely mislead if properly 
carried out, though it tends to give results lower, rather than 
higher than the truth, while the opposite is the case with the 
method of Balland and Maljean, in which destruction of sul¬ 
phates is certain to occur in the ignition in absence of alkali. 
Fo?Vic determination, 2 to 3 grm. of the leather are moistened in 
a platinum b«fsin or crucible with 25 c.c. of accurately standard¬ 
ised and •measured N/10 sodium carbonate solution, and after 
evaporation to dryness, the mixture is charred at a gentle heat 
till thoroughly carbonised. Under these conditions much if not 
all the organic sulphur escapes as volatile compounds, while the 
reduction of sulphates is very slight. The carbonaceous mass is 
pulverised with a glass rod, and extracted with boiling water, and 
the solution filtered through a small ashless filter paper, which is 
dried and returned to the mass in the crucible, and the whole is 
ignited till all, qj* nearly all carbon has disappeared. The crucible 
is now cooled, and the ash treated with 25 c.c. of N/lO hydro¬ 
chloric acid, accurately standardised to the soda, to dissolve any 
calcium carbonate present, and the whole is washed into a 
beaker with the filtrate of the charred mass, methyl orange is 
added, and if the liquid shows an acid reaction it is titrated with 
N/10 alkali, and the amount calculated as mineral acid,generally 
sulphuric. If the reaction is alkaline, sulphuric acid is absent^ 
and no notice need be taken of the alkalinity. It does not seem 
necessary in. this case to make'any allowance for sulphur naturally 
present in the hide, as probably most of the organic sulphur is 
distilled off in charring, and any sulphuric acid formed in this way 
may be set against 1 possible losses by oxidation. The sulphuric 

Collegium, 1906, p. 298. 

Loc. cit. 

2 B 
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add of ammonium sulphate, and of iron, chromium, and aluminium 
sulphates will be reckoned wholly as free sulphuric acid, since 
the ammonium sulphate will escape, and alumina, and iron and 
chromium oxides will be rendered too insoluble to be taken up 
by the dilute standard acid. • These errors are common to all 
ignition methods. Of course in all such determinations care 
must be taken in ignition to avoid contamination with sulphur 
from gas-flames, and it is safer to use' an alcohol or petroleum 
burner, or carbonise in a muffle. 

The method of Balland and Maljean is carried out as follows : 
2 to 5 grm. of the leather are moistened with excess of potassium 
or sodium carbonate, dried, and slowly ignited at as low a tem¬ 
perature as possible, care being taken to allow free access of air. 
The residue is dissolved in hydrochloric acid, filtered if necessary, 
and the sulphuric acid is estimated gravimetrically with barium 
chloride in the usual way. A similar quantity of the leather sample 
is ignited in the same way, but without addition of alkali, and the 
sulphuric acid again estimated. In theory the first estimation 
gives the total sulphuric acid present, both as sulphates and free 
acid, while the second gives that present as sulphates only ; and 
deducting this from the first, the free sulphuric acid is found. 
The sulphuric acid due to sulphur in the leather is deducted from 
this (see above); and as published results are very variable, and 
the method is liable to errors, it is perhaps best determined on 
samples known to be free from added acid by the same method 
as is used in the estimations. Apart from this source of error 
which is common to all oxidation methods, the principal cause 
of inaccuracy is the reduction of sulphates by the carbon, sodium 
sulphate being reduced to sulphide, and in presence of lime salts 
to carbonate, and a part of the sulphur seems actually to be 
expelled and lost. It also seems that some of the organic 
sulphur is distilled and burnt outside the alkaline mass, as 
.Meunier,* igniting in a current of air, was able to collect sulphuric 
acid among the volatile products. Paessler and Sluyter oxidise 
the dissolved products by addition of bromine water, but this, 
though it lessens, does not avoid the error. Meunier found the ‘ 
oxidation improved, but not made complete by the use of a mix¬ 
ture of filtrate of potash and caustic potash for'moistening before 
ignition. He finds that correct results, so far as oxidation is 

* Collegium, 1906, p. 16, 
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concerned, may be obtained by combustion in a tube in a current 
of oxygen with addition of nitrat’ed lime, a reagent proposed by 
Nihoul and Koninck, but the process is somewhat troublesome, 
and the large quantity of calcium salts introduced involves great 
care in the estimation of sulphuric acid. He obtains good results 
by combustion in oxygen at a pressure of 30 atmospheres in a 
Mahler’s bomb, such as js used for calorimetric determinations. 
None of these improvements, however, prevent the possibility 
of loss of sulphates in the ignition in air to drive off the free 
sulphuric acid, and the tendency of the method is therefore to 
obtain too high results. M. C. and J, W. Lamb,* acting on a 
suggestion of Procter's, ignite the untreated leather by heating 
gently till the greater part of the volatile matter is driven off, 
placing the hot crucible in a soup plate to avoid possible loss of 
a^h, and passing in oxygen through a tube passed through a 
suitable perforated cover. A sheet of asbestos cardboard with a 
hole for the admission of the tube, or an inverted funnel, may be 
used. the mass glows, and the combustion is nearly complete 
without further heating. They also describe a further method in 
which the leather is dissolved in caustic soda, the solution acidi¬ 
fied, and the organic precipitate caused by acidification well 
washed, and sulphuric acid determined in the filtrate with benzi¬ 
dine hydrochloride (see p. 47). A similar determination is made 
of sulphates in the leather ash, and deduction of this from the 
first determination gives the free acid, 'l he method is stated to 
be accurate, anti seems to deserve further examination. 

Probably the most accurate method at present known, though 
somewhat troublesome, is that of Wuensch.t which is almost 
identical with one proposed by Stiasny * for the estimation of 
acids in chrome leather, which will be described more fully btfiow. 
The finely cut leather (about 5 grm.) is dropped shred by shred 
into fuming nitric acid (50 c.c.), in which it is rapidly' and com¬ 
pletely oxidised, at first usually with actual combustion, ff 
sulphuric acid only is in question, heat may be used towards 
the end of the operation to complete the oxidation and solution, 
but if hydrochloric acid is to be estimated, the operation must 
take place in the. cold, which will require twelve to twenty-four 

* Collegium, 1904, p. Z 5 . 

t Wist Beilage, 1901, p. 144. 

J Gerber, t90I, p. *36. 
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hours for complete solution. The nitric acid must be # of S.G. 
I • 52, and free from sulphuric* acid or chlorine. When only 
sulphuric acid is to be estimated, Wuensch evaporates the green 
solution with some barium chloride and hydrochloric aciji to 
dryness to drive off nitric acid, filters, and washes the residue 
with dilute hydrochloric acid, and after ignition weighs as barium 
sulphate. The filtrate is now treated .with sulphuric acid to 
remove barium and convert all bases into sulphates. After 
filtration to remove the separated barium sulphate, the solution 
and washings are evaporated to dryness, ignited, and smoked off 
with ammonium carbonate to decompose bisulphates, and after 
acidification with hydrochloric acid, the sulphuric acid is deter¬ 
mined with barium chloride in the usual way, and represents 
the total sulphuric acid which the bases are capable of neutralising. 
If the first determination exceeds the second, the difference 
represents free sulphuric acid in the leather ; if on the other hand 
the .acid combined with the bases is the greater, the excess 
represents bases uncombined with sulphuric acid, and no free 
sulphuric acid can be present. With regard to this method it 
may be remarked that difficulties sometimes arise from the 
"puffing” of organic nitro-compounds in the ignition of the 
evaporated filtrate ; and that while the method is accurate with 
alkaline and alkaline-earthy bases, sulphuric acid would be 
expelled from ferric or chromic sulphates, and ammonium sul¬ 
phate would be driven off. If it be desired to estimate chlorides 
as well as sulphates, the oxidation must be conducted in the cold, 
and barium nitrate and silver nitrate added to the solution before 
evaporation, and the residue washed with hot water instead of 
dilute hydrochloric acid. The precipitate containing silver 
chlofide and barium sulphate is treated with ammonia to dissolve 
out the silver chloride, the barium sulphate is filtered off, ignited 
and weighed ; and the silver chloride is estimated in the ammo- 
ntacal solution, probably most easily by boiling off the excess of 
ammonia, and precipitating by neutralising with acetic acid. The 
total bases are determined as sulphates in the filtrate as before 
after freeing it from both silver and baryta by sulphuric and 
hydrochloric acids, and a proportion reckoned into chlorides 
corresponding to the chlorides found. 

Stiasny,* in his method for the examination of chiome 


* Lm. at. 
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leathers^ requires only the total sulphates and chlorides, and 
hence proceeds somewhat diffefently. Two-bath and other 
leathers containing free sulphur are first carefully extracted tit 
the Soxhlet with carbon disulphide. The residue in the flask 
gives the sum of sulphur and fats, in which the sulphur can be 
estimated as sulphuric acid after oxidation with nitric acid. The 
extracted leather is driqd for a long time at i io° C. to remove all 
traces of carbon disulphide, and is then dissolved in fuming 
nitric acid as above described (by digestion in the cold if chlorine 
is present). The green solution is poured into 400 c.c. of cold 
water contained in a large beaker surrounded with cold water to 
prevent rise of temperature. The solution is made up to 500c.c. 
100 c.c. is treated with silver nitrate, and after heating to com¬ 
plete subsidence the silver chloride is collected in a Gooch's 
c(pcible, ignited, and weighed. A second 100 c.c. is evaporated 
to 8ryn*s to drive off excess of nitric acid, and after taking up 
with water, the sulphuric acid is estimated with barium chloride. 
200 c.c* is evaporated to small bulk in a porcelain basin, and 
finally to dryness in platinum, and gently ignited to destroy 
organic matter ; the residue is extracted with dilute hydrochloric 
acid to remove alkaline bases ; any dissolved chrome oxide is 
precipitated with ammonia, filtered off and added to the insoluble, 
and the whole is fused with sodium carbonate and magnesia, and 
the chrome estimated with potassium iodide and thiosulphate 
(Procter’s method, p. 258). If it is not desired to estimate 
other bases than chromium, there seems no reason why the 
evaporated and ignited residue should not be moistened slightly, 
and mixed at once with the sodium carbonate and magnesia 
mixture. The method is much more accurate than direct in¬ 
cineration of the leather and examination of the ash, a» the 
ignition always involves loss of acids. 
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SECTION XXIII. 

DYES AND DYESTUFFS. 


IN leather-dyeing, coal-tar colours have to so large an extent 
superseded the natural dyestuffs, that no apology is needed for 
giving them the first place. It is needless to say that these 
colours are not in any ordinary sense “ extracted ” from coal- 
tar, but are chemical derivatives and compounds, mainly from 
the three hydrocarbons, benzene, naphthalene, and anthracene ; 
of which tar is the cheapest and most abundant, but by no 
means the only source. It may be said, in general terms, that 
the aniline and phenol dyes are derivatives of benzene and ijs 
homologues, and the .alizarine colours those, of anthracene ; 
while napthazariu is a corresponding naphthalene derivative ; 
but the colour molecules are usually extremely complex, and 
often contain molecular groups from more than one of these 
types, and are therefore not susceptible of any simple classifi¬ 
cation on these lines. The statement should not be omitted 
that the introduction of nitrogen in very varied modes of com¬ 
bination plays a most important part in the production of 
colouring matters. It is obvious, from what has just been said, 
that these colour compounds are so numerous and complex, and 
their number is so constantly being added to, that they can only 
be treated here in general terms, and that no complete scheme 
of analysis or recognition can be given. The question is not 
simplified by the fact that the ordinary names of the colours are 
chospn by their respective makers, and bear no relation to their 
chemical structure; so that in many cases identical or nearly 
identical compounds are known by different names, while in 
others the same name is made by different makers to serve for 
colours similar in tint, but of widely different chemical nature 
and dyeing properties. ' 

In practice, therefore, we may wish to determine whether two 
dyes by different makers are identical, or at least so closely allied 
that they may be expected to dye in the same way, or in the 
same bath; or to determine what materials have been used in 
dyeing a special leather sample ; or, on the other hand, we*may 



DVSS AND DVESTUFFS. 


m 


desire toknow whether some familial* colour is of full strength 
and true shade In the latter <?ase, we shall probably resort 
to laboratoiy dyeing trials, while in the former, more strictly 
chemical means must be employed. 

Many methods of classification and identification have been 
suggested, among wHich may be mentioned that of Weingartner 
as improved by Green* This, however, even when published, 
left something to be desired as a means either of classification or 
recognition, and with the multiplication of dyes has become 
quite out-of-date, and though Professor Green is engaged in 
remodelling it the work proves by no means easy and is not yet 
complete, and the Tables are therefore omitted in the present 
edition. We have thus to be content in general with practical 
trials and a few unsystematic tests, which, while they are often 
oqpugh to establish the identity or close relationship of two dyes, 
tellliut Itttle about their constitution. 

Probably the most important division of the coal-tar colours 
for the practical 'dyer is that into “ basic ” and “ acid " colours. 
The basic dyes are complicated compound ammonias, generally 
insoluble in water in the free state, but often forming soluble 
salts, such as chlorides and acetates, which form the commercial 
dyes. Thus “ fuchsinc ” or “ magenta " is rosanilinc chloride or 
acetate; “chrysoidine” is diamido-azobenzene chloride. With 
temporary-hard waters containing carbonates of lime and mag¬ 
nesia, these salts are decomposed and the free bases precipitated, 
causing waste*of colour and irregular dyeing, hence the import¬ 
ance of neutralising alkaline waters with a weak acid such as 
acetic. Strong acids, or even acetic acid in considerable excess 
on the other hand, check or prevent dyeing by rendering the 
salt too stable to be decomposed by the fibre. All basic dyes 
are precipitated by tannins, and thus are easily fixed on leather 
and tanned cotton, but are thrown out of solution by any excess 
of soluble tannin. For this reason, leather to be dyed by basis 
colours must either be thoroughly freed from loose tannin by 
washing, or the excess of tanrfin must be fixed by treatment 
with some metallic salt, such as tartar emetic, the metallic tarmin 
compound being .still capable of fixing basic colours. # A con¬ 
venient reagent for basic colours is a solution of 10 per cent, of 
tannin and 10 per cent, of sodium acetate in water, by which all 

* Joum. Soc. Chcrn. Ind., 1895, p. 3. 
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basic colours are precipitated, while “acid” dyes remain in 
solution. 

The “ acid ” dyestuffs are colofir-acids, and appear in com¬ 
merce as salts in combination with bases such as sodium, magne¬ 
sium, and occasionally other metals. They are not precipitated 
by tannins, and usually dye best in acid solution. For acidifica¬ 
tion, sulphuric acid is generally employed, but in view of its 
destructive action on leather, formic should be substituted in 
the dyeing of all leathers where permanence is important. If 
sulphuric acid is used, it should only be employed in the very 
small quantity required to neutralise the base, and set free the 
colour-acid. Kauschke * states that one-fourth the weight of 
the colour employed is in all cases sufficient. Naturally, with 
hard waters, the calcium carbonate must also be neutralised. 

Some few colours, and especially the nitro-colours, are acid 
in their nature: picric acid (trinitrophenol), .for instance,elias 
strongly acid properties, easily decomposing carbonates, and ' 
forming stable salts; but in many cases colours are mUde acid 
by sulphonation, often for the purpose of increasing their solu¬ 
bility, or enabling them to be used in mixture with other acid 
dyes, many of which precipitate basic dyes. Sulphonation 
consists in treating the dyestuff, which may be basic or neutral, 
with concentrated sulphuric acid or sulphuric anhydride, which 
introduces the S 0 3 H group in place of a hydrogen atom of the 
compound, which (where sulphuric acid is used) combines with 
one OH of the acid to form water. The addition of this group, 
without generally much altering the colour, gives the dyestuff a 
strongly acid character, and the salts which it forms are usually 
soluble in water, and no longer precipitated by tannin, but 
generally dye leather without a mordant, though the colour 
intensity is usually somewhat less than that of the original basic 
dyestuff. ■ 

■ It is, perhaps, desirable, before proceeding further, to give a 
very slight sketch of the constitutiqp of the principal groups of 
artificial dyestuffs, assuming on the part of the reader some 
knowledge of structural organic chemistry, and especially that 
of the benzene derivatives, of which a sketch has already 
been given in connexion with the chemistry of tannins (p. 105). 
The benzene group of six carbon atoms occurs so frequently 


Collegium, 1906, p. 357. 
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that it is usually represented by a simple hexagon \, and it 
is understood that each angle jcpresents a carbon atom combined 
with a single atom of hydrogen, unless other connexions are 
shown: thus <( )>NOj represents nitro-benzene, C,H,NO* 
Nitro-benzene is easily produced by the direct action of nitric 
acid on benzene, and is the oily “ oil of mirbane,” often used as 
a substitute for almond- flavouring. When nitro-benzene is 
treated with nascent hydrogen, produced, say, by a mixture of 
zinc dust and a dilute acid, the two atoms of oxygen arc removed 
as 2 OHj and replaced by H a , forming /NH a , aniline or 
phenylamine, which may be viewed as a compound ammonia in 
which one of the H atoms is replaced by phenyl, C t H, or •/ y —, 
Such groups or “ radicles" may also replace hydrogen in other 
compounds, and other atoms or groups may replace the remaining 
hy?ragens#of the ^enzene ring. The cause of colour in these 
compounds is* not easily determined, but certain groups and 
arrangemtnts of atoms, which probably result in a strained or 
unstable equilibrium, seem to produce it, probably by rendering 
vibration in unison with the light waves possible, while other 
groups, like the loading on the strings of a musical instrument, 
alter the tone, and consequently the colour of the light absorbed. 

Nitro-Colours. —Probably the simplest class of artificial 
organic cclours illustrate this point. Nitrobenzene is colourless 
or at most, pale yellow, while the addition of an OH group as in 


, OH 

t • 2 nitrophenol < )NO a causes yellow coloration, while trinitro- 
phenol or picric acid is primrose yellow, and to a certain extent 
used as a dye. Thus both the nitro and the OH groups are 
necessary to the development of colour in this case. The nitra¬ 
tion of the naphthols produces still more powerful yellows, as 
Martius yellow, the soda (or other) salt of dinitro-a-napthol 

OH 


( / YVog t and naphthol yellow, a sulphonated derivative. The 

'mo 2 * > 

Patter is the only nitro-colour now of importance, the others hav¬ 
ing gone out of use from their fugitiveness, and their poisonous 
and often explosive characters. It may be noted that- while 
phenols such as “ carbolic acid ” possess no marked acid char¬ 
acter, fhe nitro-phcnols are strongly acid in character, and form 
well-denned salts. 
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Nitroso-colours form*green lakes with iron, but are almost 
insoluble in water and not used for leather dyeing. They con¬ 
tain the group — NO (or possibly = NOH) in place of the 
nitro-group. 4 

Azo-colours are now one of the most important groups of 
artificial dyestuffs. They owe their name and probably their 
colouring power to the — N : N — group which they contain, and 
which links together different parts of the molecule. If the salt 
of a primary amine, such as aniline (phenylamine), be treated 
with nitrous acid, the amido-group is attacked, the whole of its 
hydrogen being removed as water and replaced by nitrogen, thus 

Phenylamine Chloride Nitrous Acid Diazobenrene Chloride Water 

<^>NHjHCI + HNO a = / ^>X:NC1 + OH* 

The reaction is generally performed in practice by adding, the 
calculated quantities of hydrochloric acid and sodium nitrite to 
the solution of the amine chloride, which is kept cooled by ice. 
If the diazo-compound thus formed is treated with either an 
amine or a phenol, the two are linked by the azo-group, the Cl 
of the diazo-chloride uniting with the displaced H of the other to 
form HC 1 ; the particular H displaced varying with the condi¬ 
tions of reaction, but being usually in the para-position to the 
amido- or hydroxylic group of the amine or phenol. Thus if 
diazobenzene chloride is mixed with aniline, the two unite 
forming aniline yellow— 

<^>N:NCI + :N'^J>NH,HCI 

As the aniline yellow contains an amido-group it can be again 
diazotised and coupled with a new phenol or amine, thus forming 
a hew dyestuff containing 2 diazo-groups and hence styled a 
tetrazo-compound. When 2 diazo-groups are added in different 
positions to one phenol the compound is styled “disazo. ” 
“ Amido-azo ” compounds are those in which the diazo-compound 
is coupled to an amine ; “ oxyazo'” those in which it is coupled 
to a phenol. As any primary' aromatic amine can be diazotised,* 
and coupled to almost any compound of an amido- or phenolic 
character, the number of possible azo-compounds, mostly dye¬ 
stuffs, is practically unlimited; and among these the oxyazo 
dyes in -which the naphthol-sulphonic acds take the part'of the 
phenol, and which include the " croceins,” “ ponceaux ” and 
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“fast reds,” and many other most brilliant scarlets and oranges, 
are of special importance. Naphthalene, from which the naphthols 
are derived is a double benzene ring i^Y^j, and different naph¬ 
thols and naphthol-.sulphonic acids owe their distinguishing pro¬ 
perties to the particular, positions on the rings occupied by the 
OH and SO a H groups respectively. The amido-azo dyes are 
naturally basic, but may tfc rendered acid by sulphonation, or 
acid dyes may be formed by the coupling of amido-sulphonic 
acids in the place of simple amines. They are however now of 
subordinate importance, except in the cases of chrysoidinc and 
Bismarck brown, which arc basic dyes, and of some sulphonated 
yellows and oranges, among which “methyl orange" may be 
named, which is prepared by coupling diazobenzene-sulphonic 
acid with dimethylaniline. 

Trif/ieu^lmet/utne dyestuffs, of which rosanilinc is an example, 
and which inclnde some of the earliest of the coaltar colours, 
form another very important section. They are all derivatives 
of triphenylmethane, which is methane, CH, in which 3 of the 
hydrogens are replaced by benzene rings. Perhaps more strictly 
they should be described as derivatives of triphenylmethane- 
carbinol, which is methyl alcohol CHjOH in which the H :l is re¬ 
placed by three phenyl (C 6 H 6 -) groups, as in formula 1 . The free 

t. 

«2o* 

6 

Tripheovl 
carbinol. 

para-rosaniline base, which is colourless, is shown in II., and the 
coloured chloride, the ordinary 'i magenta" of commerce, in III. 
TJie modern view is that the H of 1 the HCI combines with the 
OH of the carbinol to form water, and the liberated bond of the 
methane carbon unites directly with the aniline-chloride .ring, 
thus causing rearrangement of bonds shown in III. and allowing 
the N also to be doubly linked at the other side of the ring. 
This is the so-called “quinonoid" structure, which seems to be 


II. 

111. 

NH» 

Nib 


/\ 

0 _ 

-O-C 1 -/ >NH, 

Y _ 

A 

/\ 

1 1 

\/ 


Colourless rosamtme 
baae. 


Coloured rosanilme 
chloride. , 
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one of the most important causes of the development of colour, 
and this change of structure on acidification is common to all of 
the basic tripheny!methane colours. Other rosanilines exist in 
which there are one or more CH 3 groups replacing H on the 
benzene rings, derived from the use of toluidine in the preparation. 
The presence of these methyl groups' on the ring does not 
materially influence the colour. 

If on the other hand methyl or ethyl groups replace 11 in the 
amido-groups, the colour becomes violet, of a bluer shade in 
proportion to the number introduced, the bluest methyl violet, 
6 B “ crystal violet ” having all 6 amido hydrogen atoms replaced 
by CH„ 

If in place of methyl, phenyl be introduced (by heating rosani- 
line with aniline in presence of benzoic or acetic acid) blues are 
produced (“ victoria blue,” “ night blue,” etc.). Most of Jdiese 
basic blues are insoluble in water, but aret rendered adid and 
soluble by sulphonation (“Nicholson’sblue,”“cotton blue,’’“water 
blue”). ‘ * 

If in the rosaniline molecule only two of the three benzene 
rings are amido, while the third is simply phenyl, green or blue 
instead of red colouring matters result. The best known of 
these are “malachite green” and “brilliant green” as basic 
dyes, and “ Helvetia," “acid," and “fast green” as sulphonated 
derivatives. 

Dyestuffs are also formed when phenols instead of amines 
form the triphenyl group, or in other words when OH takes the 
place of N'Ho. Of these, “ aurine ’’ (rosoiic acid) is the simplest, 
but is no longer used as a dyestuff, but sometimes as an indi¬ 
cator. Rosoiic acid is a yellow dyestuff, but on heating with 
ammonia, takes in an amido group (thus approaching rosaniline) 
and becomes red (“ corallin ”). 

Not very distantly related to the rosoiic acid group are the 
phthaleins, with their derivatives fluorescein, the eosins, and 
rhodamincs. These are now generally classed as “pyronine” 
dyestuffs, but in many cases'at least, their formula: can be so 
written as to bring out strongly their resemblance to the tri- 
phenyimethane group, as is shown below—. 

Para-rosanilirv* chloride RosoIk: acid Phenolphthalein 

-C„H 4 XH a / C«H 4 OH yC'HiOH . 

• C^. f H 4 NH 2 C^C«H 4 OH C-C*H 4 OH, 

V*»h««nhjCi V*«k«so N:#m 4 co 
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The formula of phenolphthalein jus? given is of a lactone 
type, and represents the colourless s&te. On the addition of a 
small quantity of alkali, it becomes brilliant red, and at the 
same time, according to Green and Perkin,* passes into the 
quinonoid form. On addition of a further quantity of alkali, 
this quinonoid state is‘again disturbed, and the salt becomes 
colourless. The quinonoid, sodium salt may be represented by 

/O h 

£ \=C >' 0 tlle central <(__> being that taking the quinonoid 

<^>COO.\’A 

form. 

While the above formula: develop the relations of the 
phthaleios to triphcnylmethane, their relation to the pyronine 


group ik, 


is .equally obvious. Phenolphthalein easily 


parts with at molecule of water from the two hydroxyls, and 
o 


then becomes 


\/' / n/ 


Phenolphthalein is formed by the con¬ 


densation of ordinary phenol with phthalic anhydride 

If other phenols are substituted, other phthaleins are obtained. 
Resorcinol, for instance, yields fluorescein, which is the parent 
substance of most of the cosins, which arc its iodine and bromine 
derivatives. The rhodamincs are formed by the substitution of 
dialkyl (dimethyl, diethyl, diphenyl) amidophcnols for the simple 
phenol employed in phenolphthalein. 

Another group, the acridine dyestuffs, including phosphine, 
benzoflavine and acridine orange are somewhat similarly related, 

N 

/y s/\ 

but contain an N in the position l,, A /*\ ) ■ The safranines (in- 

• <, 

• l 

eluding mauve,, the earliest of the aniline colours) are basic 
dyestuffs, in which three benzene rings are linked together by 

two nitrogen atoms— (j y y"). 


Trans, Chem. Soc,, 1904, p. 39H. 
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More important ale the alizarine dyestuffs, derived from 
co , 

anthraquinone, QQQ, itself a» derivative of anthracene. Ali- 

CO 

CO OH 

zarine, |'jY| 0H , is identical with the natural colouring matter 

to / * 

of madder, the cultivation of which it has entirely superseded. 
Alizarine (Turkey red) is a mordant dyestuff, giving deep red 
with alumina, and violets and darker tints with other mordants ; 
and its colours are remarkable for their fastness to light and 
washing. Many other anthraquinone derivatives, so-called “aliza¬ 
rine reds,” "blues," “violets," and “oranges,” possess similar 
characteristics of fastness and polygenetic dyeing. 

The above brief summary must suffice. Some important 
groups and many important individuals have been unnotice£,but 
even a slight sketch of the whole subject would 'exceed the 
limits which can be allotted to it in this volume. Indigo, the most 
important of the natural dyestuffs, is an aniKne derivative, and is 
now produced artificially on an extensive scale. The yellow 
natural dyestuffs associated with tannins have been briefly- 
noticed on p. 141. Haimatein, the colouring matter of logwood, 
is of a somewhat analogous character to these. 

No simple and satisfactory tests are known by which the 
different groups described can be distinguished from each other. 
Most colouring matters can be decolorised by reduction with 
nascent hydrogen produced in acid or ammoniacal solutions by 
the addition of zinc dust, but the cause of decolorisation varies 
in different cases, the dyestuff being completely broken up in azo, 
nitro, and nitroso colours, while in many other cases, so-called 
leuco-derivatives are formed which either reoxidise with more or 
less rapidity on exposure to air, with return of colour, as in azine, 
and acridine colours, or only do so by treatment with an oxidising 
agent such as chromic acid, as in the triphenylmethane group. 
The return of colour, however, varies much in ease and rapidity, 
and in some dyes new colours are formed on reoxidisatiop. 
Green * says: “ In the application of the zinc-dust reaction I have 
found that whilst the derivatives of triphenylmethane after re¬ 
duction are reoxidised by air only with great difficulty, the azines. 


Journ. Soc. Dyers, etc., iii. p. 66. 
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oxazines, thiazines, and acridine colour* all reappear with great 
rapidity on-exposure of the reducechsolutions to the atmosphere. 

“ On the other hand, the friphenylmethane colours are dis¬ 
tinguished from those which do not yield leuco compounds, but 
are completely broken up, by the colour of the reduced solution 
being restored by chromic acid. The quinoline and primuline 
colours are distinguished from other dyestuffs by the great diffi¬ 
culty with which they are reduced, primuline for instance 
remaining unaltered after long boiling with zinc-dust and 
ammonia. 

“The reduction with zinc-dust requires to be performed with 
some care. It is usually best to add a little zinc-dust to the hot 
solution of the colouring matter contained in a test tube, to agitate, 
and then add dilute hydrochloric acid drop by drop until decolor¬ 
ised. An excess of acid must be carefully avoided. In other 
easel, priori; especially when the colour-acid is very insoluble, the 
reduction must* be performed with zinc-dust and ammonia ; but 
it is usually safest, to repeat the tests with both methods of 
reduction. 

“ Whilst it is important that the colouring matter should be 
completely reduced, care should also be taken that the reduction 
is not carried too far, for some colouring matters (e.g. the indu- 
lines) which usually form oxidisable leuco compounds are there¬ 
by completely altered. When reduced, the solution is poured 
off from the greater part of the zinc-dust on to a piece of white 
filter-paper, and exposed to the air; filtration is unnecessary, as 
a little zinc upon the paper has no injurious effect. If the colour 
does not return in a minute or two, the paper is touched with a 
glass rod dipped in a i per cent, solution of chromic acid (with 
addition of sulphuric acid for acid colours). Warming gently for 
a few seconds over a flame facilitates the reactions, and should 
also be employed when the reduction has been performed with 
zinc-dust and ammonia, in order to remove the excess of the 
latter before adding chromic acid, which would otherwise be 
neutralised. 

* «In the case of acid colouring matters, the paper, after spot¬ 
ting with chromic acid, should be held over a bottle of strong 
ammonia, for some acid colours (e.g. the eosines) do not show 
their tqte colour whilst acid. On reduction of those eosines 
which ewitain iodine, a brown spot of the latter is obtained with 
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chromic acid, but this** disappears on exposure to ammonia 
vapour, and the original colour of the eosine (or a rather yellower 
shade) returns. As already pointed out by Weingartner, great 
care must be taken that one is not led astray by secondary 
colours formed by oxidation of the diamines and amidophenols 
obtained by reduction of azo-colours.” 

A large number of dyes sold under special names, or supplied 
to produce particular tints, are merely mixtures of two or more 
well-known colours. Browns, for instance, frequently consist of 
Bismarck or some other common brown shaded by the addition 
of small quantities of benzaldehyde green or methyl violet. Such 
mixtures are often useful, though they not unfrequently dye un¬ 
evenly from the different affinity of their constituent colours for 
the leather, and skilful dyers will usually prefer to mix for 
themselves. They are not easy to separate chemically, but may 
frequently be detected by sprinkling or blowing the ppwdw very 
sparingly on a piece of wet filter paper, when the separate grains 
will give specks of different colour. In place of wet'paper, the 
surface of water in a beaker may be sprinkled, and the threads 
of coloured solution watched from below. I n some cases, where 
the mixed colours are too similar in appearance to be detected 
in this way, they arc revealed by sprinkling in a shallow basin 
on concentrated sulphuric acid, in which many dyes dissolve 
with very different colours to those of their solutions in water 
(Spiller, Allen). 

Another method, which is applicable to solutions of mixed 
dyes, is to place a drop on a sheet of filter paper, when, in case 
of mixtures, concentric circles of different colour will frequently 
be formed, because of the different diffusibility of the colours. 
Solid dyes are generally best dissolved in a small quantity of 
alcohol, and the solution diluted with its own volume of water. 
GoppelsToeder* suspends strips of Swedish filter paper with - 
th&r lower ends dipping in small beakers containing the dye- 
liquors, and thus allows a more prolonged and complete diffusion. 
It must be remembered that >in many cases the dyes, as manu¬ 
factured, are not pure chemical products, but contain small pro¬ 
portions of other colouring matters produced at the same time 
by secondary reactions. Thus magenta often contains traces of 
phosphines. 

* Journ. Soc. Dyers, etc., fv. p. 5. 
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Mixtures may often be detected by dye-tests, if the affinity 
of their constituents for the # leatfier or textile fabric is at all 
unequal, since the first portions dyed in a bath will not only be 
darkey in colour, but of different tint to the later ones, because 
those colours which have least affinity are left in larger propor¬ 
tion in the bath. 

The use of the spectsoscope will often detect differences in 
colouring matters of which the tint to the eye is identical. The 
dye is dissolved in water or alcohol, and diluted in a test-tube 
or small rectangular bottle till the absorption-bands appear to 
the greatest advantage when the light passing through the solu¬ 
tion from the sky or a lamp is examined. A small pocket 
spectroscope is well adapted for the purpose, but it should be 
provided with a prism to permit the direct comparison of two 
sections. The advantage of rectangular bottles over test-tubes 
is no! onfy that the light passes better through the fiat sides, 
but that % two different thicknesses of solution are available by 
turning the bottle, and the appearance of the spectrum is often 
greatly influenced by the thickness or concentration of the solu¬ 
tion. A very elaborate series of tables for the identification of 
artificial colouring matters by their absorption spectra has been 
published by Formanek,* but its use requires the employment of 
a spectroscope fitted with apparatus for measuring the position of 
the bands. 

The analysis of curriers’ inks and other blackings for leather 
is a problem wffich not unfrequently occurs to the leather trades 
chemist. The colouring matters of these inks are usually log¬ 
wood or tannins (frequently with fustic or quercitron to destroy 
the bluish shade of the blacks) in combination with iron, and 
often with small quantities of chrome and copper salts, ftre 
chrome being added in the form of bichromate to oxidise 
the logwood and iron. Aniline colours may also be present. 
The separation of these different dyestuffs may sometimes be 
effected by the capillaiy method with strips of filter paper which 
•has been described above, but is very difficult by any strictly 
chemical process. Logwood usually gives a red solution or 
residual colour when discharged by hydrochloric acid, while pure 
tannin blacks become yellow or colourless. By treatment with 

* Sp§ktralanalytscher Nachweis klinstlicher organischer Fartartofle. J, Forminek, 
Berlin, 190a 
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caustic soda, a portion of* the logwood colouring matter may be 
brought into solution in a colourless form, which turns violet 
on acidification. Gallic acid and the colouring matter of log¬ 
wood can be separated in some cases by shaking the injc out 
with ether after acidification. If the ether be shaken with 
water and a little ammonia, logwood gives a pinkish violet 
coloration. Some aniline colours can ,be shaken out with amyl 
alcohol. 

As a rule, the most useful information is obtained by exami¬ 
nation of the ash obtained on incineration. Chromium is not 
likely to be present without logwood. Copper and iron may be 
used in either tannin or logwood inks. Sulphuric acid should 
be determined by igniting the dried residue of the ink with 
addition of a little sodium carbonate, and subsequent solution of 
the residue in hydrochloric acid and precipitation with barium 
chloride. Its proportion to the bases present should' be Calcu¬ 
lated, as organic salts of iron are less likely to injure the leather 
than ferrous or ferric sulphates. Thickening matters lively to be 
present are sugar, gums and dextrine, and occasionally fatty 
substances. American blacks often contain tragacanth, which 
may be recognised by its large round starch cells, which only 
colour slowly with iodine unless the solution is very strong, 
probably on account of a protective covering of mucilage. Gums 
and dextrine may be precipitated by addition of considerable 
quantities of strong alcohol, while the sugars will remain in 
solution, and may be recognised by their reaction with Fehling's 
solution (p. 267). 

Another class of blackings are those used on boots, in which 
the black consists mainly of carbon, produced by the carbonisa- 
tidft of some form of sugar with sulphuric acid. Bone black is 
frequently added to the mixture to neutralise the excess of acid, 
and hence calcium sulphate, phosphate, and carbonate may be 
‘found on analysis. Sugar is usually present, with some quantity 
of oil or fat Pastes for coloured ,boots contain waxes and oils, 
with soaps or turpentine and aniline browns or yellows. “ Quick-, 
blacks,” for shoe manufacturers are alkaline solutions of shellac 
and otljer resins or waxes with logwood or anjiine blacks. 

The blacks used on waxed leathers consist of lampblack with 
oil or soap; while in the sizes, glue, tallow, flour, gum-traga- 
canth and soaps are frequent constituents. Carbon bla£ks are 
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perfectly.insoluble in acids or alkalis and are only destroyed b 
heat and powerful oxidisers, They may, therefore, always b 
removed by filtration after bringing the other constituents int 
solution by digestion with acids, alkalis and hydrolysing agents 
The insoluble matter.may then be collected on a tared filter an< 
weighed, and the insoluble inorganic constituents estimated by 
ignition. The estimation of fats and fatty acids is frequently 
.difficult from the presence of mucilages which cause emulsifica' 
tion. These may generally be hydrolysed by prolonged digestion 
with weak acids, or sometimes by short treatment with strong 
sulphuric acid, and the fats may then be removed by shaking 
out with petroleum ether or some other suitable solvent. It 
must not be forgotten that unsaturated fats are acted upon by 
strong sulphuric acid (p. 299). Unsaponified fats or fatty acids 
nifty often be recognised as highly refracting globules under the 
microscope. .No general methods for the analysis of such mix¬ 
tures cag be given, and their investigation will usually test the 
ingenuity and resources of the chemist, while experience of the 
substances likely to be met with will be found to play an impor¬ 
tant part. 

Much additional information on the analysis and detection of 
colouring matters will be found in Allen’s ‘ Commercial Organic 
Analysis,’ already quoted. In the case of mordant colours, useful 
hints may often be obtained by the examination of the ash for 
metallic bases (pp. 363-366). 

Where the object of the chemist is simply to determine the 
dyeing value of some colour, the nature of which is known, 
in some cases recourse to chemical analysis may be had, 
though actual dye-trials will usually prove most satisfactory. 
Colours are often “ diluted ” with dextrine, sugar, salt and 
other indifferent matters, or salt may occur as an impurity of 
manufacture, being frequently used to precipitate dyes from, 
their solutions. When colours are really identical, their relative 
strength may be determined ify the colorimeter, or more simply 
by matching a dilute solution of the dye to be tested by adding 
a solution of a standard dye of known purity from a burette to 
a similar volume of water in a Nessler tube on a white Surface. 
When the colours are equal, each tube contains the same weight 
of actual dye, from which the relative strengths can be calculated. 
If,, however, the dyes are not really identical in character, such 

2 C 2 
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tests are often deceptive. Thq tint of a dye may be matched 
and registered by the tintometer. ^See p. 239.) 

The most convenient material for dye-tests on leather is 
generally sumach-tanned skiver, though any other material may 
be used which it is intended to dye. The method of testing 
adopted should as far as possible be arranged on the same lines 
as the method actually to be adopted in dyeing. Those prac¬ 
tically in use are “ staining,” in which the colour is applied to 
the surface with a sponge or brush ; dyeing in trays, in which 
the goods are'moved by hand ; and dyeing in paddles or drums. 
Staining is not merely a question of painting with a coloured 
liquid, but it is necessary that the dye should have an affinity for 
the fibre. As the goods are not washed after staining, the use 
of sulphuric acid in any form in the staining liquor is quite 
inadmissible, and it is usually preferable to employ basic d^eSJ 
which not only have a great affinity for the leather, and great 
covering power, but can be applied -without ^cid. If acid ” 
dyes are used, it is generally necessary to employ some acid to 
combine with the base and set free the colour-acid, and for this 
purpose formic acid is most suitable. Solutions of aniline colours 
of about 1-2 grm. per liter according to the strength and solu¬ 
bility of the dye are usually employed, and two or more coatings 
are given. The leather should be damped before the application 
of the dye, and the coating should not be repeated until the 
leather is dry on the surface. Samples are conveniently stained 
on a sheet of glass. Alumed kid and chrome leather are often 
dyed on the table by a process very similar to staining, but 
mordant-colours such as the dye-woods are very frequently used. 
The table is generally of lead, and slightly higher in the middle, 
so tfiat the surplus dye runs off to a channel round the edges. 
The skins are placed on the table quite wet, and spread with a 
sjeeker, and the necessary mordants and dyes are applied with 
brushes, washing the skin with water between the applications 
to remove loose dye which migjit be precipitated. Dyeing in 
the tray is done in two different methods. The usual old- 
fashioned English method employs a tray usually sufficient to 
hold from 2-3 dozen skins, and in order to economise dye and 
avoid dyeing the flesh side of the skins, they are frequently 
“ paired ”• flesh to flesh, or “ pleated ’’ by doubling down the back; 
and pressing the surfaces together on the table with a sleeker. 
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By careful handling, these surfaces ihay be maintained in con¬ 
tact throughout the dyeing process. Comparatively weak dye- 
baths are used, and acid colours are generally preferred, though 
basic may also be employed ; and the skins are turned in the 
batli, often for three-quarters of an hour or more, till the bath is 
as completely exhausted as possible, the colour being usually 
added in two or three portions so as to begin in a weak bath. 
In the usual Continental method of dyeing, two small trays only 
are used, each of them capable of holding a single skin or pair 
of skins which are paired or pleated. The bath usually holds 
about 6 liters of water for small skins, and basic dyes are preferred 
from their rapidity of action. The dye is usually kept in a con¬ 
centrated solution and diluted with hot water to the required 
volume, a temperature of 40°-45° C. being suitable. The skins 
4jre dyed singly or in pairs, and each is entered in a nearly 
exhausted bath, and finished in a fresh concentrated one in 
which it is turned till dyed to shade ; the dyeing usually occupy¬ 
ing onfy a few' minutes. An undyed skin is entered in the 
second bath, through which two have already been passed, and 
after two or three minutes' turning goes into that from which the 
previous skin has just been dyed out. The exhausted bath is now 
emptied, and a fresh one prepared in which the skin is finished, 
the second bath now becoming the weakest, in which a fresh 
skin or pair of skins is entered. Thus, though only two trays 
are used, each skin passes through three successive baths, and 
the dye liqflor is fairly exhausted. In paddle and drum dyeing 
the proceeding is much the same as that in the old English 
method of tray dyeing, but in the paddle a larger volume of 
liquor has to be used, and in both cases the flesh as well as 
the grain side of the skin is dyed, thus involving a larger 
expenditure of colour, though effecting a considerable saving 
in labour. Paddles are usually sufficiently large to dye several 
dozen skins, and the colour is added in successive portions, the 
exhausted dye-bath being usually run away. 

For experimental dyeing, basins of about 500 c.c. capacity, 
broad and shallow beakers, or porcelain or enamelled photo¬ 
graphic trays are.conveniently employed, and must be maintained 
at a temperature of 40°-45° C. by placing them in a water-bath. 
Paddle and drum experiments are conveniently made in the 
churti described for colour tests on p. 240, a larger volume of 
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liquor being employed wHfen it is desired to imitate the action 
of the paddle, and the jars beihg if necessary wrapped fn flannel 
or felt to retain the heat. With acid dyes, if sulphuric acid is 
used, a quantity equal to half the weight of the dye is invariably 
sufficient. In dyeing in the basins or trays, goods must be con¬ 
tinuously turned over, either with the fingers or with a glass 
rod, or after the manner of the Japanese student, with two glass 
rods between the fingers like chopsticks. When the dyeing is 
completed the pieces are taken out, rinsed with water, and 
squeezed and smoothed out with a brass or glass sleeker on a 
glass plate, and are nailed or pinned out on a board to dry. By 
comparing a set of samples dyed in this way it is easy to judge 
of the relative strength and tint of the colours, and a further 
idea may sometimes be obtained by dyeing a number of pieces 
successively, allowing longer time as the bath gets weaker. Jf 
the colour is a mixture of two or more dyes, of.which the attrac¬ 
tion for the leather is not exactly equal, the tint of the later 
pieces will vary from that of the earlier ones, although tl!e depth 
of colour may be equal. The colour of dyed leather is made 
darker and fuller by finishing ; and the effect of this may to 
some extent be judged by burnishing lines on the very slightly 
dam^ leather with a smooth piece of wood, or the handle of a 
knife or toothbrush, or a sample may be glazed and finished if 
the appliances are at hand. The dry samples are invariably 
paler and duller in tone than when wet, but this is considerably 
recovered in the finishing process. If the dye has been allowed 
to precipitate in the bath, portions of it will adhere to the surface 
as a powder which will rub off, and if its attraction has been too 
great and the dyeing too rapid, it will frequently occur that when 
sleeked out the leather “gapes,” as the dyer calls it, showing 
undyed portions in the less exposed minute creases of the grain. 
Colours which are not quite.exact to shade are usually corrected 
By the finisher, who mixes dyes with his seasonings. 

In calculating from dye-tests, i grm. per sq. meter is equiva¬ 
lent to 30'5 grm., or slightly oVer 1 oz. per 100 sq. feet, and . 
I grm. per liter to 1 oz. per cubic foot of dye-liquor, or 1 lb. per 
too gallpns. 



SECTION XXIV. 


THE USE OF THE MICROSCOPE. 

AMONG the means of investigation at the disposal of the leather 
chemist, the microscope takes a most important place. It is only 
by its use that the minute structure of the skin can be studied, 
and it is constantly requisite for the examination of surface 
defects, such as "weak” grain and other forms of bacterial 
damage. It has also become very important as a means of 
recognising adulteration in tanning materials, and especially in 
sumachs. It is essentia! in the study of bacteriology and fer¬ 
mentations, which play so important a part in leather manufacture. 
While fot many of the purposes named comparatively low powers 
are sufficient, for bacteriology the highest powers and the greatest 
accuracy of adjustment both of focus and lighting are essential. 
For preliminary examination of leather and many other things, 
a good achromatic pocket-lens of the Coddington type, and of 
J-in. to J-in. focus is almost essential, and often forms an effective 
substitute for the lower powers of the microscope. 

While it is possible to do very useful work with a some¬ 
what inferior instrument, it is advisable in purchasing a stand 
to secure that in really essential points it is of the best, 
although soThetimes refinements such as the mechanical stage 
may be dispensed with. Good instruments of comparatively 
moderate price can now be obtained both of English and 
Continental opticians, but 15-20/. may be put down as about 
the cost of a ically efficient microscope to cover all the iises 
mentioned. Out of this, however, 5/. at least will be required 
for an oil immersion objective for higher bacteriological work, 
which can generally be dispensed with at first unless bacteriology 
is made a speciality. If mojp cannot be afforded, it is better at 
least to obtain a solid and simple stand with a suitable sub-stage 
fitting for an Abbe condenser, a substantial stage, and say i-inch 
and jl-inch objectives. 

As high powers are often required in the examination both 
of hide sections and of ferments, which are the principal objects 
of investigation in a tannery, it is of the first importance that 
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the fine adjustment shoujd be perfectly steady, without vibration 
or backlash. This is seldom or never the case with cheap 
microscopes, in which the fine adjustment is made by a screw 
at the side of the tube moving the nose by means of a lever. A 
much more satisfactory arrangement is that in which the Whole 
body of the microscope is raised or lowered by a screw in a 
pillar at the back of the stand on which it slides. A rack for 
coarse adjustment is very useful but'not absolutely essential. 
If a sliding tube only is provided, it must be tight enough not 
to slip, but must move easily up and down with a sort of screw- 
ipg movement. A mechanical stage is not necessary, though 
often convenient, but for many purposes one of black glass or 
ebonite will fill all requirements. If a simple rotating disc with 
holes of various sizes is used for regulating the light, it should 
be as nearly level with the surface of the stage as possible, and 
when examined with a low power should appear in the t centj;e of 
the field ; but an Abbe illuminator or some simitar condenser 
with iris diaphragm is much more convenient,, and, for ‘work on 
the minuter ferments, is essential. This can be fitted into the 
tube below the stage of the cheaper microscopes, but is much 
better on a separate substage with focusing and centring 
adjustments. 

A frequent defect in cheap microscopes is that the mirror for 
substage illumination does not bring the rays of the lamp to a 
focus exactly on the object, but frequently some inches above it. 
This may be to a great extent overcome by the use of a bull’s- 
eye condenser between the lamp and the microscope. Another 
defect is that sometimes the centre of the mirror is not in a line 
with that of the microscope body. 

It is wise, in purchasing a microscope, to select first a good 
and substantial stand, to which additional fittings and objectives 
can be added as required. Most good stands are now fitted 
yith the standard screw of the Royal Microscopical Society.* 

The optical part of the compound microscope consists of the 
“ objective,” which is a compound lens screwing into the lower 
end of the microscope tube, within which it forms an enlarged 


* Among English opticians, Swift and Watson may be remarked as producing 
very suitable microscopes of moderate price, while on the Continent, Zeiss, Reichert, 
and Leitz have a well deserved reputation. Figs. 23 and 24 represent good Etiglish 
and Continental types, which now differ but little. 
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image of the object, which is still further magnified by the “ eye¬ 
piece,” a Second combination of twto lenses which slides into the 
top of the tube. Of these, the objective is by far the more 
expensive and important, for no amount of magnification by the 
eyepiece will make anything visible which is not clearly defined 
in the image which the objective projects. It is also found that 
the “ resolving power," or capability of rendering minute details, 
depends not merely on the magnifying power of the microscope, 
but on the “angular aperture ” of the objective, or width of the 
cone of rays which it collects. The magnifying power of the 
objective depends simply on its focal length, with which it varies 
inversely. Thus objectives are known by their focal length: a 
“l-inch” with “A” eyepiece magnifying about 50 times, a 
J-inch 300 times, and a about 600 times. With the “ C" 
eyepiece the magnifications are about double those with the 
“A.”« Tbe Continental opticians number instead of lettering 
their eyepieces, and their magnifying powers neither agree with 
the English nor with each other. It would be much better il 
the eyepieces as well as the objectives were described by theit 
“equivalent focal length,” that is, the focal length of a single 
lens of the same magnifying power. Described in this way an 
“ A " eyepiece should be of 2 inches or 50 mm., and a “ C " ol 
1 inch or 25 mm. equivalent focus. The magnifications given 
are those with a 10-inch tube. Continental, and many English 
microscopes are now made with a 6-inch tube, and therefore 
magnify less.* They are mostly fitted with a “ drawtube,” by 
pulling out which the tube can be lengthened and the magnifica¬ 
tion increased. This is often very useful, but it must be remem¬ 
bered that an objective performs best with the length of tube 
for which it is adjusted; and that a lower power, if of larger 
aperture or greater optical perfection, will often show more than 
a much higher power if of inferior quality. 

It must not be supposed that an objective focuses at a 
distance from the object equal to its nominal focal length. This 
t is measured from the “ opticarcentre ” of the combination, and 
in all high-power lenses the front lens is brought as close to the 
object as is practicable, in order to collect the largest possible 
cone of rays, and thus increase both the light and the resolving 
powet Frequently the “ working distance ” is so short as tc 
necessitate the use of the thinnest possible cover-glasses, and 
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the most careful focusing to avoid damage either to the object 
or the objective. All object* which are examined uhder high 
powers must be covered with gla$s, and the objectives are con- 
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strutted in view of this, the presence of the glass involving a 
correction which varies with its thickness. Some objectives are 



Fig. 24. 


provided with a collar which varies this correction, but most are 
now made for use with a cover-glass of one thickness, generally 
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the thinnest to be hadf>and this is the most convenient arrange¬ 
ment. Where a variable correction is provided, it' is used by- 
focusing on some test-object, such as a diatom, and then alter¬ 
ing the correction collar, at the same time keeping the focus 
right with the fine adjustment till the best definition is obtained. 
This is very troublesome, and is best made once for all. Slight 
variations of thickness of cover-glass may be corrected by the 
drawtube—the thicker the glass, the shorter the tube re¬ 
quired. 

The objectives which have so far been described are “dry,” 
that is, a space of air exists between the cover-glass and the 
front lens. By a well-known law of optics, a ray cannot pass 
out of water or glass into air, at more than a certain angle with 
the surface, but is “totally reflected" back. This effect may 
be seen by looking upwards at the surface of water through the 
side of a tumbler, when it will be found impossible t0 3 ee through 
it if the angle exceeds a certain amount. For glass this is about 
41°, and hence it is impossible to obtain from an object in balsam 
under glass, a cone of rays of which the sides are inclined to 
each other at an angle of more than 82°, all rays beyond this 
being reflected downwards. If, however, a drop of water be 
interposed between the glass and the front surface of the objec¬ 
tive, this effect is greatly diminished, and if for water a liquid 
be substituted such as cedar oil, which has practically the same 
refractive power as glass, it disappears entirely, and all the rays 
can reach the objective which it is capable of collecting. 
Objectives constructed to be used in this way are known as 
“ immersion objectives,” and those using oil of equal refractive 
index to the glass are styled “ oil ” or “ homogeneous " immersions. 
Kither oil- or water-immersions can be made of wider angle 
than corresponds to an air-angle of 180°, and the oil-immer¬ 
sion ■j'j has proved almost indispensable in bacteriological 
studies. 

The most useful objectives for the leather manufacturer are 
the i-inch and J-inch dry, to which may be added the q> 1- 
immersion for bacteriological work. The latter is only essential 
for actual study of bacteria, as most ordinary forms can be 
seen, and in many cases their species distinguished, by a good 
J of wide angle. Where the ^ is also provided, a J of some- 
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what smaller angle will suffice, and ,will be found cheaper and 
more convenient in use on account of its greater working 
distance. 

Illumination is one of the most important points in practical 
microscopy. With powers of not less than half-inch focus, objects 
may generally be examined by light thrown upon them from 
above by a bull’s-eye condenser, or by good daylight. In this 
case they need not be transparent or specially prepared ; and 
the plan is often convenient for a mere surface examination. In 
examining bodies illuminated in this way, prominences fre¬ 
quently appear as hollows and vice versa, by a sort of optical 
illusion, which, once established, is very difficult to overcome. 
By remembering the direction of the light, and that this 
appears reversed in the microscope, it is easy to decide the 
truth. 

For* all’finer wdrk and higher powers, and most generally 
with the 1<jw powers also, it is necessary to render the object 
transparent, and to examine it by light transmitted from the 
mirror below the stage. 

Good daylight is least trying to the eyes. Where artificial 
light must be used, that of a small paraffin, incandescent gas, or 
electric lamp is best; and a blue chimney, or blue glass inter¬ 
posed between the stage and mirror, or lamp and microscope, 
spares the sight, and makes it easier to distinguish colours. The 
light should be sufficient, but not too dazzling. Work should 
never be prolonged after the least strain is felt, nor should the 
microscope be used for some little time after a meal, It 
is well to accustom oneself to keep both eyes open while 
observing. 

In observing in daylight it is usually best to use the plane 
side of the mirror, but with the lamp, the concave side must be 
employed and its distance from the lamp and below the stage 
so chosen that the light is brought to a focus on the object. If, 
as is sometimes the case, the fota^of the mirror is too long to 
allow of this, it may be shortened by interposing the bull’s-eye 
condenser between the lamp and the microscope, or by a con¬ 
densing lens fitted below the stage. In most cases the centre 
of the mirror should be in the line of the centre of the tube, but 
some objects, and especially diatoms, are best seen by oblique 
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light. The use of various apertures of the revolving diaphragm 
will assist in the making out of structure, the smaller apertures 
practically narrowing the angle of the lens, and increasing its 
penetration (the power of distinguishing objects slightly, out of 
focus) while at the same time the resolving power is somewhat 
diminished. 

If the microscope is furnished with the Abbe illuminator 
with iris diaphragm, all other means of using transmitted light 
will be found to be more or less makeshifts, accomplishing with 
difficulty what it will do with ease, and with much greater per¬ 
fection ; and, especially, the power given by the iris of varying 
the illumination gradually from bright to dark, or wide to narrow 
angle is most useful, though it is only with high powers, and 
particularly for bacteriological work that it is indispensable. 
With the Abbe illuminator or any other substage condenser, the 
plane side of the mirror should be used. * c “ 

Focusing. —It will be obvious from what has beep said, that 
with the higher powers the greatest care is needed to avoid 
screwing the objective down on the cover, and so breaking one 
or both of them. One way to avoid this is to screw down as 
close as possible to begin with, and then focus upwards. Another 
plan, when the object on the slide is small, is to keep con¬ 
tinuously moving the slide gently with the fingers while looking 
into the tube. It is then easy to notice when the dust and small 
particles on the slide come into focus, and if the point should 
happen to be overstepped the contact will generally be felt 
before serious damage is done. 

While observing, the fingers should be kept on the focusing 
adjustment, which should be continuously slightly varied, sp as 
to look into the object in its various planes of depth, and to learn 
their relations. In this way many points of structure become 
clear, which could not have been distinguished while only one 
plane was visible. It must always be remembered that with 
high-powered and wide-angled objectives only a very thin plane 
can be seen at once, to which the thinnest section which can b£ 
cut has a relatively great depth, so that the picture may be very 
different as we focus on the upper or the lower layers. A curious 
point which may be noticed is, that under these circumstances 
we can apparently see through opaque objects if they are of 
small size. A hair, for instance, on the upper surface may become 
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quite invisible if we focus on somjthiri^ below it, of which a 
perfect image is formed by the^outer rays of the cone of light, 
which pass round its sides. 

By.varying the focus we can distinguish between air-bubbles 
and oil-globules, both of which will be early encountered by the 
microscopist, and are so far puzzling to the beginner that, in a 
well-known Continental work on tanning the former are clearly 
described and figured as a new form of albumen! Both form 
tegular circular objects, which, in certain positions of the focus 
are surrounded with a clear dark outline. On screwing the 
objective downwards this broadens, and the centre brightens in 
the case of the air-bubble, while in the oil-globules the edge 
becomes lighter and the dark ring moves inwards, and becomes 
hazy and indistinct and the centre shaded. When the objec¬ 
tive is raised the reverse changes take place in the two objects. 
When*botfi oils and air-globules are present, it will be noted that 
the dark qiargins of the former are much narrower than those of 
the latter, and that oil-globules often act as small lenses, in which 
images of outside objects, such as the window bars may be dis¬ 
tinguished. Oil- and fat-globules may be observed in most glues 
and gelatines when dissolved or swollen in water, and are one of 
the principal causes of their opacity. Their size and number is 
often worth observing in fat liquors, egg substitutes, and suchlike 
preparations, as an index of the quantity of oil present, and the 
perfection .of the emulsification. 

Preparation and Mounting of Objects .—Very few objects can 
be examined under the microscope without some sort of prepara¬ 
tion. To study the grain of leather under low powers, a small 
piece may be laid on a glass slip, with its surface as level as 
possible, and examined under a i-inch objective by reflected light 
of which the direction should be varied by moving either the 
light or the object, so as to see it under as many aspects as 
possible. In the same way a thin slice showing the cut or 
section of the leather may be examined, when the fibre bundles 
and their finer and closer arrangement in the grain layer, the 
dark glossy ends of the cut bundles, and sometimes crystals and 
concretions of catechin (the “ whites ’’), of glucose or barytfs, and 
other weighting material may be detected. In a similar way 
ground tanning materials may often be examined with advantage, 
a small* quantity being dusted on a slip, and compared with a 
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sample of known quality, w^pn adulteration with other vegetable 
matters or with sand may be detected.* 

All objects which are to be examined with high powers 
require the use of transmitted light. The easiest to de$l with 
are those which are sufficiently small or soft to form a thin 
layer under a cover-glass without being cut into sections. 
Generally such objects are examined, in water or glycerine, but 
if naturally transparent, the dry state is sometimes advantageous, 
e.g. starches and crystals. Take a little arrowroot or potato 
starch, and dust so small a quantity on a glass slip as to leave 
a little whitish cloud ; place it on the stage of the microscope, 
which should be horizontal, and cover with a thin glass. It 
may now be examined by transmitted light under the i or jt 
objective. The starch granules will be seen as flattened ovals. 
By careful focusing and lighting, the little spot known as the 
hilum will be seen near one end, while the surface; of the granule 
is marked with rings, of which the hilum is the centre. Most 
other starches are smaller than those named, and frequently 
different in form. While potato starch may reach a length of 
180 fi (thousandths of a millimeter), rice starch forms small 
polygonal grains, which do not exceed 6 n in length. Many 
starches and especially those of the bean tribe, have radiating 
cracks round the hilum. A good plate showing the forms of 
the most important starches may be found in Allen’s ‘Com¬ 
mercial Analysis,’ vol. i. Starches are very widely distributed 
in the vegetable kingdom, in fruits, roots, and even the barks of 
trees. Those of some of the tanning materials are very charac¬ 
teristic (e.g. Angica bark, canaigre, etc). Useful hints may 
often be obtained by detection and identification of starch grains, 
aS’to the farinaceous materials used in the tawing and finishing 
of leather. Such observations are best confirmed by direct 
comparison with genuine samples of the starches suspected. 

' So far I have spoken only of the dry examination of the 
starch. Let it now be mixed with a little water and a cover- 
glass gently laid on with forceps, so as to avoid the formation of 
bubbles. It will probably be found more difficult to see the 
rounded form of the granules, and if glycerine be substituted for 

* For many of these purposes, the pocket-lens may be advantageously employed ; 
its portability and greater depth of focus doing much to compensate for , ; ts inferior 
magnifying power. 
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water, this will be'still more so, while the granules will appear 
flat and almost entirely transparent. Yhis illustrates a general 
principle in microscopy, to thf cause of which attention must be, 
drawn. If a glass rod be looked at in air, its form will be clear, 
and any markings on its surface distinctly visible. Let it now 
be plunged successively in water, glycerine, clove oil or turpen-. 
tine, and bisulphide of carbon. It will become less and less 
visible until, in the last, Wt will almost disappear. If the experi¬ 
ment be repeated with a tuft of glass wool, or with glass powder, 
it will be found quite white and opaque in the air, while in the 
carbon bisulphide it will be transparent, so that print can be 
read distinctly through it. A little consideration will make the 
cause of this clear. The glass in itself is perfectly transparent, 
but at its surface the light is refracted and reflected in all direc¬ 
tions, instead of passing into and through it. If it is brought 
into a liquid which has practically the same index of refraction 
as §lass, it.becomes for optical purposes like a solid block, 
through* which the light passes without interference. The minute 
structures which are observed under the microscope may mostly 
be regarded as transparent, and when brought into media which, 
like glycerine, clove oil and balsam, are of nearly the same 
refractive power as themselves, they are cleared up in the same 
way as the glass powder. This is often extremely useful in 
enabling us to see into structures under the microscope, but, as 
we have seen, it renders their outside form less visible. To get 
over this difficulty we resort to processes of staining, which make 
the structure visible by differences of colour. 

Place a small drop of a solution of iodine in iodide of 
potassium in contact with one side of the cover-glass which is 
over the starch, and at the opposite side lay a little slip of 
blotting paper, and watch the result under the microscope. The 
iodine solution will be drawn under the glass, and will stain the 
starch granules deep indigo blue. This is a most useful method 
of recognising starch. Many of the coal-tar colours dissolved Si 
water or alcohol are usefui^gtains for vegetable matters, and 
bacteria, while for animal sections polychromatic colours such 
as carmine and logwood are more generally useful, as their 
dyeing is more selective, and enables different kinds of .tissue to 
be more readily distinguished. 

the microscope is provided with polarising apparatus the 

2 D 
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starch granules observed fith crossed Nicol prisms appear light 
on a dark ground, with a Characteristic bright cross, which 
changes from light to dark on rotating the analyser. , The polar- 
iscope is a very useful addition to the chemist’s microscope, but 
for details books on microscopy must be consulted. 

Fibres, powders and pasty materials of Various kinds may be 
examined in water, like the starch, and may 
be stained in various ways if necessary. 
For many materials a useful and easy mode 
of preparation consists in teasing with a 
pair of needles, or even rubbing up in a 
mortar. Such needles are sold by opticians, 
or may be made by taking a common 
sewing needle, breaking off short with a 
pair of pliers, forcing the point into the 
end of a piece of wooden penhjplde;; to 
make a hole, and then pushing in the 
broken' end with the p'iers. A - minute 
fragment of hide or leather may be teased 
in this way in a drop of water or gly¬ 
cerine, on a glass slip, and the fibres, if 
desired, stained with logwood or an aniline 
colour (see p. 423), when they may be 
examined under the highest powers. Com¬ 
parison of hide fibres treated with different 
depilatories or tanning processes is both interesting anti useful. 
A shred of lean meat, preferably cooked, will be found an inter¬ 
esting object for comparison, the muscle-bundles being some¬ 
what similar to those of the hide; but the finest fibres will 
show under the J objective the cross-striping which is charac¬ 
teristic of all voluntary muscles. 

In order to get a clear idea of general structure, it is in 
almost all cases necessary to make sections. Vegetable sections 
are easier to cut than animal, and a raw potato, carrot or radish 
is a good object to practise on. The potato will cut better if 
first cut into pieces of perhaps a quarter of an inch square, and 
hardened by soaking first in dilute and then in strong methyr 
lated spirit for a day or two, which withdraws the superfluous 
- water. The strip is now taken between the finger and thumb, 
M shown in Fig. 26, and with a sharp razor, flooded with dilute 



Fio. 25.--Muscular 
Fibre. 
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alcohol, and resting on the tip of the forefinger, a thin sh 
taken off the top of the strip, usidg either a drawing or | 
cut, as may be found most eonvenient to the individual 
The section, when cut, is removed 
carefully by a camel’s-hair brush Z 

dipped in dilute spirits, rather by jj / / \\ 

floating than pushing, and is placed J M 

in a watch-glass or small porcelain / I \ 
basin in spirits or water. Some- / } \ 

times water may be substituted ) | \\ 

for alcohol in cutting, but the latter ' I \ 

is more generally useful. It will ' 

be found at first that few of the C 



sections are thin enough, and it is best to cut a good number 
and, rejecting the thicker, select the thinnest only for use. These 
ma ¥ nq>v be examined in water under a cover-glass, and, if 
necessary, stained with iodine solution, which will colour th« 
starch t>lue, as before, and the protoplasm of the cells yellow. 
A thin section, even if tom, is often more useful than a perfect 
one of greater thickness. 


Pieces of liver or kidney, hardened in alcohol, are also very 
good objects for practice, and if desired may be stained and 
permanently mounted like hide sections (see p. 423). Small or 
thin pieces are conveniently held between pieces of cork, elder 
pith, or even slices of carrot, or embedded in paraffin wax or a 
mixture? Of stearine and naphthaline, by filling a little square 
mould of paper with the melted mixture, and then, as it begins to 
set, but not before, holding the piece of tissue in it with a needle 
or forceps till it solidifies. The block may afterwards be trimmed 
into convenient form for cutting. 

It'will be found impossible by freehand cutting to get large, 
even sections like those of the shops, which are cut with the 
microtome, but some part will probably be found thin enough 
for examination, and it is almost impossible to cut sections of 
skin exactly in the right dire&en with the microtome, though it 
is very useful for tanning materials, etc. Descriptions of the 
modes of using it will be found in books on practical microscopy, 
to which the reader is referred. The Cathcart microtome is a 
good and cheap form, which is available both for freezing and 
embedding. 
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Apart from the study of structure, the microscope will be 
found useful in the identification of minute quantities of Substance 
by chemical reactions. Crystals may be recognised by their form, 
and, where polarising apparatus is available, by their action on 
polarised light, which often gives rise to gorgeous chroniatic 
effects. Under a low power, minute portions of chemical re¬ 
agents may be added, either on an open slip, or, like the iodine 



Flo.* 27.—Section of oak twig stained with ferric salt, showing distribution of tannin 
(Bastin); c. corky layer; I. tannin cells; SI. stone-cells; Ca. cambium j Mr. 
medullary ray ; p. pith. 

solution with starch, under a cover-glass. Iron may, for instance 
be recognised by its action wit!, tannin or ferrocyanides, car¬ 
bonates by the production of gas-bubbles in presence of acids 
(best seen under a cover-glass), tannin in plant cells, etc., by its 
reaction with iron, fat by blackening with osmic acid, and so on. 

Further details of microscopic work will be given in connec¬ 
tion with the special cases in which it is applied, butvmuch 
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additional information on staining and preparation will be found 
in Lee’s * 1 Microtomist’s Vade-mtcum,’ Zimmermann'sf 1 Micro¬ 
technique,’ and works on special branches such as botany, 
bacteriology, and histology. 

It is important that the student should be provided with 
means of measuring*and of drawing to scale the objects which 
he observes with the microscope. One of the simplest appliances 
for the purpose is a small disc of glass, ruled in squares, which 
is Slipped into the eyepiece of the microscope. By using the 
ordinary square-ruled paper employed by engineers for sectional 
drawings, any one with a little experience in freehand drawing 
can make an accurate representation of what he sees, at least as 
regards outlines, and if a stage micrometer (a glass slide ruled 
in hundredths of a millimeter or thousandths of an inch) be 
substituted for the object, it also can be sketched in, and will 
then fortn a .scale by which the size of the object can be directly 
measured on the sketch. If the microscope is provided, as it 
should be, with 'a graduated draw-tube by which the magnifica¬ 
tion can be varied, it is easy to bring the image given by any 
objective and eyepiece to such a size that some even number of 
divisions of the stage-micrometer coincide with one square of the 
eyepiece glass; and if this is noted once for all, and the sketch 
is made with the same length of draw-tube, no further measure¬ 
ment is required. Some microscopes have an eyepiece scale 
instead,^ a square ruling, and this can be used in the same way 
for measuring, but is not convenient for drawing. 

Drawings may also be made by the camera lucida, which 
consists either of a prism or transparent mirror, fitting on the 
eyepiece in such a way that, by placing the microscope horizon¬ 
tally on a box or other stand, so as to raise it about 10 inches 
above the table, and looking down through the camera at right 
angles to the body of the microscope, the reflected image of the 
object can be seen at the same time as a sheet of paper laid hr 
fastened on the table on wj^ich it can be drawn. Instruments 
are also constructed in whidff the horizontal position of the 
microscope is unnecessary. The focus of the microscope must 

* LeefA.B.) ‘ The Microtomist’s Vade-mecum.’ 11 and book of Methods of Micro¬ 
scopic Anatomy. Sixth Edition, 1905. (Churchill.) 

t Zimmermann (A.) ‘ Botanical Microtechnique.’ A Handbook of Methods for 
the HJpeparatton, etc., and Microscopical Investigation of Vegetable Structures. 
Translated by J. E. Humphrey, 1896. (Archibald Constable and Co.). 
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be ao adjusted that lines on the paper can be seen clearly at the 
Same time as the object, and that slight movement of* the eye 
causes no movement of the one oveV the other. The light must 
also be so regulated by the iris or otherwise that both can, be 
seen at once, which is not always easy. By using square-ruled 
paper, it is obvious that objects can be "drawn to scale and 
measured as before described. A simple camera lucida may be 
improvised from a thin cover-glass fixed at an angle of 45 0 with 
the eyepiece, with cork and cardboard. 

The dimensions of microscopic objects are now generally 
given in fi, or thousandths of a millimeter; O'001 of an inch is 
approximately 0 - 025 millimeters, or 25 fi. 

Drawing is now to a considerable extent superseded by 
photographic methods, which are not only more accurate, but 
effect a great saving of time where many representations are 
required, and involve no very costly apparatus, nor 1 - special 
skill, unless very high powers are employed. Very good work 
has been done with an ordinary j-plate camera "lengthened with 
an improvised cardboard tube. It is desirable that both micro¬ 
scope and camera should be screwed or clamped on to a single 
base-board, which may also carry the illuminating lamp, for which 
an incandescent burner for gas, or a Nernst projection lamp for 
electricity is well adapted. It is almost essential if a long camera 
is used to devise some means of adjusting the focus from the 
screen end, either by moving the latter, or by mechanically 
‘operating the focusing screw, which in some microscopes has a 
v groove round which an india-rubber band can be placed to act 
as a belt. It is also very convenient to be able to adjust the posi¬ 
tion of an object by a mechanical stage operated from the screen. 

Bowers of moderate angle are usually most convenient for 
ordinary work, and where any “depth of focus” is needed, a 
somewhat low power and a long camera gives the best results. 
Unless a special projection eyepiece is available, it is usually 
best to use the objective only, which then takes the place 
of the ordinary camera lens. Different objectives of equal quality 
for ordinary work sometimes differ widely in their photographic 
properties, and as they are not specially achromatised for ultra¬ 
violet rays, some correction of focus is often required, usually in 
the direction of shortened focus. If a photograph shows less 
definition'than the visual image, a first approximation miy be 
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made by throwing the visual image out of focus to approximately 
the same degree of indistinctness; and the correction, one* 
found, can be noted for futui% use. The employment of isochrp*. 
matic (and backed) plates tend to lessen the chromatic error. 
Colour screens may also be used. 

One of the most'important applications of microscopic exam¬ 
ination for the tanner is in the detection of adulteration in 


sumachs and other finely ground tanning materials. In the case 
of sumach especially, adulteration has been in the past rather 
the rule than the exception, and 
as some of the adulterants are not 
only inferior in tanning strength, 
but contain catechol tannins which 
redden on exposure to light, their 
detection is of considerable im- 
postanafe. . 

In the case of leaf sumach, it 
would'not be difficult to pick out 
the fragments of r/ius coriaria by 
direct examination under a low 
power with reflected light, as the 
hairs on the leaf are very charac¬ 
teristic, but in the fine powder this 
is impossible, while it is too opaque 
for examination with higher powers 
and transmitted light. The first 

and perhaps the most complete „ „ 

, ‘ ‘ Fi(i. m.—Rhus anana. 

work on the structure and adul¬ 


terants of sumach was done by Andreasch,* when during h(i 
last illness he was obliged to winter in Sicily; and wilt wet 
repay study, but it is too detailed for useful abstraction, anc 
has in some respects been superseded by later methods* A 
valuable observation was made by Lamb and Harrison f wMet 
affords the most convenient method of detecting the usual 
adulterants. While the intefnal structure of most leaves is 
completely destroyed by a short heating with strong nitric acid 
the upper and lpwer cuticles are much more resistant, and ofter 
have very marked and characteristic structures. Tfie cuticle! 


* Sicilianische Sumach und seine Verfalschung, Wien, 1898. 
t Joum. Soc. Dyers and Colorists, March 1899. 


£ 
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pselves vary much if) resistance to the reagent, that of 
iach itself being delicate and easily destroyed, while that of 
„ common adulterant pistacia ientiscus (lentisque, pistacio) is 
extremely strong, and remains almost uninjured after the sumach 
is totally destroyed Probably the best mode of procedure is 
that given by Priestman * who heats the samples with strong 
nitric acid in test-tubes, in a water-bath containing about 750 c.c. 
of water, over a single Bunsen burner, beginning cold, and raising 
the bath to a definite temperature. After the heating is com- 
pleted, the acid is neutralised with ammonia or caustic soda, and 
the sediment is allowed to settle, and repeated portions (7 or 8) 
are examined under a cover-glass. For direct examination, 
staining is not usually necessary, since most cuticles, and 
especially pistacio, are coloured distinctly yellow by the nitric 
acid, but for photographic purposes staining with saf-anine or 
acid red, and the use of isochromatic plates is 'advisable. “For 
permanent mounting, the stained and washed cuticles may be 
dehydrated with alcohol, and mounted in balsam or dammar in 
the usual way (p. 423), though some delicate cuticles photograph 
better if dehydration is omitted, and glycerine jelly is used as a 
mountant. 

The photographs on plates I., II. and III. were taken with a 
Zeiss B objective, which was also frequently used for direct 
examination. The following table summarises the effects of 
heating for various of the more common sumach substitutes and 
adulterants. 


Rhus sort aria leaves .. 

11 „ stems .. 

Tamarix stems .. 
Pistacia Imtiscus 
Coriaria myrtifolia 
Rhus metopium 
Rhus glabra .. 

Coipoon compressa 
Aumthus glandulesa .. 


CntSctat Mparatc at 


Totally di- solved at 



60-65“ in 

10 mini. 


in 15 mins, from cold 


75 

ro >, 

195-98 

** *5 »» 11 si 


80 » 

10 „ 

90 

99 *5 99 II II 


65 

»o „ 

I 98 

*9 99 II II 


75 „ 

to „ 

98 

99 20 19 || II 

•9 

7 ° 

•5 „ 

98 

»» 2 5 99 91 |l 

.. 

75 ,, 

>5 

, Insol. 

Insol. 

• 

80 „ 

I'*.. 

98 0 

• 9 2 5 19 II |f 


75 

15 

Insol. 

Insol. 


Rhus coriaria. Both upper and lower cuticles separate at 
70-80* C. without manipulation, but are very delicate and trans¬ 
parent* and the hairs, which are extremely characteristic, and quite 
unlike anything found in tire adulterants, can hardly be seen with- 

1 °“°- Soc - Chem. Iaii p.j3t, 1903. Collegium, pp. 184, 199, 1905, 
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18 . ('olppon comprcsui, lower, x 84 . 
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■ Rhus glabra, an American sumach Ms smaB cJuBj|haped 
hairs, aadminute stomata on 

thiV and transparent, and vtty dURetflHisi See' or pbo&gfayii 
The upper cuticle is strong, and '-:'y ' P*h • 

resists boiling nitric add for a ' 

considerable time It has a well V§)li 

defined cell-structure without a ^ »;•, 

stomata, but with frequent vein- Aft 

marks, (Fig. 29.) 

Rhus melopium, another 
American sumach, has no hairs, 

and strongly resembles pistacio Ik, t f _ 

in thesfem of, its’cells. ' m.fl.d 

PtsUyia lentiscus (Schinia, 

lentisque) was formerly the prin- FVlSfr’ 

cipal adulterant, but has proved 

so easy to detect that its use sre f 

is diminishing. Its cuticles are 

strong, and resist add well, their ' \ I 

cell structure is characteristic, 

and they dye deep yellow with ^ 

nitric acid. Tl»e reaction with Kig. 29 .—Rkn glabra. 

nitric acid is Usually more violent 

than with pure sumach. The cuticles separate well, and 
will stand the action of boiling nitric acid a few minutes longer 
than real sumach (Plate I., Figs. 5, 6). Only the lower cuticTe has 
stomata, which, are numerous. The cuticles are free from hairs, 
and but little distorted over the veins. 


Kig. 29 Rhus glabra. 


Coriari&xgvrtifolia (“ stinco,” redoul, French sumac!?) has a 
well defineaStll-structure in both tipper and lower cuticles, the 
cell-walls are Joined, and the cuticles are easily separated by 
Warruqfe 4 °, 65° or 70° C. in pure nitric acid.' The structure 
somewvtt tadgpbles pistacio, but there is a curious waviness in 
the well defined kails which makes it easy to distinguish The 
upper cuticle has no stomata, and the cells are elongated and 
dis>dHed over the vein||^urther distinction from pistacio. The 
Jower cuticle ha^nurftejfe well defined stomata. (PlatjgllL, 
. Fi<« it t 1 Hi nan" - 
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Titratm 1 Africana (tamarisk), is a'Btjub with very minute 
leave*, so that the powder uSed in adulteration consists mainly 
Stem. The stem-cuticle has a* well-defined structure of cells 
elongated in the direction of growth, \%ith stomata and nojhairs. 
The cuticle'begins to separate at 70-75° C., but the woody fibre 
is not destroyed below 80-85° C., and as the cuticle itself is 
soluble a little over 90° it is well to maintain the heat for some 
little time below 75° rather than use a higher temperature for a 
Shorter time. The tiue sumach stems behave in a very similar 
*way, and their woody tissue much resembles that of Tamarix , 
shut the cuticle of the lattter is easily distinguished by the ab¬ 
sence of'.hairs. 

Ground Vine Leaves. The cuticles are both thin, difficult to 
separate from the leaf-substance, or to observe under the micro¬ 
scope, and their structure is not very characteristic. The vine 
leaf contains scarcely any tannin, but injures the coVur*>f the 
sumach in tanning. 

Ceratonia siliqua (carob or locust bead, caroubier). The 
structure of the leaf-cuticles so much resembles that of pistacio 
that it Would probably be impossible to swear to one or the 
other if present in small quantities. This adulterant seems to 
be increasingly employed. 

Arbutus unedo (arbutus, arbousier) seems less used than 
formerly, but in structure so closely resembles Tamarix that 
definite distinction is often impossible. a 

Plates of several other adulterants are given, but for further 
details the original papers must be consulted. It is always 
wiser if possible, to confirm identifications by direct comparison 
with<.nown specimens, rather than trust to photographs merely. 
Boside microscopic examination, the chapter on the qualitative 
recognition of tannins by chemical tests (Sect. IX) may be con¬ 
sulted, but on the whole chemical tests have not proved very 
•reliable, and testing for catechol tannins by bromine water seems 
the most important. It is impossible for the chemist to recog¬ 
nise all the various vegetable materials which may be added te 
sumach; sumach stems and inferior sumachs can hardly be con¬ 
sidered as adulterants, but may largely rpduce the tanning 
value, and it is always possible to make use of exhausted and 
tedded sumach leaves, which of course cannot he detected 
microscopically. If a sumach shows 28 per cent of tanning 
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matter or over by tbe,!CT:A.;*est. ind the absence ofAjjta^;. 
tannins by "bromine watef, there is not much /fear of aduftpl^ 
tion, as few or no tanning materials of that strength ar^t^wnlW 
than genuine sumach. , 

Dr. Hellon states that the following treatment is very effec¬ 
tive in giving a beautiffilly transparent residue for microscopical 
examination, and possesses the further advantage dyer the strong 
nitric acid process that there is no gelatinising of,the vegetable 
matter and consequently the residues settle so rapidly from the 
various disintegrating liquors that the treatment may be ecxn* 
pleted without setting down the test tube out of the hand. ( ■ 

1, A decigram of the sample is boiled for J minute with Say 
7 c.c. 5 per cent. H a S 0 4 , and the clear liquid poured away, 

2. The residue is then boiled for J minute with 7 c.c. 5 per 
cent. NaHO solution, and the liquid poured away. 

res j^ u ® ’ s boiled for £ minute with 7 c.c. HNO, sp. 
gr. 1 '2*nd the clear liquid poured away. 

4. The residue* is boiled as before with another portion of 
HN 0 3 , and during the boiling a centigram of KCIO, is added 
from time to time until the substance is absolutely white. The 
clear liquid is poured away, and the residue washed free from 
acid with warm water, transferred to the microscope slide, 
covered and examined. 

This method certainly gives beautiful preparations, though 
in the Aufhor’s laboratory it has not superseded that of Priest- 
man. V v 


SECTION XXV. 

THE MICROSCOPIC STRUCTURE OF SKIN.’* 

Though a great variety of .skins of the Mammalia are Em¬ 
ployed in tanning, they all possess the same general structure, 
and an anatomical description of that of the ox will apply almost 
equally to those pf the sheep, goat and calf, although from 
varieties in thickness and closeness of texture, their practicti 
use^differ widely. The differences between these and fish, 1 iiard, 
alligat* and .serpent skins are much more marked.. 
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In its natural condition, t(\e skin is not merely a covering for 
the animal, but at the same tiijie an organ of sense, and of 
secretion, and hence its structure is somewhat complicated.- It 
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In the egg of birds and the ovum pf higher animals, the living 
germ consists of a single cell, which, as soon as fertilised, begins 
to multiply by repeated division. The mass of cells thus formed 
early differentiates into three distinct layers, from the upper of 
whiclf the epithelium ariSes, while the true skin, together with 
the bones and cartilages, is derived from the middle one. 

This distinction of origin corresponds with a wide difference 
of both anatomical and cRemical characteristics. The epidermis 
is very thin as compared with the true skin which it covers, 
and is entirely removed preparatory to tanning ; it nevertheless 
possesses important functions. It is shown in Fig. 30 at a, and 
more highly magnified in Fig. 32. Its inner mucous layer #,the 
rete malpighi, which rests upon the true skin c. is soft, and com¬ 
posed of living nucleated cells, which multiply by division and 
form cell-walls of keratin. They are elongated in the deeper 
layers, aiM gradually become flattened as they approach the 
surfaraUfhereHhey dry up, and form the horny layer a. This 
last is wing constantly worn away, and thrown off as dead scales 
of skin ; and as constantly renewed from below, by the multipli¬ 
cation of the cells. It is from this epithelial layer that the hair, 
as well as the sweat- and fat-glands, are developed. It will be 
seen in Fig. 30 that each hair is surrounded by a sheath, which 
is continuous with the epidermis. In embryonic development, 
a small knob of cells forms on the under side of the epidermis, 
opposite to a knot of a capillary blood-vessels in the cerium, and 
this enlai£& and sinks deeper into the true skin, while the root 
of the young hair is formed within it surrounding the capillaries, 
from which it derives nourishment and which forms the “hair 
papilla” ; this is shown in Fig. 31 ,ab. Smaller projection also 
form on the stalk of the knob, and in due time produce fhe 
sebaceous glands. The process of development of the sudo¬ 
riferous glands is very similar to that of the hairs. 'tyere is 
a great analogy between this process and that of the ordinary, 
renewal of hair in the adult animal. At d 1 , Fig. 30, is seen an 
old and worn-out hair. It i$ shrunken and elongated, and is 
almost ready to fall out It will be noticed that its sheath or 
follicle projects somewhat below the hair to the right. This is 
the first stage in 'the production of a young hair, and *is quite 
analogous to the knob of epithelium which forms the starting- 
point of a hair iu embryo. At d* the process is further advanced, 
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the young hair growing jnto the old sheath. At d* it is complete, 
the old having fallen out, atvf the young one taken its place. 

The hair itself is covered with a layer of overlapping scales, 
li% the slates on a roof, but of irregular form. These give it a 
serrated outline at the sides, strongly developed in wool and 
some furs, to which it gives the property of felting. Within these 
scales, which are called the “ hair cuticle,” is a fibrous substance 
which forms the body of the hair; and sometimes, but not 



always, there is also a central and cellular pith, which under the 
micro^pope frequently appears black and opaque, from the optical 
, effect of imprisoned air. On boiling or long’soaking in water, 
alcohol or turpentine, the air-spaces become saturated with the 
liquid, and then appear transparent 

The fibrous part of the hair is made up of long spindle-shaped 
cells, and contains the pigment which gives the hair its colour. 
The hair of the deer differs from that of most other animals in 
being almost wholly formed of polygonal cells, which, in white 
hairs, are usually filled with air. At its base the hai» shells 
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into a bulb, which is hojlovv, and rests, on the hair papilla h. 

35 ( v - f ')t which has bIood*ves 5 els and nerves, pnd supplies 
nourishment to the hair. The*hair-bulb is competed of round 
soft cells, which multiply rapidly, and press upward through 
-hair-sBeath becoming elongated and hardened, and forming the 
hair. In dark hairs, both the cells of the hair and its sheath arc 
strongly pigmented, but the hair much the more so, and hence the 
bulb has usually a distinct dark form. The dark-haired portions 
of a hide from which the hair has been removed by liming still 
remain coloured, from the pigmented cells of the air-sheaths,, 
which can only be got out completely by 
bating and scudding. The cells outside the 
bulb, shown at/in Fig. 35, pass upwards 
as they grow, and form a distinct coating 
around the hair, which is called the “ inner 
root-sheath.” This again consists of two 
s ep a ratb. vk tye 1^, of which the inner is 
“Huxlei/S,” the outer “ Henle’s.” They 
arise from the same cells in the base of 
the hair; but in the inner layer these remain 
polygonal and nucleated, while in the outer 
they become spindle-shaped and without 
nuclei. The inner root-sheath does not 
extehd to the surface of the skin, but dies 
away below the sebaceous glands. Fig. 35 
represents^* ox-hair root, mag. 200diam.: 
a, fibrous substance of hair; b, hair cuticle ; 
c, inner root-sheath ; d, outer root-sheath ; 
e, dermic coat of hair-sheath ; /, origin of 
inner-sheath ; g, bulb ; h, hair-papilla. 

Outside the inner root-sheath is a layer of nucleated cells, 
continuous with those of the epidermis , and of the same character. 
This is the “ outer root-sheath," and is shown at d, Fig. 35. 
This, together with the whole of the epidermis , is separated from 
the cerium by an exceedingly fine membrane, called the hyaline 
or glassy layer. It is this which forms the very thin buff- 
coloured “grain ” surface of tanned leather, which evidently is 
of different structure from the rest of the cerium, since* if it 
get Ajf Craped off before tannin & the exposed portion of the pars 
papmark remains nearly white, instead of colouring. The'whole 
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■of the hair-sheath is enclosed in a coating of elastic and connec¬ 
tive-tissue fibres, which are supplied with nerves and bipod- 
vessels, and form part of the corium. Near the opening ofthe 
hair-sheaths to the surface of the skin, the ducts of the seba¬ 
ceous of fat glands (e, Fig. 30) pass into them, and secretea sort 
of oil to lubricate the hair. The glands, themselves are formed 
of large nucleated cells, arranged somewhat like a bunch of 
grapes ; one is shown' highly magnified in Fig. 36. The upper 
and more Central cells are most highly charged with fat, which 
is shown by the darker shading. 



Fig. 36. — a, Sebaceous gland ; b, Hair- Fig. 37.— a, Windingg laid open 
stem ; c t part of erector fill Muscle. in making section. 


As already remarked, the sudoriferous or sweat-glands are also 
derived from the epidermis layer. They are shown at /, Fig. 30, 
and on a larger scale (200 diam.) in Fig. 37 and also in Figs. 33 and 
34; they consist, in the ox and sheep, of a large wide tube, some- 
what„cpnvoluted, and with thin walls ; while those of man form, 
a spherical knot of extremely convoluted tubes. The walls of' 
these glands are formed of longitudinal fibres of connective tissue 
ofthe corium, lined with a single layer of large nucleated cells, 
which secrete the perspiration. The ducts, which are exceedingly 
narrow, and with walls of nucleated cells like those of the outer 
hair-sheaths, sometimes open directly through the epidermis, as ' 
shown at g, Fig, 30, but more frequently Into the orifice of a halr- 
’ sheath, just at the surface of the skin. Each hair is provjde&,with 
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a slanting muscle (A, Fig. 30), called the arrector ot frector pili, 
which is contracted by cold qr # fear, sand causes the hair to 
“bristle,” or stand on end ; by fofcing up the attached 1 skin, it 
produces the effect known as “goose-skin.” This muscle, which 
is qf the unstriped or ^voluntary kind, passes from near the 
hair-bulb to the epidermis, and just under the sebaceous glands, 
which it compresses. * 

Beside the hair and hair-sheaths, and the sebaceous and sudo¬ 
riferous glands, the epidermis layer produces other sductures 6f a 



Fig. 38 .—Connective Tissue Fibres. 


horny character, such as horns, hoofs, claws and finger-nails; 
which both chemically and anatomically are very analogous t^ 
exaggerated hairs, such as we have in the quills of the porcupine. 

The corium or true skin is .principally composed of interlacing 
bundles of white fibres, of the kind known as “ connective tissue " ; 
these are composed of fibrils of extreme fineness, cemented 
together by a substance somewhat different to the fibres them¬ 
selves ( coriih ). This may be demonstrated by steeping a small 
niece of hide for some days in a stoppered bottle in lime-, or 
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«n whicbthe interfibrillar substance is soluble && 
«*Ti teasing- a small fragment of the fibre with needles on a glass 
misroscope-slide, and examinirigwith a power of at lfeast 200- 
*3°° diam * In the middle portion' of the skin, these bundles of 
4 b * are usually somewhat loosely interwoven (and this is 
specially so in the sheep, where this part is also full of fat-cells). 
The outermost layer, just beneath the epidermis, is exceedingly 
close and compact, the fibre-bundles that run into it being 
serrated into their elementary fibrils, which are so interlaced 
that they can scarcely be recognised. This is the pars papillaris , 
and forms the lighter-coloured layer, called (together with its 
very fine outer coating) the “grain” of leather. It is in this 
f»rt that the fat-glands are embedded, while the hair-roots and 
sweat-glands pass through it into the looser tissue beneath. It 
receives its name from the small projections or papilla , with which 
its outer surface is studded, and which form the characteristic 
grain of the various kinds of skin.f 

The surface next the flesh is compacter than the midd'e part 
of the skin, and from the fibres running nearly- parallel with the 
surface has a more or less membranous character. The skin is 
united to the body by a network of connective tissue (panniculus 
adiposus) which is frequently full of fat cells, and is then called 
Iplipose tissue. This constitutes the whitest layer, which is 
removed, together with portions of actual flesh, in the operation 
flashing” If a minute portion of adipose tissue be examined 
-*MF osco P icaI ly> will appear to consist of a mere mass of fat- 
mles (see p. 419) entangled in connective tissue. If,however, 

: stained with carmine or log-wood (p. 423), it will be at once 
tognised that each globule is contained in a cell, of which the 
t , lc ' er ” an d protoplasm, by which the fat was secreted, is pressed 
goSely against the wall. Hence, in leather manufacture it is 
JBipossible to expel or wash out the fat till the cells have been 
rkrolen down by liming or in some other way. 

Many animals (ox, horse, etc.) possess a thin layer of volun- 

* This soh,tion of the cementing matter, and separation #the fibres is one of the 
t important results of theijrdinary liming process of the tanner. 

“**2“ thatthe word “gndn” is used by the tanner if!at least three 
, S' Ch “* P rodu «>ve of much confusion. The ettremely thin hyaline 

!* ye j T y™ 1 g *“' t0 th * *“• “V* m>gh‘ well be apofcen of as such ; the 





PLATE IV 



'• Cow-lridc. 2. Calf-skin. 



S- East India sheep. 6. Welsh sheep. 


•Gkun SVRFACK <» Lkvhikk. (Magmfied.) (A. Seymour-|ones.) 


I To fact page 418. 



Tff^jtmoscopic ktiimvm of skin. 419 

toy iw^ele^*'fl6sh»preai over t^wfler side of the skin, 
a|»d for Switching to flies. In rough fleshing this 

is sometimes left o%and-taffy be'the cause of dark flesh in sole- 
leather. EtrffSn ijrf>* finished -Jg|ther its striped structure may 
hi detected microlplpically, 

< Resides the connective tissiie fibres, the skin contains a small 
proportion of fine yellow fibres, called “ elastic ” fibres. If a thin 
section of hide be soaked for a few minutes in strong acetic acid, 
or the mixture of acetic acid and glycerin mentioned on p. 421, 



and then examined under the microscope, the white cognective- 
tissue fibres become swollen and transparent, and the vello'vV 
fibres may then be seen, as they are scarcely affected by the 
acid. The hair-bulbs and sweat- and fat-glands are rendered 
“distinctly visible. 

The nerves of the skin are very numerous, each hair being 
supplied with fitfres passing into both the papilla and sheath. 
They also pass into the skin papillae. They cannot readily bg> 
seen without special preparation, and, so far as is known,'exercises 

2 E 2 
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no influence on the tanning process. “ Breaking the nerve ” is a 
technical term, which sigmties ^thorough stretching and soften¬ 
ing of the skin, but has nothing to*do with nerves properly so 
called. The blood- and lymph-vessels are, from the present 
point of view, somewhat more important. They may often Be 
seen in sections, and are lined with nucleated cells, similar to 
those of the glands. These are surrounded by coatings of 
unstriped muscular fibre, running both around and lengthways, 
and also by connective-tissue fibres. In the arteries, the muscular 
coating is much stronger than in the veins. 

It may be thought that the space devoted to a discussion 
of the anatomical structure of the skin is disproportionately 
large ; but there can be no doubt that, in order to make improve¬ 
ments, nothing is of more importance than a clear conception, 
even to the smallest details of the materials and causes to be 
dealt with. This can only be obtained by actual study of the 
hide structures with the microscope. 

For general details of the methods of microscopic worlC the 
reader is referred to Sect. XXIV. 

But little useful observation can be made with the microscope 
on leather in an unprepared condition. On examining the 
“ grain ” surface of the leather with a low power and by reflected 
light the arrangement, number and position of the hair pores can 
be easily seen, and form distinctive marks of different kinds of 
skin, even in the finished state, when recognition in other ways 
is very difficult. 

Scratches and the coarser kind of injuries to the grain surface 
may similarly be seen by reflected light, and an examination of 
the section, or “ cut,’’ will also give some idea of the tannage and 
of the.presence of weighting matters. Thoroughly tanned leather 
shows masses of dark shiny substance between the fibres, while 
in undertpnned leather these interspaces are empty and the 
fibres are usually more transparent. 

Crystalline weighting matters, such as sugar and barytes, 
may often be seen mechanically lodged between the fibres, and 
in the pores from which the hairs have been removed. 

Detailed study of the tanning process generally requires 
observation of the minute structure of the skin’ and epidermis, 
’and of the changes which take place under the influence of 
manufacturing processes. Practically this is only possible upon* 
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very thin sections, cut with a razor or section knife after harden¬ 
ing the # hide with alcohol or. some fcther reagent; but if it-be 
required for technical pujposes to make a rapid but rough 
examination, as, for instance, in order to show how far the cellular 
structures of the hide, such as hair-sheaths and fat-glands, are 
affected or destroyed in any stage of liming or bating, the 
following ready method may be employed. If a strip of hide 
cut § through from the grain side, as shown at a in Fig. 40, and 
the flap be turned down and held between the finger and thumb, 
the fibrous tissue will be put on the stretch, and will then allow 
a moderately thin shaving (including the grain and parts imme¬ 
diately below it) to be cut by a sharp razor. The hide should 
be held in the positions shown, and a steady drawing cut be 
made from flesh to grain, the razor being steadied on the tip of 
the forefinger, and its hollow surface flooded with water, or a 
mixture of water and alcohol. If 
the thin seqticfti be now placed on a o 
glas^slip, moistened with a drop of 
water, or with strong salt solution, 
which will render the fibre more dis¬ 
tinctly visible, and examined on the L 
microscope under a strong light from 
above with a i-in. objective, the fat- 
glands will be seen as yellow masses, embedded in the white 
fibrous tissue. If instead of salt solution a drop of a mixture ■ 
of eqivd vols. of strong acetic acid, glycerin and water be used 
to moisten the section, the fibrous tissue will become quite trans¬ 
parent, and whatever remains of the cellular epidermis structures 
will be easily visible, and may even be studied under tolerably 
high powers if covered with a thin glass and lighted by the giirror 
from below. (The cover-glass must be carefully cleaned by 
rubbing with a linen handkerchief, and placed in position with a 
pair of forceps, one side being supported by a needle, which is 
gradually withdrawn, so as to avoid air-bubbles.) Care must be 
taken that the acid mixture does not touch the brass-work of the 
microscope; and even the vapour is apt to tarnish, so that the 
preparation must not remain longer than necessary on the micro- 
^ope. The same method is applicable for ascertaining the 
completeness of the tannage of leather, and to decide whether* 
the hide fibre is really tanned, or only dyed. Actually tanned 
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leather is only affected by the acetic acid when concentrated, or 
(Be long exposure, but rawvsr only, stained hide swells and rapidly 
-becomes translucent. 

To prepare the very thin sections necessary for detailed study 
of the hide, more complicated methods are required. They may 
be cut after soaking the tissue in a strong solution of gum arabic, 
or even without previous preparation, by the freezing micro¬ 
tome ; but are very tender and difficult to«mount, and, in general, 
chemical treatment is preferable. Small slips of hide, not ex- 
peeding l inch wide, and cut exactly across the lie of the hair, 
are placed first in weak alcohol (equal parts methylated spirit 
and water), and, after a few hours, are removed into strong 
methylated spirit, which must be repeatedly changed, until the 
hide is hard enough to give fine shavings. If the spirit is not 
strong enough to accomplish this in 24-48 hours, it must be 
replaced at the last change by “ absolute ” alcohol. It is desir¬ 
able to cut as soon as the tissue is sufficiently hardened. This 
is best done with free-hand, as described on p. 403, and, if^small 
or thin, the piece may be held between cork or pith, or embedded 
in paraffin wax (p. 403). The razor must be wetted with alcohol, 
and the section be made exactly in the plane of the hair-roots, 
which may be seen with a hand-lens. The use of a microtome 
for hide-sections is rarely satisfactory, as it is almost impossible 
to fix the fragment oi hide so that it is cut exactly with the 
hairs, but it is sometimes useful when very thin sections are 
required for the study of details. , 

It is impossible to cut the sections too thin, and the student 
must be satisfied at first if they show here and there some of the 
structure distinctly. They should be floated off the razor into a 
basin^oV saucer of water by the aid of a camel's-hair brush, as 
they are very tender. After cutting a good number, those which 
are thick or defective may be fished out with a needle and re¬ 
jected ; b'ut it must be remembered that torn sections are usually 
the thinnest and often show the most detail. The sections may 
now be stained by transferring to a saucer of picrocarmine * solu- 

* Picrocarmine (and other staining solutions) may be bought of microscopic 
dealers, or prepared as follows (Rutherford’s formula)Heat ioo c.c. of cold satu¬ 
rated solution of picric acid to boiling, and add i grm. of carmiqe previously dissolved 
in a few c.c. of dilute ammonia by heat. Evaporate to dryness on the water-bsMU, 
v dissolve in too c.c. of water, and filter. If the solution is not nearly clear before 
filtering, add more ammonia and evaporate a second time. 
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tion, the bbttom df which is covered by a piece of filter piper, 
so that tbe.fluid acts from beloufcas will as above. If it is usfit 
of full strength, 15-30 minutes will suffice, but in many cases'* 
more characteristic staining will result from the use of a diluted 
solution for a longer time, which may extend even to 24 hours. 
The same remarks nf>ply t0 the use of other stains, such as 
carmine, logwood and some of the aniline colours; but for further 
details of application, hfctological and microscopical works must 
be consulted. If picrocarmine be used, the connective tissue 
fibres (gelatinous fibres) and the nuclei of the cells will be 
coloured red, and the cells themselves of both epidermis and 
glands, together with the muscles and elastic fibres, will be 
yellow. The transference of sections from one liquid to another 
is frequently accomplished with a camel’s-hair brush, but a 
section-spoon, made of thin copper or German silver, is less 
liable to tear them. The blade should be pierced with-small 
perforations,.which allow the liquid to run through the spoon 
and rqpder the section much easier to catch. 

The further treatment of the section depends on whether it 
is wanted for permanent preservation, or merely for examination. 
In the former case, it is generally best to mount in dammar 
varnish or Canada balsam. For this purpose it must be freed 
from water by soaking for an hour or two, first in dilute, and 
finally in absolute alcohol, to which some picric acid must be 
added if it is desired to retain the yellow staining of the picro- 
carmine.% This not only dries, but hardens the sections, so that 
by the use of a camcl's-hair brush they can be easily placed on 
the clean glass slip on which they are to be mounted. Super¬ 
fluous alcohol is removed with blotting paper, and a drop of oil 
of aloves is placed on the preparation, which will soon ma^e it 
so transparent that an unstained object becomes almost invisible. 
In this state it can be covered with a thin glass, and examined 
under the microscope to see if it is worth final mounting. Whop 
sufficiently cleared, the clove oil is sucked up with blotting paper, 
a sufficient drop of varnish is put in .its place, and the cover-glass 
gently laid on with a needle (p. 421). The slide must be kept 
in a horizontal position for some months at least until the varnish 
ha§ thoroughly hardened, when, if desired, superfluous drops can 
be scraped off with a knife, and the slide ringed with black japan; 
tjut tjjis is more a matter of appearance than necessity. . Canada 
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balsam dissolved in chloroform or xylene is frequently employed, 
but on the whole, solution of g»m dammar in benzene, xylene or 
turpentine are to be preferred. All these can be bought ready 
prepared, but dammar varnish is easily made by dissolving clear 
selected pieces of the resin in the required solvent to about the 
consistence of castor oil. Xylene solutiorfsfire now much used in 
bacteriological work. 

For temporary examination only, thd section, after a wash in 
water, which must be only slight if it be desited to retain the 
picric acid stain, is placed on the glass slip, and covered with a 
drop of glycerin and a cover-glass, when it will gradually clear 
as in the clove oil. It is possible to mount permanently in gly¬ 
cerin by painting round the edge of the cover with a ring of 
black japan, but the least,trace of plycerin on the slide or edges 
of the cover prevents the proper adhesion of the japan, and leads 
to leakage and the ultimate destruction of the preparation. 

An easier plan is to use Farrant’s solution to‘replace the gly¬ 
cerin, in precisely the same way as the dammai; varnish replaces 
the clove oil. This solution consists of 10 grm. of .picked clear 
white gum arabic, dissolved without heat in io c.c. of distilled 
water and 5 c.c. of pure glycerin, a small lump of camphor or a 
fragment of thymol being added as an antiseptic. This solution 
gradually hardens round the edge of the cover, and can then be 
ringed with japan without difficulty. Another preparation is 
“glycerin jelly,” which is gently warmed till it is melted, and 
applied on the slightly warmed slide in the same way as the 
Farrant’s solution. It is best bought ready for use, as its pre¬ 
paration is troublesome. 

Kathreiner, who made very elaborate researches on skin 
and.the changes which take place in it during the processes of 
tanning, employed a mixture of osmic and chromic acids for 
hardening, and at the same time staining the tissue. This mix¬ 
ture was first used by a German histologist, Walther Flemming,* 
in a research on the internal organs of hearing, and was applied 
by Kathreiner in 1879 to the investigation of skin, and com¬ 
municated by him to the writer in the autumn of that year* 
His method is briefly as follows. The pieces of hide, to be 
examined must, if salted, be well washed, or if dry, be thoroughly 

* Some account of his work is given in Dr. Fi'cher’s “ Firirung, Faerbung und 
Bau des Prbtoplasraas.” *' & 
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softened. For th# study of hide in its unaltered and naturtf 
condition,.it. is essential that it hj quite fresh, and taken front 
the animal as soon as possible after death. In any case the 
panniculus adiposus or fatty layer is, as far as possible, removed 
with scissors, the hair cut short, and the skin cut up into little 
pieces of 3-4 mn\ wade by 10-12 mm. long (about J in. by 
i in.); the hair must lie exactly across these pieces. 

They are then placed* for 4-8 days, according to the thickness 
of the hide, in about 12 times their volume of a solution consist¬ 
ing of 

o • 2 parts osmic acid j * 

0*5 „ chromic acid; 

200*0 „ water. 

This solution must be kept from dust and light, in a glass 
stoppered bottle, and in a cool place. On removing the hide- 
pieces from this solution, they are placed in about 12 times their 
volume of absolute alcohol for 4-8 days, during which time the 
spirit must be at least three times renewed. The sections are 
cut wiA a razor flooded with absolute alcohol, so that the thin 
shavings float without friction upon it. The hide-pieces may be 
held either between soft cork, or, as is generally preferable, 
simply between the forefinger and thumb as shown on p. 403. 
The cut must be made exactly parallel with the direction of the 
hair-roots, and from the grain towards the flesh ; and the sections 
cannot possibly be too thin. After lying for J-i hour in ab¬ 
solute alcohol, the sections are soaked till quite clear in clove 
oil (which must be pale and of the purest kind), and may then 
be mounted in dammar varnish, or solution of Canada balsam. 

In these sections, fat and oily contents of the fat-glands are 
stained black, and the limits of the cells both of these glands 
and of other elements of the hide (rete malpighi , hair-bulbs, etc.) 
are made very distinct, so as to be capable of the most delicate 
investigation under the highest powers; though the beginner 
will learn most easily to recognise the different tissues by study¬ 
ing at first some sections stained with picrocarmine as before 
described. The method is admirably adapted for the study of 
hides as affected by the limes and bates. 

^Solution of osmic«acid is best preserved in sealed tubes in the dark. Jf obtained 
in solution it is rarely of lull strength, for which allowance may have to be made. 
Care must be taken to avoid inhaling its fumes, which are very irritating to the eyes 
and to the respiratory organs, producing severe catarrh. 
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Solutions of chromic acid (5 grm. per litef); of potassium or 
ammonium bichromate (Jo grpi. per liter), and of a mixture of 
20 grm. potassium bichromate an<j io grm. sodium sulphate per 
liter (Miiller’s fluid) are frequently used for hardening tissues. 
A large volume (say at least 200 times that of the tissue) is 
required, and a time of six or eight weete, A partial hardening 
in these fluids may be followed by one in alcohol of moderate 
strength, in which the tissue may be kept till required. Tissues 
hardened with chromic acid stain slowly, and* somewhat differ¬ 
ently to those treated simply with alcohol. 

In place of the treatment with alcohol and clove oil, described 
on p. 423, sections may be dehydrated with alcohol, beginning, 
in the case of delicate tissues, with to per cent., and gradually 
rising to absolute, and finally to a mixture of equal parts of 
alcohol and xylene, which is replaced with pure xylene instead of 
clove oil, and finally mounted with a xylene solution of gum 
dammar or Canada balsam. Cedar-wood oil, of even turpentine, 
may also be used in place of clove oil. t f 

The osmic acid of the solution described on p. 425, stains fats 
black by reduction, but another staining agent sometimes used 
for fats is made by mixing equal parts of water and solution of 
alkannin (the colouring matter of alkanet) in absolute alcohol, 
and afterwards filtering. This solution stains fats and oils, as 
well as essential oils and resins an intense red, while it affects 
other substances very little. 

Professor T. Palmer * gives very detailed directions for the 
staining of sections of partially tanned leather so as to colour the 
tanned portions green, and the untanned red. For details, the 
original article must be consulted. 

Fdr other staining methods, Squire’s ‘Methods and Formulas,’ 
mentioned at the beginning of Sect. XXVI. may be consulted. 


Collegium, 1901, pp. 325, 331. 
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SECTION. ^XXVi. 

BACTERIOLOGY*AND MYCOLOGY. 

From what has been sa £3 upon bates, drenches and liquors, it 
will be seen that the detailed study of bacteriology is of great 
importance in leather industry, and it would therefore be im¬ 
proper to omit all, mention of its methods. The technique of 
bacteriology has, however, become so complex and highly de¬ 
veloped that only a slight sketch of general methods can be given, 
and for the working details necessary to systematic research the 
reader is referred to the manuals devoted to the subject, among 
which the following may be specially mentioned :— 

Andreasch, ‘ Gahrungserscheinungen in Gerbbruhen.’ Vienna, 
1827 ; and ‘Gerber,’ 1895-7. 

Dr. Rudolf Abef- ‘Taschenbuch fur den bakteriologischen 
Prak^kanten.’ ^ A. Stubers Verlag, Wurzburg. 

G. Gunther. ‘ Bakteriologie.’ Thieme. Leipzig (specially for 
microscopic technique). 

W. Migula. • System der Bacterien.’ Fischer, Jena. 

J. Curtis. ‘ The Essentials of Practical Bacteriology.’ Longmans, 
London. 

F. Lafar. ‘ Technical Mycology.’ Griffin. London. 

Slater and Spitta. ‘ An Atlas of Bacteriology.’ Scientific Press, 
Londcs^ , 

P. W. Squire. ‘ Methods and Formula; used in the Preparation 
of Animal and VegetableTissuesfor Microscopic Examination, 
including the Staining of Bacteria.’ Churchill, London, 1892. 
Reynolds Green. ‘Soluble Ferments and Fermentation.’ 
Cambridge University Press. * 

Bacteria, yeasts, and to a less extent other fungi, together 
with some of the lowest forms of animal life (monads), are the* 
cause of those changes which are classed under the general terms 
ot fermentation and putrefaction, the latter word being generally 
applied to those forms of fermentation of nitrogenous, and espe¬ 
cially of* animal substances in which unpleasant odours are pro¬ 
duced. For the sake of clearness, it is therefore necessary to 
say a few,words here on the general nature of fermentation* 
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though the subject has been more fully dealf with in the Author’s 
4 Principles of Tanning? It ^nust not be supposed that all fer¬ 
mentation is directly caused by qctual living bacteria and yeasts. 
In animals and the higher plants, substances are broken up for 
purposes of nutrition, and the production of heat and energy, 
partly by oxidation and partly by the t(b,sorption of the elements 
which are required for building up the organism, while the. un¬ 
necessary constituents are rejected. These processes are identical 
in principle with those carried on by yeast’s and bacteria, the 
only difference being that in the latter case the acting cells form 
part of a more complex organism, while in the former they are 
independent and disunited. In the case of green plants, all the 
carbonaceous nourishment is obtained from the carbonic acid of 
the atmosphere, which, under the influence of sunlight, is reduced 
by the green colouring matter (chlorophyll), to formaldehyde, or 
some allied substance which condenses to form sugars, starch, 
and other carbohydrates. The organisms of fermentation, on the 
other hand, possessing no chlorophyll, have.to obtainrall their 
nourishment ready formed from already existing animal or vege¬ 
table matter, which they must have the power of liquefying or 
digesting, since, in general, they have no means of absorbing 
solids. In the higher plants and animals many processes go on 
which we often call ‘ digestion,” but which might properly be 
classed as fermentation, which are not caused directly by the cells 
themselves, but by substances secreted by them. Thus, in animals 
the saliva contains a substance, ptyalin, which converts starch 
into glucose, and in sprouting seeds (e.g. malt),diastase is formed 
which has similar functions. Digestion of flesh and albuminous 
substances is caused in the stomach by pepsin, and in the intes¬ 
tines* by trypsin (or pancreatin), both of which have the flower 
of liquefying not only gelatin but coagulated albumin and fibrin ; 
and in the vegetable kingdom analogous bodies exist with similar 
.powers. These substances are called zymases, enzymes, or 
“ unorganised ferments ” ; and are allied to the albumins, and, 
like them, coagulated and rendered inactive by heat. They are 
also precipitated by strong alcohol, but in this case regain their 
activity on being redissolved in water. The most curjous fact 
about them is, that very small quantities sebm capable o^fer- 
menting almost unlimited amounts of the substances on which 
they act, without themselves undergoing permanent change. 
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The mechanism of this is not clearly understood, but is allied to 
what have Jong been known as ‘‘.c^talytfc: ” action in inorganic 
chemistry, which is generally dqfinerf as the power of substances- 
to hasten reactions which tend to take place, but in which the 
catalysing substance takas no permanent part. Hence, such 
actions do not, as in the,c*ise of chlorophyll, draw upon any out¬ 
side energy, but consume a part of that already stored in the 
material acted on, and consequently they result, not in building 
up, but in pulling down, reducing complex materials to simpler 
forms containing less stored up energy. This indeed applies to 
all actions of bacteria and yeasts, though in some cases a small 
portion of complex matter is built up by the destruction of much 
matter of a simple sort. 

It is now known that bacteria and yeasts frequently Secrete 
zymases, and that many of the changes they cause are due to 
the action of these bodies, and not to the direct effect of the 
cells themselves. The separation of zymases from the bacteria is 
not easy, ^ince by heat both are destroyed ; but while the bacteria 
are paralysed Ijy ether and chloroform, the zymases are not 
affected ; and in other cases the bacteria may be removed by fil¬ 
tration through compact earthenware (Chamberland “ candle ”), 
while the zymases pass through. The zymases may then be 
precipitated by alcohol, and obtained in a state of approximate 
purity. Wood has shown that the starch of bran must be 
converted into sugar by a zymase, cerealin, contained in the 
bran, befor#,it can be fermented by the drench ferment (p. 94), 
and that the liquefaction of gelatin and hide fibre is caused not 
by the direct action of bacteria, but by zymases which they 
secrete, to which principal effect of bates and drenches is due. 
Such ^mases are also undoubtedly present in old limes anfl 
putrid soaks. 

While most plants, as well as animals, are dependent on the 
^oxygen of the air, which, by oxidising the carbon and hydrogen, 
they contain, provides them with heat and chemical energy, 
many bacteria are independent of free oxygen, obtaining all they 
nedti from the materials forming their nourishment, and some 
cannot even subsist in presence of free oxygen. Bacteria are 
thus ^psified into aerobic which use free oxygen, and anaerobic 
which do not. As the anaerobic bacteria take oxygen from the 
compounds en which they feed, their products are “ reduced,” or 



436 'LEATHER INDUSTRIES LABORATORY BOOR. 

t 

contain less oxygen tfian the original substance, and hence they 
tend to produce such bodies as amines and sulpfyic and phos* 
phorus compounds such as SJ 3 3 , which are frequently evil 
smelling and sometimes verypoisonous, as in thecase of ptomaine¬ 
forming and many pathological bacteria. Aerobic or oxidising 
bacteria, on the other hand, tend to comrprt ( their nutriment into ■ 
such simple compounds as carbonic acid, water, and nitrogen or 
ammonia, and hence their final products are harmless and often 
inodorous. This property is now largely rhade use of in the 
purification of sewage by “contact beds” containing immense 
quantities of oxidising bacteria, frequently after a previous treat¬ 
ment by anaerobic bacteria in “septic tanks,” in which the solid 
matters are broken down and dissolved, and simpler compounds, 
better adapted to the aerobic bacteria, are produced. It often 
happens, as in this case, that fermentive changes are produced 
by a series of bacteria, each carrying the matter through but one 
stage of the process, and dependent on thei'r predecessors for 
their proper form of nourishment. 

Classification of Bacteria.—Bacteria belong to the class of 
Schizomycetes or fission-fungi. They multiply by lengthening 
and subsequent division, but the rod-forms frequently produce 
a spore at one end, which subsequently develops into a new rod. 
The spores are generally much more resistant to heat and anti¬ 
septics than the perfect organism. Our knowledge of Bac¬ 
teria is still too imperfect to render possible any complete 
classification based upon their structure and habits, but for prac¬ 
tical purposes they are generally divided into four groups as 
follows:— 

Micrococcus. —Small spheres, either free or joined in chains, 
having the appearance of a string of beads. 

Bacterium. —Oval, dumb-bell shaped, or very short rods, 
often classed with bacillus. 

Bacillus—Rads, sometimes joined in chains, frequently 
motile. 

Spirillum.— Spiral or corkscrew-shaped rods, which very often 
move rapidly through liquids, rotating like a screw. 

The distinction, however, between these forms is not always 
well marked. Bacilli and Spirilla frequently produce yores 
which at first are like micrococci, and bacteria of all stages of 
length, between the elongated rod and the purely spheriqal fqrm 
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are known to exist. Not (infrequently a dumb-bell shaped form 
is seen, which may consist either of bacillus with somewhat 
enlarged e'nds, or may be simply a developing micrococcus in 
which the sphere is lengthened and is about to separate into two 
individuals. 

The division of these classes into species is difficult, and in 
many cases very uhcdhain, since the organisms are too small 
for us to observe any internal structure by ordinaiy means, and 
it frequently happens that bacteria of apparently identical form 
and size produce very different effects of fermentation or disease. 
It is therefore usually necessary for any certain identification to 
obtain a pure culture, and to ascertain its chemical or physio¬ 
logical effects; but many bacteria may be distinguished by 
methods of staining which affect different species differently, and 
of which some particulars will be given on p. 448. Different 
species may frequently be identified by the microscopic appear¬ 
ance of cultures, in different solid media. As a whole, our 
knowledge or pathological bacteria is much more advanced 
than ofMiose of fermentation, to which less attention has been 
paid ; and it "is therefore impossible to give particulars at all 
complete of the organisms which produce the various fermen¬ 
tations ; and I shall only attempt here to describe a few of 
the principal and most completely identified forms. Further 
details may be found in the bacteriological treatises already men¬ 
tioned. The matter is additionally complicated by the fact that 
the same jrroducts of fermentation are occasionally produced by 
very different bacteria, or even by yeasts and the lower forms of 
fungi, which are frequently present in liquors, and of which a 
few will be described for convenience sake at the end of the 
section on bacteria. 

lltere are undoubtedly living organisms (mostly bacteria) of 
smaller dimensions than can be seen by the most powerful 
microscope. Their existence may be rendered visible b/means 
of the ultra-microscope of Siedentopf, in which, by special means 
, of illumination, particles of less diameter than a wave length of 
light are seen by the light they reflect —vide H. Siedentopf on the 
rendering visible of the ultra-microscopic bacteria* 

Bacteria are frequently divided into “aerobic” which thrive 
in pfesence of air or oxygen, which is consumed by them in 

Joura. ifoy. Micro. Soc., 1903, 576; *l«o N. Gaidukov, Centr. Bl., xvi,, 781. 
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oxidising the media oh which they subsist j(like animals); and 
"anaerobic,” which only exist in absence of free oxygen, and 
derive their energy from bteaking down existing’ compounds. 
Many bacteria can exist under both conditions, varying their 
fermentation-products, and frequently their form and develop¬ 
ment accordingly. . 

The following descriptions are taken from various authorities, 
supplemented by information given by Mr. J, T. Wood, who 
has kindly revised the section. The size of the bacteria are ex¬ 
pressed in n (micromillimeters, or thousandths of a millimeter). 
For more detailed descriptions, original papers, and the larger 

bacteriological text-books must be consulted. 

/ 


MlCUOCOCCUS'(spherical or slightly oval cells). 

M. flavin liquefaciens , found in air and water, produces 
yellowish colonies rapidly liquefying gelatine. The cells are 
large, found in pairs or in small masses. 

M. (or Bacillus) prodigiosus, found in air, liquefies "gelatine 
rapidly; colonies form bright red spots. Cultures smell of 
trimethylamine. Cells spherical or oval, of a diameter of O' 5 /x 
or more to 1 x 1 • 7 /x. Grows on bread and other foods. Pro¬ 
digiosus is generally classed among bacilli in the text-books, 
although in appearance it is very like a micrococcus. 

M. urea, spherical, I to 5 /x in diameter, generally in long 
chains. Ferments urea and liquids containing it, producing 
ammonium carbonate and carbamate. Does not liquefy gelatine. 
The colonies are white, like drops of stearin. Several other 
bacteria are capable of fermenting urea. 

Micrococcus urece liquefaciens (FlUgge) 1'25-2 fj. in diameter, 
single, or in little chains or irregular groups, liquefies gelatine 
slowly. 

Lc&onosloc mesenteroides (Cienkowsky), a small spherical 
bacterium, which produces large gelatinous masses or zooglese in 
which it is embedded. It is very common in the liquors of beet¬ 
root sugar-works, rendering the liquors viscid by the production 
sf a substance allied to cellulose, and causing much trouble both 
in this way and by choking pipes. 

Ascococcus Billrothii is a very similar organism to the last, pro¬ 
ducing butyric acid, together with a viscous fermentatiop of sugars. 
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The majority of,bacteria germs found hi the air are microccoct, 
/especially species of sarcina, of which a Jarge number of varieties 
have bainlfotmd (see Th. Gruber, 1 l)ie Arten der Gattung Sarcina,’ 
Centr. Bl. fur Bakt. Zweite Atth. i. 588). The commonest form 
is §arcitta ventficuli (Goodsir), which occurs in little packets of 
ejght micrococci. 


Bacillus (elongated or rod-shaped bacteria). 

1. B. acelicus (or Bacterium) aceti (Mycoderma aceti Pasteur). 
Short rods about 2 /i long,'but very variable. Motile when free, 
but generally forming tough skins of gelatinous matter (zoogloea) 
called “ mother of vinegar.” Ferments weak alcoholic solutions 
into acetic acid in presence of air. Compare Brown, ‘ Joum. Ch. 
Soc.,’ 1886, p. 172, who states that at least two other bacilli cause 
acetic fermentation. A full account of the three acetic acid 
bacteria is given«by Hansen, 1 Recherches sur les Bactdries Aceti- 
fiantes/Centr. Bl. fur Bakt. Zweite Abth. i. p. 31. 

2. 0. butyricus (Fitz). Rods, 3-5 fi X o - 6-o - 8 /*. Very 
mobile, produces spores larger in diameter than the rods. Fer¬ 
ments carbohydrates into butyric acid in absence of air, evolving 
also much H and C 0 3 . 

On butyric fermentation compare Ed. Baier, ‘ Ueber Butter- 
sapregahrung,’ Centr. Bl. fur Bakt. Zweite Abth. i. p, 17; and 
Beyerinck, ‘ Ueber die Butylalcoholgahrung und das Butyl- 
Ferment,’,, Amsterdam, 1893. The latter finds that a large 
number of species produce butyric acid in absence of oxygen,,and 
at the same time secrete granulose, which causes their cells to 
stain blue with iodine. Hence Beyerinck adopts granulobacter 
as a,naoie for the whole class, and his G. saccharo butyrifum is 
probably identical with B. butyricus (Fitz). B, butyricus (Hueppe), 
2‘ 1 fi x O' 38 fi, appears to correspond with G.folymyxa (Beyer¬ 
inck). All these bacteria evolve H and CO a vigorous!)* as well 
as alcohols, butyric acid being by no means the principal product, 
even in pure cultures. Bacillus butyricus (Prazmowsky) is the 
Clostridium butyricum. The spores are 1 fi broad and 2 p long. 

Hueppe isolated an aerobic bacillus from milk, which liquefied 
g^atidl and formed butyric acid. 

Baier’s paper is still the best account of butyric fermentation 
but latterly an immense amount of work in the bacteriology of 

2 F 
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cheese ripening, by Freudenreich and others in Europe, and Conn 
in America, has resulted \n the isolation of several new species of 
butyric bacteria. The literature, both of this and lactib fermen¬ 
tation, is now so vast that it is impossible even to give a clear 
resume of it here. In Centr.Bl. 2 Abth. xvi. (1906), Adolf Reitz 
gives a bibliography of this literature (13 closely printed pages). 

B. lacticns. Short rods, 1 • 7 X o • 6 /t, 'not motile, anaerobic. 
Does not liquefy gelatine, but forms colonies of a greyish white. 
Causes lactic fermentation of sugars, and coagulates milk in 15— 
24 hrs. at 30° C. Compare Kayser, ‘ Etudes sur la fermentation 
lactique,’ Ann. de l’lnst. Pasteur, 1895, p. 737- Henneberg, 
Zeitsch. f. Spiritus Industrie, 22, 23, 1903, has published a very 
interesting research on the behaviour of 19 different species of 
lactic bacteria in milk, beer, pressed yeast, molasses, etc. 

The most important fermentation process from the tanner’s 
standpoint is lactic acid fermentation. There are a large 
number of organisms which ferment sugars witfi production of 
lactic acid, and unfortunately many workers have described and 
studied the same organism under different names. The principal 
organism causing the spontaneous coagulation of milk is that 
described by Leichmann as B. lactis acidi. This organism and 
varieties of it have been described by different authors under 
the names of Streptococcus acidi lactici (Grotenfelt); B. acidi 
lactici (Gunther); B. lactis acidi (Leichmann); B. lactari 
(Dinwidie); Bacillus lacticns (Freudenreich) ; vide W. M. Esten, 
Centr. Bl. xvi., 536. 

B. lactis acidi is a facultative aerobe. . It does not form gas 
in saccharine liquids. It has an optimum temperature of 
32 0 ~38'’ C., and requires N in the form of peptones. It will. 
not grBw in a fluid with the N in the form of asparagine^ or 
ammonium sulphate. It may easily be distinguished from the 
coli bacteria, as it stains by Gram’s method, whereas the coli 
bacteria kio not. ( Vide G. Leichmann, ‘ Ueber die freiwillige 
£>auerung der Milch.,’ Centr. Bl. ii. 2, 777 )- 

The principal gas-producing lactic organisms are B. coli 
commune and B. lactis aerogenes, which are aerobic. Lactic acid CJ 
• bacteria are all non-motile, and do not form spores. Butyric acid 
bacteria nearly all form spores, and some possess flagella;, ayl 
are motile. 

Campbell states that practically pure cultures of B. lacticus 
are obtained by continued cultivation in milk. 
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It is stated that at least 15 distinct*bacteria are known to 
produce lactic acid, CO a and acetic ajid being formed at the 
same tftne, with traces of formic add, acetone and alcohol. The 
B. acidi lactici (Hueppe) is, next to B. lacticus , the most impor¬ 
tant lactic ferment. 

B. lactis viscosus (Adametz) and B. viscosus (Frankland) have 
been identified by AnSreasch as the principal ferments of “ ropy” 
or viscous tanning liquoss. 

B. furfuris (Wood). See ' Journ. Soc. Ch. Ind.,’ 1890, p. 27 ; 
1893, p. 422 ; ‘ Brit. Ass. Rep.,’ 1893, p. 723. The principal ferment 
of bran drench. Oval cells 1 • 25 /i X 0‘75 H-, frequently found in 
pairs, dumb-bells or chains. Pure cultures do not attack hide, 
and only ferment the starch after it has been converted into 
glucose by cerealin, a zymase or unorganised ferment similar 
to diastase, and naturally present in the bran. The principal 
products of the fermentation are lactic and acetic acids, with 
traces of formic end butyric acids, hydrogen sulphide and tri- 
mcthylamine, and considerable evolution of hydrogen and carbon 
dioxide In one Srench analysed, O' 24 grm. acetic and 0'79grm. 
lactic acid per liter were present, and an artificial solution of 
O’S acetic and 1 'o lactic acid (sp. gr. 1 1 210) per 1000 produced 
m in 1^-2 hours an effect on skin quite similar to that of an ordi¬ 
nary drench in 12-16 hours, and when tanned gave a satisfactory 
leather. (Cp. p. 94). 

Wood * has isolated a second bacterium (B. furfuris ft), very 
similar ^appearance to the first, and taking part with it in the 
fermentation of ordinary drenches, which it somewhat modifies. 
No doubt in different tanneries differences exist in the character 
of the ferments present. When the skins themselves are attacked 
the g ffect is generally due to putrefactive bacteria brought in from 
the puers, etc., but these do not usually produce any effect tilfthe 
glucose, which forms the nutriment of B. furfuris, is exhausted. 
In hot weather a butyric fermentation sometimes supervenes, 
when the skins become “ glassy ’’ and swollen, and are rapidly 
destroyed (see p. 434). 

B. furfuris a and 0 belong to the group of Coli bacilli, and 
are capable of fermenting milk with production of lactic acid.f 

B. thirabilis , Rroteus mirabilis (Hauser). Mobile rods 2-3 / 

■ l ‘Jour. Soc. Ch. Ind.’ 1897, p. 510. 

^Oi* Manufacture of Lactic Acid, ‘Jour. Soc, Ch. Ind.,’ 1897, p. 516. 

2 F 2 
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X 0’6/i. Agent of putrefaction of animal substances. Aerobic, 
liquefies gelatine rapidly'in pi^sence of oxygen. Cojonies on 
plates produce long tortuous prolongations. 

B. vulgaris, Proteus vulgaris (Hauser). Almost identical 
with the above. Mobile rods i • 25 \i x o.'S /x. Compare Hauser, 
Ueber Faulnissbacterin,’ Leipzig, 1885; u B. vulgaris is the 
commonest putrefactive bacillus. B. mirabilis differs from the 
above chiefly in the mode of growth on solid culture media.* 
Many putrefactive bacteria are capable of producing acids 
from sugar (vide Rahm, O., Centr. Bl., xiv. p. 22). 

B. termo. Not now considered a distinct species, but com¬ 
prises the two last and many other putrefactive bacteria. 


Fir.. 41. -/>. jurfuris a. Fifi. t r i.—B.)urfuris&. 

B. urea;. Slender rods, less than 1 a in diam. Can grow 
without oxygen. Causes ammoniacal fermentation of urea. 

Wood has found in “pucr” liquor Proteus vulgdris and 
B. subtilis, among others, and probably Bacillus urea (Cohn) and 
M. fulvus. 

Thiothrix or Beggiatoa, sulphur bacteria. Long threads, 
living in waters containing sulphuretted hydrogen, and assimi¬ 
lating sulphur. 

Beggiatoa alba. One of the most common. Threads dirty 
\thite, 2 or 3 /i in diam., containing granules of sulphur, common 
in sulphur springs as well as in soak pits and other waters con¬ 
taining sulphuretted hydrogen as a product of putrefaction. 
There are several other similar species. Their life-history has 
been specially studied by Winogradsky.f 

* For a short account of putrefactive organisms, see a paper by Wood, ‘ jtnim. 
Soc, Chem. Ind.,' 1906, p. 109. See also Lafar, p. 741, ‘ Ueber Protein Faulnisi.’ 

f ‘ Morphologie und Physiologic <lcr Schwefelbacterien,’ I-eipzig, 1888. 
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Saccharomycetes. 

Iif addition to the true bacteria which act as ferments, there 
are certain other fungi which also have the power of producing 
farmentation ; especially those belonging to the class of Saccka-' 
romycetes or yeasts, .which are the cause of ordinary alcoholic 
fermentation, although certain true bacteria have the same 
power. The yeasts, unlike the true bacteria, multiply by bud¬ 
ding or spores,-and not by division. The different species of 



Em. 43.—Y hast. 


yeast vary in size, and arc more or less round or elongated in 
form, but in general resemble the ordinary beer ycast*closely in 
appearance, which may be conveniently studied in brewers’ or 
German pressed yeast. 

Saccharomycetes mycoderma is very, frequent at the surface of 
tanning liquors, forming the thick and wrinkled scum which is 
(familiar. The cells are usually oval or elliptic, but sometimes 
cylindrical, 6-7 /t x 2-3 fi, often forming thick and branched 
chajjis,«nd occasionally taking forms very similar to the hyphje 
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(see below) of the higher moulds. It was formerly supposed 
that it was an acetic acid ferpffe'nt, but the true acetie acid fer¬ 
ment (see p. 434) is a bacterium frequently forming part of the 
scum produced by the mycoderma. It does not appear to 
produce alcohol in perceptible quantities, though it frequently 
causes a vinous odour, and, when freely supplied with oxygen, 
oxidises and destroys the acetic and other acids produced by 
bacterial fermentation. 

There are several other species of mycoderma which are 
either identical or very closely allied 
to the above. 

A few species of Saccharomyces 
produce lactic acid, e.g. Saccharo¬ 
myces acidi lactici (Grotenfelt). 
Andreasch has also isolated three 
species of yeasts from sour tan liquors 
which produce lactic acifl. 

The branching stems or hy( 5 hse of 
the higher moulds, and especially of 
the mucors, appear to act as ferments 
when immersed in liquids, but the 
subject cannot be considered yet as ‘ 
being fully investigated. VanTieghcm 
(‘Ann. d. Sc. Nat.,’ Ser.5,1867, p. 216) 
showed that the mycelium, both of 
Penicillium and Aspergillus , when 
Km. 44.- Tmb,Ilium ghueum, growing in a solution of tannin, breaks 
up the tannin into gallic acid and 
glucose Although their study does not properly belong ±0 the 
subject of Bacteriology, it will be convenient here to mention one 
or two which are sure to be encountered by the microscopist. 



ASCOMYCETES (spores in tassels or heads unenclosed 
in sporangia). 

Penicillium glaucum, green mould, the most common of the 
mould fungi, is shown in Fig. 44. In its earlier stages it con¬ 
sists of a 1 mass of hyph® or branched stems, composed of elon¬ 
gated cells, and forms a white mould. As it becomes developed 
it throws'up stems, on the top of which the spore-bearing*tell$ 
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(conidia) appear, jvhich, Under the microscope, have the aspect 
of a tassel of bluish-green beads, T^his is most easily seen by 
exanfining" dry, as the tasseis •immediately break up in the 
presence of moisture into single spores, each of Which is capable 
of producing a fresh pfent. The spores are about 3 • 5 p and the 
mycelia from o-y to 4 p in diameter. 

Aspergillus .spores grow on short conidia clustered on a club- 
shaped head. Aspergillus glaucus, pale green or bluish spores. 



Fig. 45.— Aspergillus, showing sports, mode Fig. 46.—Fructificution of 
of conjugation, and eurotium form. Mucot . 


, A. niger (Fig. 45), a dark chocolate brown mould, which grows 
well on acid fruits and liquids. 

This genus also produces large “ resting spores ” {Eurotium)' 
by sexual fructification, which were formerly considered to 
belong to a separate fungus and known as eurotium. 

PlIYCOMYCETES (spores in membranous sporangia). 

Pilobolus .—Hyphai 1-2 mm. high, glassy tufts; occurs on 
excrement. 

Mucor mucedo, white mould ; hyphre colourless, sitnpla or 
branched, 1-15 cm. long ; sporangia brown or black, thus dis¬ 
tinguished easily from those of P. gliucutn which are bluish- 
green (Fig. 46). 

<The moulds have much more destructive effect on tannins 
Tnan the bacteria. Eitner* showed that the introduction of , 

* ‘ Gctber,’ 1889, p. 2. 
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putrefaction bacteria- into tan-liquors had no, destructive effect 
on the tannins, and the ( same was proved by Kohnstein and 
Simand with regard to the lactfc ferment. * On .the othef hand, 
it is well known that tannins are quickly destroyed by moulds; 
Wood f mentions that the tannin in a sterilised sumach infusion 
remained practically constant for 23 days, while in one infected 
with Penicillium glaucum, 80 per cent, of the t&tal was destroyed 
in the same time. 

Bacteriological Methods .—It is generally useless to attempt 
bacteriological work of any elaborate kind without a separate 
and properly fitted laboratory, from the air of which germs can 
be rigorously excluded ; and therefore only a few simple methods 
of preliminary experiment which can be carried out reliably 
under ordinary conditions v will be here described. Cultures and 
inoculations may however be made in any ordinary laboratory, 
by providing a glass case with a sliding front like a balance case, 
but somewhat wider, the inside of which is wiped over with an 
antiseptic-solution of carbolic acid and glycerine, and allowed to 
stand closed, until all germs have become deposited and adhere 
to the sides of the chamber; if it be then carefully opened 
inoculations, etc. may be made by opening the tubes or Petri 
dishes inside the case, just sufficient aperture being left for the 
insertion of the operator’s hands. His sleeves should be turned 
back, and hands and wrists washed with carbolic soap or an anti¬ 
septic solution. 

, As every fermenting material contains, beside the organism 
producing the principal change, many others which are acci¬ 
dentally present, the first step in bacteriological work is to 
obtain what are called “ pure cultures,” containing one species of 
organism only. It is then possible to study the effects of this 
organism undisturbed by secondary fermentations, and to deter- 
mihc what products are actually due to it. Since all ordinary 
materials and objects are swarming with bacteria, a necessary 
preliminary to pure culture is to obtain liquids and apparatus 
absolutely sterile or free from living germs, and for this purpose 
various 'methods are employed according to the mature of the 
material to be dealt with. 

Indiarubber stoppers, and other objects which will not stagtf 
a temperature of 150° C., may be sterilised by washing with a 

‘Gerber,’ 1886, p. 253. t * Joum. Chem. Ind.,’ 1894, p. 211. 
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solution of mercuric chloride of cri pef cent,, and afterward® 
•rinsing with sterilised water. Chloroform and ether may be used 
for sterilisation of more delicate objects, and are easily driven 
off by heat, but are not very liable, but useful as a means of 
checking the development of bacteria in liquids, without stopping 
the action of unorganised ferments or zymases (p, 429), Other 
chemical means of sterilisation may often be employed. N/4 
NaOH solution will destroy most bacteria, and may be neutralised 
with an equal quantity of N/4 H Cl, common salt only remaining, 
or the process may te reversed, mineral acids being also powerfully 
bactericidal. Hypochlorates, chlorine, or bromine, may also be 
used and removed or converted into inactive compounds by thio¬ 
sulphates or sulphites. Copper and mercury salts may be removed 
from liquids by SH„, and so on. Strong CaCL solutions, or even 
prolonged salting, will kill many bacteria, and are easily removed 
by washing. These methods are often useful with hide or 
other tissues to which heat cannot be applied, when it is desired 
to steriljsc them before submitting them to the action of other 
bacteria* 

The most important means of sterilisation, however, is the 
employment of heat alone. Platinum wires and other objects 
jiot easily damaged may be held for a moment in the flame of a 
Bunsen burner; glass vessels and plates, cotton-wool and many 
other objects maybe heated in an air-bath to I50°C., or sub¬ 
mitted to the action of steam at no 0 C. (10 lbs. per square inch 
pressure).•for half an hour. As steam under pressure, however, 
involves the use of special appliances, it is often more convenient 
to employ the lower temperature of steam at atmospheric pressure 
by which bacteria are killed in the course of an hour, though 
their^pores are frequently much more resistant and need at*least 
five or six hours for complete sterilisation. In many cases, as in 
the sterilisation of water and other liquids, it is preferable to heat 
for an hour to boiling point daily for three successive daj^, when 
the spores become developed and are killed by the later heatings. 
Sterilisation of liquids which are altered by boiling may be 
generally accomplished by heating daily for four or five hours to 
6o° C. for a week, though some few bacteria will thrive at this 
teiajjeralure. For. the preliminary experiments which are likely 
to be undertaken in the tannery laboratory, an ordinary potato- 
steamej will be found to form a convenient steriliser for many 
purposes, and the air-bath of the laboratory heated to I50°C. 
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may also be useful. 4 t is usual to plug thq necks of flasks, test- 
tubes, and other vessels in which liquids are being sterilised, 
with cotton wool, which of course becomes sterilised at *the same 
time. If from any cause the plug is withdrawn, as for instance 
to take samples of the liquid, it must be singed in the flame 
before it is replaced, in order to destroy any germs which have 
fallen upon it, and the vessel during tl?e process must be held 
in an inverted or sloping position so as to lessen the danger of 
germs falling into the liquid; and it need .hardly be said that 
the platinum wire or pipette, which is employed for drawing 
samples, must itself be thoroughly sterilised before use. An¬ 
aerobic bacteria may be cultivated by placing the culture tube 
inside a wider tube 3 c.m. x 25 c.m., containing 1 grm. pyrogallol 
and to c.c. of a strong, solution of caustic potash. The tube is 
then closed by an air-tight indiarubber stopper. They will also 
frequently develop in the lower part of solid media (gelatine, 
agar-agar) in test-tubes. • 

Various nutritive materials are employed for the culture of 
bacteria. In Pasteur’s researches, liquids were generally used ; 
but at' present it is found convenient in many cases to employ 
solutions of gelatine or agar-agar, which at ordinary temperatures 
form a solid jelly. Many bacteria have the power of liquefyiqg 
gelatine, probably by the production of a zymase; and to the 
leather manufacturer it is not without importance to distinguish 
these, as there can be little doubt that they are active in pro¬ 
ducing solution of the hide fibre. , 

Pasteur's original solution consisted of 1 grm. ammonium 
tartrate, 10 grm. crystallised sugar, and the ashes of I grm. of 
yeast, dissolved in 100 c.c. of water. Buchholz modified this nu¬ 
tritive solution by substituting o • 5 grm. of calcium phosphate for 
tfie yeast ashes. Cohn employed O' 10 grm. potassium phosphate, 
O' 10 grm. crystallised magnesium sulphate, o- 01 grm. tribasic cal¬ 
cium 'phosphate, O' 20 grm. ammonium tartrate and 20 '00 c.c. 
of water. Many bacteria will live in these solutions, though 
they were originally designed for the study of yeasts and 
fungi. 

Bacteria usually thrive much better in meat broths than in 
these,saline solutions. An ordinary mode of preparation «s as 
follows: 250 grm. of beef muscle carefully freed from fat is 
gently simmered for five hours in t liter of water, the % fat as it 
rises being skimmed off. It is allowed to stand overnight m a 
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Cold place, solid ifiedtfat is removed, and the liquid made neutral 
to litmus ^dilute caustic soda^ solution. It is then again 
boiled for ten minutes, filtered thfough paper previously wet 
with water, made up to one liter and measured into experimental 
flasks or test-tubes, in which it is sterilised. 

Many other nutritive*solutions are employed, for the prepara¬ 
tion of which the bacteriological text-books may be consulted. 
In many cases it is advantageous to cultivate bacteria in the 
medium in which they normally exist; thus, “ drench ” bacteria 
may be grown in a filtered and sterilised drench liquor, and the 
bacteria of bates, puers, etc., in their appropriate liquors simi¬ 
larly treated. 

The methods of cultivation in gelatine are, as a rule, more 
easy to handle successfully in ordinary laboratories than those 
in liquids,-and are therefore of special interest for technical use. 
A suitable jelly for this purpose may be made by dissolving 
6-15 per cent, (according to temperature) of the finest French 
gelatine in the nutritive broth which has been described ; or 1-2 
per cent, of dry meat peptone (peptonum siccum), and if desired, 

1 per cent, of pure glucose may be added to a simple solution 
of gelatine in water. These solutions may require to be neutral- 
vised with soda similarly to the meat extract, and must be 
purified by repeated filtrations. It is frequently necessary to 
clear with white of egg, in order to obtain perfectly bright solu¬ 
tions ; this is done by adding to each liter the white of one egg, 
which haff been previously beaten to a froth with a little water. 
The temperature of the liquid must not exceed 40°~50° C. when 
the egg is added, but is then raised to boiling point, or even 
heated to 1 io° C. or more to coagulate the albumen, which 
carries down with it all suspended matter, and may be removed 
by filtration through flannel or paper. The coagulation of the 
egg should always be performed at a temperature at least as 
high as that which will be afterwards employed in sterilising, or 
a further precipitation may take place during that process? 
Where somewhat high temperatures are required in cultures, 
Sgar-agar is substituted for gelatine, as its jellies have a higher 
melting point, but this will not often be required in tannery 
wftrjf. The jelly*after filtration is usually sterilised in test-tubes, 

5 or 10 c.c. being measured into each, and the tube plugged 
vtith ootten-wool. 

The plugs should be of the pure cotton-wool used for medi- 
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cal purposes, tolerably light and compact, and covered during 
sterilising with tinfoil, to lessen the destructive action of the- 
steam. For some purposed (roll-cultures, p. 445) smalf cylindri¬ 
cal bottles of clear glass, and especially the thin blown bottles, 
used for oil samples, are to be preferred to test-tubes. Flasks 
and bottles with flat sides have also been used. Several dozen 
tubes or bottles may be sterilised at once by placing in a wire 
rack in the steamer, and steaming for an hour daily for three 
successive days. Properly sterilised tubes should remain clear 
and unaltered for an unlimited length of time, but though the 
cotton plugs exclude all germs, in an ordinary laboratory moulds 
are apt to develop on them, and in the course of weeks to grow 
through and infect the sterilised media. This danger can be 
lessened by covering the plugs, after singeing, with a rubber cap 
or even with tinfoil, but these will also exclude air, which is 
indispensable to the development of many bacteria. 

Cultivation .—As it is extremely difficult to avoid the admis¬ 
sion of germs from the air of an ordinary laboratory intq nutrient 
liquids which are to be inoculated (see, however, p. 440), the 
employment of the nutrient gelatine will be first described. To 
inoculate this, a platinum wire (fused into a piece of glass tube) 
is usually employed, which may be either straight (needle), of 
bent into a loop {Oese). This is ignited for a moment in the 
flame to sterilise it, then allowed to cool, and dipped in the 
liquid containing the bacteria. A test-tube of sterilised gelatine 
is held in the left hand upside down, and the plug of cotton-wool 
is drawn out between the little finger and second finger of the 
right hand, and the platinum needle (which during this operation 
has been retained in the hand) is thrust into the gelatine almost 
to the bottom of the test-tube, quickly withdrawn, and the plug 
of wadding replaced, frequently after first singeing it in a flame. 

In case of what is called “ tube ” or “ stab ” culture, the tube 
is no\V simply retained at a suitable temparature, which may 
vary according to the object of the experiment, from that of 
the laboratory up to anything below the melting point of the 
jelly. The bacteria multiply upon the sides of the prick, pfo- 
ducing in many cases very distinctive appearances, some forms 
liquefying the gelatine and others spreading into it' wjthbut 
liquefaction. Anaerobic bacteria only develop in the deeper 
parts of the tube, while aerobic are confined to the surface, while 
some species (“ facultative ” aerobic or anaerobic) can thrive 
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under both conditions. Some species of bacteria also product 
brilliant # colpyring, or fluorescence. Illustrations of these stab 
cultures may be found in most bacteriological text-books. This 
method, however, is only suitable for pure cultures, as it affords 
no ifleans of separating t&e different bacteria. To accomplish 
this, Koch introduced.the method of “plate culture,” whitsh 
consists in pouring* the melted gelatine upon levelled plates ol 
glass on which it is allowed to set, and which are then carefully 
protected under a Hell glass from the possibilities of contamina¬ 
tion by aerial germs. These plates have been almost superseded 
by the “ Petri dish,” a flat glass box of about 4 inches diameter 
with a cover, as the latter are much easier to handle. In this 
case the bacteria, if not too numerous, develop at separate points 
upon the plate, forming colonies which may be counted, and 
which usually consist of one species of bacterium only. Bv 
inoculating fresh tubes from these colonies and repeating the 
process, pure cultflres are easily obtained. From the difficulty 
of excluding acriaj germs the method is difficult in a general 
technical laboratory, but a modification of it (“ roll culture ”) 
suggested by Esmarch, may be successfully adopted. 

In this case the test-tube containing the gelatine, instead of 
fceing poured on a glass plate, is simply heated by immersion in 
water sufficiently warm to liquefy the solution, and is then 
revblved in an horizontal position so as to spread the gelatine 
uniformly over its sides, and at the same time is cooled by 
water frc*h a tap, or by the application of ice. As in this 
operation the solution comes in contact with the plug of cotton¬ 
wool, which may contaminate it, and which it is apt to render 
impervious to air, it is advantageous to substitute for test-tubes 
the fl'.in blown cylindrical bottles which have been mentioned 
on p. 444, in which the gelatine may be uniformly distributed 
by rolling in a shallow tray containing a small quantity of ice- 
water. The colonies will then develop upon the sides'’ of the 
bottle, through which they may be examined with a low power 
of the microscope, or with a simple lens, to distinguish whether 
tfiey liquefy the gelatine and to observe their other characteristics 
of jp-orjfh and appearance. Portions of colonics may be with- 
iravwi with a piedb of platinum wire for the inoculation of fresh 
lubes. 

• In 9 orife cases it is desirable, in order to obtain an approximate 
dea of the number of bacteria present in a water or fermenting 
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solution, to count the 'tolonies which are formed ; this is most 
readily done by .partially surrounding the bottle or_ test-tube by 
a piece of black paper in which an aperture exactly I centimeter 
square has been cut with a penknife. For plate cultures or 
Petri dishes, cover-glasses etched with & square of I cm. divided 
squares of 2 mm. are still morn convenient where the 
Sotenies are numerous. For roll cultures squares scratched on 
mica or celluloid may be used. The number of colonies which 
can be counted with a lens on i cm. is determined in various 
parts of the tube, and the average multiplied by the whole area 
of the surface of the plate or tube measured in centimeters will 
give the number of colonies produced by the quantity of 
material introduced into the tube. The tube must be watched, 
as different species of bacteria develop with varying rapidity, 
and liquefying species soon cause the colonies to run together. 

It usually happens, especially with liquids occurring in the 
tannery, that the number of bacteria in a single drop, or even in 
the quantity of liquid taken up by a platinum wire, is 30 great 
that the colonies are too close together and run into one another. 
To avoid this a sterilised tube is inoculated, its contents melted 
and mixed by rolling, and from the mixture another test-tube 
is similarly inoculated, and from this again a third. In this way. 
three successive dilutions are produced, one of which will pro¬ 
bably be of the right concentration to give satisfactory results ; 
and if a known quantity of liquid be taken, the dilution can be 
calculated, and from it the number of bacteria in the. original 
liquid. For this purpose a drop may generally be reckoned 
as the 20th of a c.c., and if the test-tube contained 5 c.c. of 
solution, each dilution would be 100th of the previous one. In 
infecting a tube with a drop of liquid, the gelatine should be 
liquified before withdrawing the cotton-wool, and the tube should 
be held in a sloping direction, to avoid as much as possible the 
entranefc of atmospheric dust. Where larger dilution is required 
sterilised water may be advantageously substituted for the nutri¬ 
tive medium. 

The method of obtaining pure cultures with nutrient liquids 
is similar in principle to the above, but the dilution must be 
carried much further, in order that, out of a slumber of tyibes 
infected, a certain proportion should not receive more than a single 
germ. The contents of the tubes after incubation are examined 
microscopically, and those taken which appear only to contain 
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ooe species; and, for^the sake of additional safety, the processes 
of dilution and inoculation may be repejted in a further nun* 
her of tdbes.' As large dilution is*required, it is better to use 
sterilised water for the purpose m the earlier stages. 

Microscopic Examination of Bacteria.— Solutions containing 
bacteria may be examined by placing a minute drop on a 
slip, covering with i a" tKip cover, and employing a high powfl! 
objective, as described in Sect. XXIV. For the mere recognition 
of the presence of bacteria a good dry 6th may be sufficient, but 
for detailed study a good oil immersion 12th is necessary. Abbe’s 
illuminator, or some other condenser, is preferably used for 
lighting, generally with a narrow aperture of the diaphragm. 
If bacteria are to be studied in tissues such as the skin, sections 
must be made as described on p. 422, and the bacteria stained. 

It is frequently found that the recognition of bacteria, espe¬ 
cially in tissues, is extremely difficult, from their minuteness 
and absence of, vcsy characteristic form. This difficulty can be 
largely overcome by the use of stains which colour the bacteria, 
tvhile leading other'parts of the tissue unaffected. The bacteria 
generally behave to staining agents very similarly to the nuclei 
of more highly organised cells. When the bacteria exist in 
Ijguids it is necessary, before staining, to attach them to a cover- 
glass to prevent their being washed away. The cover-glasses 
are .made absolutely clean, by heating first in concentrated 
sulphuric acid, then rinsing in water, washing with alcoholic 
ammonia, ^id finally drying with a linen cloth perfectly free 
from grease. A small trace of the liquid containing the bacteria 
is then spread on the glass with a platinum wire, or distributed 
in a thin film by pressing a drop between two cover-glasses 
whicl^are separated by sliding one after the other. The glasses 
are then dried in a desiccator over sulphuric acid or calciufti 
chloride, and the bacteria are finally fixed on the glass by draw¬ 
ing the latter, held in the fingers, with its coated face upwards, 
three times, somewhat slowly, through the flame of a Bunsen 
burner or spirit lamp. Some little experience is necessary to 
learn the right amount of heating to employ, too much heat dis¬ 
organising the bacteria and preventing their staining, while too 
little faift to fix them firmly on the glass. If the liquid con¬ 
tains gelatine or agar-agar, it is not so readily fixed by heating, 
from th^sqlubility of these substances in water ; the addition of 
a small quantity of white of egg renders it less liable to wash off. 
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The difficulty may be also overcome by exposing the prepara¬ 
tion for a short time to Jhe vapours of formaldehyde or paraform, 
which have the property of rendering gelatine insoluble.' 

Preparations are frequently made from plate cultures (p. 445) 
by pressing a clean cover-glass on the colony which it is desired 
tqfijtransfer, which then adheres to the glass, sometimes showing 
very characteristic forms. It is subsequently treated as above to 
fix it. 

The basic aniline colours are the most important stains for 
bacteria ; they are employed dissolved in water, either alone or 
occasionally with the addition of aniline and other bases. As the 
aqueous solutions do not usually keep well, it is frequently con¬ 
venient to make saturated alcoholic solutions by shaking the 
powdered colour with alcohol in sufficient quantity to leave a 
part undissolved. These concentrated solutions are mixed with 
water in proportion of 1-10 or more, as may be found necessary 
to give the required colour. The most generally useful colours 
are magenta or fuchsinc, methyl violet 5 B, gentian violet, methy¬ 
lene blue, and Bismarck brown. Staining methods are, nowever, 
now so numerous that the reader must be referred to the special 
text-books. A most useful book of reference is Squire's' Methods 
and Formulae ’ (p. 427). 

The sections or the cover-glasses on which the bacteria are 
fixed are placed iri one of these solutions in a watch glass, and 
remain in it ten minutes or more, until the bacteria are sufficiently' 
coloured. The solutions are frequently employed warm, where 
the bacteria do not readily take the stain. Instead of water a 
saturated solution of aniline, made by shaking three or four grams 
of aniline oil with 100 cubic centimetres of water, and filtering, is 
frequently employed to dilute the alcoholic colour solutions. T The 
preparation is then washed with water, which usually removes thd 
colour from the tissue, leaving the bacteria stained, which may 
now be examined without further treatment, or may be dried and 
'mounted with a drop of Canada balsam dissolved in xylene, which 
is preferable to chloroform, as less liable to decolorise the bacteria. 
For the same reason, if a clearing liquid is required, oil of cedar 
is preferable for the purpose to oil of cloves. 

In the foregoing Section the writer is greatly indebted to the 
suggestions of his friend, Mr. J. T. Wood, who has been good 
enough both to read and to criticise the manuscript before print¬ 
ing, and to assist in examining the proofs. 
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Abbe, 295 
Abies pectinata, 143 
Absorption of non-tannins by hide- 
powder, 207 

- 1 — tables, 208, 210 

Acacia aralica, 136, 147 

— catechu, 238, 147, 148, 154 
Acacias, 142 

Acetic acid, 2; 

Acetyl vlhie, 318, J20 . 

Acid dyes, 375 • 

— in hide»|nd skins, Ip2 

— oleic, 321 

— palmitic, 321 

— stearic, 321 

— value, 301 

-•— determination of, 304 
Acidity of chrome liquors, 265 
Acids in alum and chrome, determina¬ 
tion of, 253 

— in leather,' 366 
Air-oven, 19}'* 

Albrecht, see Will 
Alcoholic potash solution, 30; 

Alkaline salts, titration of, 26 

— sulphides, 87 

Allen, ffc, 104,153, 326, 344 
Allihn, 267 
Alizarine, 18, 382 

— yellow, 121 
Alkali in soap, 278 
Alkalies, determination of, 48 
Alkaline carbonates, 3; 

— dhromates, 29 
Alum, ammonia, 254 

— aqfi chtome, determination of acids 

inpaS 3 

— potash, 254 


Alum, tannages, 249 
Alumina, 365 

— determination of, 250 

— in leather, determination of chro¬ 

mium and,263 
Aluminium sulphate, 254 
American Leather Chemists’ Associa¬ 
tion, 203 

-official method of tannin 

analysis, 216 

— shake method, 203 

— sumach, 409 
Amines, 87 
Ammonia, 26, 87 

- alum, 254 

— determination, Schloessing, 62 

— by distillation, determination of, 63 
Ammonium salts and ammonia, 71 
Ampelopsis hederacea, 117 
Analysis of arsenic sulphide, 57 

— of egg-yolk, 351 

— of leather, 355 

— of used liquors and spent tans, 215, 

241 

Andreasch, 154, 155, 407 
Andreasch’s reactions with alcoholic 
solutions of tannin, tables, 164-367 
Animal waxes, 346 
“ Antigalline,” 131 
Appelius, see Paessler 

— and Schall, 265 
Arbousier, 410 
Arbutus uneda, 410 
Archbutt, 39 

Arsenic, determination of, 58 

— sulphide, orpiment or yellow, 57 
Ascomycetes, 438 

Ash in egg-yolk, 353 
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Ash in Oil* and fat*, *88 p / 

— in turning material*, *01 
Aspergillus, 439' , e . 

Available * lime, determination ' of, 
.54 

Azo-colour*, 378 


Bacillus, 433, 436 
Bacteria, classification, 430 

— in limes, 90 
Bacteriological methods, 440 
Bacteriology and mycology, 427 
Balance, chemical, 2 
Baldracco, 312, 342 

Balland and Maljean, 368, 369, 370 
Ballantyne, see Thomson , 

Barium hydrate, 21 
Barkometer, 8 
Barrett, 181 
Bartel, 267 

Barth and Schroder, 128 
Baryta in leather, 364 
Basic chrome solutions, 256 

— <tyes, 375 

-reagent for, 375 

— lead acetate, 269 
Bates, 92 

Baum, 176 
Baumd degrees, 8 
Bayer, 254 
Becker, see Popp 
Bees-wax, 346 
Beilstein and Grosset, 253 
Bell, 304 

Bact.furfuris, a and 0, 94 
Benedict and Ulzer, 318, 321 
Bennett, see Procter 
Berthollet and Werner, 106 
Bicarbonate*, hydrates, carbonates, 
r and, 28 

Blackings for boots, 386 

— for leather, 385 

(Blank and Finkenbeiner, 82 
Blockey, see Procter 
Boegh, 235 

— and Tfyjrsen, 334 
Borates, 74 

' Borax bead, 363 


Boric acid, 74 
—— detection of; 74 ’ 

— r- determination' 0^5 

-in egg-yolk, 352 

r — (Boracic) acid and borates, *6 ® 
Boron, 74 
Bdttcker, 66 
B'attinger, 142, 145, 146 
Brasilin, 14/ 

Bromipe water as reagent for tannins, 
149 

Brown and Martin, 43 
Buchholz, 442 
Burettes, 3 


Calcium hydrate, 2 ! 

Calculation of LSwenthal's determina¬ 
tion, 229 

— of results, 13 

— -of tannin analysis, 24.0 

Camera lucida,‘405 
Campbell, 434 

.Candle filter, 1^7 
Cape sumach, 142 ' 

Carbolic acid, analysis of, 78 

-neutral oils in, 78 

-water in. 78 

Carbonates, alkaline, 35 

— and bicarbonates, hydrates, 28 
Carbonic acid, free, 39 

Carbonic acid, determination of free, 
39 

Carini, 99, 100 
Camauba wax, 347 
Caroubier, 410 
Carpene, 171 
Catechins, 137 
Catechol, 105,116, 117 

— distinction from pyrogallol and 

phloroglucol, 118 

— ortho-carboxylic acid, 129 

— tannin reactions, tables, 158-160 

— tannins, 108,137 
Catechutannic acid, 137 
Catellagic acid, 123 
Cathcart microtome, 403 
Caustic alkalies, 26 
Centigrade thermometer, 6 
CtreUtmta siiipua, 410 
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Cerwm, j »3 

— wax, 346 

Chlorines defcrtnination of, 39 
Cholesterol, 312, 313, 316 
Chromates, 255 

— alkaline, 29 • 

Chrome, determination of* ^cids in 

alum and, 253 . • 

— from liquors, recovery of,%6s 

— hidr-powder, Kopecky’s, 265 

— liquor, glucose, 257* 

— liquors, acidity of, '266 

— solutions, basic, 256 

Chromed hide-powder, Paessler’s, 198 
Chromic acid, 255 
-determination of, 257 

— chromate, 256 

— oxide, 255 
Chromium, 254 

— and alumina in leather, determina- 

tmn of, 263 • 

— compounds used in tanning, 254 

— in solutions of chrttme salts, deter¬ 

mination ofi 262 
Chromous oxide, 254 
Churn for tanning tests, 240 
Clamp for Koch’s apparatus, 184 
Classification of tanning materials, 
tables, 157 
Clarus, 133 

“ Coal-tar ” bates, 84 

— bate, 92^ 

Coast cod oil, 331 
Cod oil, 330 
Cohn, 94, 97, 442 

Colorimetric determination of traces 
of jj-on, 40 

Colour determination, 236 
Commaille, 172 

Commercial materials, testing of, 22 
Common salt, analysis of, 69 

— — in egg-yolk, 353 

Complete gravimetric water analysis, 
43 

Congo red, 18 
Connective tissue, 417 
Coastituflon of dyes, ^76 
Continental microscope, 395 
Control of hides and skins, 98 
Cdfiariemmfrtifolia, 409 


Coriun^ 417 

Correction for absorption of tannin by 
*, filtef paper, 213 
Corypfia cert/era , 348 
Cotton seed stearine, 327 
Creolins, analysis of, 78 
Cresotinic acid, 84 

Cupric sulphate and ammonia as 
reagent for tannin, 150 
Currier’s inks, 385 * 

Crystallised oxalic acid, 24 
Cylinders, 3 


Dale, see Gladstone 
Dalican, 294 
Damn, 171 
Davy, 168 

Deal shaving reagent for phloroglucol. 
152 

Decinormal solutions, 22 
Decomposition of tannins by dilute 
acids, 118 
Degras, 337 

— former, 314 

— specific gravity of, 339 

— water in, 338 
Dekker, 134 
Detannisation, 214 

— by gelatine, 229 
Detection of boric acid, 74 
Determination of acids in alum and 

chrome, 253 

— of alkalies, 48 

— of ammonia by distillatiog, 63 
--by Schloessing’smethod, 62 

— of arsenic, 58 

— of ash in oils and fats, 288 

— of “ available * lime, 54 

— of boric acid, 75 

— of chlorine, 39 

— of chromium and alumina iu leather, 

263 

-in solution of chrome salts. 

262 

— - of formaldehyde, 81 

— of glucose electrolytically, 274 

— of free carbonic acid {/(rchbutt), 39 

— of magnesia, 36 

— of neutral oils in carbolic acid, 78. 
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,, , ofsulphur, 58 * 



-of "total dry nutter" in tanning 
'materials, 192 

— of traces of iron, colorimetric, 40 

— of water in carbolic acid, 78 
Dieterich, 154 

Digallic acid, 130 
Diphloroglucolcarboxylic acid, 134 
Dipyrogallolcarboxylic acid, 134 
Dissolved organic matter in lime 
liquors, 88 
Distillation, 9 

Distilled grease stearine, 329 

— oleine, 332 

Dog-dung, 92 ' 

Dolphin oil, 310 

Drench, chemical examination of, 94 
Drenches, 93 
Drying apparatus, 193 

— precipitates, 13 
Dyes and dyestuffs, 374 

— constitution of, 376 

— dye-tests, systematic, 388 


Egg-yolk analysis, 351 

— ash In, 

— boric acid in, 352 

— common salt in, 353 

— fatty matter in, 352 

— sampling, 351 

— water in, 351 

Eitner, 57, 88, 89, 144, 203, 439 

— and Meerkatz, 173 
Elastic fibre, yellow, 419 
Ellagioacid, 121, 123 
Ellagitannic acid, 136 
English ddgras, 329 

— microscopfe, 394 
Epictermis, 412,417 
Ernst, 121 
Erodin, 92 

Estimation of sulphurous acid and 
sulphites, 27 

— see Determination 
Ether value, $03 
Ctti, ti6, 132, 145 
Enzymes, 428 


^’Evaporation, 9 . 


Extraction of tanhifig nv4frtials,l»to : S : 

Extracts, insoluble matter in, tit:..'' * 

* ’ 

Fahren^HT thermometer, 6 
Fahrion, 34®. , 

Fat-cells ifi connective tissue, 419 

— extraction, 285 

— glands, 418 « 

Fats in leather, 357 

— melting point of, 291 

— solidifying point of, 291 
Fatty acids, 314 

— matter in egg-yolk, 352 

-in soaps, 278 

Fehling’s solution, 267 
Fermentation, viscous, 246 

Ferric alum as reagent for tannin. 150 
Filter paper correotion factors, 189 

-for tannin absorption, 188 

-for tanning solutions, i$A 

Filtration, 12 , 

— of tanning materials, 213 
Finkenbeiner, see Blank 
Fisetin, 141 

Fish fat, 327 

— liver oils, 334 

— oils, 335 
Flavellagic acid, 125 
Flavones, 141 
Flemming, 424 

Fluorescence, tanning materials, 154 
“ Foots,’’ 327 
Formaldehyde, 79, 156 

— detection of, 79 

— determination of, 81 
Forminek, 385 
Formic acid, 25 
Fractionation, 10 
Freda, 131 

Free acids in liquors, 242 
-Procter’s method of deter¬ 
mining, 243 ‘ 

-Koch’s method of deter¬ 
mining, 244 1 

Free mineral acids in leather, 36^ 
Fresenius, 251 

— and Griinhut, 83 



GaHotta, no 
Gaflotaaaic acid, i2j, 130 
Gambler, 141 

— sampler, 178 
Gantter, 172 
Gautier, 138, 139 
Gawalowski, 311 
Gelatine culture, 443* 

Gerland, 170 
Gladding, 278 

Gladstone and Dale, 298, 344 
Glucose and dextrine in leather, 360 

— chrome liquor, 257 

— copper tables, 272, 273 

— detection and estimation of, 266 

— determination electrolytically, 274 

— fiber-tube, 271 

— iivfcerman leathers, 360 

— volumetric determination of, 267 

— Von*)jchroeder’s gravimetric deter 

mination af, 269 
Glynsky, 10 
Goppelsroeder, 384 
Graebe, 122 
Graefe, 293 
Grain, 418 

•Gravimetric determination of glucose 
Von Schroeder’s, 269 
Green, 37^ 382 
Griessmeyer, 122 

Grinding of tanning materials, 179 
Grosset, see Beilstein 
Griinhut, see Fresenius 
Gtimher, 133 
Guthrie, A., 54 


Hackkord, see Trotman 
Haematin, 382 
Hematoxylin, 141 
Hair bulbs, 414 

— development, 412 
roots, 418 

— structure, 415 
H#Uopaku, 89 
Hammer, 224 

— see Muntz, 173 
_IJanAs,,0o», 306, 308 


260, 261 


Helton, 274, 411 
Hen-dung, 92 
Hide, specific gravity of, 99 
Hides, lime in, 101 

— and skins, acid in, 102 

— -control of, 98 

Hlasiwetz, 133 
Holmes, see Procter 
Hoppenstedt, 245 
Horse-fat, 323 
Hiibl, 306 

Hughes, 153 
Hunt, 131, 140, 225,253 
Hydrates, carbonates, and bicarbo¬ 
nates, 28 

Hydrochloric acid, 24 

-normal, 20 

-specific gravity, 24 

Hydrometers, 8 

Ignition, 11 

— of precipitates, 13 
Indicators, 16 
Indigo, 382 

— pure B. A. S. F., 227 
Inoculation, 440 

International Association of Leather 
Trades Chemists, offiriaUnethod, 

— commission on tanning analysis, 211 
Insoluble matter in extracts, iftt 
Iodine solution, 306 

— value, 209, 303 

-determination of 386 

-table of, 309 

Iodometric determination of iron, 251 
Iron, colorimetric determination of 
traces of, 40 

— determination, permanganate 

method of, 251 

— iodometric determination pf, 251 
Isocholesterol, 313 

Iso-vanillic acid, 129 





«* ■ ■ ,LEA THER IK&USTRlfS ■ EA 80 EAT 0 XY "i&Ml- 


Japan wax, 346,348 

>*11,155, 172, 34 ', 353 , 367 

Jean’s method of tannin deteimina-® 

1 tion, 230 * 

Johqpsen, 145 

Jolks, 89 

Jones, A. S., 182 

Wood, J. T., 92 


Kammfitt, 323 

Karnowski and Tambor, 139 

Kathreiner, 62, 171, 187, 225, 228, 424 

Kauschke, 376 

Kjeldahl method, 64 

Koch, 182, 200, 269 

Koch’s apparatus, clamp for, 184 

— method ofdetermining freerfcids in 

liquors, 243 

— tanning extraction apparatus, [83 
Koemer, 142, 143 

Kohnstein, see Simand, 244, 440 

— and Simand’s method of determin¬ 

ing tota free acid in liquors, 244 
Koninck, see Nihoul 
Kopecky, 199,204, 205, 265 
Kopecky’s chromed hide powder, 205 
Kostanecki, 140, 141 

— and Tambor, 139 
KSttstorfer, 304 
Kubel-Tiemann, 42 


Lacmoid, 18 
Lactic^acid, 25 

— anhydride, 26 
Lactonesj 317 
Lamb,: 371 

— and Harrison, 407 
Lambert, A., 106 
Lanoline, 3x7 
Ltfcther, acids in, 366 

— analysis, 355 

— ash analysis, 363 

— determination of chromium and 

alumina in, 263 

— determination of fats in, 357 

-of freeunineral acids in, 367 

g,-of moisture in, 357 

-of water-soluble matter in, 358 


Leather, glucose and dextrine in, 360 

— mineral ash, 356 

— preparation for analysis, 335 

— total ash in, 362 

— uncombined tannin in, 359 
Lebbin,t8o 

Le Bel Henniger, 10 
Lecithin, ’36 3 , 

Lemme, 83 « 

Lepetit, Dollfus and Gansser, 127 
Lewkowitsch, 311, 313, 314, 318, 325, 
326, 328, 335, 347 
Lime in hides, 101 

— liquors, dissolved organic matter in, 

88 

— water reagent for tannins, 153 
Limes, bacteria in, 90 

— and liming, 85 

— solubility of, 53 
Lipochromes, 312, 313, 316 
Liquid media, 444 

Liquors, microscopic' examination of, 
246 , 

— valuation of, 247 , 

— volatile acids in, 246 
Litmus, 18 

Lorenz, 298 

Lovibond’s tintometer, 236 
Lowe, 121, 130, 131, 145 
Lowenthal, 139, 140, 149, 172, 242 • 
Lowenthal’s determination, calcula¬ 
tions of, 229 

— method of tannin analysis, 223 
Liebermann-Storch, 316, 347 


McCanpush, see Procter 
Mackay, 333 
Maclurin, 142 
M’Culloch, 260 
Magenta, 379 
Magnesia, 365 

— determination of, 36 
Magnetic iron in sumac, 201 
Maljean, see Balland 
Manganese, 365 
Marking vessels, 4 
Martin, see Brown 

— Dermis and Co., 84 



WDEf. 


.MaacMce, 31 

Maumend, t« Thomson 'and Ballan- 
tyno, 299 , . 

,Mann, 305 
Measuring, 3 

— inqfruments, 3 

— microscopic objects, 405 
Meerkata, 173, 197 
Melting point of fats, 291 

-of waxes, 345 

Metellagic acid, 124 . 

Methyl orange, 16 
Metric system, 4 

Meunier, 368, 370, see also Vignon 
Micrococcus, 432 
Micro-photography, 406 
Microscopic examination of bacteria,- 
447 

-of liquors, 246 

— foiling, 398 

— objeltives, 392 , 

— objects, mountiftg, 399 

— structifte of skin, 411 

Miller, 100 , 

Mineral acids in oils and fats, 289 

— oils, 344 

— waxes, 345 
Mittenzwey, 171 

Mixed and doubtful tannins, reactions 
of tables, 161 

Moeslinger drying oven, 193 
Mohr’s float, 3 
-liter, 5 * 

MoSllon, 338 
Monier, 172 
Montan wax, 293 
Morinjfatannic acid, 142 
Morus tinctoria , 141 
Mucor, fructification of, 439 
Miiller, 46, 169 
Munson, see Tolman 
Muntz, 173 
Muscular fibre, 402 
Myrica nagi, 141 
M^ricetin, 141, 142 

Natural colouring ^natters, 140 

— sugars present in tanning materials, 


Natural tannins, 14s 
Nauclea gamier, 138 , 148 , 154 
Neatsfoat oil, 324, 325 
Neubauer, 224 

Neutral oils in carbolic acid, 78 
New “ International" method dfTan- 
ning analysis, 211 

Nierenstein, 80, 107, in, 116, 117, 
120, 130, 1 ;6 
Nihoul, 50, 61, 65 

— and Koninck, 371 
Nitro-colours, 377 

Nitrogen determination by Kjeldahl, 
64 

Nitroso-colours, 378 

Nitrous acid as reagent for tannin, i;i 

Non-tannins, 2'2 

— by hide-powder, absorption of, 207 

-tables, 208, 210 

Normal hydrochloric acid, 20 

— potassium hydrate, 21 

— sodium carbonate, 21 

--solution, 19 

-hydrate, 21 

— sulphuric acid, 22 


Oak twig section, 404 
Objectives, microscopic, 392 
Oil immersion, 396 
Oils and fats, 281 

— --ash in, 288 

-mineral acid in, 289 

-specific gravity of, 289 

-— water in, 288 

— oxidation of, 299 
Oleic acid, 321 
Olive oil, 326 
Organic impurities, 41 

Orpiment or yellow arsenic sulphide, 
57 

Oser, 227 
Osmic acid, 424 
Osseine, 200 
Osyris compressa, 142 
Oxalic acid, crystallised, 24 
Ox-hair root, 415 
Oxidation of oils, 299 
Oxidised fatty acids, 314 
Ozokerite, 346 



, leather Wo&ST&fe 

Paesslkr’s chromed hide-powder, 
198 

— and Appelius, 50 

— and Sluyter, 368, 370 
^and Spanjer, 243 
Partner, 426, see also Richards 
Palmitic acid, 321 
Panniculus adiposus. 418 
Papilla , 418 

Paraffin, 313 

— wax, 345 
Para-rosaniline, 379 
Parker, 148, 149, , 70 , 177 

— and Payne, 175, 187, 242 
~ and Procter, 76, 84, 182 

— and Russell, 99 

method of tannin determination, 

232 

Pa^s papillaris, 418 
Pasteur, 94, 442 
Pasteur’s solution, 442 
, Patten, see Hart, 95 
Payne, E. M,, 83, 96, 101. 175, 187 
• — and Parker, 148, 149, , 70 

— and Pullman, 79, 90 
Payne-Pullman, 86 

Pelouze, no 

Penicillium glaucum, 438 
Perkin, A. G., 122, 123, 124, 125, 126, 
' 33 , 136, 140 
and F. M. Perkin, 114 

— and Steven, 114 

~~ and Yoshitake, 137 , t 3 8, 139 
Permanent ether value, 317 

— hardness, 32 

— sattow^ication value, 317 
Permanganate method of iron deter¬ 
mination, 251 

Pleifer, and Wartha, 33, 34 
Phenolphthalein, 17, 381 
Phlobaphepes, 126 
Pfcloroglucol, 115, n6 

— distinction from catechol and pyro- 

gallol, 118 

Phlorogjucolcarboxylic acid, 134 
Phycomycetes, 439 
Phytosterol, 313 
Pigeon dung, 92 
Pipettes, 3 
®— use of, 4 
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LABORATORY boor. 

* 

Pislaeia lenfiscs, 154,409, 508 
Plate culture, 445 
Polariscope, 402 
• P°PP and Becker, 93 
Porous alumina, 200 
Posternak, 96 
PotasTi alum, 254 
Potassium bichromate, 255, 257 

— hydrate, normal, 21 
Precipitates, drying, 13 

— igpition ofy 13 

— washing, 12 
Precipitation, 12 
Preparation of hide-powder, 198 

— of infusion of tanning material' 

212 

Priestman, A., 177 
Priestman, H., 408 
Procter, 76, 84, 182, 207,224, 22; 226 
243 , 298 

— and Bennettf 234 
and Blockey, 207 

and Holmes, 299, 333 , 
and McCandiish, 60, 265 

— and Searle, 368, 369 

Procter s method of determining fret 
acids in liquors, 243 
tannin extraction apparatus, 185 
Protocatechuic acid, 129 
Puers, 92 

Pullman, see Payne 
Pure cultures, 446 
Pycnometer, 6 
Pyrogalloi, 113 

— distinction from phloroglucol and 

catechol, 118 

— tannin reactions, tables, 162 , 

— tannins, 108 
Pyrogallolcarboxylic acid, 134 


Quantity of tanning materials used 
for analysis, 191 
Quebracho, 142 
Quercetin, 141, 142 
Quercitannic acid, 144 
Quercitron, 142 4 
Quercxs prinus, 154 
— pubescens, 145 





Quer(ulrobur,U2, 148 
— Hnetoria, 142 
Qainol, 105*1. 


Ramspacher, 173 
Raschig, 46,47 
Rawson, 227 

Reagent for basic dyes, 3/5 
Realgar, 57 

Real’s tanning material extractor, 190 
Reaumur's thermometer, 6 
Recovered wool-fat, 327 
Recovery of chrome from chrome 
liquors, 265 
Red arsenic, 57 
Reds, solubility of, 181 
Reed’s combined evaporator and 
dryq^ 193 

Refractive constants, table, 297 

— index,’94 • 

Refractometer, 295 
Reichert-Mejssei value, 314 
Resin acids, 313 » 

— oils, 343 

Resins, determination of, 316 
■Resorcinol, 105, 117 
Resorcylic acids, 129 
Rhus coriaria, 407, 408 

— eotfnus, 141 
— glabra , 409 

— metopium , 44)9 
Richards and Palmer, 170 
Richter, 117 

“ Roll culture,” 445 
Romijn, 81 
Rosin, 416 

— oils, 343 
Rosolic acid, 380 
Rufigallic acid, 120 
Ruhsam, 269,1318, 321 
Rusma, 57 

Russell, G. H., 99 


SaCC^iARqflYCETES, 437 
Sadlon, 427 * 

Sampling, egg-yolk, 351 
— of tanning materials, 177 


Sand in sumach, aot 
Saponification value, 302 
—• *- determination of, 304 
Schall, see Appelius 
Scheuch, 54 
Schemer, see Vaubel 
Schiff, in, 122, 123, 130, 131, 132, 
134 , 137 

Schift’s reaction, 80 
Schinia, 409 . 

Schloessing’s apparatus, 62 
Schmidt, 318 

Schmitz-Dumont, 267, 286, 328, 343, 
344 

Schroder, see Barth 
Seal oil, 337 
Searle, see Procter 
Sebaceous gland, 416 
Section of calf skin, 413 

— cutting, 402 

-microscopic, 421 

Sequoia gigantea, 143 

“ Shaking machine,” 202 
Shark liver oil, 310 
Shukoff, 392, 294, 345 
Siedentopf, 431 

Simand, 224, 225, 244, 245, 267, 315,, 
44 ° 

— and Weiss, 173, 174 
Sluyter, see Paessler 
Soaks and soaking, 85 
Soaps, alkali in, 2/8 

— analysis of, 277 

— fatty matter in, 278 

— water in, 277 

Sodium carbonate, normal, 2 
-solution, normal, 19 , 

— chloride solutions, specific gragity 

of, 71 

— hydrate, normal, 21 

— sulphide, 55 

— sulphite reagent for tannin, 152 

— thiosulphate solution, 306 
Sod oil, 337 

Softening water, 37 
Solidifying point of oils and fats, 291 
“ Soluble non-tanning matter," filter 
bell, 195 

Solubility of limes, 53 

— of reds, 181 



Soxblet tube, 285 • 

' SoMet'i tanning material extractor,. 

rjc « 

Saanjer, Paessler 
Specific gravity, 6 
—ddgras, 339 
-4 —of hide, 99 

-of hydrochloric acid, it, 

-of oils and fats, 289 

— *— of sodium chloride solutions, 71 

— — of sulphuric acid, 23 

— temperature reaction, 299 
Spectroscope, 385 

Spent tans, analysis of used liquors 
and, 215, 241 

— tanning materials, 248 
Spermaceti, 310 

Sperm oil, 310 
, Spiegel, 75 
Sprengel tube, 7, 290 
Standard solutions, 14 , 18 
•Stannous chloride and hydrochloric 
acid as reagent for tannin, 152 
Statement of results in water analysis, 
48 

Stearic acid, 321 
Stenhouse, 107 
Sterilisation, 441 
Steven, see Perkin 
Stiasny, 57, 87, 156, 368, 371, 373 
“ Stinco,” 409 
Stoddart, 168 
Stone, se 4 Scheuch, 54 
Strength of tanning solution for ana- 
2 " 

Sudoritereus glands, 414 
Sugars present in tanning materials, 
nalural, 276 

Sulphide of arsenic, analysis of, 57 

— of sodium, 55 

, Sulphides, tdkaline, 87 
' Seiphites, 73 

Sulphur, determination of, 58 
Sulphuric acid, 22 

— — determination of, 46 
-normal, 22 

-reagent for tannin, 153 

-specifc gravity, 23 

y Sulphurous acid, 73 
-and sulphites, estimation of, 27 


Sumach aiui its adulterants, 
of hearing, tabid, 408 
— magnetic iron in, ice 
r — sand in, 201 
Sutton, 253,254 
Swea» glands, 418 


Table; analysis of waters, 52 

— constants ef fats, 350 
-of fatty acids, 350 

— — of liquid oils, 349 

— effects of heating sumach and its 

adulterants, 408 

— refractive constants, 297 

Tables, qualitative recognition of tan¬ 
ning material*, 157 it seq. 

Tallow, 321 
Tamarisk,'410 
Tamarix africtma, 155,410 
Tambor, see Karnowski, ard alsc 
Kostanecki • j* 

Tannage, valuation of, 247 
Tannin absorption, filter paper cor¬ 
rection for, 188 

— analysis, American Leather Chem¬ 

ists’ official method, 216 * 

-calculation of results of, 200 

— — general regulations, 211 
-I-owcnthal method of, 223' 

— determination, Jean’s method, 230 
-Parkei-Payne methbd, 232 

— extraction apparatus, Koch’s, 183 

--Procter’s, 185 

-Real’s, 190 

-Soxhlet, 190 

— --Von Schroeder’s, 190 

— solution for analysis, strength of, 

191, 211 

— solutions, filter paper for, 186 

— test, 239 

Tanning materials, ash in, 201 

-classification tables, 157 

-determination of total dry matter, 

192 

-extraction of, 180 

-grinding of, 179 

-natural sugars present in, 276 

-sampling of, 177 1 




•p'v;',/ ■ H uaau *y of; 

vi^' 19 l 

Taattias, decomposition by dilutt 
4 acids of; i iS 
•“ — by heat, 112 


— preparation of, 110 

= purification of, 110 1 
Temporary hardness, 31 
Terreil,' 171 

Testing of commercial materials, 23 
Thermometer, Centigrade, 6 

— Fahrenheit, 6 

— Rdaumur, 6 

— scales, 6 

Thomson and Ballantyne, 299, 336, 


337 


ThorSen, see Boegh 
TitSfcium, 363 
“ Titefyest,” 294 
Titration of alkaline salts, 26 
Tolmaft, gnd MunA>n, f 298 
Total ash %i leather, 362 

— free acids in* liquors, Kohnstein 

and Simand’s method of, 244 

— solids, 212 


soluble matter in tanning materials, 
■ 9 + 

— splubles, 212 
TriUat, 80 

Trimble, 108, lit, 113, 144, 145, 146 
Trimble’s oflfe bark reactions, tables, 

>63 

Triphenylmethane, 379 
Trotman, see Wood 

— and Hackford, 169 
“ Tulfc ’’ culture, 444 

Turin conference, 185, 186, 187 
Turnbull, 201 
Twaddell degrees, 8 
Twitchell, 347 
Twitchell’s method, 316 


Ulzer, set Benedikt 
“ Uncoujjiined tannin ” in leather, 359 
41 Unorganised ferments,” 428 
Unsaponifiabie matter, determination 
of,,3°9, 




Vacuum drying oven, 194 
Valuation of liquors, 247 

— of tannage, 247 
Vanillic acid, 129. 

Vaubel and Scheure^ 171 
Vegetable waxes, 346 
Vienna Research Station, 21 
Vignon and Meunier, 353 
Vine leaves, 410 
Virginia-creeper, 117 
Viscous fermentation, 246 
Volatile acids in liquors, 246 
Volumetric an|lysis, 14 

— determination of glucose, 267 
Von Schroeder, 181,198,225,226,267, 

277 , 360 

-gravimetric determination o£ 

glucose, 269 

-tanning material extractor, 190 

Vournasos, 132 

Waktha, see Pfeifer 
Washing precipitates, 12 
Water analysis, complete gravimetric, 
43 

-statement of results, 48 

— in degras, 338 

— in egg-yolk, 351 

— in oils and fats, 388 

— in soaps, 277 

— soluble matter in leathery? 

— softening, 37 

Waters, table, analysis of, 52* 

Waxes, melting point of, 345 
Weighing, 1 
Weingartner, 375 

Weiss, 197, 207, 210 ; see also 5 ima*d„ 
Werner, see Berthollet 
Whale oil, 336 
Wijs, 301, 306, 308 
Will and Albrecht, 134 
Winter-Blyth, 274 
Wislicenus, 175, 200 
Wood, 93, 94, 96, 301, 429,432, 4 35l 
440, 448 



1 and Trotraao, 90. 
Wuensch, 368,371 


Yocum, 175, too 
Yorkshire g&se,' 327 
Yoshitake,;« Perlnn 1 „ 


Yeast, 437 

Yellow arsenic sulphide, orpiment or, 
57 


Z 6 L 7 E 14*143 

Zwenger; 522 
Zymases,,428 r 
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